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FOREWORD 








The National Design Specification® for Wood 
Construction (NDS®) was first issued by the Na- 
tional Lumber Manufacturers Association (now the 
American Wood Council) (AWC) in 1944, under the 
title National Design Specification for Stress-Grade 
Lumber and Its Fastenings. By 1971, the scope of 
the Specification had broadened to include additional 
wood products. In 1977, the title was changed to 
reflect the new nature of the Specification, and the 
content was rearranged to simplify its use. The 1991 
edition was reorganized in an easier to use “equation 
format", and many sections were rewritten to provide 
greater clarity. 

In 1992, the American Forest & Paper Association 
(AF&PA) — formerly the National Forest Products 
Association — was accredited as a canvass sponsor by 
the American National Standards Institute (ANSI). 
The Specification subsequently gained approval as an 
American National Standard designated ANSI/NF,PA 
NDS-1991 with an approval date of October 16, 1992. 

In 2010, AWC was separately incorporated, re- 
chartered, and accredited by ANSI as a standards 
developing organization. The current edition of the 
Standard is designated ANSI/AWC NDS-2018 with 
an approval date of November 16, 2017. 

In developing the provisions of this Specification, 
the most reliable data available from laboratory tests 
and experience with structures in service have been 
carefully analyzed and evaluated for the purpose of 
providing, in convenient form, a national standard 
of practice. 

It is intended that this Specification be used in 
conjunction with competent engineering design, 
accurate fabrication, and adequate supervision of 
construction. Particular attention is directed to Sec- 


tion 2.1.2, relating to the designer’s responsibility to 
make adjustments for particular end uses of structures. 

Since the first edition of the NDS in 1944, the 
Association’s Technical Advisory Committee has 
continued to study and evaluate new data and devel- 
opments in wood design. Subsequent editions of the 
Specification have included appropriate revisions to 
provide for use of such new information. This edi- 
tion incorporates numerous changes considered by 
AWC’s ANSI-accredited Wood Design Standards 
Committee. The contributions of members of this 
Committee to improvement of the Specification as a 
national design standard for wood construction are 
especially recognized. 

Acknowledgement is also made to the Forest 
Products Laboratory, U.S. Department of Agriculture, 
for data and publications generously made avail- 
able, and to the engineers, scientists, and other users 
who have suggested changes in the content of the 
Specification. AWC invites and welcomes comments, 
inquiries, suggestions, and new data relative to the 
provisions of this document. 

It is intended that this document be used in con- 
junction with competent engineering design, accurate 
fabrication, and adequate supervision of construction. 
AWC does not assume any responsibility for errors 
or omissions in the document, nor for engineering 
designs, plans, or construction prepared from it. 

Those using this standard assume all liability aris- 
ing from its use. The design of engineered structures 
is within the scope of expertise of licensed engineers, 
architects, or other licensed professionals for applica- 
tions to a particular structure. 

American Wood Council 
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1.1 ӛсоре 


2 GENERAL REQUIREMENTS FOR STRUCTURAL DESIGN 





1.1.1 Practice Defined 


1.1.1.1 This Specification defines the methods to be 
followed in structural design with the following wood 
products: 

- visually graded lumber 

- mechanically graded lumber 

- structural glued laminated timber 

- timber piles 

- timber poles 

- prefabricated wood I-joists 

- structural composite lumber 

- wood structural panels 

- cross-laminated timber 
It also defines the practice to be followed in the design 
and fabrication of single and multiple fastener connec- 
tions using the fasteners described herein. 

1.1.1.2 Structural assemblies utilizing panel prod- 
ucts shall be designed in accordance with principles of 
engineering mechanics (see References 32, 33, 34, and 
53 for design provisions for commonly used panel 
products). 


1.2 General Requirements 


1.1.1.3 Structural assemblies utilizing metal con- 
nector plates shall be designed in accordance with ac- 
cepted engineering practice (see Reference 9). 

1.1.1.4 Shear walls and diaphragms shall be de- 
signed in accordance with the Special Design Provi- 
sions for Wind and Seismic (see Reference 56). 

1.1.1.5 This Specification is not intended to pre- 
clude the use of materials, assemblies, structures or de- 
signs not meeting the criteria herein, where it is demon- 
strated by analysis based on recognized theory, full- 
scale or prototype loading tests, studies of model ana- 
logues or extensive experience in use that the material, 
assembly, structure or design will perform satisfactorily 
in its intended end use. 


1.1.2 Competent Supervision 


The reference design values, design value adjust- 
ments, and structural design provisions in this Specifi- 
cation are for designs made and carried out under com- 
petent supervision. 





1.2.1 Conformance with Standards 


The quality of wood products and fasteners, and the 
design of load-supporting members and connections, 
shall conform to the standards specified herein. 


1.3 Standard as a Whole 


1.2.2 Framing and Bracing 


All members shall be so framed, anchored, tied, and 
braced that they have the required strength and rigidity. 
Adequate bracing and bridging to resist wind and other 
lateral forces shall be provided. 





The various Chapters, Sections, Subsections and 
Articles of this Specification are interdependent and, 
except as otherwise provided, the pertinent provisions 


1.4 Design Procedures 


of each Chapter, Section, Subsection, and Article shall 
apply to every other Chapter, Section, Subsection, and 
Article. 





This Specification provides requirements for the 
design of wood products specified herein by the follow- 
ing methods: 

(a) Allowable Stress Design (ASD) 

(b) Load and Resistance Factor Design (LRFD) 

Designs shall be made according to the provisions 
for Allowable Stress Design (ASD) or Load and Re- 
sistance Factor Design (LRFD). 


1.4.1 Loading Assumptions 


Wood buildings or other wood structures, and their 
structural members, shall be designed and constructed 
to safely support all anticipated loads. This Specifica- 
tion is predicated on the principle that the loading as- 
sumed in the design represents actual conditions. 
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1.4.2 Governed by Codes 


Minimum design loads shall be in accordance with 
the building code under which the structure is designed, 
or where applicable, other recognized minimum design 
load standards. 


1.4.3 Loads Included 
Design loads include any or all of the following 


loads or forces: dead, live, snow, wind, earthquake, 
erection, and other static and dynamic forces. 


1.5 Specifications and Plans 


1.4.4 Load Combinations 


Combinations of design loads and forces, and load 
combination factors, shall be in accordance with the 
building code under which the structure is designed, or 
where applicable, other recognized minimum design 
load standards (see Reference 5 for additional infor- 
mation). The governing building code shall be permit- 
ted to be consulted for load combination factors. Load 
combinations and associated time effect factors, A, for 
use in LRFD are provided in Appendix N. 





1.5.1 Sizes 


The plans or specifications, or both, shall indicate 
whether wood products sizes are stated in terms of 
standard nominal, standard net or special sizes, as spec- 
ified for the respective wood products in Chapters 4, 5, 
6, 7, 8, 9 and 10. 


1.6 Notation 





Except where otherwise noted, the symbols used in 
this Specification have the following meanings: 


A =area of cross section, in.? 


Acritical = Minimum shear area for any fastener in a 
row, in.2 


Aeff = effective cross-sectional area of a cross- 
laminated timber section, in.2/ft of panel 
width 


Agroup-net = Critical group net section area between 
first and last row of fasteners, in.2 


Am = gross cross-sectional area of main mem- 
ber(s), in.2 


An = cross-sectional area of notched member, 
in.2 


Anet = net section area, in.2 


Aparallel = area of cross section of cross-laminated 
timber layers with fibers parallel to the 
load direction, in.2/ft of panel width 


As = sum of gross cross-sectional areas of side 
member(s), in.2 


Cp = load duration factor 


Cr = size factor for sawn lumber 


C; = stress interaction factor for tapered glued 
laminated timbers 


CL 7 beam stability factor 


Cm = wet service factor 
Cp = column stability factor 
Cr = buckling stiffness factor for dimension 


lumber 


Cv = volume factor for structural glued laminat- 
ed timber or structural composite lumber 


Cp = bearing area factor 


Cc 7 curvature factor for structural glued 


laminated timber 


Ces = Critical section factor for round timber 


piles 
Ca = condition treatment factor for timber poles 
and piles 
Ca = penetration depth factor for connections 
Cai = diaphragm factor for nailed connections 


Cat = empirical constant derived from relation- 
ship of equations for deflection of tapered 
straight beams and prismatic beams 


Copyright © American Wood Council. Downloaded/printed pursuant to License Agreement. No reproduction or transfer authorized. 
AMERICAN WOOD COUNCIL 


NATIONAL DESIGN SPECIFICATION FOR WOOD CONSTRUCTION 3 





e 
m 
= 
т 
Жж 
> 
гт 
ж 
т 
о 
= 
ж 
т 
= 
т 
= 
=j 
o 
T 
o 
ж 
o 
= 
ж 
с 
О 
=] 
с 
ж 
> 
re 
о 
т 
Ф 
о 
= 


4 GENERAL REQUIREMENTS FOR STRUCTURAL DESIGN 


Ceg 
С 


E 


u 
Се 
С 
С» 
Cr 


Crs 


Cs 
Са 


Су 


Cy 
COVE 


EE 


Eaxial 


Emin, Emin" 


(El)min, (El) min’ 


(El)app, (El)apo' 


= end grain factor for connections 


= flat use factor 


= group action factor for connections 
= incising factor for dimension lumber 
= load sharing factor for timber piles 


= repetitive member factor for dimension 
lumber, prefabricated wood I-joists, and 
structural composite lumber 


= empirical load-shape radial stress reduc- 
tion factor for double-tapered curved 
structural glued laminated timber bending 
members 


= wood structural panel size factor 


= metal side plate factor for 4" shear plate 
connections 


= temperature factor 
= toe-nail factor for nailed connections 


= shear reduction factor for structural glued 
laminated timber 


= tapered structural glued laminated timber 
beam deflection factor 


= geometry factor for connections 


= coefficient of variation for modulus of 
elasticity 


= dowel-type fastener diameter, in. 
= fastener head diameter, in. 
= dowel-type fastener root diameter, in. 


= length of tapered tip of a driven fastener, 
in. 

= reference and adjusted modulus of 
elasticity, psi 


= modulus of elasticity of structural glued 
laminated timber for extensional defor- 
mations, psi 


= reference and adjusted modulus of 
elasticity for beam stability and column 
stability calculations, psi 


= reference and adjusted El for beam 
stability and column stability calculations, 
psi 


= reference and adjusted apparent bending 
stiffness of cross-laminated timber includ- 
ing shear deflection, Ibs-in.2/ft of panel 
width 


(El)app-min, (El)app-min' 


Нен 


Ет 
Es 
Ex 


Ex min 


Ey 


Ey min 


Fb, Fo' 


Fp* 


Fp** 


Ња 


Рь2' 


Foe 


Ғы" 


Fox 


Њу 


Fo, Fc 


= reference and adjusted apparent bending 
stiffness of cross-laminated timber for 
panel buckling stability calculations, Ibs- 
in.2/ft of panel width 


= effective bending stiffness of the CLT 
section, Ibs-in.2/ft of panel width 


= modulus of elasticity of main member, psi 
= modulus of elasticity of side member, psi 


= modulus of elasticity of structural glued 
laminated timber for deflections due to 
bending about the x-x axis, psi 


= modulus of elasticity of structural glued 
laminated timber for beam and column 
stability calculations for buckling about 
the x-x axis, psi 


= modulus of elasticity of structural glued 
laminated timber for deflections due to 
bending about the y-y axis, psi 


= modulus of elasticity of structural glued 
laminated timber for beam and column 
stability calculations for buckling about 
the y-y axis, psi 


= reference and adjusted bending design 
value, psi 


= reference bending design value multiplied 
by all applicable adjustment factors ex- 
сері Сі, рві 


= reference bending design value multiplied 
by all applicable adjustment factors ex- 
cept Cv, psi 


- adjusted edgewise bending design value, 
psi 


= adjusted flatwise bending design value, 
psi 


= critical buckling design value for bending 
members, psi 


= reference bending design value for posi- 
tive bending of structural glued laminated 
timbers, psi 


= reference bending design value for nega- 
tive bending of structural glued laminated 
timbers, psi 


= reference bending design value of struc- 
tural glued laminated timbers bent about 
the y-y axis, psi 


= reference and adjusted compression 
design value parallel to grain, psi 
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Fc* = reference compression design value Fw = reference shear design value for structural 
parallel to grain multiplied by all applica- glued laminated timber members with 
ble adjustment factors except Cp, psi loads causing bending about the y-y axis, 
psi 





Fce = critical buckling design value for compres- 


sion members, psi Fyo = dowel bending yield strength of fastener, 
ы | : si 
Fce1, Fee2 = critical buckling design value for compres- p 
sion member in planes of lateral support, Ро = adjusted bearing design value at an angle 
psi to grain, psi 
Fc|, Fc,' = reference and adjusted compression G = specific gravity 


desi | icul . : 
esigni value perpendicular to-grain, psi Gv = reference modulus of rigidity for wood 


Fc,x 7 reference compression design value for structural panels, psi 
bearing loads on the wide face of the lam- 
inations of structural glued laminated tim- 
ber, psi 


GAert = effective shear stiffness of the CLT sec- 
tion, Ibs/ft of panel width 


Р ; I = moment of inertia, in.4 
Fc,y = reference compression design value for 


bearing loads on the narrow edges of the Ier = effective moment of inertia of a cross- 
laminations of structural glued laminated laminated timber section, in.4/ft of panel 
timber, psi width 

Fe = dowel bearing strength, psi (Ib/Q)er = effective panel cross sectional shear 


constant of cross-laminated timber, Ibs/ft 


Fem = доме! гіп rength of main member. 
em owel bearing strength of ma ember, of panel width 


psi 
K, K' = reference and adjusted shear stiffness 
coefficient for prefabricated wood I-joists 


-п 

Ф 

Ф 
| 


dowel bearing strength of side member, 

psi 

Kp = diameter coefficient for dowel-type fas- 
tener connections with D < 0.25 in. 
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Fes = dowel bearing strength parallel to grain, 


psi 


. . Kr = format conversion factor 
Fe, = dowel bearing strength perpendicular to F 


grain, psi Km = moisture content coefficient for sawn 
lumber truss compression chords 


Feg = dowel bearing strength at an angle to 
grain, psi Kr = truss compression chord coefficient for 
: . . sawn lumber 
Fre = reference radial compression design value 


for curved structural glued laminated tim- Kee = Euler buckling coefficient for beams 


r member: i : x 
овна ара Kee = Euler buckling coefficient for columns 


Fr Fe! = reference and adjusted radial tension 
design value perpendicular to grain for 
structural glued laminated timber, psi Ke = buckling length coefficient for compres- 

sion members 


Ker = time dependent deformation (creep) factor 


Fs, Fs! = reference and adjusted shear in the plane 


(rolling shear) design value for wood struc- Kr 7 column stability coefficient for bolted and 
tural panels and cross-laminated timber, nailed built-up columns 
psi Krs = empirical radial stress factor for double- 
Fi, Fr’ = reference and adjusted tension design tapered curved structural glued laminated 
value parallel to grain, psi timber bending members 
Fv, Fv! = reference and adjusted shear design Ks = shear deformation adjustment factor for 
value parallel to grain (horizontal shear), cross-laminated timber 
psi Kt = temperature coefficient 


Fv = reference shear design value for structural 
glued laminated timber members with 
loads causing bending about the x-x axis, Ко = angle to grain coefficient for dowel-type 
psi fastener connections with D > 0.25 in. 


Kx = spaced column fixity coefficient 
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= empirical bending stress shape factor for 


P, P' 


Pr 


Pw 


Q, Q' 


Qr 


Qw 


Rs 
Ra 


Rm 


double-tapered curved structural glued 
laminated timber 


span length of bending member, ft 


distance between points of lateral support 
of compression member, ft 


length from tip of pile to critical section, ft 
maximum bending moment, in.-lbs 


reference and adjusted design moment, 
in.-Ibs 


reference and adjusted lateral design 
value at an angle to grain for a single split 
ring connector unit or shear plate con- 
nector unit, Ibs 


total concentrated load or total axial load, 
Ibs 


reference and adjusted lateral design 
value parallel to grain for a single split ring 
connector unit or shear plate connector 
unit, Ibs 


parallel to grain reference timber rivet 
capacity, lbs 


parallel to grain reference wood capacity 
for timber rivets, lbs 


statical moment of an area about the 
neutral axis, in.3 


reference and adjusted lateral design 
value perpendicular to grain for a single 
split ring connector unit or shear plate 
connector unit, lbs 


perpendicular to grain reference timber 
rivet capacity, lbs 


perpendicular to grain reference wood 
capacity for timber rivets, 165 


radius of curvature of inside face of 
structural glued laminated timber mem- 
ber, in. 


slenderness ratio of bending member 


reduction term for dowel-type fastener 
connections 


radius of curvature at center line of 
structural glued laminated timber mem- 
ber, in 


Rr, R' = reference and adjusted design reaction, 


lbs 


S = section modulus, in.3 


Зен = effective section modulus for cross- 


Vr, Vr' 


W, W' 


Wa, Wi 


Z, Z' 


Zar 


“мт 


Znr 


“вт! 


211 


21 


Асћаг 


laminated timber, in3/ft of panel width 
temperature, °F 

shear force, Ibs 

reference and adjusted design shear, lbs 


reference and adjusted withdrawal design 
value for fastener, lbs per inch of penetra- 
tion 


reference and adjusted pull-through 
design value, lbs 


reference and adjusted lateral design 
value for a single fastener connection, Ibs 


adjusted group tear-out capacity of a 
group of fasteners, lbs 


adjusted tension capacity of net section 
area, lbs 


adjusted row tear-out capacity of multiple 
rows of fasteners, lbs 


adjusted row tear-out capacity of a row of 
fasteners, lbs 


reference lateral design value for a single 
dowel-type fastener connection with all 
wood members loaded parallel to grain, 
lbs 


= reference lateral design value for a single 


dowel-type fastener wood-to-wood connec- 
tion with main member loaded perpendic- 
ular to grain and side member loaded 
parallel to grain, lbs 


reference lateral design value for a single 
dowel-type fastener wood-to-wood connec- 
tion with main member loaded parallel to 
grain and side member loaded perpendic- 
ular to grain, lbs 


reference lateral design value for a single 
dowel-type fastener wood-to-wood, wood- 
to-metal, or wood-to-concrete connection 
with wood member(s) loaded perpendicu- 
lar to grain, lbs 


adjusted design value for dowel-type 
fasteners subjected to combined lateral 
and withdrawal loading, Ibs 


support condition factor for tapered 
columns 


char depth, in 


aeft = effective char depth, in. 


Copyright © American Wood Council. Downloaded/printed pursuant to License Agreement. No reproduction or transfer authorized. 


AMERICAN WOOD COUNCIL 


NATIONAL DESIGN SPECIFICATION FOR WOOD CONSTRUCTION 7 


ap 


aq 


dc 


de 


de 


de 


dequiv 


dmax 


Admin 


dn 


dy 


di, d2 


€p 


minimum end distance load parallel to 
grain for timber rivet joints, in. 


minimum end distance load perpendicular 
to grain for timber rivet joints, in. 


breadth (thickness) of rectangular bending 
member, in. 


distance from neutral axis to extreme 
fiber, in. 


depth (width) of bending member, in. 


least dimension of rectangular compres- 
sion member, in. 


pennyweight of nail or spike 


representative dimension for tapered 
column, in. 


depth at peaked section of double-tapered 
curved structural glued laminated timber 
bending member, in. 


effective depth of member at a connec- 
tion, in. 


depth of double-tapered curved structural 
glued laminated timber bending member 
at ends, in. 


depth at the small end of a tapered 
straight structural glued laminated timber 
bending member, in. 


depth of an equivalent prismatic structural 
glued laminated timber member, in. 


the maximum dimension for that face of a 
tapered column, in. 


the minimum dimension for that face of a 
tapered column, in. 


depth of member remaining at a notch 
measured perpendicular to the length of 
the member, in. 


depth of structural glued laminated timber 
parallel to the wide face of the laminations 
when loaded in bending about the y-y axis, 
in. 

cross-sectional dimensions of rectangular 
compression member in planes of lateral 
support, in. 


eccentricity, in. 


the distance the notch extends from the 
inner edge of the support, in. 


minimum edge distance unloaded edge 
for timber rivet joints, in. 


ба 


fo 
1 


{2 


їс 


к 


fin 


fr 


ft 
fv 


ha 


Пат 


% 


lc 


lc 


le 


le 


Соз, е2 


£e/d 
£m 


£n 
65 


= minimum edge distance loaded edge for 
timber rivet joints, in. 


= actual bending stress, psi 
= actual edgewise bending stress, psi 
= actual flatwise bending stress, psi 


= actual compression stress parallel to 
grain, psi 


= concrete compressive strength, psi 


= actual compression stress perpendicular 
to grain, psi 


= actual radial stress in curved bending 
member, psi 


= actual tension stress parallel to grain, psi 
= actual shear stress parallel to grain, psi 
= gauge of screw 


= vertical distance from the end of the 
double-tapered curved structural glued 
laminated timber beam to mid-span, in. 


= vertical distance from the top of the 
double-tapered curved structural glued 
laminated timber supports to the beam 
apex, in. 


= lamination thickness (in.) for cross- 
laminated timber 


= span length of bending member, in. 


= distance between points of lateral support 


of compression member, in. 
= bearing length, in. 
= clear span, in. 


= length between tangent points for double- 
tapered curved structural glued laminated 
timber members, in. 


= effective span length of bending member, 
in. 

= effective length of compression member, 
in. 

= effective length of compression member 
in planes of lateral support, in. 


= slenderness ratio of compression member 


= length of dowel bearing in main member, 
in. 
= length of notch, in. 


= length of dowel bearing in side member, 
in. 
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8 GENERAL REQUIREMENTS FOR STRUCTURAL DESIGN 


би = 


laterally unsupported span length of 
bending member, in. 


Є1, €2 = distances between points of lateral 


Єз 


Пат 


NR 
Пс 
Пі 


Nrow 


Dmin 


pt 


Scritical 


Sp 


Sq 


ty 


support of compression member in planes 
1 and 2, in. 


distance from center of spacer block to 
centroid of group of split ring or shear 
plate connectors in end block for a spaced 
column, in. 


moisture content based on oven-dry 
weight of wood, 96 


number of fasteners in a row 


number of laminations charred (rounded 
to lowest integer) for cross-laminated tim- 
ber 


number of rivet rows 
number of rivets per row 
number of fasteners in a row 
number of rows of fasteners 


length of fastener penetration into wood 
member, in. 


minimum length of fastener penetration 
into wood member, in. 


length of fastener penetration into wood 
member for withdrawal calculations, in. 


radius of gyration, in. 


center-to-center spacing between adjacent 
fasteners in a row, in. 


minimum spacing taken as the lesser of 
the end distance or the spacing between 
fasteners in a row, in. 


spacing between rivets parallel to grain, 
in. 

spacing between rivets perpendicular to 
grain, in. 

thickness, in. 


exposure time, hrs. 


time for char front to reach glued interface 
(hr.) for cross-laminated timber 


thickness of main member, in. 
net side member thickness, in. 
thickness of side member, in. 


thickness for through-the-thickness shear 
of cross-laminated timber, in. 


X 7 distance from beam support face to load, 


AH 


ALT 


AST 


AT 


Ac 


В: 


Bn 


фв 


фт 


іп. 
horizontal deflection at supports of sym- 


metrical double-tapered curved structural 
glued laminated timber members, in. 


immediate deflection due to the long-term 
component of the design load, in. 


deflection due to the short-term or normal 
component of the design load, in. 


total deflection from long-term and short- 
term loading, in. 


vertical deflection at mid-span of double- 
tapered curved structural glued laminated 
timber members, in. 


angle between the wood surface and the 
direction of applied load for dowel-type 
fasteners subjected to combined lateral 
and withdrawal loading, degrees 


non-linear char rate (in./hr.9.813) adjusted 
for exposure time, t 


nominal char rate (in./hr.), linear char rate 
based on 1-hour exposure 


load/slip modulus for a connection, Ibs/in. 
time effect factor 


angle of taper on the compression or 
tension face of structural glued laminated 
timber members, degrees 


angle between the direction of load and 
the direction of grain (longitudinal axis of 
member) for split ring or shear plate con- 
nector design, degrees 


resistance factor 


angle of soffit slope at the ends of double- 
tapered curved structural glued laminated 
timber member, degrees 


angle of roof slope of double-tapered 
curved structural glued laminated timber 
member, degrees 


uniformly distributed load, Ibs/in. 
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2.1 General 








2.1.1 General Requirement 


Each wood structural member or connection shall 
be of sufficient size and capacity to carry the applied 
loads without exceeding the adjusted design values 
specified herein. 

2.1.1.1 For ASD, calculation of adjusted design val- 
ues shall be determined using applicable ASD adjust- 
ment factors specified herein. 

2.1.1.2 For LRFD, calculation of adjusted design 
values shall be determined using applicable LRFD ad- 
justment factors specified herein. 


2.2 Reference Design Values 


2.1.2 Responsibility of Designer to Adjust 
for Conditions of Use 


Adjusted design values for wood members and con- 
nections in particular end uses, shall be appropriate for 
the conditions under which the wood products are used, 
taking into account conditions such as the differences in 
wood strength properties with different moisture con- 
tents, load durations, and types of treatment. Common 
end use conditions are addressed in this Specification. It 
shall be the final responsibility of the designer to relate 
design assumptions with design values, and to make 
design value adjustments appropriate to the end use 
conditions. 





Reference design values and design value adjust- 
ments for wood products in 1.1.1.1 are based on meth- 
ods specified in each of the wood product chapters. 
Chapters 4 through 10 contain design provisions for 
sawn lumber, glued laminated timber, poles and piles, 
prefabricated wood I-joists, structural composite lum- 


ber, wood structural panels, and cross-laminated timber, 
respectively. Chapters 11 through 14 contain design 
provisions for connections. Reference design values are 
for normal load duration under the moisture service 
conditions specified. 


2.3 Adjustment of Reference Design Values 





2.3.1 Applicability of Adjustment Factors 


Reference design values shall be multiplied by all 
applicable adjustment factors to determine adjusted de- 
sign values. The applicability of adjustment factors to 
sawn lumber, structural glued laminated timber, poles 
and piles, prefabricated wood I-joists, structural compo- 
site lumber, wood structural panels, cross-laminated 
timber, and connection design values is defined in 4.3, 
5.3, 6.3, 7.3, 8.3, 9.3, 10.3, and 11.3, respectively. 


2.3.2 Load Duration Factor, Cp (ASD Only) 


2.3.2.1 Wood has the property of carrying substan- 
tially greater maximum loads for short durations than 
for long durations of loading. Reference design values 
apply to normal load duration. Normal load duration 
represents a load that fully stresses a member to its al- 
lowable design value by the application of the full de- 
sign load for a cumulative duration of approximately ten 
years. When the cumulative duration of the full maxi- 
mum load does not exceed the specified time period, all 


reference design values except modulus of elasticity, E, 
modulus of elasticity for beam and column stability, 
Emin and compression perpendicular to grain, F,,, based 
on a deformation limit (see 4.2.6) shall be multiplied by 
the appropriate load duration factor, Cp, from Table 
2.3.2 or Figure B1 (see Appendix B) to take into ac- 
count the change in strength of wood with changes in 
load duration. 

2.3.2.2 The load duration factor, Cp, for the shortest 
duration load in a combination of loads shall apply for 
that load combination. All applicable load combinations 
shall be evaluated to determine the critical load combi- 
nation. Design of structural members and connections 
shall be based on the critical load combination (see Ap- 
pendix B.2). 

2.3.2.3 The load duration factors, Cp, in Table 2.3.2 
and Appendix B are independent of load combination 
factors, and both shall be permitted to be used in design 
calculations (see 1.4.4 and Appendix В.4). 
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Table 2.3.2 Frequently Used Load Duration 
Factors, C»: 

Load Duration Cp Typical Design Loads 
Permanent 0.9 Dead Load 
Ten years 1.0 Occupancy Live Load 
Two months 1.15 Snow Load 
Seven days 1.25 Construction Load 
Ten minutes 1.6 Wind/Earthquake Load 
Impact 2.0 Impact Load 


1. Load duration factors shall not apply to reference modulus of elastici- 
ty, E, reference modulus of elasticity for beam and column stability, 
Enin, nor to reference compression perpendicular to grain design val- 
џез, Ел, based on a deformation limit. 

2. Load duration factors greater than 1.6 shall not be used in the design of 
structural members pressure-treated with water-borne preservatives 
(see Reference 30), or fire retardant chemicals. Load duration factors 
greater than 1.6 shall not be used in the design of connections or wood 
structural panels. 


2.3.3 Temperature Factor, С: 


Reference design values shall be multiplied by the 
temperature factors, C, in Table 2.3.3 for structural 
members that will experience sustained exposure to ele- 


2.3.5 Format Conversion Factor, Kr (LRFD 
Only) 


For LRFD, reference design values shall be multi- 
plied by the format conversion factor, Kp, specified in 
Table 2.3.5. The format conversion factor, Ky, shall not 
apply for designs in accordance with ASD methods 
specified herein. 


2.3.6 Resistance Factor, $ (LRFD Only) 


For LRFD, reference design values shall be multi- 
plied by the resistance factor, $, specified in Table 2.3.6. 
The resistance factor, $, shall not apply for designs in 
accordance with ASD methods specified herein. 


2.3.7 Time Effect Factor, ) (LRFD Only) 


For LRFD, reference design values shall be multi- 
plied by the time effect factor, à, specified in Appendix 
N.3.3. The time effect factor, A, shall not apply for de- 
signs in accordance with ASD methods specified herein. 








vated temperatures up to 150°F (see Appendix С). 


2.3.4 Fire Retardant Treatment 
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The effects of fire retardant chemical treatment on 
strength shall be accounted for in the design. Adjusted 
design values, including adjusted connection design 
values, for lumber and structural glued laminated timber 
pressure-treated with fire retardant chemicals shall be 
obtained from the company providing the treatment and 
redrying service. Load duration factors greater than 1.6 
shall not apply to structural members pressure-treated 
with fire retardant chemicals (see Table 2.3.2). 

















Table 2.3.3 Temperature Factor, C. 
Reference Design In-Service C, 
Values Moisture 
Conditions! Т<1009Ғ 100°F<T<125°F 125°Е<Т<150°Е 
F, E, Emin Wet or Dry 1.0 0.9 0.9 
Dry 1.0 0.8 0.7 
Бъ, Еу, Fo, and For Wet 1.0 0.7 0.5 


1. Wet and dry service conditions for sawn lumber, structural glued laminated timber, prefabricated wood I-joists, structural 
composite lumber, wood structural panels and cross-laminated timber are specified in 4.1.4, 5.1.4, 7.1.4, 8.1.4, 9.3.3, and 
10.1.5 respectively. 
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Table 2.3.5 Format Conversion Factor, Kr (LRFD Only) 











Application Property Kr 
Member Еь 2.54 
Е, 2.70 
Fy, Fi, Fs 2.88 
F, 2.40 
Fa 1.67 
Emin 1.76 
All Connections (all design values) 3.32 


Table 2.3.6 Resistance Factor, $ (LRFD Only) 











Application Property Symbol Value 

Member Fi фь 0.85 
Е, ф 0.80 
Fy, Fn, F, i 0.75 
Во Еш фе 0.90 
Emin Os 0.85 

All Connections (all design values) ф, 0.65 
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DESIGN PROVISIONS AND EQUATIONS 


3.1 General 








3.1.1 Scope 


Chapter 3 establishes general design provisions that 
apply to all wood structural members and connections 
covered under this Specification. Each wood structural 
member or connection shall be of sufficient size and 
capacity to carry the applied loads without exceeding 
the adjusted design values specified herein. Reference 
design values and specific design provisions applicable 
to particular wood products or connections are given in 
other Chapters of this Specification. 


3.1.2 Net Section Area 


3.1.2.1 The net section area is obtained by deduct- 
ing from the gross section area the projected area of all 
material removed by boring, grooving, dapping, notch- 
ing, or other means. The net section area shall be used 
in calculating the load carrying capacity of a member, 
except as specified in 3.6.3 for columns. The effects of 
any eccentricity of loads applied to the member at the 
critical net section shall be taken into account. 

3.1.2.2 For parallel to grain loading with staggered 
bolts, drift bolts, drift pins, or lag screws, adjacent fas- 
teners shall be considered as occurring at the same crit- 
ical section if the parallel to grain spacing between fas- 
teners in adjacent rows is less than four fastener diame- 
ters (see Figure 3A). 


Figure 3A 


Spacing of Staggered Fasteners 





3.1.2.3 The net section area at a split ring or shear 
plate connection shall be determined by deducting from 
the gross section area the projected areas of the bolt 
hole and the split ring or shear plate groove within the 
member (see Figure 3B and Appendix K). Where split 
ring or shear plate connectors are staggered, adjacent 
connectors shall be considered as occurring at the same 


critical section if the parallel to grain spacing between 
connectors in adjacent rows is less than or equal to one 
connector diameter (see Figure 3A). 


Figure 3B Net Cross Section at a Split Ring 


or Shear Plate Connection 


grooves for split rit 
y рс тіле сн еее 





3.1.3 Connections 


Structural members and fasteners shall be arranged 
symmetrically at connections, unless the bending mo- 
ment induced by an unsymmetrical arrangement (such 
as lapped joints) has been accounted for in the design. 
Connections shall be designed and fabricated to insure 
that each individual member carries its proportional 
stress. 


3.1.4 Time Dependent Deformations 


Where members of structural frames are composed 
of two or more layers or sections, the effect of time de- 
pendent deformations shall be accounted for in the de- 
sign (see 3.5.2 and Appendix F). 


3.1.5 Composite Construction 


Composite constructions, such as wood-concrete, 
wood-steel, and wood-wood composites, shall be de- 
signed in accordance with principles of engineering 
mechanics using the adjusted design values for struc- 
tural members and connections specified herein. 
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3.2 Bending Members - General 





3.2.1 Span of Bending Members 


For simple, continuous and cantilevered bending 
members, the span shall be taken as the distance from 
face to face of supports, plus '^ the required bearing 
length at each end. 


3.2.2 Lateral Distribution of Concentrated 
Load 


Lateral distribution of concentrated loads from a 
critically loaded bending member to adjacent parallel 
bending members by flooring or other cross members 
shall be permitted to be calculated when determining 
design bending moment and vertical shear force (see 
15.1). 


3.3 Bending Members - Flexure 


3.2.3 Notches 


3.2.3.1 Bending members shall not be notched ex- 
cept as permitted by 4.4.3, 5.4.5, 7.4.4, and 8.4.1. A 
gradual taper cut from the reduced depth of the member 
to the full depth of the member in lieu of a square- 
cornered notch reduces stress concentrations. 

3.2.3.2 The stiffness of a bending member, as de- 
termined from its cross section, is practically unaffected 
by a notch with the following dimensions: 

notch depth < (1/6) (beam depth) 

notch length < (1/3) (beam depth) 

3.2.3.3 See 3.4.3 for effect of notches on shear 
strength. 





3.3.1 Strength in Bending 


The actual bending stress or moment shall not ex- 
ceed the adjusted bending design value. 


3.3.2 Flexural Design Equations 


3.3.2.1 The actual bending stress induced by a 
bending moment, M, is calculated as follows: 
(Me. M (334) 
I S 
For a rectangular bending member of breadth, b, 
and depth, d, this becomes: 
M 6M 
ф=— == (3.3-2) 
" 5 bd 


3.3.2.2 For solid rectangular bending members with 
the neutral axis perpendicular to depth at center: 


3 


I= Бы moment of inertia, in.* (3.3-3) 
12 
2 
g=1="C =section modulus, in.? (3.3-4) 
с 


3.3.3 Beam Stability Factor, C, 


3.3.3.1 When the depth of a bending member does 
not exceed its breadth, d < Б, по lateral support is re- 
quired and C, - 1.0. 

3.3.3.2 When rectangular sawn lumber bending 
members are laterally supported in accordance with 
4.41, Сі - 1.0. 

3.3.3.3 When the compression edge of a bending 
member is supported throughout its length to prevent 
lateral displacement, and the ends at points of bearing 
have lateral support to prevent rotation, C; — 1.0. 

3.3.3.4 Where the depth of a bending member ex- 
ceeds its breadth, d b, lateral support shall be provid- 
ed at points of bearing to prevent rotation. When such 
lateral support is provided at points of bearing, but no 
additional lateral support is provided throughout the 
length of the bending member, the unsupported length, 
ба, is the distance between such points of end bearing, 
or the length of a cantilever. When a bending member 
is provided with lateral support to prevent rotation at 
intermediate points as well as at the ends, the unsup- 
ported length, €, is the distance between such points of 
intermediate lateral support. 

3.3.3.5 The effective span length, ¢., for single span 
or cantilever bending members shall be determined in 
accordance with Table 3.3.3. 
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DESIGN PROVISIONS AND EQUATIONS 





Table 3.3.3 Effective Length, (ce, for Bending Members 





Cantilever’ where €/d < 7 where €/d > 7 





Uniformly distributed load €=1.33 €, €.=0.90 €, + 3d 








Concentrated load at unsupported end €=1.87 €, €=1.44 €,+ 3d 


Single Span Beam"? where €,/d <7 where ¢,/d>7 





Uniformly distributed load 6,=2.06 6, 6.=1.63 6, + За 








Concentrated load at center with no inter- £.—1.80 £, 6.=1.37 6, + За 
mediate lateral support 

Concentrated load at center with lateral €=1.11 €, 
support at center 

Two equal concentrated loads at 1/3 points 6=1.68 6, 
with lateral support at 1/3 points 

Three equal concentrated loads at 1/4 points €=1.54 6, 
with lateral support at 1/4 points 

Four equal concentrated loads at 1/5 points 6.=1.68 6, 
with lateral support at 1/5 points 

Five equal concentrated loads at 1/6 points 6=173 6, 
with lateral support at 1/6 points 

Six equal concentrated loads at 1/7 points €=1.78 €, 
with lateral support at 1/7 points 

Seven or more equal concentrated loads, £=1.84 6, 
evenly spaced, with lateral support at points 

of load application 

Equal end moments £.=1.84 €, 


























1. For single span or cantilever bending members with loading conditions not specified in Table 3.3.3: 
€.= 2.06 €, where €,/d <7 
6; = 1.63 6, + За ућеге 7 € €/d € 14.3 
6-1.84%, where €,/d > 14.3 

2. Multiple span applications shall be based on table values or engineering analysis. 
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3.3.3.6 The slenderness ratio, Rg, for bending 
members shall be calculated as follows: 


ёа 
Қ, = p (3.3-5) 
3.3.3.7 The slenderness ratio for bending members, 

Rs, shall not exceed 50. 
3.3.3.8 The beam stability factor shall be calculated 


as follows: 





па (БЕК) 


(occ ERES ш 


1.9 





1 + (ғ, /Е; 


1.9 ү 





Fits 
0.95 


(3.3-6) 





3.4 Bending Members - Shear 


where: 


Fp* = reference bending design value multiplied by 
all applicable adjustment factors except Cru, 
Cv (when Cy < 1.0), and Ci (See 2.3), psi 


1.20 E 
Е = min 


БЕ ~ 2 
Rg 


3.3.3.9 See Appendix D for background infor- 
mation concerning beam stability calculations and Ap- 
pendix F for information concerning coefficient of vari- 
ation in modulus of elasticity (COV»). 

3.3.3.10 Members subjected to flexure about both 
principal axes (biaxial bending) shall be designed in 
accordance with 3.9.2. 





3.4.1 Strength in Shear Parallel to Grain 
(Horizontal Shear) 


3.4.1.1 The actual shear stress parallel to grain or 
shear force at any cross section of the bending member 
shall not exceed the adjusted shear design value. A 
check of the strength of wood bending members in 
shear perpendicular to grain is not required. 

3.4.1.2 The shear design procedures specified here- 
in for calculating f, at or near points of vertical support 
are limited to solid flexural members such as sawn 
lumber, structural glued laminated timber, structural 
composite lumber, or mechanically laminated timber 
beams. Shear design at supports for built-up compo- 
nents containing load-bearing connections at or near 
points of support, such as between the web and chord of 
a truss, shall be based on test or other techniques. 


3.4.2 Shear Design Equations 


The actual shear stress parallel to grain induced in a 
sawn lumber, structural glued laminated timber, struc- 
tural composite lumber, or timber pole or pile bending 
member shall be calculated as follows: 

V 

2-79 

Ib 

For a rectangular bending member of breadth, b, 

and depth, d, this becomes: 
V 
(23V 
2bd 


(3.4-1) 


(3.4-2) 


3.4.3 Shear Design 


3.4.3.1 When calculating the shear force, V, in 

bending members: 

(a) For beams supported by full bearing on one 
surface and loads applied to the opposite sur- 
face, uniformly distributed loads within a dis- 
tance from supports equal to the depth of the 
bending member, d, shall be permitted to be 1g- 
nored. For beams supported by full bearing on 
one surface and loads applied to the opposite 
surface, concentrated loads within a distance, d, 
from supports shall be permitted to be multi- 
plied by x/d where x is the distance from the 
beam support face to the load (see Figure 3C). 


Figure 3C 


dg gil. 


See 3.4.3.1 for load 
calculation criteria 


Shear at Supports 
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DESIGN PROVISIONS AND EQUATIONS 


(b) The largest single moving load shall be placed 
at a distance from the support equal to the 
depth of the bending member, keeping other 
loads in their normal relation and neglecting 
any load within a distance from a support equal 
to the depth of the bending member. This con- 
dition shall be checked at each support. 

(c) With two or more moving loads of about equal 
weight and in proximity, loads shall be placed 
in the position that produces the highest shear 
force, V, neglecting any load within a distance 
from a support equal to the depth of the bend- 
ing member. 

3.4.3.2 For notched bending members, shear force, 

V, shall be determined by principles of engineering me- 
chanics (except those given in 3.4.3.1). 

(a) For bending members with rectangular cross 
section and notched on the tension face (see 
3.2.3), the adjusted design shear, V,', shall be 
calculated as follows: 


2 
«os 
3 d 


where: 


(3.4-3) 


d = depth of unnotched bending member, in. 


dn = depth of member remaining at a notch 
measured perpendicular to length of mem- 
ber, in. 


Fv = adjusted shear design value parallel to grain, 
psi 


(b) For bending members with circular cross sec- 
tion and notched on the tension face (see 3.2.3), 
the adjusted design shear, V,', shall be calculat- 
ed as follows: 


2 
«esq 
3 d 


where: 


(3.4-4) 


An 7 cross-sectional area of notched member, in? 


(c) For bending members with other than rectangu- 
lar or circular cross section and notched on the 
tension face (see 3.2.3), the adjusted design 
shear, V;', shall be based on conventional engi- 
neering analysis of stress concentrations at 
notches. 

(d) A gradual change in cross section compared 
with a square notch decreases the actual shear 





stress parallel to grain nearly to that computed 
for an unnotched bending member with a depth 
of d,. 

(e) When a bending member is notched on the 
compression face at the end as shown in Figure 
3D, the adjusted design shear, V,', shall be cal- 
culated as follows: 


Ев g-| 3-8 Je 
3 d, 


where: 





(3.4-5) 


e - the distance the notch extends from the inner 
edge of the support and must be less than or 
equal to the depth remaining at the notch, e 
< dn. If € > dn, dn Shall be used to calculate fy 
using Equation 3.4-2, in. 


dn = depth of member remaining at a notch meet- 
ing the provisions of 3.2.3, measured per- 
pendicular to length of member. If the end of 
the beam is beveled, as shown by the dashed 
line in Figure 3D, dn is measured from the in- 
ner edge of the support, in. 


Figure 3D 


Bending Member End-Notched on 
Compression Face 








3.4.3.3 When connections in bending members are 
fastened with split ring connectors, shear plate connect- 
ors, bolts, or lag screws (including beams supported by 
such fasteners or other cases as shown in Figures 3E 
and 3I) the shear force, V, shall be determined by prin- 
ciples of engineering mechanics (except those given in 
3.4.3.1). 

(a) Where the connection is less than five times the 
depth, 5d, of the member from its end, the ad- 
justed design shear, V,', shall be calculated as 
follows: 


2 
RC 
3 d 


(3.4-6) 
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where: (b) Where the connection is at least five times the 
depth, 5d, of the member from its end, the ad- 


о И justed design shear, V,', shall be calculated as 


de = depth of member, less the distance from the follows: 
unloaded edge of the member to the nearest 2 
, , 
edge of the nearest split ring or shear plate М, = 3^ bd, (3.4-7) 


connector (see Figure 3E), in. 
(c) Where concealed hangers are used, the adjusted 


ананы ааа design shear, V,', shall be calculated based on 





de = depth of member, less the distance from the the provisions in 3.4.3.2 for notched bending 
unloaded edge of the member to the center members. 
of the nearest bolt or lag screw (see Figure 
ЗЕ), їп. 
Figure 3E Effective Depth, d., of Members at Connections 





=e 


о 
т 
Ф 
9 
= 
79 
2 
о 
< 
Ф 
© 
= 
Ф 
> 
= 
© 
m 
o 
c 
> 
= 
© 
= 
Ф 





Unloaded Edge 2 


3.5 Bending Members - Deflection 





3.5.1 Deflection Calculations provide extra stiffness to allow for this time dependent 
deformation (see Appendix F). Total deflection, Ar, 
If deflection is a factor in design, it shall be calcu- shall be calculated as follows: 
lated by standard methods of engineering mechanics Дор 25-1 
considering bending deflections and, when applicable, аны oe 
shear deflections. Consideration for shear deflection is where: 


required when the reference modulus of elasticity has 


j 1 Ker = time dependent deformation (creep) factor 
not been adjusted to include the effects of shear deflec- i p (creep) 


tion (see Appendix F). 7 1.5 for seasoned lumber, structural glued 
laminated timber, prefabricated wood l-joists, 
3.5.2 Long-Term Loading or structural composite lumber used in dry 
service conditions as defined in 4.1.4, 5.1.4, 
Where total deflection under long-term loading 7.1.4, and 8.1.4, respectively. 


must be limited, increasing member size is one way to 
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= 2.0 for structural glued laminated timber 
used in wet service conditions as defined in 
5.1.4. 


= 2.0 for wood structural panels used in dry 
service conditions as defined in 9.1.4. 


= 2.0 for unseasoned lumber or for seasoned 
lumber used in wet service conditions as de- 
fined in 4.1.4. 





= 2.0 for cross-laminated timber used in dry 
service conditions as defined in 10.1.5. 


Att = immediate deflection due to the long-term 
component of the design load, in. 


Ast = deflection due to the short-term or normal 
component of the design load, in. 


3.6 Compression Members - General 





3.6.1 Terminology 


For purposes of this Specification, the term “со1- 
umn” refers to all types of compression members, in- 
cluding members forming part of trusses or other struc- 
tural components. 


3.6.2 Column Classifications 


3.6.2.1 Simple Solid Wood Columns. Simple col- 
umns consist of a single piece or of pieces properly 
glued together to form a single member (see Figure 3F). 

3.6.2.2 Spaced Columns, Connector Joined. Spaced 
columns are formed of two or more individual members 
with their longitudinal axes parallel, separated at the 
ends and middle points of their length by blocking and 
joined at the ends by split ring or shear plate connectors 
capable of developing the required shear resistance (see 
15.2). 

3.6.2.3 Built-Up Columns. Individual laminations 
of mechanically laminated built-up columns shall be 
designed in accordance with 3.6.3 and 3.7, except that 
nailed or bolted built-up columns shall be designed in 
accordance with 15.3. 


3.6.3 Strength in Compression Parallel to 
Grain 


The actual compression stress or force parallel to 
grain shall not exceed the adjusted compression design 
value. Calculations of f, shall be based on the net sec- 
tion area (see 3.1.2) where the reduced section occurs in 
the critical part of the column length that is most sub- 
ject to potential buckling. Where the reduced section 
does not occur in the critical part of the column length 
that is most subject to potential buckling, calculations 
of f, shall be based on gross section area. In addition, f, 
based on net section area shall not exceed the reference 


compression design value parallel to grain multiplied 
by all applicable adjustment factors except the column 
stability factor, Cp. 


Figure 3F Simple Solid Column 








\ 


3.6.4 Compression Members Bearing End to 
End 


For end grain bearing of wood on wood, and on 
metal plates or strips see 3.10. 


3.6.5 Eccentric Loading or Combined 
Stresses 


For compression members subject to eccentric 
loading or combined flexure and axial loading, see 3.9 
and 15.4. 
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3.6.6 Column Bracing 


Column bracing shall be installed where necessary 
to resist wind or other lateral forces (see Appendix A). 


3.7 Solid Columns 


3.6.7 Lateral Support of Arches, Studs, and 
Compression Chords of Trusses 


Guidelines for providing lateral support and deter- 
mining €./d in arches, studs, and compression chords of 
trusses are specified in Appendix A.11. 





3.7.1 Column Stability Factor, Cp 


3.7.1.1 When a compression member is supported 
throughout its length to prevent lateral displacement in 
all directions, Cp = 1.0. 

3.7.1.2 The effective column length, €., for a solid 
column shall be determined in accordance with princi- 
ples of engineering mechanics. One method for deter- 
mining effective column length, when end-fixity condi- 
tions are known, is to multiply actual column length by 
the appropriate effective length factor specified in Ap- 
pendix G, Є, = (К.)(0). 

3.7.1.3 For solid columns with rectangular cross 
section, the slenderness ratio, €,/d, shall be taken as the 
larger of the ratios €.,/d; or €.2/d, (see Figure 3F) where 
each ratio has been adjusted by the appropriate buck- 
ling length coefficient, Ks, from Appendix G. 

3.7.1.4 The slenderness ratio for solid columns, 
€,/d, shall not exceed 50, except that during construc- 
tion €,/d shall not exceed 75. 

3.7.1.5 The column stability factor shall be calcu- 
lated as follows: 


Fc* 7» reference compression design value parallel 
to grain multiplied by all applicable adjust- 
ment factors except Cp (see 2.3), psi 


1 + (БЕЈ) 
2с 


1+ (Е ЈЕ" 
NET e ) 





| Беј Е (37.1) 
с 


where: 


_ 0.822 Бы, 


тіп 
СЕ 2 
(<,/4) 
c = 0.8 for sawn lumber 


c = 0.85 for round timber poles and piles 


c = 0.9 for structural glued laminated timber, 
structural composite lumber, and cross- 
laminated timber 


3.7.1.6 For especially severe service conditions 
and/or extraordinary hazard, use of lower adjusted de- 
sign values may be necessary. See Appendix H for 
background information concerning column stability 
calculations and Appendix F for information concern- 
ing coefficient of variation in modulus of elasticity 
(СОМ;). 


3.7.2 Tapered Columns 


For design of a column with rectangular cross sec- 
tion, tapered at one or both ends, the representative di- 
mension, d, for each face of the column shall be derived 
as follows: 


а. 
d=d_.+(d,,,—d,,,)} a-0.15 | Е | (3.7-2) 
au 
where: 
d = representative dimension for tapered column, 
in. 
dmin = the minimum dimension for that face of the 
column, in. 


dmax = the maximum dimension for that face of the 
column, in. 


Support Conditions 


Large end fixed, small end unsupported а = 0.70 
or simply supported 

Small end fixed, large end unsupported а = 0.30 
or simply supported 

Both ends simply supported: 
Tapered toward one end а = 0.50 
Tapered toward both ends а = 0.70 

For all other support conditions: 
d = drin + (dmax – Зла (1 / 3) (3.7-3) 
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Calculations of f, and Cp shall be based on the rep- 
resentative dimension, d. In addition, f, at any cross 
section in the tapered column shall not exceed the ref- 
erence compression design value parallel to grain mul- 
tiplied by all applicable adjustment factors except the 
column stability factor, Cp. 


3.8 Tension Members 





3.7.3 Round Columns 


The design of a column of round cross section shall 
be based on the design calculations for a square column 
of the same cross-sectional area and having the same 
degree of taper. Reference design values and special 
design provisions for round timber poles and piles are 
provided in Chapter 6. 





3.8.1 Tension Parallel to Grain 


The actual tension stress or force parallel to grain 
shall be based on the net section area (see 3.1.2) and 
shall not exceed the adjusted tension design value. 


3.8.2 Tension Perpendicular to Grain 


Designs that induce tension stress perpendicular to 
grain shall be avoided whenever possible (see Refer- 
ences 16 and 19). When tension stress perpendicular to 
grain cannot be avoided, mechanical reinforcement suf- 
ficient to resist all such stresses shall be considered (see 
References 52 and 53 for additional information). 


3.9 Combined Bending and Axial Loading 





3.9.1 Bending and Axial Tension 


Members subjected to a combination of bending 
and axial tension (see Figure 3G) shall be so propor- 
tioned that: 





f f. 
НО (3.9-1) 
F, F, 
and 
f- 
о -f <1.0 (3.9-2) 
F, 
where: 


Fp* = reference bending design value multiplied by 
all applicable adjustment factors except Ci, 
psi 


Fp** = reference bending design value multiplied by 
all applicable adjustment factors except Cv, 
psi 


Figure 3G Combined Bending and Axial 


Tension 


S 


3.9.2 Bending and Axial Compression 


Members subjected to a combination of bending 
about one or both principal axes and axial compression 
(see Figure 3H) shall be so proportioned that: 


2 





f, oe m 
E. E. E 7 (f. а )] 
+ fia < 1.0 (3.9-3) 


fa E m (Ке ) д (ба | 
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and 
f (RE «10 (3.9-4) 
Foro Foe 
where: 
{ F = 0.822 Emin for either uniaxial 
oS Foes = (€_, /d,)? edgewise bending or 
е1 a 
biaxial bending 
and 
_ 0.822 E for uniaxial flatwise 
Т, < Кок» = 2 : ау 
(€,,/d,) bending or biaxial 
bending 
and 
1.20Е - | 
Ы Еа for biaxial bending 
(К) 


fo1 7» actual edgewise bending stress (bending load 
applied to narrow face of member) , psi 


ћг = actual flatwise bending stress (bending load 
applied to wide face of member) , psi 


dı = wide face dimension (see Figure 3H), in. 


d2 = narrow face dimension (see Figure 3H), in. 


3.10 Design for Bearing 


Effective column lengths, €., and €.2, shall be de- 
termined in accordance with 3.7.1.2. F.', F;g;, and Fog; 
shall be determined in accordance with 2.3 and 3.7. Fyj', 
Fy5', and Fyg shall be determined in accordance with 2.3 
and 3.3.3. 


3.9.3 Eccentric Compression Loading 


See 15.4 for members subjected to combined bend- 
ing and axial compression due to eccentric loading, or 
eccentric loading in combination with other loads. 


Figure 3H 


N 


Combined Bending and Axial 
Compression 








3.10.1 Bearing Parallel to Grain 


3.10.1.1 The actual compressive bearing stress par- 
allel to grain shall be based on the net bearing area and 
shall not exceed the reference compression design value 
parallel to grain multiplied by all applicable adjustment 
factors except the column stability factor, Cp. 

3.10.1.2 F,, the reference compression design val- 
ues parallel to grain multiplied by all applicable ad- 
justment factors except the column stability factor, ap- 
plies to end-to-end bearing of compression members 
provided there is adequate lateral support and the end 
cuts are accurately squared and parallel. 

3.10.1.3 When f, > (0.75)(F, ) bearing shall be on a 
metal plate or strap, or on other equivalently durable, 
rigid, homogeneous material with sufficient stiffness to 
distribute the applied load. Where a rigid insert is re- 
quired for end-to-end bearing of compression members, 


it shall be equivalent to 20-gage metal plate or better, 
inserted with a snug fit between abutting ends. 


3.10.2 Bearing Perpendicular to Grain 


The actual compression stress perpendicular to 
grain shall be based on the net bearing area and shall 
not exceed the adjusted compression design value per- 
pendicular to grain, f., X F,;'. When calculating bearing 
area at the ends of bending members, no allowance 
shall be made for the fact that as the member bends, 
pressure upon the inner edge of the bearing is greater 
than at the member end. 
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DESIGN PROVISIONS AND EQUATIONS 


3.10.3 Bearing at an Angle to Grain 


The adjusted bearing design value at an angle to 
grain (see Figure 3I and Appendix J) shall be calculated 
as follows: 


Ей Ба (3.10-1) 
F’ sin? @+F,,' cos? 0 


where: 


© = angle between direction of load and direction 
of grain (longitudinal axis of member), de- 
grees 


3.10.4 Bearing Area Factor, Сь 


Reference compression design values perpendicular 
to grain, F,,, apply to bearings of any length at the ends 
of a member, and to all bearings 6" or more in length at 
any other location. For bearings less than 6" in length 
and not nearer than 3" to the end of a member, the ref- 
erence compression design value perpendicular to 
grain, Fa, shall be permitted to be multiplied by the 
following bearing area factor, Cy: 


6, - 0.375 
C, = ——_ (3.10-2) 
е, 

where: 


€l» = bearing length measured parallel to grain, in. 





Equation 3.10-2 gives the following bearing area 
factors, Cy, for the indicated bearing length on such 
small areas as plates and washers: 


Table 3.10.4 Bearing Area Factors, C, 





(6, 05" 1" 15" 2" 3" 4" 6" or more 
C, 1.75 138 1.25 1.19 1.13 1.10 1.00 


For round bearing areas such as washers, the bear- 
ing length, €,, shall be equal to the diameter. 


Figure 3I Bearing at an Angle to Grain 
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4.1 General 








4.1.1 Scope 


Chapter 4 applies to engineering design with sawn 
lumber. Design procedures, reference design values, 
and other information herein apply only to lumber 
complying with the requirements specified below. 


4.1.2 Identification of Lumber 


4.1.2.1 When the reference design values specified 
herein are used, the lumber, including end-jointed or 
edge-glued lumber, shall be identified by the grade 
mark of, or certificate of inspection issued by, a lumber 
grading or inspection bureau or agency recognized as 
being competent (see Reference 31). A distinct grade 
mark of a recognized lumber grading or inspection bu- 
reau or agency, indicating that joint integrity is subject 
to qualification and quality control, shall be applied to 
glued lumber products. 

4.1.2.2 Lumber shall be specified by commercial 
species and grade names, or by required levels of de- 
sign values as listed in Tables 4A, 4B, 4C, 4D, 4E, and 
AF (published in the Supplement to this Specification). 


4.1.3 Definitions 


4.1.3.1 Structural sawn lumber consists of lumber 
classifications known as “Dimension,” “Beams and 
Stringers,” “Posts and Timbers,” and “Decking,” with 
design values assigned to each grade. 

4.1.3.2 “Dimension” refers to lumber from 2" to 4" 
(nominal) thick, and 2" (nominal) or more in width. 
Dimension lumber is further classified as Structural 
Light Framing, Light Framing, Studs, and Joists and 
Planks (see References 42, 43, 45, 46, 47, and 49 for 
additional information). 

4.1.3.3 “Beams and Stringers” refers to lumber of 
rectangular cross section, 5" (nominal) or more thick, 
with width more than 2" greater than thickness, graded 
with respect to its strength in bending when loaded on 
the narrow face. 

4.1.3.4 “Posts and Timbers” refers to lumber of 
square or approximately square cross section, 5" x 5" 
(nominal) and larger, with width not more than 2" 
greater than thickness, graded primarily for use as posts 
or columns carrying longitudinal load. 

4.1.3.5 “Decking” refers to lumber from 2" to 4" 
(nominal) thick, tongued and grooved, or grooved for 
spline on the narrow face, and intended for use as a 
roof, floor, or wall membrane. Decking is graded for 


application in the flatwise direction, with the wide face 
of the decking in contact with the supporting members, 
as normally installed. 


4.1.4 Moisture Service Condition of Lumber 


The reference design values for lumber specified 
herein are applicable to lumber that will be used under 
dry service conditions such as in most covered struc- 
tures, where the moisture content in use will be a шахі- 
mum of 19%, regardless of the moisture content at the 
time of manufacture. For lumber used under conditions 
where the moisture content of the wood in service will 
exceed 19% for an extended period of time, the design 
values shall be multiplied by the wet service factors, Cy, 
specified in Tables 4A, 4B, 4C, 4D, 4E, and 4F. 


4.1.5 Lumber Sizes 


4.1.5.1 Lumber sizes referred to in this Specifica- 
tion are nominal sizes. Computations to determine the 
required sizes of members shall be based on the net 
dimensions (actual sizes) and not the nominal sizes. 
The dressed sizes specified in Reference 31 shall be 
accepted as the minimum net sizes associated with 
nominal dimensions (see Table 1A in the Supplement 
to this Specification). 

4.1.5.2 For 4" (nominal) or thinner lumber, the net 
DRY dressed sizes shall be used in all computations of 
structural capacity regardless of the moisture content at 
the time of manufacture or use. 

4.1.5.3 For 5" (nominal) and thicker lumber, the net 
GREEN dressed sizes shall be used in computations of 
structural capacity regardless of the moisture content at 
the time of manufacture or use. 

4.1.5.4 Where a design is based on rough sizes or 
special sizes, the applicable moisture content and size 
used in design shall be clearly indicated in plans or 
specifications. 


4.1.6 End-Jointed or Edge-Glued Lumber 


Reference design values for sawn lumber are appli- 
cable to structural end-jointed or edge-glued lumber of 
the same species and grade. Such use shall include, but 
not be limited to light framing, studs, joists, planks, and 
decking. When finger jointed lumber is marked “STUD 
USE ONLY” or “VERTICAL USE ONLY” such lum- 
ber shall be limited to use where any bending or tension 
stresses are of short duration. 
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4.1.7 Resawn or Remanufactured Lumber 


4.1.7.1 When structural lumber is resawn or re- 
manufactured, it shall be regraded, and reference design 
values for the regraded material shall apply (see Refer- 
ences 16, 42, 43, 45, 46, 47, and 49). 


4.2 Reference Design Values 


4.1.7.2 When sawn lumber is cross cut to shorter 
lengths, the requirements of 4.1.7.1 shall not apply, ex- 
cept for reference bending design values for those 
Beam and Stringer grades where grading provisions for 
the middle 1/3 of the length of the piece differ from 
grading provisions for the outer thirds. 





4.2.1 Reference Design Values 


Reference design values for visually graded lumber 
and for mechanically graded dimension lumber are 
specified in Tables 4A, 4B, 4C, 4D, 4E, and 4F (pub- 
lished in the Supplement to this Specification). The ref- 
erence design values in Tables 4A, 4B, 4C, 4D, 4E, and 
4F are taken from the published grading rules of the 
agencies cited in References 42, 43, 45, 46, 47, and 49. 


4.2.2 Other Species and Grades 


Reference design values for species and grades of 
lumber not otherwise provided herein shall be estab- 
lished in accordance with appropriate ASTM standards 
and other technically sound criteria (see References 16, 
18, 19, and 31). 


4.2.3 Basis for Reference Design Values 


4.2.3.] The reference design values in Tables 4A, 
4B, 4C, 4D, 4E, and 4F are for the design of structures 
where an individual member, such as a beam, girder, 
post or other member, carries or is responsible for car- 
rying its full design load. For repetitive member uses 
see 4.3.9. 

4.2.3.2 Visually Graded Lumber. Reference design 
values for visually graded lumber in Tables 4A, 4B, 4C, 
АР, 4E, and 4F are based on the provisions of ASTM 
Standards D 245 and D 1990. 

4.2.3.3 Machine Stress Rated (MSR) Lumber and 
Machine Evaluated Lumber (MEL). Reference design 
values for machine stress rated lumber and machine 
evaluated lumber in Table 4C are determined by visual 
grading and nondestructive pretesting of individual 
pieces. 


4.2.4 Modulus of Elasticity, E 


4.2.4.1 Average Values. Reference design values 
for modulus of elasticity assigned to the visually graded 


species and grades of lumber listed in Tables 4A, 4B, 
AC, 4D, 4E, and 4F are average values which conform 
to ASTM Standards D 245 and D 1990. Adjustments in 
modulus of elasticity have been taken to reflect increas- 
es for seasoning, increases for density where applica- 
ble, and, where required, reductions have been made to 
account for the effect of grade upon stiffness. Refer- 
ence modulus of elasticity design values are based upon 
the species or species group average in accordance with 
ASTM Standards D 1990 and D 2555. 

4.2.4.2 Special Uses. Average reference modulus of 
elasticity design values listed in Tables 4A, 4B, 4C, 4D, 
4E, and 4F are to be used in design of repetitive mem- 
ber systems and in calculating the immediate deflection 
of single members which carry their full design load. In 
special applications where deflection is a critical factor, 
or where amount of deformation under long-term load- 
ing must be limited, the need for use of a reduced mod- 
ulus of elasticity design value shall be determined. See 
Appendix F for provisions on design value adjustments 
for special end use requirements. 


4.2.5 Bending, Fp 


4.2.5.1 Dimension Grades. Adjusted bending de- 
sign values for Dimension grades apply to members 
with the load applied to either the narrow or wide face. 

4.2.5.2 Decking Grades. Adjusted bending design 
values for Decking grades apply only when the load is 
applied to the wide face. 

4.2.5.3 Post and Timber Grades. Adjusted bending 
design values for Post and Timber grades apply to 
members with the load applied to either the narrow or 
wide face. 

4.2.5.4 Beam and Stringer Grades. Adjusted bend- 
ing design values for Beam and Stringer grades apply 
to members with the load applied to the narrow face. 
When Post and Timber sizes of lumber are graded to 
Beam and Stringer grade requirements, design values 
for the applicable Beam and Stringer grades shall be 
used. Such lumber shall be identified in accordance 
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with 4.1.2.1 as conforming to Beam and Stringer 
grades. 

4.2.5.5 Continuous or Cantilevered Beams. When 
Beams and Stringers are used as continuous or cantile- 
vered beams, the design shall include a requirement 
that the grading provisions applicable to the middle 1/3 
of the length (see References 42, 43, 45, 46, 47, and 49) 
shall be applied to at least the middle 2/3 of the length 
of pieces to be used as two span continuous beams, and 
to the entire length of pieces to be used over three or 
more spans or as cantilevered beams. 


4.2.6 Compression Perpendicular to Grain, 
Fc, 


For sawn lumber, the reference compression design 
values perpendicular to grain are based on a defor- 
mation limit that has been shown by experience to pro- 
vide for adequate service in typical wood frame con- 
struction. The reference compression design values 





perpendicular to grain specified in Tables 4A, 4B, 4C, 
АП, АЕ, апа АҒ аге species group average values asso- 
ciated with a deformation level of 0.04" for a steel plate 
on wood member loading condition. One method for 
limiting deformation in special applications where it is 
critical, is use of a reduced compression design value 
perpendicular to grain. The following equation shall be 
used to calculate the compression design value perpen- 
dicular to grain for a reduced deformation level of 
0.02": 


Fc,0.02 = 0.73 Fo, (4.2-1) 


where: 


Fc, 0.02 = Compression perpendicular to grain design 
value at 0.02" deformation limit, psi 


Fo, = reference compression perpendicular to grain 
design value at 0.04" deformation limit (as 
published in Tables 4A, 4B, 4C, 4D, 4E, and 
4F), psi 


4.3 Adjustment of Reference Design Values 





4.3.1 General 


Reference design values (Fy, Fẹ, Fv, Fon, Fo, E, Emin) 
from Tables 4A, 4B, 4C, 4D, 4E, and 4F shall be multi- 
plied by the adjustment factors specified in Table 4.3.1 
to determine adjusted design values (F,', Fy, Fy, Fo’, 
КЕ, Еда). 


4.3.2 Load Duration Factor, Cp (ASD Only) 


All reference design values except modulus of elas- 
ticity, E, modulus of elasticity for beam and column 
stability, Emin, and compression perpendicular to grain, 
F,,, shall be multiplied by load duration factors, Cp, as 
specified in 2.3.2. 


4.3.3 Wet Service Factor, См 


Reference design values for structural sawn lumber 
are based on the moisture service conditions specified 
in 4.1.4. When the moisture content of structural mem- 
bers in use differs from these moisture service condi- 
tions, reference design values shall be multiplied by the 
wet service factors, Cy, specified in Tables 4A, 4B, 4C, 
4D, 4E, and 4F. 


4.3.4 Temperature Factor, С; 


When structural members will experience sustained 
exposure to elevated temperatures up to 150?F (see Ap- 
pendix C), reference design values shall be multiplied 
by the temperature factors, C, specified in 2.3.3. 
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Table 4.3.1 Applicability of Adjustment Factors for Sawn Lumber 
ASD LRFD 
ASD and LRFD 
only only 
8 
з еее ае 
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Е-Е xl- См С. - - - Qj - - - - - - - 
Еш-Еш х CM C - - - G - - ст - АШ АШ 








4.3.5 Beam Stability Factor, C, 


Reference bending design values, Fi, shall be mul- 
tiplied by the beam stability factor, Ci, specified in 
3.3.3. 


4.3.6 Size Factor, Cr 


4.3.6.1 Reference bending, tension, and compres- 
sion parallel to grain design values for visually graded 
dimension lumber 2" to 4" thick shall be multiplied by 
the size factors specified in Tables 4A and 4B. 

4.3.6.2 Where the depth of a rectangular sawn lum- 
ber bending member 5" or thicker exceeds 12", the ref- 
erence bending design values, F,, in Table 4D shall be 
multiplied by the following size factor: 


С. =(12 /а)”° <1.0 (4.3-1) 


4.3.6.3 For beams of circular cross section with a 
diameter greater than 13.5", or for 12" or larger square 
beams loaded in the plane of the diagonal, the size fac- 


tor shall be determined in accordance with 4.3.6.2 on 
the basis of an equivalent conventionally loaded square 
beam of the same cross-sectional area. 

4.3.6.4 Reference bending design values for all 
species of 2" thick or 3" thick Decking, except Red- 
wood, shall be multiplied by the size factors specified 
in Table 4E. 


4.3.7 Flat Use Factor, Cru 


4.3.7.1 When sawn lumber 2" to 4" thick is loaded 
on the wide face, multiplying the reference bending 
design value, F», by the flat use factors, Cm, specified in 
Tables 4A, 4B, 4C, and 4F, shall be permitted. 

4.3.7.2 When members classified as Beams and 
Stringers are loaded on the wide face, the reference 
bending design value, F,, and the reference modulus of 
elasticity, (E or Emin), Shall be multiplied by the flat use 
factors, Cg, specified in Table 4D. 
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4.3.8 Incising Factor, Ci; 


Reference design values for dimension lumber shall 
be multiplied by the incising factor, C; in Table 4.3.8 
when dimension lumber is incised parallel to grain a 
maximum depth of 0.4", a maximum length of 3/8", 
and a density of incisions up to 1100/ft”. As an alterna- 
tive, incising factors for specific incising patterns and 
lumber sizes shall be obtained from the company 
providing the incising. 








Table 4.3.8 Incising Factors, Ci; 
Design Value Ci 
E, Emin 0.95 
Fy, Е, Ps Es 0.80 
Fo 1.00 


4.3.9 Repetitive Member Factor, C, 


Reference bending design values, F,, in Tables 4A, 
4B, 4C, and 4F for dimension lumber 2" to 4" thick 
shall be multiplied by the repetitive member factor, C, 
= 1.15, where such members are used as joists, truss 
chords, rafters, studs, planks, decking, or similar mem- 
bers which are in contact or spaced not more than 24" 
on center, are not less than three in number and are 
joined by floor, roof or other load distributing elements 
adequate to support the design load. (A load distrib- 
uting element is any adequate system that is designed 
or has been proven by experience to transmit the design 
load to adjacent members, spaced as described above, 
without displaying structural weakness or unacceptable 
deflection. Subflooring, flooring, sheathing, or other 
covering elements and nail gluing or tongue-and- 
groove joints, and through nailing generally meet these 
criteria.) Reference bending design values in Table 4E 
for visually graded Decking have already been multi- 
plied бу С, = 1.15. 


4.3.10 Column Stability Factor, Cp 


Reference compression design values parallel to 
grain, F,, shall be multiplied by the column stability 
factor, Cp, specified in 3.7. 





4.3.11 Buckling Stiffness Factor, Cr 


Reference modulus of elasticity for beam and col- 
umn stability, Emin shall be permitted to be multiplied 
by the buckling stiffness factor, Cz, as specified in 
4.4.2. 


4.3.12 Bearing Area Factor, Cp 


Reference compression design values perpendicular 
to grain, F,,, shall be permitted to be multiplied by the 
bearing area factor, C,, as specified in 3.10.4. 


4.3.13 Pressure-Preservative Treatment 


Reference design values apply to sawn lumber 
pressure-treated by an approved process and preserva- 
tive (see Reference 30). Load duration factors greater 
than 1.6 shall not apply to structural members pressure- 
treated with water-borne preservatives. 


4.3.14 Format Conversion Factor, Kr (LRFD 
Only) 


For LRFD, reference design values shall be multi- 
plied by the format conversion factor, Kp, specified in 
Table 4.3.1. 


4.3.15 Resistance Factor, > (LRFD Only) 

For LRFD, reference design values shall be multi- 
plied by the resistance factor, ф, specified in Table 
4.3.1. 

4.3.16 Time Effect Factor, ) (LRFD Only) 
For LRFD, reference design values shall be multi- 


plied by the time effect factor, A, specified in Appendix 
N.3.3. 
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4.4 Special Design Considerations 





4.4.1 Stability of Bending Members 


4.4.1.1 Sawn lumber bending members shall be de- 
signed in accordance with the lateral stability calcula- 
tions in 3.3.3 or shall meet the lateral support require- 
ments in 4.4.1.2 and 4.4.1.3. 

4.4.1.2 As an alternative to 4.4.1.1, rectangular 

sawn lumber beams, rafters, joists, or other bending 
members, shall be designed in accordance with the fol- 
lowing provisions to provide restraint against rotation 
or lateral displacement. If the depth to breadth, d/b, 
based on nominal dimensions is: 

(a) d/b < 2; no lateral support shall be required. 

(b) 2 « d/b x 4; the ends shall be held in position, 
as by full depth solid blocking, bridging, hang- 
ers, nailing, or bolting to other framing mem- 
bers, or other acceptable means. 

(c) 4 « d/b x 5; the compression edge of the mem- 
ber shall be held in line for its entire length to 
prevent lateral displacement, as by adequate 
sheathing or subflooring, and ends at point of 
bearing shall be held in position to prevent ro- 
tation and/or lateral displacement. 

(d) 5 « d/b < 6; bridging, full depth solid blocking 
or diagonal cross bracing shall be installed at 
intervals not exceeding 8 feet, the compression 
edge of the member shall be held in line as by 
adequate sheathing or subflooring, and the ends 
at points of bearing shall be held in position to 
prevent rotation and/or lateral displacement. 

(e) 6 « d/b x 7; both edges of the member shall be 
held in line for their entire length and ends at 
points of bearing shall be held in position to 
prevent rotation and/or lateral displacement. 

4.4.1.3 If a bending member is subjected to both 

flexure and axial compression, the depth to breadth ra- 
tio shall be no more than 5 to 1 if one edge is firmly 
held in line. If under all combinations of load, the un- 
braced edge of the member is in tension, the depth to 
breadth ratio shall be no more than 6 to 1. 


4.4.2 Wood Trusses 


4.4.2.1 Increased chord stiffness relative to axial 
loads where a 2" x 4" or smaller sawn lumber truss 
compression chord is subjected to combined flexure 
and axial compression under dry service condition and 
has 3/8" or thicker wood structural panel sheathing 
nailed to the narrow face of the chord in accordance 
with code required roof sheathing fastener schedules 
(see References 32, 33, and 34), shall be permitted to 
be accounted for by multiplying the reference modulus 
of elasticity design value for beam and column stabil- 
ity, Emin, by the buckling stiffness factor, Cy, in column 
stability calculations (see 3.7 and Appendix H). When 
Є. < 96", Cz shall be calculated as follows: 


Kul. 
КЕ 


C,=1+ (4.4-1) 


where: 


le = effective column length of truss compression 
chord (see 3.7), in. 


Km = 2300 for wood seasoned to 19% moisture 
content or less at the time of wood structural 
panel sheathing attachment. 


= 1200 for unseasoned or partially seasoned 
wood at the time of wood structural panel 
sheathing attachment. 


Kr = 1 - 1.645(COVe) 
= 0.59 for visually graded lumber 
= 0.75 for machine evaluated lumber (MEL) 


= 0.82 for products with COVE < 0.11 (see 
Appendix F.2) 


When €, > 96", C4 shall be calculated based on €. = 
96". 

4.4.2.2 For additional information concerning metal 
plate connected wood trusses see Reference 9. 
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4.4.3 Notches 


4.4.3.1 End notches, located at the ends of sawn 
lumber bending members for bearing over a support, 
shall be permitted, and shall not exceed 1/4 the beam 
depth (see Figure 4A). 

4.4.3.2 Interior notches, located in the outer thirds 
of the span of a single span sawn lumber bending 
member, shall be permitted, and shall not exceed 1/6 
the depth of the member. Interior notches on the tension 
side of 3-2" or greater thickness (4" nominal thickness) 
sawn lumber bending members are not permitted (see 
Figure 4A). 

4.4.3.3 See 3.1.2 and 3.4.3 for effect of notches on 
strength. 





Notch Limitations for Sawn 
Lumber Beams 


Figure 4A 
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STRUCTURAL GLUED LAMINATED TIMBER 


5.1 General 








5.1.1 Scope 


5.1.1.1 Chapter 5 applies to engineering design 
with structural glued laminated timber. Basic require- 
ments are provided in this Specification; for additional 
detail, see Reference 52. 

5.1.1.2 Design procedures, reference design values 
and other information provided herein apply only to 
structural glued laminated timber conforming to all per- 
tinent provisions of the specifications referenced in the 
footnotes to Tables 5A, 5B, 5C, and 5D and produced 
in accordance with ANSI A190.1. 


5.1.2 Definition 


The term “structural glued laminated timber” refers 
to an engineered, stress rated product of a timber lami- 
nating plant, comprising assemblies of specially select- 
ed and prepared wood laminations bonded together 
with adhesives. The grain of all laminations is approx- 
imately parallel longitudinally. The separate lamina- 
tions shall not exceed 2" in net thickness and are per- 
mitted to be comprised of: 

* one piece 

* pieces joined end-to-end to form any length 

* pieces placed or glued edge-to-edge to make wid- 

er ones 

* pieces bent to curved form during gluing. 


5.1.3 Standard Sizes 


5.1.3.1 Normal standard finished widths of struc- 
tural glued laminated members shall be as shown in 
Table 5.1.3. This Specification is not intended to pro- 
hibit other finished widths where required to meet the 
size requirements of a design or to meet other special 
requirements. 

5.1.3.2 The length and net dimensions of all mem- 
bers shall be specified. Additional dimensions neces- 
sary to define non-prismatic members shall be speci- 
fied. 








Table 5.1.3 Net Finished Widths of 
Structural Glued Laminated 
Timbers 
Nominal 
Width of 4 6 8 10 1 14 16 
Laminations 
(in.) 
Western Species 
(8 2-% 3-1/8 5-18 6-4 8-4 10-4 12-4 14-% 
Finished 
Width (in.) Southern Pine 


2-2 3 5 6-4 8-5 10-5 12 14 





5.1.4 Service Conditions 


5.1.4.1 Reference design values for dry service 
conditions shall apply when the moisture content in 
service is less than 16%, as in most covered structures. 

5.1.4.2 Reference design values for glued laminated 
timber shall be multiplied by the wet service factors, 
Cy, specified in Tables 5A, 5B, 5C, and 5D when the 
moisture content in service is 1696 or greater, as may 
occur in exterior or submerged construction, or humid 
environments. 
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5.2 Reference Design Values 





5.2.1 Reference Design Values 


Reference design values for softwood and hard- 
wood structural glued laminated timber are specified 
in Tables 5A, 5B, 5C, and 5D (published in a separate 
Supplement to this Specification). The reference de- 
sign values in Tables 5A, 5B, 5C, and 5D are a compi- 
lation of the reference design values provided in the 
specifications referenced in the footnotes to the tables. 


5.2.2 Orientation of Member 


Reference design values for structural glued lami- 
nated timber are dependent on the orientation of the 
laminations relative to the applied loads. Subscripts 
are used to indicate design values corresponding to a 
given orientation. The orientations of the cross- 
sectional axes for structural glued laminated timber are 
shown in Figure 5A. The x-x axis runs parallel to the 
wide face of the laminations. The y-y axis runs per- 
pendicular to the wide faces of the laminations. 


Figure 5A Axis Orientations 


y 





5.2.3 Balanced and Unbalanced Layups 


Structural glued laminated timbers are permitted 
to be assembled with laminations of the same lumber 
grades placed symmetrically or asymmetrically about 
the neutral axis of the member. Symmetrical layups 
are referred to as “balanced” and have the same design 
values for positive and negative bending. Asymmet- 
rical layups are referred to as “unbalanced” and have 
lower design values for negative bending than for 
positive bending. The top side of unbalanced members 
is required to be marked “TOP” by the manufacturer. 


5.2.4 Bending, Fbx*, Е, Foy 


The reference bending design values, Fy,' and Fy, 
shall apply to members with loads causing bending 
about the x-x axis. The reference bending design value 
for positive bending, Fj,', shall apply for bending 
stresses causing tension at the bottom of the beam. The 
reference bending design value for negative bending, 
Fx, shall apply for bending stresses causing tension at 
the top of the beam. 

The reference bending design value, Fy,, shall ap- 
ply to members with loads causing bending about the 
y-y axis. 


5.2.5 Compression Perpendicular to Grain, 
Fc o Fc iy 


The reference compression design value perpen- 
dicular to grain, Feix, shall apply to members with 
bearing loads on the wide faces of the laminations. 

The reference compression design value perpen- 
dicular to grain, Fay, shall apply to members with 
bearing loads on the narrow edges of the laminations. 

The reference compression design values perpen- 
dicular to grain are based on a deformation limit of 
0.04" obtained from testing in accordance with ASTM 
D143. The compression perpendicular to grain stress 
associated with a 0.02" deformation limit shall be 
permitted to be calculated as 73% of the reference val- 
ue (See also 4.2.6). 


5.2.6 Shear Parallel to Grain, Fyx, Fvy 


The reference shear design value parallel to grain, 
F,, shall apply to members with shear loads causing 
bending about the x-x axis. The reference shear design 
value parallel to grain, Fwy, shall apply to members 
with shear loads causing bending about the y-y axis. 

The reference shear design values parallel to grain 
shall apply to prismatic members except those subject 
to impact or repetitive cyclic loads. For non-prismatic 
members and for all members subject to impact or re- 
petitive cyclic loads, the reference shear design values 
parallel to grain shall be multiplied by the shear reduc- 
tion factor specified in 5.3.10. This reduction shall 
also apply to the design of connections transferring 
loads through mechanical fasteners (see 3.4.3.3, 11.1.2 
and 11.2.2). 
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STRUCTURAL GLUED LAMINATED TIMBER 


Prismatic members shall be defined as straight or 
cambered members with constant cross-section. Non- 
prismatic members include, but are not limited to: 
arches, tapered beams, curved beams, and notched 
members. 

The reference shear design value parallel to grain, 
Fy, is tabulated for members with four or more lami- 
nations. For members with two or three laminations, 
the reference design value shall be multiplied by 0.84 
or 0.95, respectively. 


5.2.7 Modulus of Elasticity, Ex, Ex min, Ey, 
Ey min 


The reference modulus of elasticity, E,, shall be 
used for determination of deflections due to bending 
about the x-x axis. 

The reference modulus of elasticity, Ey min, shall 
be used for beam and column stability calculations for 
members buckling about the x-x axis. 

The reference modulus of elasticity, Ey, shall be 
used for determination of deflections due to bending 
about the y-y axis. 

The reference modulus of elasticity, Ey min, shall 
be used for beam and column stability calculations for 
members buckling about the y-y axis. 

For the calculation of extensional deformations, 
the axial modulus of elasticity shall be permitted to be 
estimated as E, — 1.05E,. 





5.2.8 Radial Tension, Fr 


For curved bending members, the following refer- 
ence radial tension design values perpendicular to 
grain, F,, shall apply: 


Table 5.2.8 Radial Tension Design Values, 


Fx, for Curved Members 


Southern Pine all loading Fy = 1/3) FyxCw 
conditions 

Douglas Fir-Larch, wind or Fy = (1/3)Е „Су 

Douglas Fir South, earthquake 

Hem-Fir, Western loading 


Woods, and Canadian other types Е, = 15 рѕі 
softwood species of loading 


5.2.9 Radial Compression, F.. 


For curved bending members, the reference radial 
compression design value, F,, shall be taken as the 
reference compression perpendicular to grain design 
value on the side face, Fey. 


5.2.10 Other Species and Grades 


Reference design values for species and grades of 
structural glued laminated timber not otherwise pro- 
vided herein shall be established in accordance with 
Reference 22, or shall be based on other substantiated 
information from an approved source. 


5.3 Adjustment of Reference Design Values 





5.3.1 General 


Reference design values (Fy, Fẹ Fy, Feis Fo Fme, E, 
Emin) provided in 5.2 and Tables 5A, 5B, 5C, and 5D 
shall be multiplied by the adjustment factors specified 
in Table 5.3.1 to determine adjusted design values (Fy', 
Fy, Fy, Foi’, Fe’, Fu’, E's Emin’). 


5.3.2 Load Duration Factor, Cp (ASD only) 


All reference design values except modulus of 
elasticity, E, modulus of elasticity for beam and col- 
umn stability, Emin and compression perpendicular to 
grain, F,,, shall be multiplied by load duration factors, 
Cp, as specified in 2.3.2. 


5.3.3 Wet Service Factor, См 


Reference design values for structural glued lami- 
nated timber are based on the moisture service condi- 
tions specified in 5.1.4. When the moisture content of 
structural members in use differs from these moisture 
service conditions, reference design values shall be 
multiplied by the wet service factors, Cy, specified in 
Tables 5A, 5B, 5C, and 5D. 
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Table 5.3.1 Applicability of Adjustment Factors for Structural Glued 
Laminated Timber 
ASD ASD and LRFD LRFD 
only only 
5 

Б Ты 5 5 8 ы d S 
$| E| 8| 8] - Llall ll] = “| [|5 
E s|: у | = =|5 |5 | #| z EE SE ii 
£2 = іі ІЗІ: |21315) 9% 5 
5 | 3 5 | = | = = Sle l2| il? ан. 
я| | Б || ге, н)! ЕЕ, 5 | £ £ 
E = E 8 Е = 5 m (52 ~ 

Kr ф 
Е-Е, х ОШ см С С. С; Са С; Ср - - - а 
Е-Е х МИС, С - - - - - - - - ИЛИ 
Е-Е x с с - - - - - с, - - %И 
Е. =Е. х с с - - - - - - - - BD! 
Ее=Е, х см С - - - - - - с - БИ 
Fa =F x И си С, А 5 а = = 2 - Cy 1.67 090 - 
Е-Е х - См С А = = - - - - - - - - 
Emin = Baia X x Cu С, = = = = т т = - 1.76 0.85 = 





1. The beam stability factor, Cı, shall not apply simultaneously with the volume factor, Cy, for structural glued laminated timber bend- 
ing members (see 5.3.6). Therefore, the lesser of these adjustment factors shall apply. 
2. For radial tension, Fn, the same adjustment factors (Cy and C.) for shear parallel to grain, F,, shall be used. 


5.3.4 Temperature Factor, C. 


When structural members will experience sus- 
tained exposure to elevated temperatures up to 150?F 
(see Appendix C), reference design values shall be 
multiplied by the temperature factors, C, specified in 
2.3.3. 


5.3.5 Beam Stability Factor, C, 


Reference bending design values, F», shall be mul- 
tiplied by the beam stability factor, C;, specified in 
3.3.3. The beam stability factor, Cı, shall not apply 
simultaneously with the volume factor, Cy, for struc- 
tural glued laminated timber bending members (see 
5.3.6). Therefore, the lesser of these adjustment factors 
shall apply. 


5.3.6 Volume Factor, Cy 


When structural glued laminated timber members 
are loaded in bending about the x-x axis, the reference 
bending design values, Fy,*, and Fy,, shall be multi- 
plied by the following volume factor: 


1/х 1/х 1/х 
(ере ey «s 
L d b 


where: 


(5.3-1) 


L = length of bending member between points 
of zero moment, ft 


d = depth of bending member, in. 


b = width (breadth) of bending member. 
For multiple piece width layups, b = width of 
widest piece used in the layup. 
Thus, b < 10.75". 

x = 20 for Southern Pine 


x = 10 for all other species 
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STRUCTURAL GLUED LAMINATED TIMBER 


The volume factor, Cy, shall not apply simultaneous- 
ly with the beam stability factor, Ci, (see 3.3.3). There- 
fore, the lesser of these adjustment factors shall apply. 


5.3.7 Flat Use Factor, Cru 


When structural glued laminated timber is loaded 
in bending about the y-y axis and the member dimen- 
sion parallel to the wide face of the laminations, dy 
(see Figure 5B), is less than 12", the reference bending 
design value, Fy,, shall be permitted to be multiplied 
by the flat use factor, Ca, specified in Tables 5A, 5B, 
5C, and 5D, or as calculated by the following formula: 


1/9 
с. = |12 (5.3-2) 
fu d, 
Figure 5B Depth, dy, for Flat Use Factor 


AES 2 
< Í 





ау (іп.) 
































5.3.8 Curvature Factor, C. 


For curved portions of bending members, the ref- 
erence bending design value shall be multiplied by the 
following curvature factor: 


Cc 7 1 - (2000)(t / ЕВ)? (5.3-3) 
where: 
t = thickness of laminations, in. 


R = radius of curvature of inside face of mem- 
ber, in. 


t/R < 1/100 for hardwoods and Southern Pine 
UR < 1/125 for other softwoods 


The curvature factor shall not apply to reference 
design values in the straight portion of a member, re- 
gardless of curvature elsewhere. 





5.3.9 Stress Interaction Factor, C, 


For the tapered portion of bending members ta- 
pered on the compression face, the reference bending 
design value, F,,, shall be multiplied by the following 
stress interaction factor: 


= = (5.3-4) 


1+(Е, ХапӨ/Е,С,) +(Е, tan? gr. 





where: 
© = angle of taper, degrees 


For members tapered on the compression face, the 
stress interaction factor, C;, shall not apply simultane- 
ously with the volume factor, Cy, therefore, the lesser 
of these adjustment factors shall apply. 

For the tapered portion of bending members ta- 
pered on the tension face, the reference bending design 
value, F,x, shall be multiplied by the following stress 
interaction factor: 


= t (5.3-5) 


1+(F, tand/F,C,,) + (F, tan? 0/F, y 





where: 


© = angle of taper, degrees 


For members tapered on the tension face, the 
stress interaction factor, C;, shall not apply simultane- 
ously with the beam stability factor, Cı, therefore, the 
lesser of these adjustment factors shall apply. 

Taper cuts on the tension face of structural glued 
laminated timber beams are not recommended. 


5.3.10 Shear Reduction Factor, Cv; 


The reference shear design values, F,, and Ку, 
shall be multiplied by the shear reduction factor, Cy, = 
0.72 where any of the following conditions apply: 

1. Design of non-prismatic members. 

2. Design of members subject to impact or repet- 

itive cyclic loading. 

3. Design of members at notches (3.4.3.2). 

4. Design of members at connections (3.4.3.3, 

11.1.2, 11.2.2). 


5.3.11 Column Stability Factor, C» 


Reference compression design values parallel to 
grain, F., shall be multiplied by the column stability 
factor, Cp, specified in 3.7. 


Copyright © American Wood Council. Downloaded/printed pursuant to License Agreement. No reproduction or transfer authorized. 
AMERICAN WOOD COUNCIL 


NATIONAL DESIGN SPECIFICATION FOR WOOD CONSTRUCTION 


5.3.12 Bearing Area Factor, C, 


Reference compression design values perpendicu- 
lar to grain, F,,, shall be permitted to be multiplied by 
the bearing area factor, Cy, as specified in 3.10.4. 


5.3.13 Pressure-Preservative Treatment 


Reference design values apply to structural glued 
laminated timber treated by an approved process and 
preservative (see Reference 30). Load duration factors 
greater than 1.6 shall not apply to structural members 
pressure-treated with water-borne preservatives. 


5.4 Special Design Considerations 


5.3.14 Format Conversion Factor, Kr (LRFD 
only) 


For LRFD, reference design values shall be multi- 
plied by the format conversion factor, Kr, specified in 
Table 5.3.1. 


5.3.15 Resistance Factor, ) (LRFD only) 


For LRFD, reference design values shall be multi- 
plied by the resistance factor, $, specified in Table 
5.3.1. 


5.3.16 Time Effect Factor, ) (LRFD only) 


For LRFD, reference design values shall be multi- 
plied by the time effect factor, A, specified in Appen- 
dix N.3.3. 





5.4.1 Curved Bending Members with 
Constant Cross Section 


5.4.1.1 Curved bending members with constant 
rectangular cross section shall be designed for flexural 
strength in accordance with 3.3. 

5.4.1.2 Curved bending members with constant 
rectangular cross section shall be designed for shear 
strength in accordance with 3.4, except that the provi- 
sions of 3.4.3.1 shall not apply. The shear reduction 
factor from 5.3.10 shall apply. 

5.4.1.3 The radial stress induced by a bending 
moment in a curved bending member of constant rec- 
tangular cross section is: 

3M 


[ect 5.4-1 
' 2Rbd orn 


where: 
M = bending moment, in.-lbs 


R = radius of curvature at center line of mem- 
ber, in. 


Where the bending moment is in the direction 
tending to decrease curvature (increase the radius), the 
radial stress shall not exceed the adjusted radial ten- 
sion design value perpendicular to grain, f, X F,', un- 
less mechanical reinforcing sufficient to resist all radi- 
al stresses is used (see Reference 52). In no case shall 
f, exceed (1/3)F,'. 


Where the bending moment is in the direction tend- 
ing to increase curvature (decrease the radius), the radi- 
al stress shall not exceed the adjusted radial compres- 
sion design, f, € F.'. 

5.4.1.4 The deflection of curved bending members 
with constant cross section shall be determined in ac- 
cordance with 3.5. Horizontal displacements at the sup- 
ports shall also be considered. 


5.4.2 Double-Tapered Curved Bending 
Members 


5.4.2.1 The bending stress induced by a bending 
moment, M, at the peaked section of a double-tapered 
curved bending member (see Figure 5C) shall be cal- 
culated as follows: 


f, =K, SM (5.4-2) 
bd; 
where: 
Ky = empirical bending stress shape factor 
= 1+ 2.7 tan or. 
фт = angle of roof slope, degrees 
M = bending moment, in.-lbs 


dc = depth at peaked section of member, in. 
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STRUCTURAL GLUED LAMINATED TIMBER 


The stress interaction factor from 5.3.9 shall apply 
for flexural design in the straight-tapered segments of 
double-tapered curved bending members. 

5.4.2.2 Double-tapered curved members shall be 
designed for shear strength in accordance with 3.4, 
except that the provisions of 3.4.3.1 shall not apply. 
The shear reduction factor from 5.3.10 shall apply. 

5.4.2.3 The radial stress induced by bending mo- 
ment in a double-tapered curved member shall be cal- 
culated as follows: 


6м 
rs "rs bd? 


с 


f,=K (5.4-3) 


where: 
Krs = empirical radial stress factor 
= 0.29(de/Rm) + 0.32 tant? or 


Crs = empirical load-shape radial stress reduction 
factor 


= 0.27 In(tan or) + 0.28 In(€/€c) - 0.8dce/Rm + 
1 < 1.0 for uniformly loaded members where 
dc/Rm X 0.3 


= 1.0 for members subject to constant mo- 
ment 


£ = span length, in. 

£c 7 length between tangent points, in. 

М = bending moment, in.-Ibs 

dc = depth at peaked section of member, in. 


Rm = radius of curvature at center line of mem- 
ber, in. 


R + 072 


2) 
1 


= radius of curvature of inside face of mem- 
ber, in. 


Where the bending moment is in the direction 
tending to decrease curvature (increase the radius), the 
radial stress shall not exceed the adjusted radial ten- 
sion design value perpendicular to grain, f, < Fx, un- 
less mechanical reinforcing sufficient to resist all radi- 
al stresses is used (see Reference 52). In no case shall 
f, exceed (1/3)Fw'. 

Where the bending moment is in the direction tend- 
ing to increase curvature (decrease the radius), the radi- 
al stress shall not exceed the adjusted radial compres- 
sion design value, f, € Б, 





5.4.2.4 The deflection of double-tapered curved 
members shall be determined in accordance with 3.5, 
except that the mid-span deflection of a symmetrical 
double-tapered curved beam subject to uniform loads 
shall be permitted to be calculated by the following 
empirical formula: 


Бо“ 


А, Е a 
32E;b(d,,,, ) 


(5.4-4) 
where: 

Ac 7 vertical deflection at midspan, in. 

o - uniformly distributed load, Ibs/in. 

equiv = (de + dc)(0.5 + 0.735 tan or) -1.41dc tan oe 
de = depth at the ends of the member, in. 
dc = depth at the peaked section of the member, 
in. 
фт = angle of roof slope, degrees 


os = Soffit slope at the ends of the member, 
degrees 


The horizontal deflection at the supports of sym- 
metrical double-tapered curved beams shall be permit- 
ted to be estimated as: 











2h^ 
A, = © (5.4-5) 
€ 
where: 
Ан = horizontal deflection at either support, in. 
h = ha- 0/2 = 0/2 
ha = €/2 tan фт + де 
Figure 5C Double-Tapered Curved Bending 
Member 
t -| г/2 “Г г/2 -| t - 
== a ani 
Y i к ==: 
а. “Ы PT Rn p РТ. 
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5.4.3 Lateral Stability for Tudor Arches 


The ratio of tangent point depth to breadth (d/b) of 
tudor arches (see Figure 5D) shall not exceed 6, based 
on actual dimensions, when one edge of the arch is 
braced by decking fastened directly to the arch, or 
braced at frequent intervals as by girts or roof purlins. 
Where such lateral bracing is not present, d/b shall not 
exceed 5. Arches shall be designed for lateral stability 
in accordance with the provisions of 3.7 and 3.9.2. 


Figure 5D Tudor Arch 
A 
=“ 
xe. rt 
Pu 
"t е 


5.4.4 Tapered Straight Bending Members 


5.4.4.1 Tapered straight beams (see Figure 5E) 
shall be designed for flexural strength in accordance 
with 3.3. The stress interaction factor from 5.3.9 shall 
apply. For field-tapered members, the reference bend- 
ing design value, Еь,, апа the reference modulus of 
elasticity, Ex, shall be reduced according to the manu- 
facturer’s recommendations to account for the removal 
of high grade material near the surface of the member. 

5.4.4.2 Tapered straight beams shall be designed 
for shear strength in accordance with 3.4, except that 
the provisions of 3.4.3.1 shall not apply. The shear 
reduction factor from 5.3.10 shall apply. 

5.4.4.3 The deflection of tapered straight beams 
shall be determined in accordance with 3.5, except that 
the maximum deflection of a tapered straight beam 


subject to uniform loads shall be permitted to be calcu- 
lated as equivalent to the depth, dequiv, Of an equivalent 
prismatic member of the same width where: 


duy 7 Cad, (5.4-6) 


equiv 
where: 
de = depth at the small end of the member, in. 


Cat = empirical constant derived from relationship 
of equations for deflection of tapered 
straight beams and prismatic beams. 


For symmetrical double-tapered beams: 
Cat = 1+0.66Cy whend<Cy<1 
Са - 1% 0.62Су мһеп0<Су<3 
For single-tapered beams: 
Са = 1 + 0.46Су when O < Cy< 1.1 


Са = 1 + 0.43Су мһеп 1.1 < Су<2 


For both single- and double-tapered beams: 
dd. 
i d 


е 


С 





Figure БЕ Tapered Straight Bending 


Members 


(b) 
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STRUCTURAL GLUED LAMINATED TIMBER 


5.4.5 Notches 


5.4.5.1 The tension side of structural glued lami- 
nated timber bending members shall not be notched, 
except at ends of members for bearing over a support, 
and notch depth shall not exceed the lesser of 1/10 the 
depth of the member or 3". 

5.4.5.2 The compression side of structural glued 
laminated timber bending members shall not be 
notched, except at ends of members, and the notch 
depth on the compression side shall not exceed 2/5 the 
depth of the member. Compression side end-notches 
shall not extend into the middle 1/3 of the span. 


Exception: A taper cut on the compres- 
sion edge at the end of a structural glued 





laminated timber bending member shall 
not exceed 2/3 the depth of the member 
and the length shall not exceed three 
times the depth of the member, 3d. For 
tapered beams where the taper extends 
into the middle 1/3 of the span, design 
shall be in accordance with 5.4.4. 


5.4.5.3 Notches shall not be permitted on both the 
tension and compression face at the same cross- 
section. 

5.4.5.4 See 3.1.2 and 3.4.3 for the effect of notch- 
es on strength. The shear reduction factor from 5.3.10 
shall apply for the evaluation of members at notches. 
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ROUND TIMBER POLES AND PILES 


6.1 General 








6.1.1 Scope 


6.1.1.1 Chapter 6 applies to engineering design 
with round timber poles and piles. Design procedures 
and reference design values herein pertain to the load 
carrying capacity of poles and piles as structural wood 
members. 

6.1.1.2 This Specification does not apply to the 
load supporting capacity of the soil. 


6.1.2 Specifications 


6.1.2.1 The procedures and reference design values 
herein apply only to timber piles conforming to appli- 
cable provisions of ASTM Standard D 25 and only to 
poles conforming to applicable provisions of ASTM 
Standard D 3200. 

6.1.2.2 Specifications for round timber poles and 
piles shall include the standard for preservative treat- 
ment, pile length, and nominal tip circumference or 
nominal circumference 3 feet from the butt. Specifica- 
tions for piles shall state whether piles are to be used as 
foundation piles, land and fresh water piles, or marine 
piles. 


6.2 Reference Design Values 


6.1.3 Standard Sizes 


6.1.3.1 Standard sizes for round timber piles are 
given in ASTM Standard D 25. 

6.1.3.2 Standard sizes for round timber poles are 
given in ASTM Standard D 3200. 


6.1.4 Preservative Treatment 


6.1.4.1 Reference design values apply to untreated, 
air dried timber poles and piles, and shall be adjusted in 
accordance with 6.3.5 when conditioned and treated by 
an approved process (see Reference 30). Load duration 
factors greater than 1.6 shall not apply to structural 
members pressure-treated with water-borne preserva- 
tives. 

6.1.4.2 Untreated, timber poles and piles shall not 
be used unless the cutoff is below the lowest ground 
water level expected during the life of the structure, but 
in no case less than 3 feet below the existing ground 
water level unless approved by the authority having 
jurisdiction. 





6.2.1 Reference Design Values 


6.2.1.1 Reference design values for round timber 
piles are specified in Table 6A (published in the Sup- 
plement to this Specification). Reference design values 
in Table 6A are based on the provisions of ASTM 
Standard D 2899. 

6.2.1.2 Reference design values for round timber 
poles are specified in Table 6B (published in the Sup- 
plement to this Specification). Reference design values 


in Table 6B are based on provisions of ASTM Standard 
D 3200. 


6.2.2 Other Species or Grades 
Reference design values for piles of other species 


or grades shall be determined in accordance with 
ASTM Standard D 2899. 


6.3 Adjustment of Reference Design Values 





6.3.1 General 


Reference design values (Fe, Fe, Fv, Fes, E, Emin) 
from Table 6A and 6B shall be multiplied by the ad- 
justment factors specified in Table 6.3.1 to determine 
adjusted design values (F,', Fy’, Fy’, F,,', E', Emin’). 


6.3.2 Load Duration Factor, Cp (ASD Only) 


All reference design values except modulus of elas- 
ticity, E, modulus of elasticity for column stability, 
Emin, and compression perpendicular to grain, F,,, shall 
be multiplied by load duration factors, Cp, as specified 
in 2.3.2. Load duration factors greater than 1.6 shall not 
apply to timber poles or piles pressure-treated with wa- 
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ter-borne preservatives, (see Reference 30), nor to 
structural members pressure-treated with fire retardant Table 6.3.5 Condition Treatment Factor, Cet 
аа ы. Air Kiln Boulton Steaming Steaming 
6.3.3 Wet Service Factor, См > zd MM Doring отта Маш) 


Reference design values apply to wet or dry service 
conditions (Cy = 1.0). 


6.3.4 Temperature Factor, С: 


Reference design values shall be multiplied by 
temperature factors, C;, as specified in 2.3.3. 


6.3.5 Condition Treatment Factor, C. 


Reference design values are based on air dried con- 
ditioning. If kiln-drying, steam-conditioning, or boul- 
tonizing is used prior to treatment (see reference 20) 
then the reference design values shall be multiplied by 
the condition treatment factors, C,,, in Table 6.3.5. 


6.3.6 Beam Stability Factor, C, 


Reference bending design values, F,, for round 
timber poles or piles shall not be adjusted for beam sta- 
bility. 


6.3.7 Size Factor, Cr 


Where pole or pile circumference exceeds 43" (di- 
ameter exceeds 13.5") at the critical section in bending, 
the reference bending design value, F,, shall be multi- 
plied by the size factor, Cr, specified in 4.3.6.2 and 
4.3.6.3. 
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ROUND TIMBER POLES AND PILES 


6.3.8 Column Stability Factor, Cp 


Reference compression design values parallel to 
grain, F,, shall be multiplied by the column stability 
factor, Cp, specified in 3.7 for the portion of a timber 
pole or pile standing unbraced in air, water, or material 
not capable of providing lateral support. 


6.3.9 Critical Section Factor, C.. 


Reference compression design values parallel to 
grain, F., for round timber piles and poles are based on 
the strength at the tip of the pile. Reference compres- 
sion design values parallel to grain, F., in Table 6A and 
Table 6B shall be permitted to be multiplied by the crit- 
ical section factor. The critical section factor, C,,, shall 
be determined as follows: 


Cos = 1.0 + 0.0041. (6.3-1) 


where: 
Le = length from tip of pile to critical section, ft 


The increase for location of critical section shall 
not exceed 10% for any pile or pole (C,, < 1.10). The 
critical section factors, Ces, are independent of tapered 
column provisions in 3.7.2 and both shall be permitted 
to be used in design calculations. 


6.3.10 Bearing Area Factor, C, 


Reference compression design values perpendicular 
to grain, F,,, for timber poles or piles shall be permitted 
to be multiplied by the bearing area factor, Cy, specified 
in 3.10.4. 


6.3.11 Load Sharing Factor (Pile Group 
Factor), Ci; 


For piles, reference design values are based on single 
piles. If multiple piles are connected by concrete caps 
or equivalent force distributing elements so that the pile 





group deforms as a single element when subjected to 
the load effects imposed on the element, reference 
bending design values, F», and reference compression 
design values parallel to the grain, F., shall be permit- 
ted to be multiplied by the load sharing factors, Ci, in 
Table 6.3.11. 








Table 6.3.11 Load Sharing Factor, Cis, per 
ASTM D 2899 

Reference Number of Cis 
Design Value Piles in Group 

2 1.06 

Е, 3 1.09 

4 ог тоге 1.11 

2 1.05 

F, 3 1.07 

4 or more 1.08 


6.3.12 Format Conversion Factor, Kr (LRFD 
Only) 


For LRFD, reference design values shall be multi- 
plied by the format conversion factor, Kp, specified in 
Table 6.3.1. 


6.3.13 Resistance Factor, > (LRFD Only) 

For LRFD, reference design values shall be multi- 
plied by the resistance factor, $, specified in Table 
6.3.1. 

6.3.14 Time Effect Factor, ) (LRFD Only) 
For LRFD, reference design values shall be multi- 


plied by the time effect factor, A, specified in Appendix 
N.3.3. 
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PREFABRICATED WOOD I-JOISTS 


7.1 General 








7.1.1 Scope 


Chapter 7 applies to engineering design with pre- 
fabricated wood I-joists. Basic requirements are provid- 
ed in this Specification. Design procedures and other 
information provided herein apply only to prefabricated 
wood I-joists conforming to all pertinent provisions of 
ASTM D 5055. 


7.1.2 Definition 


The term “prefabricated wood I-joist” refers to a 
structural member manufactured using sawn or struc- 
tural composite lumber flanges and wood structural 
panel webs bonded together with exterior exposure ad- 
hesives, forming an "T" cross-sectional shape. 


7.2 Reference Design Values 


7.1.3 Identification 


When the design procedures and other infor- 
mation provided herein are used, the prefabricated 
wood I-joists shall be identified with the manufactur- 
er’s name and the quality assurance agency’s name. 


7.1.4 Service Conditions 


Reference design values reflect dry service condi- 
tions, where the moisture content of sawn lumber in 
service is less than 16%, as in most covered structures. 
Prefabricated wood I-joists shall not be used in higher 
moisture service conditions unless specifically permit- 
ted by the prefabricated wood I-joist manufacturer. 





Reference design values for prefabricated wood 
I-joists shall be obtained from the prefabricated wood 
I-joist manufacturer’s literature or code evaluation re- 
ports. 


7.3 Adjustment of Reference Design Values 





7.3.1 General 


Reference design values (M,, V,, R;, El, (ED min, K) 
shall be multiplied by the adjustment factors specified 
in Table 7.3.1 to determine adjusted design values (My, 
V7, Ry, El’, (ED min’, К). 


7.3.2 Load Duration Factor, Cp (ASD Only) 


All reference design values except stiffness, EI, 
(ED min, and K, shall be multiplied by load duration fac- 
tors, Cp, as specified in 2.3.2. 


7.3.3 Wet Service Factor, См 


Reference design values for prefabricated wood 
I-joists are applicable to dry service conditions as speci- 
fied in 7.1.4 where Cy = 1.0. When the service condi- 


tions differ from the specified conditions, adjustments 
for high moisture shall be in accordance with infor- 
mation provided by the prefabricated wood I-joist man- 
ufacturer. 


7.3.4 Temperature Factor, С‹ 


When structural members will experience sustained 
exposure to elevated temperatures up to 150°F (see Ap- 
pendix C), reference design values shall be multiplied 
by the temperature factors, C,, specified in 2.3.3. For 
М, М, К, EI, (ED min, and K use C, for Fy, Fy, Fy, E, 
Emin, and F,, respectively. 
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7.3.5 Beam Stability Factor, C, 


7.3.5.1 Lateral stability of prefabricated wood I- 
joists shall be considered. 


7.3.5.2 When the compression flange of a prefabri- 
cated wood I-joist is supported throughout its length to 
prevent lateral displacement, and the ends at points of 
bearing have lateral support to prevent rotation, C;-1.0. 


7.3.5.3 When the compression flange of a prefabri- 
cated wood I-joist is not supported throughout its length 
to prevent lateral displacement, one acceptable method 
is to design the prefabricated wood I-joist compression 
flange as a column in accordance with the procedure of 
3.7.1 using the section properties of the compression 
flange only. The compression flange shall be evaluated 
as a column continuously restrained from buckling in 
the plane of the web. Cp of the compression flange shall 
be used as Ci of the prefabricated wood I-joist. Prefab- 





ricated wood I-joists shall be provided with lateral sup- 
port at points of bearing to prevent rotation. 


7.3.6 Repetitive Member 
Factor, C, 


For prefabricated wood I-joists with structural 
composite lumber flanges or sawn lumber flanges, ref- 
erence moment design resistances shall be multiplied 
by the repetitive member factor, C, = 1.0. 


7.3.7 Pressure-Preservative Treatment 


Adjustments to reference design values to account 
for the effects of pressure-preservative treatment shall 
be in accordance with information provided by the pre- 
fabricated wood I-joist manufacturer. 
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PREFABRICATED WOOD I-JOISTS 


7.3.8 Format Conversion Factor, Kr (LRFD 
Only) 


For LRFD, reference design values shall be multi- 
plied by the format conversion factor, Kp, provided by 
the prefabricated wood I-joist manufacturer. 


7.3.9 Resistance Factor, ¢ (LRFD Only) 


For LRFD, reference design values shall be multi- 
plied by the resistance factor, $, specified in Table 
7.3.1. 


7.4 Special Design Considerations 





7.3.10 Time Effect Factor, ) (LRFD Only) 


For LRFD, reference design values shall be multi- 
plied by the time effect factor, A, specified in Appendix 
N.3.3. 





7.4.1 Bearing 


Reference bearing design values, as a function of 
bearing length, for prefabricated wood I-joists with and 
without web stiffeners shall be obtained from the pre- 
fabricated wood I-joist manufacturer’s literature ог 
code evaluation reports. 


7.4.2 Load Application 


Prefabricated wood I-joists act primarily to resist 
loads applied to the top flange. Web stiffener require- 
ments, if any, at concentrated loads applied to the top 
flange and design values to resist concentrated loads 
applied to the web or bottom flange shall be obtained 
from the prefabricated wood I-joist manufacturer's lit- 
erature or code evaluation reports. 


7.4.3 Web Holes 


The effects of web holes on strength shall be ac- 
counted for in the design. Determination of critical 
shear at a web hole shall consider load combinations of 
1.4.4 and partial span loadings defined as live or snow 
loads applied from each adjacent bearing to the oppo- 
site edge of a rectangular hole (centerline of a circular 
hole). The effects of web holes on deflection are negli- 
gible when the number of holes is limited to 3 or less 
per span. Reference design values for prefabricated 
wood I-joists with round or rectangular holes shall be 


obtained from the prefabricated wood I-joist manufac- 
turer’s literature or code evaluation reports. 


7.4.4 Notches 


Notched flanges at or between bearings significant- 
ly reduces prefabricated wood I-joist capacity and is 
beyond the scope of this document. See the manufac- 
turer for more information. 


7.4.5 Deflection 


Both bending and shear deformations shall be con- 
sidered in deflection calculations, in accordance with 
the prefabricated wood I-joist manufacturer's literature 
or code evaluation reports. 


7.4.6 Vertical Load Transfer 


Prefabricated wood I-joists supporting bearing 
walls located directly above the prefabricated wood I- 
joist support require rim joists, blocking panels, or oth- 
er means to directly transfer vertical loads from the 
bearing wall to the supporting structure below. 


7.4.7 Shear 


Provisions of 3.4.3.1 for calculating shear force, 
V, shall not be used for design of prefabricated wood 
I-joist bending members. 
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STRUCTURAL COMPOSITE LUMBER 


8.1 General 








8.1.1 Scope 


Chapter 8 applies to engineering design with struc- 
tural composite lumber. Basic requirements are provid- 
ed in this Specification. Design procedures and other 
information provided herein apply only to structural 
composite lumber conforming to all pertinent provi- 
sions of ASTM D5456. 


8.1.2 Definitions 


8.1.2.1 The term “laminated veneer lumber” refers 
to a composite of wood veneer sheet elements with 
wood fiber primarily oriented along the length of the 
member. Veneer thickness shall not exceed 0.25". 

8.1.2.2 The term “parallel strand lumber” refers to a 
composite of wood strand elements with wood fibers 
primarily oriented along the length of the member. The 
least dimension of the strands shall not exceed 0.25" 
and the average length shall be a minimum of 150 times 
the least dimension. 

8.1.2.3 The term “laminated strand lumber”, refers 
to a composite of wood strand elements with wood fi- 
bers primarily oriented along the length of the member. 
The least dimension of the strands shall not exceed 
0.10" and the average length shall be a minimum of 150 
times the least dimension. 


8.2 Reference Design Values 


8.1.2.4 The term “oriented strand lumber”, refers to 
a composite of wood strand elements with wood fibers 
primarily oriented along the length of the member. The 
least dimension of the strands shall not exceed 0.10" 
and the average length shall be a minimum of 75 times 
the least dimension. 

8.1.2.5 The term “structural composite lumber” re- 
fers to either laminated veneer lumber, parallel strand 
lumber, laminated strand lumber, or oriented strand 
lumber. These materials are structural members bonded 
with an exterior adhesive. 


8.1.3 Identification 


When the design procedures and other information 
provided herein are used, the structural composite lum- 
ber shall be identified with the manufacturer’s name 
and the quality assurance agency’s name. 


8.1.4 Service Conditions 


Reference design values reflect dry service condi- 
tions, where the moisture content of sawn lumber in 
service is less than 16%, as in most covered structures. 
Structural composite lumber shall not be used in higher 
moisture service conditions unless specifically permit- 
ted by the structural composite lumber manufacturer. 





Reference design values for structural composite 
lumber shall be obtained from the structural composite 
lumber manufacturer’s literature or code evaluation 
report. In special applications where deflection is a crit- 
ical factor, or where deformation under long-term load- 


ing must be limited, the need for use of a reduced mod- 
ulus of elasticity shall be determined. See Appendix F 
for provisions on adjusted values for special end use 
requirements. 


8.3 Adjustment of Reference Design Values 





8.3.1 General 


Reference design values (Fy, Fe, Fy, Fer, Fe, E, Emin) 
shall be multiplied by the adjustment factors specified 
in Table 8.3.1 to determine adjusted design values (F,, 
Fy, Fy’, Fos’, Fe, E', Emin’). 
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1. See 8.3.6.1 for information on simultaneous application of the volume Тастог, Су, and the beam stability factor, C1, to 


the reference bending design value, F, 
8.3.2 Load Duration Factor, Cp (ASD Only) 


All reference design values except modulus of elas- 
ticity, E, modulus of elasticity for beam and column 
stability, Emin and compression perpendicular to grain, 
Е.1, shall be multiplied by load duration factors, Cp, as 
specified in 2.3.2. 


8.3.3 Wet Service Factor, См 


Reference design values for structural composite 
lumber are applicable to dry service conditions as spec- 
ified in 8.1.4 where Cy = 1.0. When the service condi- 
tions differ from the specified conditions, adjustments 
for high moisture shall be in accordance with infor- 
mation provided by the structural composite lumber 
manufacturer. 


8.3.4 Temperature Factor, С: 


When structural members will experience sustained 
exposure to elevated temperatures up to 150?F (see Ap- 
pendix C), reference design values shall be multiplied 
by the temperature factors, C,, specified in 2.3.3. 


8.3.5 Beam Stability Factor, C, 


Structural composite lumber bending members 
shall be laterally supported in accordance with 3.3.3. 


8.3.6 Volume Factor, Cy 


8.3.6.1 Reference bending design values, F», for 
structural composite lumber shall be multiplied by the 
volume factor, Cy, which shall be obtained from the 
structural composite lumber manufacturer’s literature 
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STRUCTURAL COMPOSITE LUMBER 


or code evaluation reports. When Cy < 1.0, the volume 
factor, Cy, shall not apply simultaneously with the 
beam stability factor, C;, (see 3.3.3) and therefore, the 
lesser value of these adjustment factors shall apply. 
When Cy > 1.0, the volume factor, Cy, shall apply sim- 
ultaneously with the beam stability factor, C; (see 
3.3.3). 

8.3.6.2 Reference tension design values, F, for 
structural composite lumber shall be multiplied by the 
volume factor, Cy, which shall be obtained from the 
structural composite lumber manufacturer's literature 
or code evaluation reports. 


8.3.7 Repetitive Member Factor, C, 


Reference bending design values, Fp, shall be mul- 
tiplied by the repetitive member factor, C, = 1.04, 
where such members are used as joists, studs, or similar 
members which are in contact or spaced not more than 
24" on center, are not less than 3 in number and are 
joined by floor, roof, or other load distributing elements 
adequate to support the design load. (A load distrib- 
uting element is any adequate system that is designed 
or has been proven by experience to transmit the design 
load to adjacent members, spaced as described above, 
without displaying structural weakness or unacceptable 
deflection. Subflooring, flooring, sheathing, or other 
covering elements and nail gluing or tongue-and- 
groove joints, and through nailing generally meet these 
criteria.) 


8.3.8 Column Stability Factor, Cp 


Reference compression design values parallel to 
grain, F,, shall be multiplied by the column stability 
factor, Cp, specified in 3.7. 


8.4 Special Design Considerations 





8.3.9 Bearing Area Factor, Cp 


Reference compression design values perpendicular 
to grain, F,,, shall be permitted to be multiplied by the 
bearing area factor, Cp, as specified in 3.10.4. 


8.3.10 Pressure-Preservative Treatment 


Adjustments to reference design values to account 
for the effects of pressure-preservative treatment shall 
be in accordance with information provided by the 
structural composite lumber manufacturer. 


8.3.11 Format Conversion Factor, Kr (LRFD 
Only) 


For LRFD, reference design values shall be multi- 
plied by the format conversion factor, Kp, specified in 
Table 8.3.1. 


8.3.12 Resistance Factor, > (LRFD Only) 


For LRFD, reference design values shall be multi- 
plied by the resistance factor, ф, specified in Table 
8.3.1. 


8.3.13 Time Effect Factor, ) (LRFD Only) 


For LRFD, reference design values shall be multi- 
plied by the time effect factor, A, specified in Appendix 
N.3.3. 





8.4.1 Notches 


8.4.1.1 The tension side of structural composite 
bending members shall not be notched, except at ends 
of members for bearing over a support, and notch depth 
shall not exceed 1/10 the depth of the member. The 
compression side of structural composite bending 
members shall not be notched, except at ends of mem- 
bers, and the notch depth on the compression side shall 
not exceed 2/5 the depth of the member. Compression 
side end-notches shall not extend into the middle third 
of the span. 


8.4.1.2 See 3.1.2 and 3.4.3 for effect of notches on 
strength. 
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WOOD STRUCTURAL PANELS 


9.1 General 








9.1.1 Scope 


Chapter 9 applies to engineering design with the 
following wood structural panels: plywood, oriented 
strand board, and composite panels. Basic requirements 
are provided in this Specification. Design procedures 
and other information provided herein apply only to 
wood structural panels complying with the require- 
ments specified in this Chapter. 


9.1.2 Identification 


9.1.2.1 When design procedures and other infor- 
mation herein are used, the wood structural panel shall 
be identified for grade and glue type by the trademarks 
of an approved testing and grading agency. 

9.1.2.2 Wood structural panels shall be specified by 
span rating, nominal thickness, exposure rating, and 
grade. 


9.1.3 Definitions 
9.1.3.1 The term “wood structural panel” refers to a 


wood-based panel product bonded with a waterproof 
adhesive. Included under this designation are plywood, 


9.2 Reference Design Values 


oriented strand board (OSB) and composite panels. 
These panel products meet the requirements of USDOC 
PS 1 or PS 2 and are intended for structural use in resi- 
dential, commercial, and industrial applications. 

9.1.3.2 The term “composite panel” refers to a 
wood structural panel comprised of wood veneer and 
reconstituted wood-based material and bonded with 
waterproof adhesive. 

9.1.3.3 The term “oriented strand board” refers to a 
mat-formed wood structural panel comprised of thin 
rectangular wood strands arranged in cross-aligned lay- 
ers with surface layers normally arranged in the long 
panel direction and bonded with waterproof adhesive. 

9.1.3.4 The term “plywood” refers to a wood struc- 
tural panel comprised of plies of wood veneer arranged 
in cross-aligned layers. The plies are bonded with an 
adhesive that cures on application of heat and pressure. 


9.1.4 Service Conditions 


9.1.4.1 Reference design values reflect dry service 
conditions, where the moisture content in service is less 
than 16%, as in most covered structures. 





9.2.1 Panel Stiffness and Strength 


9.2.1.1 Reference panel stiffness and strength de- 
sign values (the product of material and section proper- 
ties) shall be obtained from an approved source. 

9.2.1.2 Due to the orthotropic nature of panels, ref- 
erence design values shall be provided for the primary 
and secondary strength axes. The appropriate reference 
design values shall be applied when designing for each 
panel orientation. When forces act at an angle to the 
principal axes of the panel, the capacity of the panel at 
the angle shall be calculated by adjusting the reference 
design values for the principal axes using principles of 
engineering mechanics. 


9.2.2 Strength and Elastic Properties 


Where required, strength and elastic parameters 
shall be calculated from reference strength and stiffness 
design values, respectively, on the basis of tabulated 


design section properties. 
So pyrin O R 


9.2.3 Design Thickness 


Nominal thickness shall be used in design calcula- 
tions. The relationships between span ratings and nom- 
inal thicknesses are provided with associated reference 
design values. 


9.2.4 Design Section Properties 


Design section properties shall be assigned on the 
basis of span rating or design thickness and are provid- 
ed on a per-foot-of-panel-width basis. 
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9.3 Adjustment of Reference Design Values 





9.3.1 General 9.3.3 Wet Service Factor, Cy, and 
Temperature Factor, C. 
Reference design values shall be multiplied by the 


adjustment factors specified in Table 9.3.1 to determine Reference design values for wood structural panels 
adjusted design values. are applicable to dry service conditions as specified in 
9.1.4 where Cy = 1.0 and C,= 1.0. When the service 

9.3.2 Load Duration Factor, Cp (ASD Only) conditions differ from the specified conditions, adjust- 
ments for high moisture and/or high temperature shall 

AII reference strength design values (FS, F,A, F,t,, be based on information from an approved source. 


F,(Ib/Q), F.A) shall be multiplied by load duration fac- 
tors, Cp, as specified in 2.3.2. 


Table 9.3.1 Applicability of Adjustment Factors for Wood 
Structural Panels 


ASD LRFD 
ASD and LRFD 
only only 





Load Duration Factor 
Wet Service Factor 
Temperature Factor 
Panel Size Factor 
Format Conversion Factor 
Resistance Factor 
Time Effect Factor 
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9.3.4 Panel Size Factor, C. 


Reference bending and tension design values (F,S 
and F,A) for wood structural panels are applicable to 
panels that are 24" or greater in width (i.e., dimension 
perpendicular to the applied stress). For panels less than 
24" in width, reference bending and tension design val- 
ues shall be multiplied by the panel size factor, C,, 
specified in Table 9.3.4. 








Table 9.3.4 Panel Size Factor, C. 
Panel Strip Width, w С, 
уу < 8" 0.5 
8" « w « 24" (8 + уу) / 32 
уу > 24" 1.0 


9.4 Design Considerations 





9.3.5 Format Conversion Factor, Kr (LRFD 
Only) 


For LRFD, reference design values shall be multi- 
plied by the format conversion factor, Kp, specified in 
Table 9.3.1. 


9.3.6 Resistance Factor, > (LRFD Only) 

For LRFD, reference design values shall be multi- 
plied by the resistance factor, ф, specified in Table 
9.3.1. 

9.3.7 Time Effect Factor, ) (LRFD Only) 
For LRFD, reference design values shall be multi- 


plied by the time effect factor, A, specified in Appendix 
N.3.3. 





9.4.1 Flatwise Bending 


Wood structural panels shall be designed for flex- 
ure by checking bending moment, shear, and deflection. 
Adjusted planar shear shall be used as the shear re- 
sistance in checking the shear for panels in flatwise 
bending. Appropriate beam equations shall be used 
with the design spans as defined below. 

(a) Bending moment-distance between center-line 

of supports. 

(b) Shear-clear span. 

(c) Deflection-clear span plus the support width 
factor. For 2" nominal and 4" nominal framing, 
the support width factor is equal to 0.25" and 
0.625", respectively. 


9.4.2 Tension in the Plane of the Panel 


When wood structural panels are loaded in axial 
tension, the orientation of the primary strength axis of 
the panel with respect to the direction of loading, shall 
be considered in determining adjusted tensile capacity. 


9.4.3 Compression in the Plane of the 
Panel 


When wood structural panels are loaded in axial 
compression, the orientation of the primary strength 
axis of the panel with respect to the direction of load- 
ing, shall be considered in determining the adjusted 
compressive capacity. In addition, panels shall be de- 
signed to prevent buckling. 


9.4.4 Planar (Rolling) Shear 


The adjusted planar (rolling) shear shall be used in 
design when the shear force is applied in the plane of 
wood structural panels. 


9.4.5 Through-the-Thickness Shear 


The adjusted through-the-thickness shear shall be 
used in design when the shear force is applied through- 
the-thickness of wood structural panels. 


9.4.6 Bearing 


The adjusted bearing design value of wood struc- 
tural panels shall be used in design when the load is 
applied perpendicular to the panel face. 
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CROSS-LAMINATED TIMBER 


10.1 General 








10.1.1 Application 


10.1.1.1 Chapter 10 applies to engineering design 
with performance-rated cross-laminated timber. 

10.1.1.2 Design procedures, reference design val- 
ues and other information provided herein apply only to 
performance-rated cross-laminated timber produced in 
accordance with ANSI/APA PRG-320. 


10.1.2 Definition 


Cross-Laminated Timber (CLT) — a prefabricated 
engineered wood product consisting of at least three 
layers of solid-sawn lumber or structural composite 
lumber where the adjacent layers are cross-oriented and 
bonded with structural adhesive to form a solid wood 
element. 


10.2 Reference Design Values 


10.1.3 Standard Dimensions 


10.1.3.1 The net thickness of a lamination for all 
layers at the time of gluing shall not be less than 5/8 
inch or more than 2 inches. 

10.1.3.2 The thickness of cross-laminated timber 
shall not exceed 20 inches. 


10.1.4 Specification 


All required reference design values shall be speci- 
fied in accordance with Section 10.2. 


10.1.5 Service Conditions 


Reference design values reflect dry service condi- 
tions, where the moisture content in service is less than 
16%, as in most covered structures. Cross-laminated 
timber shall not be used in higher moisture service con- 
ditions unless specifically permitted by the cross- 
laminated timber manufacturer. 





10.2.1 Reference Design Values 


Reference design values for cross-laminated timber 
shall be obtained from the cross-laminated timber man- 
ufacturer’s literature or code evaluation report. 


10.2.2 Design Section Properties 


Reference design values shall be used with design 
section properties provided by the cross-laminated tim- 


ber manufacturer based on the actual layup used in the 
manufacturing process. 


10.3 Adjustment of Reference Design Values 





10.3.1 General 


Reference design values: Fy(Sets), Fi(Aparattet), Fy(ty), 
F,(1b/Q) ctr, F(A parallel)» Е, (А), (ED app; and (ED) spp-min 
provided in 10.2 shall be multiplied by the adjustment 
factors specified in Table 10.3.1 to determine adjusted 
design values: F,(Serr)’, F(A paralel)’, ШЕ F,(Ib/Q) ce’, 
Е.(А раа)”, Е, (А), (ED, and (ED uin '- 


10.3.2 Load Duration Factor, Cp (ASD only) 


All reference design values except stiffness, (ED) app, 
(EDapp-mins Tolling shear, F,(Ib/Q)., and compression 
perpendicular to grain, F.,(A), shall be multiplied by 
load duration factors, Cp, as specified in 2.3.2. 
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Table 10.3.1 


Applicability of Adjustment Factors for Cross-Laminated 








Timber 
ASD LRFD 
ASD and LRFD 
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10.3.3 Wet Service Factor, Cu 


Reference design values for cross-laminated timber 
are applicable to dry service conditions as specified in 
10.1.5 where Cy = 1.0. When the service conditions 
differ from the specified conditions, adjustments for 
high moisture shall be in accordance with information 
provided by the cross-laminated timber manufacturer. 


10.3.4 Temperature Factor, С: 


When structural members will experience sustained 
exposure to elevated temperatures up to 150°F (see Ap- 
pendix C), reference design values shall be multiplied 
by the temperature factors, C, specified in 2.3.3. 


10.3.5 Curvature Factor, C. 


The design of curved cross-laminated timber is be- 
yond the scope of this standard. 





10.3.6 Beam Stability Factor, C, 


Reference bending design values, Fi(S,;), shall be 
multiplied by the beam stability factor, C;, specified in 
3.3.3. 


10.3.7 Column Stability Factor, Cp 


For cross-laminated timber loaded in-plane as a 
compression member, reference compression design 
values parallel to grain, Fo(Aparatie:), Shall be multiplied 
by the column stability factor, Cp, specified in 3.7. 


10.3.8 Bearing Area Factor, Cp 


Reference compression design values perpendicular 
to grain, F.\(A), shall be permitted to be multiplied by 
the bearing area factor, Cy, as specified in 3.10.4. 


10.3.9 Pressure-Preservative Treatment 


Reference design values apply to cross-laminated 
timber treated by an approved process and preservative 
(see Reference 30). Load duration factors greater than 
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CROSS-LAMINATED TIMBER 


1.6 shall not apply to structural members pressure- 
treated with water-borne preservatives. 


10.3.10 Format Conversion Factor, Kr (LRFD 
only) 


For LRFD, reference design values shall be multi- 
plied by the format conversion factor, Kp, specified in 
Table 10.3.1 


10.4 Special Design Considerations 





10.3.11 Resistance Factor, $ (LRFD only) 


For LRFD, reference design values shall be multi- 
plied by the resistance factor, $, specified in Table 
10.3.1. 


10.3.12 Time Effect Factor, ) (LRFD only) 


For LRFD, reference design values shall be multi- 
plied by the time effect factor, A, specified in Appendix 
N.3.3. 





10.4.1 Deflection 


10.4.1.1 Where reference design values for bending 
stiffness have not been adjusted to include the effects of 
shear deformation, the shear component of the total 
deflection of a cross-laminated timber element shall be 
determined in accordance with principles of engineer- 
ing mechanics. One method of designing for shear de- 
formation is to reduce the effective bending stiffness, 
ЕІ. Рог the effects of shear deformation which is a 
function of loading and support conditions, beam ge- 
ometry, span and the effective shear stiffness, GA cg. 
For the cases addressed in Table 10.4.1.1, the apparent 
bending stiffness, (EL), adjusted for shear defor- 
mation shall be calculated as follows: 


EI 
EN = — Ер (10.4-1) 
1+2. 
GA sel 
where: 


Elet = Effective bending stiffness of the CLT section, Ibs- 
in.2/ft of panel width 


Ks = Shear deformation adjustment factor 


GAert = Effective shear stiffness of the CLT section, Ibs/ft 
of panel width 


L = Span of the CLT section, in. 























Table 10.4.1.1 Shear Deformation 
Adjustment Factors, К- 

Loading End Fixity Ks 
` ТЕ Ріппеа 11.5 
Uniformly Distributed Fixed 576 
| е Ріппеа 14.4 
Line Load at midspan Fixed 576 
Line Load at quarter points Pinned 10.5 

Constant Moment Pinned 0 
Uniformly Distributed Cantilevered 4.8 
Line Load at free-end Cantilevered 3.6 
. Pinned 11.8 
Column Buckling Fixed 474 
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MECHANICAL CONNECTIONS 


11.1 General 








11.1.1 Scope 


11.1.1.1 Chapter 11 applies to the engineering de- 
sign of connections using bolts, lag screws, split ring 
connectors, shear plate connectors, drift bolts, drift 
pins, wood screws, nails, spikes, timber rivets, spike 
grids, or other fasteners in sawn lumber, structural 
glued laminated timber, timber poles, timber piles, 
structural composite lumber, prefabricated wood I- 
joists, wood structural panels, and cross-laminated tim- 
ber. Except where specifically limited herein, the provi- 
sions of Chapter 11 shall apply to all fastener types 
covered in Chapters 12, 13, and 14. 

11.1.1.2 The requirements of 3.1.3, 3.1.4, and 3.1.5 
shall be accounted for in the design of connections. 

11.1.1.3 Connection design provisions in Chapters 
11, 12, 13, and 14 shall not preclude the use of connec- 
tions where it is demonstrated by analysis based on 
generally recognized theory, full-scale or prototype 
loading tests, studies of model analogues or extensive 
experience in use that the connections will perform sat- 
isfactorily in their intended end uses (see 1.1.1.5). 


11.1.2 Stresses in Members at Connections 


Structural members shall be checked for load carry- 
ing capacity at connections in accordance with all ap- 
plicable provisions of this standard including 3.1.2, 
3.1.3, and 3.4.3.3. Local stresses in connections using 
multiple fasteners shall be checked in accordance with 
principles of engineering mechanics. One method for 
determining these stresses is provided in Appendix E. 


Figure 11A Eccentric Connections 


11.1.3 Eccentric Connections 


Eccentric connections that induce tension stress 
perpendicular to grain in the wood shall not be used 
unless appropriate engineering procedures or tests are 
employed in the design of such connections to insure 
that all applied loads will be safely carried by the mem- 
bers and connections. Connections similar to those in 
Figure 11A are examples of connections requiring ap- 
propriate engineering procedures or tests. 


11.1.4 Mixed Fastener Connections 


Methods of analysis and test data for establishing 
reference design values for connections made with 
more than one type of fastener have not been devel- 
oped. Reference design values and design value ad- 
justments for mixed fastener connections shall be based 
on tests or other analysis (see 1.1.1.3). 


11.1.5 Connection Fabrication 


Reference lateral design values for connections in 
Chapters 12, 13, and 14 are based on: 

(a) the assumption that the faces of the members 
are brought into contact when the fasteners are 
installed, and 

(b) allowance for member shrinkage due to sea- 
sonal variations in moisture content (see 
11.3.3). 





е), еҙ- eccentricity 
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11.2 Reference Design Values 





11.2.1 Single Fastener Connections 


11.2.1.1 Chapters 12, 13, and 14 contain tabulated 
reference design values and design provisions for calcu- 
lating reference design values for various types of sin- 
gle fastener connections. Reference design values for 
connections in a given species apply to all grades of 
that species unless otherwise indicated. Dowel-type 
fastener connection reference design values for one 
species of wood are also applicable to other species 
having the same or higher dowel bearing strength, F.. 

11.2.1.2 Design provisions and reference design 
values for dowel-type fastener connections such as 
bolts, lag screws, wood screws, nails, spikes, drift bolts, 
and drift pins are provided in Chapter 12. 

11.2.1.3 Design provisions and reference design 
values for split ring and shear plate connections are 
provided in Chapter 13. 

11.2.1.4 Design provisions and reference design 
values for timber rivet connections are provided in 
Chapter 14. 

11.2.1.5 Wood to wood connections involving 
spike grids for load transfer shall be designed in ac- 
cordance with principles of engineering mechanics (see 
Reference 50 for additional information). 


11.2.2 Multiple Fastener Connections 


Where a connection contains two or more fasteners 
of the same type and similar size, each of which exhib- 
its the same yield mode (see Appendix J), the total ad- 
justed design value for the connection shall be the sum 
of the adjusted design values for each individual fasten- 


er. Local stresses in connections using multiple fasten- 
ers shall be evaluated in accordance with principles of 
engineering mechanics (see 11.1.2). 


11.2.3 Design of Metal Parts 


Metal plates, hangers, fasteners, and other metal 
parts shall be designed in accordance with applicable 
metal design procedures to resist failure in tension, 
shear, bearing (metal on metal), bending, and buckling 
(see References 39, 40, and 41). When the capacity of a 
connection is controlled by metal strength rather than 
wood strength, metal strength shall not be multiplied by 
the adjustment factors in this Specification. In addition, 
metal strength shall not be increased by wind and 
earthquake factors if design loads have already been 
reduced by load combination factors (see Reference 5 
for additional information). 


11.2.4 Design of Concrete or Masonry Parts 


Concrete footers, walls, and other concrete or ma- 
sonry parts shall be designed in accordance with ac- 
cepted practices (see References 1 and 2). When the 
capacity of a connection is controlled by concrete or 
masonry strength rather than wood strength, concrete or 
masonry strength shall not be multiplied by the adjust- 
ment factors in this Specification. In addition, concrete 
or masonry strength shall not be increased by wind and 
earthquake factors if design loads have already been 
reduced by load combination factors (see Reference 5 
for additional information). 


11.3 Adjustment of Reference Design Values 





11.3.1 Applicability of Adjustment Factors 


Reference design values (Z, W, Wy) shall be multi- 
plied by all applicable adjustment factors to determine 
adjusted design values (Z', W', W'y). Table 11.3.1 spec- 
ifies the adjustment factors which apply to reference 
lateral design values (Z) and reference withdrawal de- 


sign values (W) for each fastener type, and reference 
fastener head pull-through design values (Wp) for fas- 
teners with round heads. The actual load applied to a 
connection shall not exceed the adjusted design value 
(Z', W', W'y) for the connection. 
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MECHANICAL CONNECTIONS 








Table 11.3.1 


Applicability of Adjustment Factors for Connections 





















































ASD LRFD 
ASD and LRFD 
Only Only 
Е 8 
2|£|2 * S s Ыы 2 | 5 | Б) ж) 
5 5 р 5| čj È ш 5 Е 8 = | RB s 
EM += = т рб з 2] 2 шуы 
E 2| 8| £g = | = | ® 8 ai alee 
5 = ё 8|9)% a 8 А E 5 = 
5 о S 5 ра 
а 
Ке | ф 
Lateral Loads 
Dowel-type Fasteners | 
(e.g. bolts, lag screws, wood screws, Z=Zx Cp См С С, Cy = Ceg - Са Са 3.32 0.65 X 
nails, spikes, drift bolts, & drift pins) 
Split Ring and Shear Plate P= Рх | Ср См С С, С, Са - Са - - 3.32 0.65 X 
Connectors О = Ох | С Cu С С, Сл Са - - - - 3.32 0.65 А 
| Р-Рх с, с - - - - с- - ИИ” 
Timber Rivets 0-Ох |6 См С - €) - > Gf =- - 3.32 0.65 ù 
Spike Grids 2-7х с, с - сл - - - - - њи 
Withdrawal Loads 
Nails, spikes, lag screws, _ 2 _ _ _ _ Қ 
wood screws, & drift pins У-Ух 8 с" С Са Co ЕЕС 
Pull-Through 
Fasteners with Round Heads Wy=Wyx| Cp См C - - - - - - - 3.32 0.65 А 








1. The load duration factor, Cp, shall not exceed 1.6 for connections (see 11.3.2). 
2. The wet service factor, Cy, shall not apply to toe-nails loaded in withdrawal (see 12.5.4.1). 
3. Specific information concerning geometry factors C4, penetration depth factors C4, end grain factors, C., metal side plate factors, C4, diaphragm factors, Cai, 


and toe-nail factors, Ci, is provided in Chapters 12, 13, and 14. 


4. The metal side plate factor, Cy, is only applied when rivet capacity (P,;, Q,) controls (see Chapter 14). 
5. The geometry factor, C4, is only applied when wood capacity, Qy, controls (see Chapter 14). 


11.3.2 Load Duration Factor, Cp (ASD Only) 


Reference design values shall be multiplied by the 
load duration factors, Cp < 1.6, specified in 2.3.2 and 
Appendix B, except when the capacity of the connec- 
tion is controlled by metal strength or strength of con- 
crete/masonry (see 11.2.3, 11.2.4, and Appendix B.3). 
The impact load duration factor shall not apply to con- 
nections. 


11.3.3 Wet Service Factor, Cm 


Reference design values are for connections in 
wood seasoned to a moisture content of 19% or less and 
used under continuously dry conditions, as in most cov- 
ered structures. For connections in wood that is unsea- 


soned or partially seasoned, or when connections are 
exposed to wet service conditions in use, reference de- 
sign values shall be multiplied by the wet service fac- 
tors, Cy, specified in Table 11.3.3. 


11.3.4 Temperature Factor, C. 


Reference design values shall be multiplied by the 
temperature factors, C, in Table 11.3.4 for connections 
that will experience sustained exposure to elevated 
temperatures up to 150?F (see Appendix C). 
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Table 11.3.3 Wet Service Factors, Cm, for Connections 


Moisture Content 





Fastener Type 
At Time of Fabrication См 


Split Ring and Shear 
Plate Connectors! 


Dowel-type Fasteners 
(e.g. bolts, lag screws, 
wood screws, nails, spikes, 
drift bolts, & drift pins) 


Timber Rivets 


Lag Screws & Wood 
Screws 


Nails & Spikes? 


Fasteners with Round 
Heads 











Lateral Loads 


Withdrawal Loads 


1.0 
0.7 


1.0 
0.25? 
0.25? 
1.0 


Pull-Through Loads 


1.0 
0.7 


1. For split ring or shear plate connectors, moisture content limitations apply to a depth of 3/4" below the surface ofthe wood. 
2. См = 0.7 for dowel-type fasteners with diameter, D, less than 1/4". 
См 7 1.0 for dowel-type fastener connections with: 


1) one fastener only, or 


2) two or more fasteners placed in a single row parallel to grain, or 
3) fasteners placed in two or more rows parallel to grain with separate splice plates for each row. 
3. For Roof Sheathing Ring Shank (RSRS) and Post-Frame Ring Shank (PF) nails, См=1.0. 


11.3.5 Fire Retardant Treatment 


Table 11.3.4 Temperature Factors, Ci, for 




















Connections : : : : 
Adjusted design values for connections in lumber 
Та-Бегиїсє С and structural glued laminated timber pressure-treated 
Moisture ( with fire retardant chemicals shall be obtained from the 
Conditions! T<100°F |100°F<T<125°F| 125°F<T<150°F company providing the treatment and redrying service 
Dry 19 0.8 07 (see 2.3.4). The impact load duration factor shall not 
Wet 10 07 05 apply to connections in wood pressure-treated with fire 

1. Wet and dry service conditions for connections are specified in 11.3.3. retardant chemicals (see Table 2.3.2). 
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MECHANICAL CONNECTIONS 


11.3.6 Group Action Factors, Cz 


11.3.6.1 Reference lateral design values for split 
ring connectors, shear plate connectors, or dowel-type 
fasteners with D < 1" ina row shall be multiplied by the 
following group action factor, Cy: 


C= m(1—m*") Ea (11.3-1) 
* n| (1-- Ram" )(. m) -1 «m? | 1-m 


where: 


Cg = 1.0 for dowel type fasteners with D « 1/4" 


n = number of fasteners in a row 


Е А E A 
Rz 7 the lesser of. ——- or ——- 
m m EA, 


modulus of elasticity of main member, psi 





Em 


Es 


modulus of elasticity of side members, psi 


Am = gross cross-sectional area of main member, 
in.2 


As = sum of gross cross-sectional areas of side 


members, in.2 


т = и-и? —1 


a 


u 1475 1,2. 
21Е,А, БА, 
s = center to center spacing between adjacent 
fasteners in a row, in. 


y = load/slip modulus for a connection, Ibs/in. 


= 500,000 Ibs/in. for 4" split ring or shear plate 
connectors 


= 400,000 Ibs/in. for 2-1/2" split ring or 
2-5/8" shear plate connectors 


= (180,000)(D15) for dowel-type fasteners in 
wood-to-wood connections 


= (270,000)(D15) for dowel-type fasteners in 
wood-to-metal connections 


D = diameter of dowel-type fastener, in. 





Group action factors for various connection geome- 
tries are provided in Tables 11.3.6A, 11.3.6B, 11.3.6C, 
and 11.3.6D. 

11.3.6.2 For determining group action factors, a 
row of fasteners is defined as any of the following: 

(a) Two or more split rings or shear plate connect- 
or units, as defined in 13.1.1, aligned with the 
direction of load. 

(b) Two or more dowel-type fasteners of the same 
diameter loaded in single or multiple shear and 
aligned with the direction of load. 

Where fasteners in adjacent rows are staggered and 
the distance between adjacent rows is less than 1/4 the 
distance between the closest fasteners in adjacent rows 
measured parallel to the rows, the adjacent rows shall 
be considered as one row for purposes of determining 
group action factors. For groups of fasteners having an 
even number of rows, this principle shall apply to each 
pair of rows. For groups of fasteners having an odd 
number of rows, the most conservative interpretation 
shall apply (see Figure 1 1B). 

11.3.6.3 Gross section areas shall be used, with no 
reductions for net section, when calculating A,, and A, 
for determining group action factors. When a member 
is loaded perpendicular to grain its equivalent cross- 
sectional area shall be the product of the thickness of 
the member and the overall width of the fastener group 
(see Figure 11B). Where only one row of fasteners is 
used, the width of the fastener group shall be the mini- 
mum parallel to grain spacing of the fasteners. 
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Figure 11B Group Action for Staggered Fasteners 





Consider as 1 row of 5 fasteners and 1 row of 3 fasteners 


11.3.7 Format Conversion Factor, Kr (LRFD 11.3.9 Time Effect Factor, ) (LRFD Only) 
Only) 
For LRFD, reference design values shall be multi- 
For LRFD, reference design values shall be multi- plied by the time effect factor, A, specified in Appendix 
plied by the format conversion factor, Kp, specified in N.3.3. 
Table 11.3.1. 


11.3.8 Resistance Factor, + (LRFD Only) 


For LRFD, reference design values shall be multi- 
plied by the resistance factor, $, specified in Table 
11.3.1. 
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MECHANICAL CONNECTIONS 





Table 11.3.6A Group Action Factors, Cz for Bolt or Lag Screw Connections with 
Wood Side Members2 





For D=1",s=4", E= 1,400,000 psi 





AJ Am Ag Number of fasteners in a row 
in? | 2 3 4 5 6 7 8 9 10 | 11 | 12 
0.5 5 0.98 | 0.92 | 0.84 | 0.75 | 0.68 | 0.61 | 0.55 | 0.50 | 0.45 | 0.41 | 0.38 


12 | 0.99 | 0.96 | 0.92 | 0.87 | 0.81 | 0.76 | 0.70 | 0.65 | 0.61 | 0.57 | 0.53 
20 | 0.99 | 0.98 | 0.95 | 0.91 | 0.87 | 0.83 | 0.78 | 0.74 | 0.70 | 0.66 | 0.62 
28 | 1.00 | 0.98 | 0.96 | 0.93 | 0.90 | 0.87 | 0.83 | 0.79 | 0.76 | 0.72 | 0.69 
40 | 1.00 | 0.99 | 0.97 | 0.95 | 0.93 | 0.90 | 0.87 | 0.84 | 0.81 | 0.78 | 0.75 
64 | 1.00 | 0.99 | 0.98 | 0.97 | 0.95 | 0.93 | 0.91 | 0.89 | 0.87 | 0.84 | 0.82 
1 5 1.00 | 0.97 | 0.91 | 0.85 | 0.78 | 0.71 | 0.64 | 0.59 | 0.54 | 0.49 | 0.45 
12 |1.00 |0.99 | 0.96 | 0.93 | 0.88 |0.84 | 0.79 | 0.74 | 0.70 | 0.65 | 0.61 
20 | 1.00 | 0.99 | 0.98 | 0.95 | 0.92 | 0.89 | 0.86 | 0.82 | 0.78 | 0.75 | 0.71 
28 | 1.00 | 0.99 | 0.98 | 0.97 | 0.94 | 0.92 | 0.89 | 0.86 | 0.83 | 0.80 | 0.77 
40 | 1.00 | 1.00 | 0.99 | 0.98 | 0.96 | 0.94 | 0.92 | 0.90 | 0.87 | 0.85 | 0.82 


64 | 1.00 | 1.00 | 0.99 | 0.98 | 0.97 | 0.96 | 0.95 | 0.93 | 0.91 | 0.90 | 0.88 


1. Where A,/A,, > 1.0, use Am/A; and use Am instead of Ag. 
2. Tabulated group action factors (C4) are conservative for D « 1", s « 4", or E > 1,400,000 psi. 









































Table 11.3.6B Group Action Factors, Cz for 4" Split Ring or Shear Plate Connectors 
with Wood Side Members? 


s = 9", E = 1,400,000 psi 








AJAn A, Number of fasteners in a row 
in? | 2 3 4 5 6 7 8 9 10 | 1 12 
0.5 5 0.90 | 0.73 | 0.59 | 0.48 | 041 |0.35 | 0.31 10.27 |0.25 |0.22 |0.20 


12 | 0.95 | 0.83 | 0.71 | 0.60 | 0.52 | 0.45 | 0.40 | 0.36 | 0.32 | 0.29 | 0.27 
20 | 0.97 | 0.88 | 0.78 | 0.69 | 0.60 | 0.53 | 0.47 | 0.43 | 0.39 | 0.35 | 0.32 
28 | 0.97 | 0.91 | 0.82 | 0.74 | 0.66 | 0.59 | 0.53 | 048 | 0.44 | 0.40 | 0.37 
40 | 0.98 | 0.93 | 0.86 | 0.79 | 0.72 | 0.65 | 0.59 | 0.54 | 0.49 | 0.45 | 0.42 
64 | 0.99 | 0.95 | 0.91 | 0.85 | 0.79 | 0.73 | 0.67 | 0.62 | 0.58 | 0.54 | 0.50 
1 5 1.00 | 0.87 | 0.72 | 0.59 | 0.50 | 0.43 | 0.38 | 0.34 | 0.30 | 0.28 | 0.25 
12 |1.00 0.93 | 0.83 | 0.72 | 0.63 | 0.55 | 0.48 | 0.43 | 0.39 | 0.36 | 0.33 
20 | 1.00 | 0.95 | 0.88 | 0.79 | 0.71 | 0.63 | 0.57 | 0.51 | 0.46 | 0.42 | 0.39 
28 | 1.00 | 0.97 | 0.91 | 0.83 | 0.76 | 0.69 | 0.62 | 0.57 | 0.52 | 0.47 | 0.44 
40 | 1.00 | 0.98 | 0.93 | 0.87 | 0.81 | 0.75 | 0.69 | 0.63 | 0.58 | 0.54 | 0.50 


64 | 1.00 | 0.98 | 0.95 | 0.91 | 0.87 | 0.82 | 0.77 | 0.72 | 0.67 | 0.62 | 0.58 


1. Where A,/A,, > 1.0, use A4/A, and use A, instead of A.. 
2. Tabulated group action factors (C,) are conservative for 2-1/2" split ring connectors, 2-5/8" shear plate connectors, s < 9", or E > 
1,400,000 psi. 
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Table 11.3.6C Group Action Factors, Cz Тог Bolt or Lag Screw Connections with Steel 
Side Plates: 


For D = 1", s = 4", Ewooa = 1,400,000 psi, Este = 30,000,000 psi 








An/Ag An Number of fasteners in a row 
in? | 2 3 4 5 6 7 8 9 10 | 11 | 12 
12 5 0.97 | 0.89 | 0.80 | 0.70 | 0.62 | 0.55 | 0.49 | 0.44 | 0.40 | 0.37 | 0.34 


0.98 | 0.93 | 0.85 | 0.77 | 0.70 | 0.63 | 0.57 | 0.52 | 0.47 | 0.43 | 0.40 
16 | 0.99 | 0.96 | 0.92 | 0.86 | 0.80 | 0.75 | 0.69 | 0.64 | 0.60 | 0.55 | 0.52 
24 | 0.99 | 0.97 | 0.94 | 0.90 | 0.85 | 0.81 | 0.76 | 0.71 | 0.67 | 0.63 | 0.59 
40 | 1.00 | 0.98 | 0.96 | 0.94 | 0.90 | 0.87 | 0.83 | 0.79 | 0.76 | 0.72 | 0.69 
64 | 1.00 | 0.99 | 0.98 | 0.96 | 0.94 | 0.91 | 0.88 | 0.86 | 0.83 | 0.80 | 0.77 
120 | 1.00 | 0.99 | 0.99 | 0.98 | 0.96 | 0.95 | 0.93 | 0.91 | 0.90 | 0.87 | 0.85 
200 | 1.00 | 1.00 | 0.99 | 0.99 | 0.98 | 0.97 | 0.96 | 0.95 | 0.93 | 0.92 | 0.90 
18 5 | 0.99 | 0.93 | 0.85 | 0.76 | 0.68 | 0.61 | 0.54 | 0.49 | 0.44 | 0.41 | 0.37 

8 | 0.99 | 0.95 | 0.90 | 0.83 | 0.75 | 0.69 | 0.62 | 0.57 | 0.52 | 0.48 | 0.44 
16 | 1.00 | 0.98 | 0.94 | 0.90 | 0.85 | 0.79 | 0.74 | 0.69 | 0.65 | 0.60 | 0.56 
24 | 1.00 | 0.98 | 0.96 | 0.93 | 0.89 | 0.85 | 0.80 | 0.76 | 0.72 | 0.68 | 0.64 
40 | 1.00 | 0.99 | 0.97 | 0.95 | 0.93 | 0.90 | 0.87 | 0.83 | 0.80 | 0.77 | 0.73 
64 | 1.00 | 0.99 | 0.98 | 0.97 | 0.95 | 0.93 | 0.91 | 0.89 | 0.86 | 0.83 | 0.81 
120 | 1.00 | 1.00 | 0.99 | 0.98 | 0.97 | 0.96 | 0.95 | 0.93 | 0.92 | 0.90 | 0.88 
200 | 1.00 | 1.00 | 0.99 | 0.99 | 0.98 | 0.98 | 0.97 | 0.96 | 0.95 | 0.94 | 0.92 
24 40 | 1.00 | 0.99 | 0.97 | 0.95 | 0.93 | 0.89 | 0.86 | 0.83 | 0.79 | 0.76 | 0.72 
64 | 1.00 | 0.99 | 0.98 | 0.97 | 0.95 | 0.93 | 0.91 | 0.88 | 0.85 | 0.83 | 0.80 
120 | 1.00 | 1.00 | 0.99 | 0.98 | 0.97 | 0.96 | 0.95 | 0.93 | 0.91 | 0.90 | 0.88 
200 | 1.00 | 1.00 | 0.99 | 0.99 | 0.98 | 0.98 | 0.97 | 0.96 | 0.95 | 0.93 | 0.92 
30 40 | 1.00 | 0.98 | 0.96 | 0.93 | 0.89 | 0.85 | 0.81 | 0.77 | 0.73 | 0.69 | 0.65 
64 | 1.00 | 0.99 | 0.97 | 0.95 | 0.93 | 0.90 | 0.87 | 0.83 | 0.80 | 0.77 | 0.73 
120 | 1.00 | 0.99 | 0.99 | 0.97 | 0.96 | 0.94 | 0.92 | 0.90 | 0.88 | 0.85 | 0.83 
200 | 1.00 | 1.00 | 0.99 | 0.98 | 0.97 | 0.96 | 0.95 | 0.94 | 0.92 | 0.90 | 0.89 
35 40 | 0.99 | 0.97 | 0.94 | 0.91 | 0.86 | 0.82 | 0.77 | 0.73 | 0.68 | 0.64 | 0.60 
64 | 1.00 | 0.98 | 0.96 | 0.94 | 0.91 | 0.87 | 0.84 | 0.80 | 0.76 | 0.73 | 0.69 
120 | 1.00 | 0.99 | 0.98 | 0.97 | 0.95 | 0.92 | 0.90 | 0.88 | 0.85 | 0.82 | 0.79 
200 | 1.00 | 0.99 | 0.99 | 0.98 | 0.97 | 0.95 | 0.94 | 0.92 | 0.90 | 0.88 | 0.86 
42 40 | 0.99 | 0.97 | 0.93 | 0.88 | 0.83 | 0.78 | 0.73 | 0.68 | 0.63 | 0.59 | 0.55 
64 | 0.99 | 0.98 | 0.95 | 0.92 | 0.88 | 0.84 | 0.80 | 0.76 | 0.72 | 0.68 | 0.64 
120 | 1.00 | 0.99 | 0.97 | 0.95 | 0.93 | 0.90 | 0.88 | 0.85 | 0.81 | 0.78 | 0.75 
200 | 1.00 | 0.99 | 0.98 | 0.97 | 0.96 | 0.94 | 0.92 | 0.90 | 0.88 | 0.85 | 0.83 
50 40 | 0.99 | 0.96 | 0.91 | 0.85 | 0.79 | 0.74 | 0.68 | 0.63 | 0.58 | 0.54 | 0.51 
64 | 0.99 | 0.97 | 0.94 | 0.90 | 0.85 | 0.81 | 0.76 | 0.72 | 0.67 | 0.63 | 0.59 
120 | 1.00 | 0.98 | 0.97 | 0.94 | 0.91 | 0.88 | 0.85 | 0.81 | 0.78 | 0.74 | 0.71 
200 | 1.00 | 0.99 | 0.98 | 0.96 | 0.95 | 0.92 | 0.90 | 0.87 | 0.85 | 0.82 | 0.79 


1. Tabulated group action factors (Cg) are conservative for D < 1" or s < 4". 
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Table 11.3.6D Group Action Factors, Cz for 4" Shear Plate Connectors with Steel 
Side Plates: 


s = 9", Ewoo = 1,400,000 psi, Estee = 30,000,000 psi 








An/Ag An Number of fasteners in a row 
in? | 2 3 4 5 6 7 8 9 10 | 11 | 12 
12 5 0.91 |0.75 | 0.60 | 0.50 | 0.42 10.36 10.31 | 0.28 | 0.25 | 0.23 | 0.21 


0.94 | 0.80 | 0.67 | 0.56 | 0.47 | 0.41 | 0.36 | 0.32 | 0.29 | 0.26 | 0.24 
16 | 0.96 | 0.87 | 0.76 | 0.66 | 0.58 | 0.51 | 0.45 | 0.40 | 0.37 | 0.33 | 0.31 
24 | 0.97 | 0.90 | 0.82 | 0.73 | 0.64 | 0.57 | 0.51 | 0.46 | 0.42 | 0.39 | 0.35 
40 | 0.98 | 0.94 | 0.87 | 0.80 | 0.73 | 0.66 | 0.60 | 0.55 | 0.50 | 0.46 | 0.43 
64 | 0.99 | 0.96 | 0.91 | 0.86 | 0.80 | 0.74 | 0.69 | 0.63 | 0.59 | 0.55 | 0.51 
120 | 0.99 | 0.98 | 0.95 | 0.91 | 0.87 | 0.83 | 0.79 | 0.74 | 0.70 | 0.66 | 0.63 
200 | 1.00 | 0.99 | 0.97 | 0.95 | 0.92 | 0.89 | 0.85 | 0.82 | 0.79 | 0.75 | 0.72 
18 5 10.97 | 0.83 | 0.68 | 0.56 | 0.47 | 0.41 | 0.36 | 0.32 | 0.28 | 0.26 | 0.24 

8 | 0.98 | 0.87 | 0.74 | 0.62 | 0.53 | 0.46 | 0.40 | 0.36 | 0.32 | 0.30 | 0.27 
16 | 0.99 | 0.92 | 0.82 | 0.73 | 0.64 | 0.56 | 0.50 | 045 | 0.41 | 0.37 | 0.34 
24 | 0.99 | 0.94 | 0.87 | 0.78 | 0.70 | 0.63 | 0.57 | 0.51 | 0.47 | 0.43 | 0.39 
40 | 0.99 | 0.96 | 0.91 | 0.85 | 0.78 | 0.72 | 0.66 | 0.60 | 0.55 | 0.51 | 0.47 
64 | 1.00 | 0.97 | 0.94 | 0.89 | 0.84 | 0.79 | 0.74 | 0.69 | 0.64 | 0.60 | 0.56 
120 | 1.00 | 0.99 | 0.97 | 0.94 | 0.90 | 0.87 | 0.83 | 0.79 | 0.75 | 0.71 | 0.67 
200 | 1.00 | 0.99 | 0.98 | 0.96 | 0.94 | 0.91 | 0.89 | 0.86 | 0.82 | 0.79 | 0.76 
24 40 | 1.00 | 0.96 | 0.91 | 0.84 | 0.77 | 0.71 | 0.65 | 0.59 | 0.54 | 0.50 | 0.46 
64 | 1.00 | 0.98 | 0.94 | 0.89 | 0.84 | 0.78 | 0.73 | 0.68 | 0.63 | 0.58 | 0.54 
120 | 1.00 | 0.99 | 0.96 | 0.94 | 0.90 | 0.86 | 0.82 | 0.78 | 0.74 | 0.70 | 0.66 
200 | 1.00 | 0.99 | 0.98 | 0.96 | 0.94 | 0.91 | 0.88 | 0.85 | 0.82 | 0.78 | 0.75 
30 40 | 0.99 | 0.93 | 0.86 | 0.78 | 0.70 | 0.63 | 0.57 | 0.52 | 0.47 | 0.43 | 0.40 
64 | 0.99 | 0.96 | 0.90 | 0.84 | 0.78 | 0.71 | 0.66 | 0.60 | 0.56 | 0.51 | 0.48 
120 | 0.99 | 0.98 | 0.94 | 0.90 | 0.86 | 0.81 | 0.76 | 0.71 | 0.67 | 0.63 | 0.59 
200 | 1.00 | 0.98 | 0.96 | 0.94 | 0.91 | 0.87 | 0.83 | 0.79 | 0.76 | 0.72 | 0.68 
35 40 | 0.98 | 0.91 | 0.83 | 0.74 | 0.66 | 0.59 | 0.53 | 0.48 | 0.43 | 0.40 | 0.36 
64 | 0.99 | 0.94 | 0.88 | 0.81 | 0.73 | 0.67 | 0.61 | 0.56 | 0.51 | 0.47 | 0.43 
120 | 0.99 | 0.97 | 0.93 | 0.88 | 0.82 | 0.77 | 0.72 | 0.67 | 0.62 | 0.58 | 0.54 
200 | 1.00 | 0.98 | 0.95 | 0.92 | 0.88 | 0.84 | 0.80 | 0.76 | 0.71 | 0.68 | 0.64 
42 40 | 0.97 | 0.88 | 0.79 | 0.69 | 0.61 | 0.54 | 0.48 | 0.43 | 0.39 | 0.36 | 0.33 
64 | 0.98 | 0.92 | 0.84 | 0.76 | 0.69 | 0.62 | 0.56 | 0.51 | 0.46 | 0.42 | 0.39 
120 | 0.99 | 0.95 | 0.90 | 0.85 | 0.78 | 0.72 | 0.67 | 0.62 | 0.57 | 0.53 | 0.49 
200 | 0.99 | 0.97 | 0.94 | 0.90 | 0.85 | 0.80 | 0.76 | 0.71 | 0.67 | 0.62 | 0.59 
50 40 | 0.95 | 0.86 | 0.75 | 0.65 | 0.56 | 0.49 | 0.44 | 0.39 | 0.35 | 0.32 | 0.30 
64 | 0.97 | 0.90 | 0.81 | 0.72 | 0.64 | 0.57 | 0.51 | 046 | 0.42 | 0.38 | 0.35 
120 | 0.98 | 0.94 | 0.88 | 0.81 | 0.74 | 0.68 | 0.62 | 0.57 | 0.52 | 0.48 | 0.45 
200 | 0.99 | 0.96 | 0.92 | 0.87 | 0.82 | 0.77 | 0.71 | 0.66 | 0.62 | 0.58 | 0.54 


1. Tabulated group action factors (Cg) are conservative for 2-5/8" shear plate connectors or s < 9". 
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12.1 General 








12.1.1 Scope 


Chapter 12 applies to the engineering design of 
connections using bolts, lag screws, wood screws, nails, 
spikes, drift bolts, drift pins, or other dowel-type fas- 
teners in sawn lumber, structural glued laminated tim- 
ber, timber poles, timber piles, structural composite 
lumber, prefabricated wood I-joists, wood structural 
panels, and cross-laminated timber. 


12.1.2 Terminology 


12.1.2.1 “Edge distance” is the distance from the 
edge of a member to the center of the nearest fastener, 
measured perpendicular to grain. When a member is 
loaded perpendicular to grain, the loaded edge shall be 
defined as the edge in the direction toward which the 
fastener is acting. The unloaded edge shall be defined 
as the edge opposite the loaded edge (see Figure 12G). 

12.1.2.2 “End distance” is the distance measured 
parallel to grain from the square-cut end of a member to 
the center of the nearest bolt (see Figure 12G). 

12.1.2.3 “Spacing” is the distance between centers 
of fasteners measured along a line joining their centers 
(see Figure 12G). 

12.1.2.4 A “row of fasteners” is defined as two or 
more fasteners aligned with the direction of load (see 
Figure 12G). 

12.1.2.5 End distance, edge distance, and spacing 
requirements herein are based on wood properties. 
Wood-to-metal and wood-to-concrete connections are 
subject to placement provisions as shown in 12.5.1, 
however, applicable end and edge distance and spacing 
requirements for metal and concrete, also apply (see 
11.2.3 and 11.2.4). 


12.1.3 Bolts 


12.1.3.1 Installation requirements apply to bolts meet- 
ing requirements of ANSI/ASME Standard B18.2.1. See 
Appendix Table L1 for standard hex bolt dimensions. 

12.1.3.2 Holes shall be a minimum of 1/32" to a 
maximum of 1/16" larger than the bolt diameter. Holes 
shall be accurately aligned in main members and side 
plates. Bolts shall not be forcibly driven. 

12.1.3.3 A standard cut washer (Appendix Table 
L6), or metal plate or metal strap of equal or greater 
dimensions shall be provided between the wood and the 
bolt head and between the wood and the nut. 


12.1.3.4 Edge distances, end distances, and fastener 
spacings shall not be less than the requirements in Ta- 
bles 12.5.1A through 12.5.1D. 


12.1.4 Lag Screws 


12.1.4.1 Installation requirements apply to lag 
screws meeting requirements of ANSI/ASME Standard 
B18.2.1. See Appendix Table L2 for standard hex lag 
screw dimensions. 

12.1.4.2 Lead holes for lag screws loaded laterally 

and in withdrawal shall be bored as follows to avoid 
splitting of the wood member during connection fabri- 
cation: 

(a) The clearance hole for the shank shall have the 
same diameter as the shank, and the same depth 
of penetration as the length of unthreaded 
shank. 

(b) The lead hole for the threaded portion shall 
have a diameter equal to 65% to 85% of the 
shank diameter in wood with G > 0.6, 60% to 
75% in wood with 0.5 < G < 0.6, and 40% to 
70% in wood with G < 0.5 (see Table 12.3.3A) 
and a length equal to at least the length of the 
threaded portion. The larger percentile in each 
range shall apply to lag screws of greater diam- 
eters. 

12.1.4.3 Lead holes or clearance holes shall not be 

required for 3/8" and smaller diameter lag screws load- 
ed primarily in withdrawal in wood with G < 0.5 (see 
Table 12.3.3A), provided that edge distances, end dis- 
tances, and spacing are sufficient to prevent unusual 
splitting. 

12.1.4.4 The threaded portion of the lag screw shall 

be inserted in its lead hole by turning with a wrench, 
not by driving with a hammer. 

12.1.4.5 No reduction to reference design values is 

anticipated if soap or other lubricant is used on the lag 
screw or in the lead holes to facilitate insertion and to 
prevent damage to the lag screw. 

12.1.4.6 The minimum length of lag screw penetra- 

tion, Pmin, Not including the length of the tapered tip, E, 
of the lag screw into the main member of single shear 
connections and the side members of double shear con- 
nections shall be 4D. 

12.1.4.7 Edge distances, end distances, and fastener 

spacings shall not be less than the requirements in Ta- 
bles 12.5.1A through 12.5.1E. 
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12.1.5 Wood Screws 


12.1.5.1 Installation requirements apply to wood 
screws meeting requirements of ANSI/ASME Standard 
B18.6.1. See Appendix Table L3 for standard wood 
screw dimensions. 

12.1.5.2 Lead holes for wood screws loaded in 

withdrawal shall have a diameter equal to approximate- 
ly 90% of the wood screw root diameter in wood with 
G > 0.6, and approximately 70% of the wood screw 
root diameter in wood with 0.5 < G < 0.6. Wood with G 
< 0.5 (see Table 12.3.3A) is not required to have a lead 
hole for insertion of wood screws. 

12.1.5.3 Lead holes for wood screws loaded lateral- 

ly shall be bored as follows: 

(a) For wood with G > 0.6 (see Table 12.3.3A), the 
part of the lead hole receiving the shank shall 
have about the same diameter as the shank, and 
that receiving the threaded portion shall have 
about the same diameter as the screw at the 
root of the thread (see Reference 8). 

(b) For G < 0.6 (see Table 12.3.3A), the part of the 
lead hole receiving the shank shall be about 7/8 
the diameter of the shank and that receiving the 
threaded portion shall be about 7/8 the diameter 
of the screw at the root of the thread (see Ref- 
erence 8). 

12.1.5.4 The wood screw shall be inserted in its 

lead hole by turning with a screw driver or other tool, 
not by driving with a hammer. 

12.1.5.5 No reduction to reference design values is 

anticipated if soap or other lubricant is used on the 
wood screw or in the lead holes to facilitate insertion 
and to prevent damage to the wood screw. 

12.1.5.6 The minimum length of wood screw pene- 

tration, pai, including the length of the tapered tip 
where part of the penetration into the main member for 
single shear connections and the side members for dou- 
ble shear connections shall be 6D. 

12.1.5.7 Edge distances, end distances, and fastener 

spacings shall be sufficient to prevent splitting of the 
wood. 


12.1.6 Nails and Spikes 


12.1.6.1 Installation requirements apply to common 
steel wire nails and spikes, box nails, sinker nails, Roof 
Sheathing Ring Shank nails, and Post-Frame Ring 
Shank nails meeting requirements in ASTM F1667. 
Nails and spikes used in engineered construction shall 
meet the Supplementary Requirements of ASTM F1667 
S1 Nail Bending Yield Strength. Nail specifications for 


engineered construction shall include the minimum 
lengths, head diameters, and shank diameters for the 
nails and spikes to be used. See Appendix Table L4 for 
standard common, box, and sinker nail dimensions, 
Appendix Table L5 for standard Post-Frame Ring 
Shank nail dimensions, and Appendix Table L6 for 
Roof Sheathing Ring Shank nail dimensions. 

12.1.6.2 Reference design values herein apply to 
nailed and spiked connections either with or without 
bored holes. When a bored hole is desired to prevent 
splitting of wood, the diameter of the bored hole shall 
not exceed 90% of the nail or spike diameter for wood 
with G > 0.6, nor 75% of the nail or spike diameter for 
wood with G < 0.6 (see Table 12.3.3A). 

12.1.6.3 Toe-nails shall be driven at an angle of ap- 
proximately 30° with the member and started approxi- 
mately 1/3 the length of the nail from the member end 
(see Figure 12A). 


Figure 12A 


Toe-Nail Connection 





12.1.6.4 The minimum length of nail or spike pene- 
tration, Pmin, Including the length of the tapered tip 
where part of the penetration into the main member for 
single shear connections and the side members of dou- 
ble shear connections shall be 6D. 


Exception: The minimum length of penetration, 
Pmin, need not be 6D for symmetric double shear 
connections where nails with diameter of 0.148" 
or smaller extend at least three diameters beyond 
the side member and are clinched, and side 
members are at least 3/8" thick. 


12.1.6.5 Edge distances, end distances, and fastener 
spacings shall be sufficient to prevent splitting of the 
wood. 
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12.1.7 Drift Bolts and Drift Pins 


12.1.7.1 Lead holes shall be drilled 0" to 1/32" 
smaller than the actual pin diameter. 

12.1.7.2 Additional penetration of pin into mem- 
bers shall be provided in lieu of the washer, head, and 
nut on a common bolt (see Reference 53 for additional 
information). 

12.1.7.3 Edge distances, end distances, and fastener 
spacings shall not be less than the requirements in Ta- 
bles 12.5.1A through 12.5.1D. 





12.1.8 Other Dowel-Type Fasteners 


Where fastener type or installation requirements 
vary from those specified in 12.1.3, 12.1.4, 12.1.5, 
12.1.6, and 12.1.7, provisions of 12.2 and 12.3 shall be 
permitted to be used in the determination of reference 
withdrawal and lateral design values, respectively, pro- 
vided allowance is made to account for such variation 
(see 11.1.1.3). Edge distances, end distances, and spac- 
ings shall be sufficient to prevent splitting of the wood. 


12.2 Reference Withdrawal Design Values 





12.2.1 Lag Screws 


12.2.1.1 The lag screw reference withdrawal design 
value, W, in Ibs/in. of thread penetration, for a single 
lag screw inserted in the side grain of a wood member, 
with the lag screw axis perpendicular to the wood fi- 
bers, shall be determined from Table 12.2A or Equation 
12.2-1, within the range of specific gravities, G, and lag 
screw diameters, D, given in Table 12.2A. Reference 
withdrawal design values, W, shall be multiplied by all 
applicable adjustment factors (see Table 11.3.1) to ob- 
tain adjusted withdrawal design values, W'. 


М = 1800 63/2р3/4 (12.2-1) 


12.2.1.2 For calculation of the fastener reference 
withdrawal design value in pounds, the unit reference 
withdrawal design value in lbs/in. of thread penetration 
from 12.2.1.1 shall be multiplied by the length of thread 
penetration, p, into a wood member, excluding the 
length of the tapered tip. 

12.2.1.3 Where lag screws are loaded in withdrawal 
from end grain, reference withdrawal design values, W, 
shall be multiplied by the end grain factor, Ceg = 0.75. 

12.2.1.4 Where lag screws are loaded in withdraw- 
al, the tensile strength of the lag screw at the net section 
(root diameter, D,) shall not be exceeded (see 11.2.3 
and Appendix Table L2). 

12.2.1.5 Where lag screws are loaded in withdrawal 
from the narrow edge of cross-laminated timber, the 
reference withdrawal value, W, shall be multiplied by 
the end grain factor, C.,-0.75, regardless of grain ori- 
entation. 


12.2.2 Wood Screws 
12.2.2.1 The wood screw reference withdrawal de- 


sign value, W, in lbs/in. of thread penetration, for a sin- 
gle wood screw (cut thread or rolled thread) inserted in 


the side grain of a wood member, with the wood screw 
axis perpendicular to the wood fibers, shall be deter- 
mined from Table 12.2B or Equation 12.2-2, within the 
range of specific gravities, G, and screw diameters, D, 
given in Table 12.2B. Reference withdrawal design 
values, W, shall be multiplied by all applicable adjust- 
ment factors (see Table 11.3.1) to obtain adjusted with- 
drawal design values, W'. 


W = 2850 G2D (12.2-2) 


12.2.2.2 For calculation of the fastener reference 
withdrawal design value in pounds, the unit reference 
withdrawal design value in lbs/in. of thread penetration 
from 12.2.2.1 shall be multiplied by the length of thread 
penetration, p; into the wood member. 

12.2.2.3 Wood screws shall not be loaded in with- 
drawal from end grain of wood (C.,-0.0). 

12.2.2.4 Wood screws shall not be loaded in with- 
drawal from end-grain of laminations in cross- 
laminated timber (C,,.=0.0). 

12.2.2.5 Where wood screws are loaded in with- 
drawal, the adjusted tensile strength of the wood screw 
at the net section (root diameter, D,) shall not be ex- 
ceeded (see 11.2.3 and Appendix Table L3). 


12.2.3 Nails and Spikes 


12.2.3.1 Smooth shank nails or spikes 

(a) The nail or spike reference withdrawal design 
value, W, in lbs/in. of penetration, for a smooth shank 
(bright or galvanized) carbon steel nail or spike driven 
into the side grain of a wood member, with the nail or 
spike axis perpendicular to the wood fibers, shall be de- 
termined from Table 12.2C or Equation 12.2-3, within 
the range of specific gravities, G, and nail or spike diam- 
eters, D, given in Table 12.2C. Reference withdrawal 
design values, W, shall be multiplied by all applicable 
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Table 12.2A Lag Screw Reference Withdrawal Values, W* 








Tabulated withdrawal design values (W) are in pounds per inch of thread penetration into side grain of wood member. 
Length of thread penetration in main member shall not include the length of the tapered tip (see 12.2.1.1). 





Specific 
Gravity, Lag Screw Diameter, D 
с: 1/4" 5/16" 3/8" 7/16" 1/2" 5/8" 3/4" 7/8" 1" 1-1/8" | 1-1/4" 
0.73 397 469 538 604 668 789 905 1016 1123 1226 1327 
0.71 381 450 516 579 640 ШЕП 868 974 1077 1176 1273 
0.68 357 422 484 543 600 709 813 913 1009 1103 1193 
0.67 349 413 473 531 587 694 796 893 987 1078 1167 
0.58 281 332 381 428 473 559 641 719 795 869 940 
0.55 260 307 352 395 437 516 592 664 734 802 868 
0.51 232 274 314 353 390 461 528 593 656 716 775 
0.50 225 266 305 342 378 447 513 576 636 695 752) 
0.49 218 258 296 332 367 434 498 559 617 674 730 
0.47 205 242 278 312 345 408 467 525 580 634 686 
0.46 199 235 269 302 334 395 453 508 562 613 664 
0.44 186 220 752 283 312 369 423 475 325 574 621 
0.43 179 212 243 273 302 357 409 459 508 554 600 
0.42 173 205 235 264 291 344 395 443 490 535 579 
0.41 167 198 226 254 281 332 381 428 473 516 559 
0.40 161 190 218 245 271 320 367 412 455 497 538 
0.39 155 183 210 236 261 308 353 397 438 479 518 
0.38 149 176 202 22] 251 296 340 381 422 461 498 
0.37 143 169 194 218 241 285 326 367 405 443 479 
0.36 137 163 186 209 231 273 313 352 389 425 460 
0.35 132 156 179 200 222 262 300 337 373 407 441 
0.31 110 130 149 167 185 218 250 281 31 339 367 



































1. Tabulated withdrawal design values, W, for lag screw connections shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
2. Specific gravity, G, shall be determined in accordance with Table 12.3.3A. 


adjustment factors (see Table 11.3.1) to obtain adjusted 
withdrawal design values, W'. 


№ = 1380 65/2 р (12.2-3) 


(6) Тһе nail or spike reference withdrawal design 
value, W, in Ibs/in. of penetration, for a smooth shank 
stainless steel nail or spike driven into the side grain of 
a wood member, with the nail or spike axis perpendicu- 
lar to the wood fibers, shall be determined from Table 
12.2D or Equation 12.2-4, within the range of specific 
gravities, G, and nail or spike diameters, D, given in 
Table 12.2D. Reference withdrawal design values, W, 
shall be multiplied by all applicable adjustment factors 
(see Table 11.3.1) to obtain adjusted withdrawal design 


values, W'. 
W = 465 63/2 р (12.2-4) 


(c) For calculation of the fastener reference with- 
drawal design value in pounds, the unit reference with- 


drawal design value in lbs/in. of fastener penetration 
from 12.2.3.1a or 12.2.3.1b shall be multiplied by the 
length of fastener penetration, p,, into the wood mem- 
ber. 

12.2.3.2 Deformed shank nails 

(a) The reference withdrawal design value, in 
Ibs/in. of ring shank penetration, for a Roof Sheathing 
Ring Shank nail or Post-Frame Ring Shank nail driven 
in the side grain of the main member, with the nail axis 
perpendicular to the wood fibers, shall be determined 
from Table 12.2E or Equation 12.2-5, within the range 
of specific gravities and nail diameters given in Table 
12.2E. Reference withdrawal design values, W, shall be 
multiplied by all applicable adjustment factors (see Ta- 
ble 11.3.1) to obtain adjusted withdrawal design values, 
үу". 


М = 1800 62 0 (12.2-5) 
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Table 12.2B Cut Thread or Rolled Thread Wood Screw Reference Withdrawal Design Values, W: 





Tabulated withdrawal design values, W, are in pounds per inch of thread penetration into side grain of wood 


member (see 12.2.2.1). 








Specific Wood Screw Number 

Gravity, 6 7 8 9 10 12 14 16 18 20 24 
G 
0.73 209 229 249 268 288 327 367 406 446 485 564 
0.71 198 216 235 254 272 310 347 384 421 459 533 
0.68 181 199 216 233 250 284 318 352 387 421 489 
0.67 176 193 209 226 243 276 309 342 379 409 475 
0.58 132 144 157 169 182 207 232 256 281 306 356 
0.55 119 130 141 152 163 186 208 231 253 279 320 
0.51 102 112 121 131 141 160 179 198 217 237 275 
0.50 98 107 117 126 135 154 IN 191 209 228 264 
0.49 94 103 112 121 130 147 165 183 201 2]9 254 
0.47 87 95 103 111 119 136 152 168 185 201 234 
0.46 83 91 99 107 114 130 146 161 177 193 224 
0.44 76 83 90 97 105 119 133 148 162 176 205 
0.43 73 79 86 93 100 114 127 141 155 168 196 
0.42 69 76 82 89 95 108 121 134 147 161 187 
0.41 66 72 78 85 91 103 116 128 141 153 178 
0.40 63 69 75 81 86 98 110 122 134 146 169 
0.39 60 65 71 77 82 93 105 116 127 138 161 
0.38 57 62 67 73 78 89 99 110 121 131 153 
0.37 54 59 64 69 74 84 94 104 114 125 145 
0.36 51 56 60 65 70 80 89 99 108 118 137 
0.35 48 53 57 62 66 75 84 93 102 111 130 
0.31 38 41 45 48 52 59 66 73 80 87 102 
































1. Tabulated withdrawal design values, W, for wood screw connections shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
2. Specific gravity, G, shall be determined in accordance with Table 12.3.3A. 


(b) For Roof Sheathing Ring Shank nails (Appen- 
dix Table L6) or Post-Frame Ring Shank nails (Appen- 
dix Table L5) that are uncoated carbon steel, reference 
withdrawal design values determined from Table 12.2E 
or Equation 12.2-5 shall be permitted to be multiplied 
by 1.25. 

(c) For calculation of the fastener reference with- 
drawal design value in pounds, the unit reference with- 
drawal design value in Ibs/in. of ring shank penetration 
from 12.2.3.2a or 12.2.3.2b shall be multiplied by the 
length of ring shank penetration, p, into the wood 
member. 

(d) For other deformed shank nails, reference with- 
drawal design values shall be permitted to be calculated 
in accordance with 12.2.3.1. 

12.2.3.3 Nails and spikes shall not be loaded in 
withdrawal from end grain of wood (C,..=0.0). 


12.2.3.4 Nails and spikes shall not be loaded in 
withdrawal from end-grain of laminations in cross- 
laminated timber (C..=0.0). 


12.2.4 Drift Bolts and Drift Pins 


Reference withdrawal design values, W, for con- 
nections using drift bolt and drift pin connections shall 
be determined in accordance with 11.1.1.3. 


12.2.5 Fastener Head Pull-Through 


12.2.5.1 For fasteners with round heads, the refer- 
ence pull-through design value, Wy, in pounds for 
wood side members shall be determined from Table 
12.2F or Equation 12.2-6, within the range of fastener 
head diameters, Dy, and net side member thicknesses, 
tis, given in Table 12.2F. Reference pull-through design 
values, Wy, shall be multiplied by all applicable ad- 
justment factors (see Table 11.3.1) to obtain adjusted 
pull-through design values, W'. 
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Table 12.2E Roof Sheathing Ring Shank Nail and Post-Frame Ring Shank Nail Reference 
Withdrawal Design Values, W12 








Tabulated withdrawal design values, W, are in pounds per inch of ring shank penetration into side grain of 
wood main member (see Appendix Table L5 and Table L6). 
































Roof Sheathing Ring Shank Nail Post-Frame Ring Shank Nail 
Specific Gravi ty, G Diameter, D (in.) Diameter, D (in.) 
0.113 0.120 0.131 0.135 0.148 0.177 0.200 0.207 

0.73 108 115 126 129 142 170 192 199 

0.71 103 109 119 122) 134 161 181 188 

0.68 94 100 109 112 123 147 166 172 

0.67 91 97 106 109 120 143 162 167 

0.58 68 73 79 82 90 107 121 125 

0.55 62 65 71 74 81 96 109 113 

0.51 53 56 61 63 69 83 94 97 

0.50 51 54 59 61 67 80 90 93 

0.49 49 52 57 58 64 76 86 89 

0.47 45 48 52 54 59 70 80 82 

0.46 43 46 50 51 56 67 76 79 

0.44 39 42 46 47 52 62 70 72 

0.43 38 40 44 45 49 59 67 69 

0.42 36 38 42 43 47 56 64 66 
0.41 34 36 40 41 45 54 61 63 S 
0.40 33 35 38 39 43 51 58 60 > 
0.39 31 33 36 37 41 48 55 57 ч. 
0.38 29 31 34 35 38 46 52; 54 4 
0.37 28 30 32 33 36 44 49 51 = 
0.36 26 28 31 31 35 41 47 48 m 
0.35 25 26 29 30 33 39 44 46 > 
0.31 20 21 23 23 26 31 35 36 б 
1. Tabulated withdrawal design values, W, for Roof Sheathing Ring Shank (RSRS) nails and Post-Frame Ring Shank (PF) nails shall be т 
multiplied by all applicable adjustment factors (see Table 11.3.1). т 
2. Tabulated reference withdrawal design values, W, are only applicable to Roof Sheathing Ring Shank (RSRS) nails or Post-Frame Ring m 


Shank (PF) nails meeting requirements of ASTM F1667. 
3. Specific gravity shall be determined in accordance with Table 12.3.3A. 
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үн = 690 х Он 621 for tns x 2.5Du (12.2-6a) Pull-through for other materials shall be determined 
Мн 07265 20:62: fortes 26 Dy (1226p) accordance wah TL LTS, 
Where: 


ma Du = perimeter for fasteners with round heads 


Du = fastener head diameter, in. 


G 


specific gravity of side member 


Table 12.2F Head Pull-Through, Wi: 





Tabulated pull-through design values, Wy, are in pounds. 





Net Side Member Thickness, tns Gin.) 
Side 
Member 
Specific Head 5/16 | 3/8 | 7/46 | 15/32 | 1/2 |19/32 | 5/8 | 23/32 | 3/4 1 [1-1/8 | 1-1/2 
Gravity’, | Diameter, Dy 
G Gn.) 
0.234 40 48 55 59 63 74 74 74 74 74 74 74 
0.250 42 51 59 64 68 80 85 85 85 85 85 85 
0.266 45 54 63 68 72 86 90 96 96 96 96 96 
0.281 48 57 67 71 76 90 95 107 107 107 107 107 
0.297 50 60 70 75 80 96 101 116 120 120 120 120 
0.50 0.312 53 63 74 79 85 100 106 122 127 132 132 132 
0.344 58 70 82 87 93 111 117 134 140 160 160 160 
0.375 64 76 89 9s 102 121 127 146 152 191 191 191 
0.406 69 83 96 103 110 131 138 158 165 220 223 223 
0.438 74 89 104 111 119 141 148 171 178 237 260 260 
0.469 79 95 111 119 127 151 159 183 191 254 286 298 
0.500 85 102 119 127 135 161 169 195 203 P 305 339 
0.234 28 34 39 42 45 52 52 52 52 52 52 52 
0.250 30 36 42 45 48 57 60 60 60 60 60 60 
0.266 32 38 44 48 51 60 64 68 68 68 68 68 
0.281 34 40 47 50 54 64 67 75 75 75 75 75 
0.297 35 43 50 53 57 67 71 82 84 84 84 84 
0.42 0.312 37 45 52 56 60 71 JS 86 89 93 93 93 
0.344 41 49 58 62 66 78 82 95 99 113 113 113 
0.375 45 54 63 67 72 85 90 103 108 134 134 134 
0.406 49 58 68 73 78 92 97 112 116 155 158 158 
0.438 52 63 73 79 84 99 105 120 126 167 183 183 
0.469 56 67 78 84 90 106 112 129 135 179 202 210 
0.500 60 72 84 90 96 114 119 137 143 191 215 239 









































1. Tabulated pull-through design values, Wy, shall be multiplied by all adjustment factors as applicable per Table 11.3.1. 
2. Specific gravity, G, shall be determined in accordance with Table 12.3.3A for lumber and Table 12.3.3B for panels. 
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12.3 Reference Lateral Design Values 





12.3.1 Yield Limit Equations 


Reference lateral design values, Z, for single shear 
and symmetric double shear connections using dowel- 
type fasteners shall be the minimum computed yield 
mode value using equations in Tables 12.3.1A and 
12.3.1B (see Figures 12B, 12C, and Appendix I) where: 

(a) the faces of the connected members are in contact; 

(b) the load acts perpendicular to the axis of the dowel; 

(c) edge distances, end distances, and spacing are not 
less than the requirements in 12.5; and 

(d) for lag screws, wood screws, and nails and spikes, 
the length of fastener penetration, p, into the main 
member of a single shear connection or the side 
member of a double shear connection is greater 
than or equal to pmin (See 12.1). 


Table 12.3.1A Yield Limit Equations 


12.3.2 Common Connection Conditions 


Reference lateral design values, Z, for connections 
with bolts (see Tables 12A through 121), lag screws 
(see Tables 12J and 12K), wood screws (see Tables 
12L and 12M), nails and spikes (see Tables 12N 
through 12R), and post-frame ring shank nails (see Ta- 
bles 12S and 12T), are calculated for common connec- 
tion conditions in accordance with yield mode equa- 
tions in Tables 12.3.1A and 12.3.1B. Tabulated refer- 
ence lateral design values, Z, shall be multiplied by ap- 
plicable Table footnotes to determine an adjusted lat- 
eral design value, Z'. 

















Yield Mode — Single Shear Double Shear 
z = P Ln Fen 12.3-1 z =P En Fon 12.3-7 
Li R, ( SEU ) R, ( .2- ) 
Dé, F.. 2D, F., 
I Z=—3 (12,3-2) а -- (12.3-8) 
5 Ra К, 
k DE, Fg 
П zZ=-+—_+ = (12.3-3) 
Ка 
ЖЫП, T 
Mn (1+2R,)R, 225 
к. рє. Е 2k, D €, F, 
Z = 3 5 ет Ж 7 = 3 s ет Е 
Ш, (238), (12.3-5) РЕЈА, (12.3-9) 
р? ZEE Әр? 2Е,Е 
=> Àz 12.3-6 2=—— |—* 12.3-10 
IV ЖЕТІ ( ) R, V3(1«R,) ) 
Notes: 
2 2 2.8 D  - diameter, in. (see 12.3.7) 
| Ha Fon CURE eR Ла Евр Fy, = dowel bending yield strength, psi 
" (1 +В) Rg = reduction term (see Table 12.3.1B) 
2 К, = FF. 
2F p (1 + 2R,)D R = 6,6 
саны ары ы ar £ ? ба = main member dowel bearing length, in. 
ib €, = side member dowel bearing length, in. 
жазғы) 2RQQ RD? Fem = main member dowel bearing strength, psi (see Table 
ks ect меа 12.3.3) 
Re зһ. Fe = side member dowel bearing strength, psi (see Table 


12.3.3) 
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Table 12.3.1B Reduction Term, Ra 


Reduction 
Fastener Size Yield Mode Term, Ry 
0.25"<D< 1" In I, 4 Ko 
П 3.6 Kg 
IIT, ITI, IV 3.2 Ko 
D<0.25" In» Is, L Me M IV Ky 
Notes: 
Кө - 1--0.25(0/90) 
© = maximum angle between the direction of load 


and the direction of grain (0 < Ө < 90 ) for any 
member in a connection 


D - diameter, in. (see 12.3.7) 
Kp = 22 for D < 0.17" 
Kp = 10D+0.5 for 0.17" « D « 0.25" 


1. For threaded fasteners where nominal diameter (see Appendix L) is greater 
than or equal to 0.25" and root diameter is less than 0.25", Ra = Kp Ko, 


12.3.3 Dowel Bearing Strength 


12.3.3.1 Dowel bearing strengths, F., for wood 
members other than wood structural panels and struc- 
tural composite lumber shall be determined from Ta- 
ble 12.3.3. 

12.3.3.2 Dowel bearing strengths, Fe, for dowel- 
type fasteners with D < 1/4" in wood structural panels 
shall be determined from Table 12.3.3B. 

12.3.3.3 Dowel bearing strengths, Fe, for structural 
composite lumber shall be determined from the manu- 
facturer’s literature or code evaluation report. 

12.3.3.4 Where dowel-type fasteners with D > 
1/4" are inserted into the end grain of the main mem- 
ber, with the fastener axis parallel to the wood fibers, 
F,, shall be used in the determination of the dowel 
bearing strength of the main member, Fn. 

12.3.3.5 Dowel bearing strengths, Fe, for dowel- 
type fasteners installed into the panel face of cross- 
laminated timber shall be based on the direction of 
loading with respect to the grain orientation of the 
cross-laminated timber ply at the shear plane. 

12.3.3.6 Where dowel-type fasteners are installed 
in the narrow edge of cross-laminated timber panels, 
the dowel bearing strength shall be F,, for D21/4" and 
F, for D«1/4". 





12.3.4 Dowel Bearing Strength at an Angle 
to Grain 


Where a member in a connection is loaded at an an- 
gle to grain, the dowel bearing strength, F., for the 
member shall be determined as follows (see Appendix J): 


FF 


ell eL 


Fo (12.3-11) 


= А2 2 
Е sin” 0+F,, cos” 0 
where: 


© = angle between the direction of load and the 
direction of grain (longitudinal axis of mem- 
ber) 


12.3.5 Dowel Bearing Length 


12.3.5.1 Dowel bearing length in the side member(s) 
and main member, €, and lm, shall be determined based 
on the length of dowel bearing perpendicular to the ap- 
plication of load. 

12.3.5.2 For cross-laminated timber where the di- 
rection of loading relative to the grain orientation at 
the shear plane is parallel to grain, the dowel bearing 
length in the perpendicular plies shall be reduced by 
multiplying the bearing length of those plies by the 
ratio of dowel bearing strength perpendicular to grain 
to dowel bearing strength parallel to grain (Fe, / Fej). 


Figure 12B Single Shear Bolted 

Connections 

D 
Ej 
t-6] 
Шай 

Figure 12C Double Shear Bolted 

Connections 
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12.3.5.3 For lag screws, wood screws, nails, 
spikes, and similar dowel-type fasteners, the dowel 
bearing length, €, or €m, shall not exceed the length of 
fastener penetration, p, into the wood member. Where 
p includes the length of a tapered tip, E, the dowel 
bearing length, €, or €m, shall not exceed p - E/2. 
(a) For lag screws, E is permitted to be taken from 
Appendix L, Table L2. 
(b) For wood screws, nails, and spikes, E is per- 
mitted to be taken as 2D. 


12.3.6 Dowel Bending Yield Strength 


12.3.6.1 The reference lateral design values, Z, for 
bolts, lag screws, wood screws, and nails are based on 
dowel bending yield strengths, F», provided in Tables 
12A through 12T. 

12.3.6.2 Dowel bending yield strengths, Fy, used 
in the determination of reference lateral design values, 
Z, shall be based on yield strength derived using the 


methods provided in ASTM F 1575 or the tensile yield 
strength derived using the procedures of ASTM F 606. 


12.3.7 Dowel Diameter 


12.3.7.1 Where used in Tables 12.3.1A and 
12.3.1B, the fastener diameter shall be taken as: 

(a) D for smooth shank nails and deformed shank 
nails in accordance with ASTM F1667, 

(b) D for unthreaded full-body diameter fasteners, 
and 

(c) D, for reduced body diameter fasteners or 
threaded fasteners except as provided in 12.3.7.2. 

12.3.7.2 For threaded full-body fasteners (see Ap- 
pendix L), D shall be permitted to be used in lieu of D, 
where the bearing length of the threads does not ex- 
ceed '4 of the full bearing length in the member hold- 
ing the threads. Alternatively, a more detailed analysis 
accounting for the moment and bearing resistance of 
the threaded portion of the fastener shall be permitted 
(see Appendix I). 
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DOWEL-TYPE FASTENERS 





Table 12.3.3 Dowel Bearing Strengths, F., for Dowel-Type Fasteners in Wood Members 












































Specific’ Dowel bearing strength in pounds per square inch (psi) 2 
Gravity, F, Fa Fe 

G 0<1/4" |1/4" <р <1" | р=1/4" р=5/16"  D-3/8"  D-7/6" D=1/⁄2"  D-5/8" р=3/4" р=7/8" р=1" 
0.73 7750 6900 6300 5850 5450 4900 4450 4150 3850 
0.72 7600 6800 6200 5750 5350 4800 4350 4050 3800 
0.71 7400 6650 6050 5600 5250 4700 4300 3950 3700 
0.70 7250 6500 5950 5500 5150 4600 4200 3900 3650 
0.69 7100 6350 5800 5400 5050 4500 4100 3800 3550 
0.68 6950 6250 5700 5250 4950 4400 4050 3750 3500 
0.67 6850 6100 5550 5150 4850 4300 3950 3650 3400 
0.66 6700 5950 5450 5050 4700 4200 3850 3550 3350 
0.65 6550 5850 5350 4950 4600 4150 3750 3500 3250 
0.64 6400 5700 5200 4850 4500 4050 3700 3400 3200 
0.63 6250 5600 5100 4700 4400 3950 3600 3350 3100 
0.62 6100 5450 5000 4600 4300 3850 3500 3250 3050 
0.61 5950 5350 4850 4500 4200 3750 3450 3200 3000 
0.60 5800 5200 4750 4400 4100 3700 3350 3100 2900 
0.59 5700 5100 4650 4300 4000 3600 3300 3050 2850 
0.58 5550 4950 4500 4200 3900 3500 3200 2950 2750 
0.57 5400 4850 4400 4100 3800 3400 3100 2900 2700 
0.56 5250 4700 4300 4000 3700 3350 3050 2800 2650 
0.55 5150 4600 4200 3900 3650 3250 2950 2750 2550 
0.54 5000 4450 4100 3750 3550 3150 2900 2650 2500 
0.53 4850 4350 3950 3650 3450 3050 2800 2600 2450 
0.52 4750 4250 3850 3550 3350 3000 2750 2550 2350 
0.51 4600 4100 3750 3450 3250 2900 2650 2450 2300 
0.50 4450 4000 3650 3400 3150 2800 2600 2400 2250 
0.49 4350 3900 3550 3300 3050 2750 2500 2300 2150 
0.48 4200 3750 3450 3200 3000 2650 2450 2250 2100 
0.47 4100 3650 3350 3100 2900 2600 2350 2200 2050 
0.46 3950 3550 3250 3000 2800 2500 2300 2100 2000 
0.45 3850 3450 3150 2900 2700 2400 2200 2050 1900 
0.44 3700 3300 3050 2800 2600 2350 2150 2000 1850 
0.43 3600 3200 2950 2700 2550 2250 2050 1900 1800 
0.42 3450 3100 2850 2600 2450 2200 2000 1850 1750 
0.41 3350 3000 2750 2550 2350 2100 1950 1800 1650 
0.40 3250 2900 2650 2450 2300 2050 1850 1750 1600 
0.39 3100 2800 2550 2350 2200 1950 1800 1650 1550 
0.38 3000 2700 2450 2250 2100 1900 1750 1600 1500 
0.37 2900 2600 2350 2200 2050 1850 1650 1550 1450 
0.36 2750 2500 2250 2100 1950 1750 1600 1500 1400 
0.35 2650 2400 2150 2000 1900 1700 1550 1400 1350 
0.34 2550 2300 2100 1950 1800 1600 1450 1350 1300 
0.33 2450 2200 2000 1850 1750 1550 1400 1300 1200 
0.32 2350 2100 1900 1750 1650 1500 1350 1250 1150 
0.31 2250 2000 1800 1700 1600 1400 1300 1200 1100 





1. Specific gravity, G, shall be determined in accordance with Table 12.3.3A. 
2. Fe = 11200G; Fe, = (61006!) / (D)°°; Fe for D < 1/4" = 16600 G!**; Tabulated values are rounded to the nearest 50 psi. 
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Table 12.3.3A Assigned Specific Gravities 











Specific! Specific! 
Species Combination Gravity, G Species Combinations of MSR and MEL Lumber Gravity, G 
Alaska Cedar 0.47 Douglas Fir-Larch 
Alaska Hemlock 0.46 E=1,900,000 psi and lower grades of MSR 0.50 
Alaska Spruce 0.41 E=2,000,000 psi grades of MSR 0.51 
Alaska Yellow Cedar 0.46 E=2,100,000 psi grades of MSR 0.52 
Aspen 0.39 E=2,200,000 psi grades of MSR 0.53 
Balsam Fir 0.36 E=2,300,000 psi grades of MSR 0.54 
Beech-Birch-Hickory 0.71 E=2,400,000 psi grades of MSR 0.55 
Coast Sitka Spruce 0.39 Douglas Fir-Larch (North) 
Cottonwood 0.41 E=1,900,000 psi and lower grades of MSR and MEL 0.49 
Douglas Fir-Larch 0.50 E=2,000,000 psi to 2,200,000 psi grades of MSR and MEL 0.53 
Douglas Fir-Larch (North) 0.49 E=2,300,000 psi and higher grades of MSR and MEL 0.57 
Douglas Fir-South 0.46 Douglas Fir-Larch (South) 
Eastern Hemlock 0.41 E=1,000,000 psi and higher grades of MSR 0.46 
Eastern Hemlock-Balsam Fir 0.36 Engelmann Spruce-Lodgepole Pine 
Eastern Hemlock-Tamarack 0.41 E=1,400,000 psi and lower grades of MSR 0.38 
Eastern Hemlock-Tamarack (North) 0.47 E=1,500,000 psi and higher grades of MSR 0.46 
Eastern Softwoods 0.36 Hem-Fir 
Eastern Spruce 0.41 E=1,500,000 psi and lower grades of MSR 0.43 
Eastern White Pine 0.36 E=1,600,000 psi grades of MSR 0.44 
Engelmann Spruce-Lodgepole Pine 0.38 E=1,700,000 psi grades of MSR 0.45 © 
Hem-Fir 0.43 E=1,800,000 psi grades of MSR 0.46 о 
Hem-Fir (North) 0.46 E=1,900,000 psi grades of MSR 0.47 = 
Mixed Maple 0.55 E=2,000,000 psi grades of MSR 0.48 Гг 
Mixed Oak 0.68 E=2,100,000 psi grades of MSR 0.49 2 
Mixed Southern Pine 0.51 E=2,200,000 psi grades of MSR 0.50 "9 
Mountain Hemlock 0.47 E=2,300,000 psi grades of MSR 0.51 = 
Northern Pine 0.42 E=2,400,000 psi grades of MSR 0.52 > 
Northern Red Oak 0.68 Hem-Fir (North) n 
Northern Species 0.35 E-1,000,000 psi and higher grades of MSR and MEL 0.46 т 
Northern White Cedar 0.31 Southern Pine g 
Ponderosa Pine 0.43 E=1,700,000 psi and lower grades of MSR and MEL 0.55 o 
Red Maple 0.58 E-1,800,000 psi and higher grades of MSR and MEL 0.57 
Red Oak 0.67 Spruce-Pine-Fir 
Red Pine 0.44 E-1,700,000 psi and lower grades of MSR and MEL 0.42 
Redwood 0.37 E-1,800,000 psi and 1,900,000 grades of MSR and MEL 0.46 
Sitka Spruce 0.43 E=2,000,000 psi and higher grades of MSR and MEL 9.50 
Southern Pine 0.55 Spruce-Pine-Fir (South) 
Spruce-Pine-Fir 0.42 E=1,100,000 psi and lower grades of MSR 0.36 
Spruce-Pine-Fir (South) 0.36 E-1,200,000 psi to1,900,000 psi grades of MSR 0.42 
Western Cedars 0.36 E=2,000,000 psi and higher grades of MSR 0.50 
Western Cedars (North) 035 Western Cedars 
Western Hemlock 0.47 E=1,000,000 psi and higher grades of MSR 0.36 
Western Hemlock (North) 0.46 Western Woods 
Western White Pine 0.40 E=1,000,000 psi and higher grades of MSR 0.36 
Western Woods 0.36 
White Oak 0.73 
Yellow Poplar 0.43 





1. Specific gravity, G, based on weight and volume when oven-dry. Different specific gravities, G, are possible for different grades of MSR and MEL lumber 
(see Table 4C, Footnote 2). 
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Table 12.3.3B Dowel Bearing Strengths for 
Wood Structural Panels 





Dowel Bearing 








Specific! Strength, F., in 
Wood Structural Gravity, pounds per square 
Panel G inch (psi) for 
D<1/4" 

Plywood 

Structural 1, Marine 0.50 4650 

Other Grades! 0.42 3350 
Oriented Strand Board 

All Grades 0.50 4650 


1. Use G = 0.42 when species of the plies is not known. When species of 
the plies is known, specific gravity listed for the actual species and the 
corresponding dowel bearing strength may be used, or the weighted 
average may be used for mixed species. 


12.3.8 Asymmetric Three Member 
Connections, Double Shear 


Reference lateral design values, Z, for asymmetric 
three member connections shall be the minimum com- 
puted yield mode value for symmetric double shear 
connections using the smaller dowel bearing length in 
the side member as €, and the minimum dowel diame- 
ter, D, occurring in either of the connection shear 
planes. 


12.3.9 Multiple Shear Connections 


For a connection with four or more members (see 
Figure 12D), each shear plane shall be evaluated as a 
single shear connection. The reference lateral design 
value, Z, for the connection shall be the lowest refer- 
ence lateral design value for any single shear plane, 
multiplied by the number of shear planes. 

Figure 12D Multiple Shear Bolted 
Connections 





12.3.10 Load at an Angle to Fastener Axis 


12.3.10.1 When the applied load in a single shear 
(two member) connection is at an angle (other than 90°) 
with the fastener axis, the fastener lengths in the two 
members shall be designated €, and €, (see Figure 
12E). The component of the load acting at 90° with the 
fastener axis shall not exceed the adjusted lateral design 
value, Z', for a connection in which two members at 
90° with the fastener axis have thicknesses t, = €, and tm 
= fm Ample bearing area shall be provided to resist the 
load component acting parallel to the fastener axis. 

12.3.10.2 For toe-nailed connections, the minimum 
of t, or L/3 shall be used for €, (see Figure 12A). 


12.3.11 Drift Bolts and Drift Pins 


Adjusted lateral design values, Z', for drift bolts and 
drift pins driven in the side grain of wood shall not exceed 
75% of the adjusted lateral design values for common 
bolts of the same diameter and length in main member. 


Figure 12E Shear Area for Bolted 


Connections 





Equivalent Shear Area 


Angled member connection 


Shear Area 





Parallel member connection 


Copyright © American Wood Council. Downloaded/printed pursuant to License Agreement. No reproduction or transfer authorized. 
AMERICAN WOOD COUNCIL 


NATIONAL DESIGN SPECIFICATION FOR WOOD CONSTRUCTION 


12.4 Combined Lateral and Withdrawal Loads 





12.4.1 Lag Screws and Wood Screws 


Where a lag screw or wood screw is subjected to 
combined lateral and withdrawal loading, as when the 
fastener is inserted perpendicular to the fiber and the 
load acts at an angle, a, to the wood surface (see Figure 
12F), the adjusted design value, Z,', shall be deter- 
mined as follows (see Appendix J): 


; (W'p)Z 


1 = Е (12.4-1) 
(Мр) соѕ2 а + 2' 5іп2 a 


where: 


a. = angle between the wood surface and the 
direction of applied load, degrees 


p = length of thread penetration into the main 
member, in. 


12.4.2 Nails and Spikes 


Where a nail or spike is subjected to combined lat- 
eral and withdrawal loading, as when the nail or spike 
is inserted perpendicular to the fiber and the load acts at 
an angle, a, to the wood surface, the adjusted design 
value, Z,', shall be determined as follows: 


, 


Za 


where: 


Figure 


н СЕВЕ (12.4-2) 
(Wp)cosa+Z sing 


a = angle between the wood surface and the 
direction of applied load, degrees 


p = length of fastener penetration into the main 
member, in. 


12F Combined Lateral and 
Withdrawal Loading 


12.5 Adjustment of Reference Design Values 





12.5.1 Geometry Factor, C, 


12.5.1.1 For dowel-type fasteners where D < 1/4", 
Сл= 1.0. 

12.5.1.2 Where D = 1/4" and the end distance or 
spacing provided for dowel-type fasteners is less than 
the minimum required for C4 — 1.0 for any condition in 
(a), (b), or (c), reference lateral design values, Z, shall 
be multiplied by the smallest applicable geometry fac- 
tor, C4, determined in (a), (b), or (c). The smallest ge- 
ometry factor for any fastener in a group shall apply to 
all fasteners in the group. For multiple shear connec- 
tions or for asymmetric three member connections, the 
smallest geometry factor, Ca, for any shear plane shall 
apply to all fasteners in the connection. 


(a) 


Сл = 


Where dowel-type fasteners are used and the 
actual end distance for parallel or perpendicular 
to grain loading is greater than or equal to the 
minimum end distance (see Table 12.5.1A) for 
C, = 0.5, but less than the minimum end dis- 
tance for C4, — 1.0, the geometry factor, Ca, 
shall be determined as follows: 


actual end distance 





minimum end distance for C, = 1.0 
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DOWEL-TYPE FASTENERS 


Figure 12G 





Bolted Connection Geometry 






Spacing between 
rows of bolts 


Edge distance 


Spacing between 
bolts in a row 


Parallel to grain loading in all wood members (2) 














Table 12.5.1A End Distance Requirements 
End Distances 
Minimumend Minimum end 
distance for distance for 
Direction of Loading Сл= 0.5 Сл= 1.0 
Perpendicular to Grain 2D 4D 
Parallel to Grain, 
Compression: 
(fastener bearing away 
from member end) 2D 4D 
Parallel to Grain, 
Tension: 
(fastener bearing to- 
ward member end) 
for softwoods 3.5D 7D 
for hardwoods 2.5D 5D 





(b) For loading at an angle to the fastener, where 
dowel-type fasteners are used, the minimum 
shear area for C4 — 1.0 shall be equivalent to 
the shear area for a parallel member connec- 
tion with minimum end distance for C4 — 1.0 
(see Table 12.5.1A and Figure 12E). The min- 
imum shear area for C4 — 0.5 shall be equiva- 
lent to '^ the minimum shear area for C, = 1.0. 
Where the actual shear area is greater than or 
equal to the minimum shear area for C, — 0.5, 
but less than the minimum shear area for C4 — 
1.0, the geometry factor, C4, shall be deter- 
mined as follows: 


actual shear area 
minimum shear area for C, = 1.0 





Сл = 







Spacing between 
bolts in a row 







Spacing between 
rows of bolts 





ige 
distance 


Perpendicular to grain loading in the side member 
and parallel to grain loading in the main member (Z. ) 


(c) Where the actual spacing between dowel-type 
fasteners in a row for parallel or perpendicular 
to grain loading is greater than or equal to the 
minimum spacing (see Table 12.5.1B), but 
less than the minimum spacing for C, = 1.0, 
the geometry factor, C4, shall be determined 
as follows: 


actual spacing 





MID minimum spacing for C, = 1.0 

12.5.1.3 Where D = 1/4", edge distance and spac- 
ing between rows of fasteners shall be in accordance 
with Table 12.5.1C and Table 12.5.1D and applicable 
requirements of 12.1. The perpendicular to grain dis- 
tance between the outermost fasteners shall not exceed 
5" (see Figure 12H) unless special detailing is provid- 
ed to accommodate cross-grain shrinkage of the wood 
member. For structural glued laminated timber mem- 
bers, the perpendicular to grain distance between the 
outermost fasteners shall not exceed the limits in Table 
12.5.1F, unless special detailing is provided to ac- 
commodate cross-grain shrinkage of the member. 

12.5.1.4 Where fasteners are installed in the nar- 
row edge of cross-laminated timber panels and D > 
1/4", end distances, edge distances, and fastener spac- 
ing in a row shall not be less than the minimum values 
in Table 12.5.1G. 


Table 12.5.1B Spacing Requirements for 
Fasteners in a Row 











Spacing 
Direction of Minimum Minimum spacing 
Loading spacing for C,=1.0 
Parallel to Grain 3D 4D 
Perpendicular to 3D Required spacing for 
Grain attached members 
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12.5.2 End Grain Factor, Ceg 


12.5.2.1 Where lag screws are loaded in with- 
drawal from end grain, the reference withdrawal de- 
sign values, W, shall be multiplied by the end grain 
factor, Ceg = 0.75. 

12.5.2.2 Where dowel-type fasteners are inserted 
in the end grain of the main member, with the fastener 
axis parallel to the wood fibers, reference lateral de- 
sign values, Z, shall be multiplied by the end grain 
factor, Ceg = 0.67. 

12.5.2.3 Where dowel-type fasteners with Dẹ1/4" 
are loaded laterally in the narrow edge of cross- 
laminated timber, the reference lateral design value, Z, 
shall be multiplied by the end grain factor, C..=0.67, 
regardless of grain orientation. 


Table 12.5.1C Edge Distance 
Requirements*? 





Direction of Loading 
Parallel to Grain: 
where €/D < 6 1.5D 
where €/D > 6 1.5D or % the spacing between 
rows, whichever is greater 


Minimum Edge Distance 





——— — — — À € 


о 
о 
= 
т 
T 
=| 
< 
"ü 
m 
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Perpendicular to Grain: 
loaded edge 4D 
unloaded edge 1.5D 


1. The €/D ratio used to determine the minimum edge distance shall be 
the lesser of: 
(a) length of fastener in wood main member/D = €,,/D 
(b) total length of fastener in wood side member(s)/D = €,/D 
2. Heavy or medium concentrated loads shall not be suspended below the 
neutral axis of a single sawn lumber or structural glued laminated tim- 
ber beam except where mechanical or equivalent reinforcement is 
provided to resist tension stresses perpendicular to grain (see 3.8.2 and 
11.1.3). 


Table 12.5.1D Spacing Requirements Between 


Rows! 





Direction of Loading Minimum Spacing 








Parallel to Grain 1.5D 
Perpendicular to Grain: 
where €/D < 2 2.5D 
where 2 « €/D <6 (56+ 100) /8 


where €/D >6 5D 


1. The €/D ratio used to determine the minimum edge distance shall be 


the lesser of: 
(a) length of fastener in wood main member/D = €;,/D 
(b) total length of fastener in wood side member(s)/D = €,/D 


12.5.3 Diaphragm Factor, Cui 


Where nails or spikes are used in diaphragm con- 
struction, reference lateral design values, Z, are per- 
mitted to be multiplied by the diaphragm factor, Cg = 
1.1. 


12.5.4 Toe-Nail Factor, Cin 


12.5.4.1 Reference withdrawal design values, W, 
for toe-nailed connections shall be multiplied by the 
toe-nail factor, C4, ^ 0.67. The wet service factor, Cy, 
shall not apply. 

12.5.4.2 Reference lateral design values, Z, for 
toe-nailed connections shall be multiplied by the toe- 
nail factor, Cm = 0.83. 


Table 12.5.1E Edge and End Distance and 
Spacing Requirements for Lag 
Screws Loaded in Withdrawal 
and Not Loaded Laterally 























Orientation Minimum Distance/Spacing 
Edge Distance 1.5D 
End Distance 4D 
Spacing 4D 
Table 12.5.1F Perpendicular to Grain 
Distance Requirements for 
Outermost Fasteners in 
Structural Glued Laminated 
Timber Members 
Maximum 
Distance 
Moisture Content Between 
Fastener At Time of In- Outer 
Type Fabrication Service Rows 
All Fasteners >16% <16% 5" 
Any >16% 5" 
Bolts <16% <16% 10" 
Lag Screws <16% <16% 6" 
Drift Pins <16% <16% 6" 
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Table 12.5.1G End Distance, Edge Distance 


and Fastener Spacing 
Requirements in Narrow Edge 
of Cross-Laminated Timber 


(see Figure 12T) 


Minimum 
Spacing 
Minimum | Minimum for 
End Edge Fasteners 


Direction of Loading Distance Distance in a Row 





Perpendicular to Plane 
of CLT 4D 





Parallel to Plane of 
CLT, Compression: 





4D 
(fastener bearing away 3D 4D 
from member end) 
Parallel to Plane of 
LT, Tension: (fas- 
CLT, Tension: (fas р 


tener bearing toward 


member end) 











Figure 12H 


Spacing Between Outer Rows 
of Bolts 








Figure 121 End Distance, Edge Distance 


and Fastener Spacing 
Requirements in Narrow Edge 
of Cross-Laminated Timber 


4D 


4D 


4D 





3D “3p 


Direction of loading perpendicular to the plane of CLT 


7D 





3D “3p 


Direction of loading parallel to the plane of CLT 
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12.6 Multiple Fasteners 





12.6.1 Symmetrically Staggered Fasteners 


Where a connection contains multiple fasteners, 
fasteners shall be staggered symmetrically in members 
loaded perpendicular to grain whenever possible (see 
11.3.6.2 for special design provisions where bolts, lag 
screws, or drift pins are staggered). 


12.6.2 Fasteners Loaded at an Angle to 
Grain 


When a multiple fastener connection is loaded at 
an angle to grain, the gravity axis of each member 
shall pass through the center of resistance of the group 
of fasteners to insure uniform stress in the main mem- 
ber and a uniform distribution of load to all fasteners. 


12.6.3 Local Stresses in Connections 


Local stresses in connections using multiple fas- 
teners shall be evaluated in accordance with principles 
of engineering mechanics (see 11.1.2). 
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DOWEL-TYPE FASTENERS 


Table 12A BOLTS: Reference Lateral Design Values, Z, for Single Shear 
(two member) Connections’? 


























for sawn lumber or SCL with both members of identical specific gravity 











Thickness 
5 5) g G=0.55 G=0.46 
5 Б 2 Б = Е G=0.67 Mixed Maple G=0.50 G=0.49 Douglas Fir(S) 
>>|0> ва Red Oak Southern Pine Douglas Fir-Larch Douglas Fir-Larch(N) Hem-Fir(N) 
tm ts Ы |2, 4. Zm 2, | 24 7і Zm 27. | Zu Zg 7а 2,1 | 2 4, 2, 2,13 Zg а 2 


іп. іп. іп. Ibs. Ibs. Ibs. Ibs. | Ibs. Ibs. Ibs. Ibs. | Ibs. Ibs. lbs. Ibs. | Ibs. Ibs. Ibs. Ibs. | Ibs. Ibs. Ibs. lbs 

1/2 | 650 420 420 330 530 330 330 250; 480 300 300 220) 470 290 290 210) 440 270 270 190 
5/8 | 810 500 500 370; 660 400 400 280) 600 360 360 240) 590 350 350 2401 560 320 320 220 
1-1/2 | 1-1/2 | 3/4 | 970 580 580 410; 800 460 460 3101 720 420 420 2701 710 400 400 2601 670 380 380 240 
7/8 | 1130 660 660 440; 930 520 520 330] 850 470 470 2901] 830 460 460 280) 780 420 420 250 
1 1290 740 740 470| 1060 580 580 350) 970 530 530 310} 950 510 510 300; 890 480 480 280 
1/2 | 760 490 490 390 620 390 390 290) 560 350 350 250; 550 340 340 250) 520 320 320 230 
5/8 | 940 590 590 430; 770 470 470 330) 700 420 420 280) 690 410 410 2801 650 380 380 250 
1-3/4 | 1-3/4] 3/4 | 1130 680 680 480} 930 540 540 360} 850 480 480 310) 830 470 470 3001 780 440 440 280 
7/8 | 1320 770 770 510 1080 610 610 390) 990 550 550 340) 970 530 530 320) 910 500 500 300 
1 1510 860 860 550| 1240 680 680 410) 1130 610 610 360) 1110 600 600 350| 1040 560 560 320 
1/2 | 770 480 540 440 660 400 420 350| 610 370 370 310| 610 360 360 300| 580 340 330 270 
5/8 | 1070 660 630 520| 930 560 490 390) 850 520 430 340) 830 520 420 3301 780 470 390 300 
2-1/2|1-1/2| 3/4 | 1360 890 720 570| 1120 660 560 430| 1020 590 500 380 1000 560 480 360} 940 520 450 330 
7/8 | 1590 960 800 620| 1300 720 620 470) 1190 630 550 410| 1170 600 540 390) 1090 550 500 360 
1 1820 1020 870 660| 1490 770 680 490) 1360 680 610 440| 1330 650 590 420| 1250 600 550 390 
1/2 | 770 480 560 440 660 400 470 360| 610 370 430 330| 610 360 420 320| 580 340 400 310 
5/8 | 1070 660 760 590| 940 560 620 500) 880 520 540 4601 870 520 530 4501 830 470 490 410 
1-1/2 | 3/4 | 1450 890 900 770| 1270 660 690 580| 1200 590 610 510| 1190 560 590 490| 1144 520 550 450 
7/8 | 1890 960 990 830| 1680 720 770 630| 1590 630 680 550| 1570 600 650 530| 1470 550 600 480 
1 2410 1020 1080 890|2010 770 830 670| 1830 680 740 590| 1790 650 710 560| 1680 600 660 520 
1/2 | 830 510 590 480 720 420 510 390| 670 380 470 350| 660 380 460 340| 620 360 440 320 
5/8 | 1160 680 820 620| 1000 580 640 520) 930 530 560 4601 920 530 550 4501 880 500 510 410 
3-1/2|1-3/4| 3/4 | 1530 900 940 780| 1330 770 720 580| 1250 680 640 520| 1240 660 620 500) 1190 600 580 460 
7/8 | 1970 1120 1040 840| 1730 840 810 640 1620 740 710 550| 15920 700 690 530 1490 640 640 490 
1 2480 1190 1130 900} 2030 890 880 670) 1850 790 780 590| 1820 750 760 570| 1700 700 700 530 
1/2 | 830 590 590 530 750 520 520 460| 720 490 490 430| 710 480 480 420| 690 460 460 410 
5/8 | 1290 880 880 780| 1170 780 780 650| 1120 700 700 560) 11104 690 690 550| 1070 650 650 500 
3-1/2 | 3/4 | 1860 1190 1190 950| 1690 960 960 1710| 1610 870 870 630 1600 850 850 600 1540 800 800 560 
718 | 2540 1410 1410 1030| 2170 1160 1160 780) 1970 1060 1060 680 1940 1040 1040 650 1810 980 980 590 
1 3020 1670 1670 1100| 2480 1360 1360 820| 2260 1230 1230 720|2210 1190 1190 690| 2070 1110 1110 640 
5/8 | 1070 660 760 590| 940 560 640 500| 880 520 590 460| 870 520 590 450| 830 470 560 430 
3/4 | 1450 890 990 780| 1270 660 850 660| 1200 590 790 590) 1190 560 780 560|1140 520 740 520 
7/8 | 1890 960 1260 960| 1680 720 1060 720) 1590 630 940 630| 1570 600 900 600) 1520 550 830 550 
1 2410 1020 1500 1020|2150 770 1140 770|2050 680 1010 680|2030 650 970 650| 1930 600 910 600 
5/8 | 1160 680 820 620| 1000 580 690 520| 930 530 630 470| 920 530 630 4701 880 500 590 440 
3/4 | 1530 900 1050 800| 1330 770 890 680| 1250 680 830 630| 17240 660 810 620| 1190 600 780 590 
7/8 | 1970 1120 1320 1020| 1730 840 1090 840| 1640 740 960 740| 1620 700 920 700| 1550 640 850 640 
1 2480 1190 1530 1190| 2200 890 1170 890| 2080 790 1040 790| 2060 750 1000 750| 1990 700 930 700 
5/8 | 1290 880 880 780|1170 780 780 680|1120 700 730 630|1110 690 720 620| 1070 650 690 580 
3/4 | 1860 1190 1240 1080| 1690 960 1090 850| 1610 870 1030 780| 1600 850 1010 750| 1540 800 970 710 
7/8 | 2540 1410 1640 1260) 2300 1160 1380 1000) 2190 1060 1230 870| 2170 1040 1190 840| 2060 980 1100 770 
1 3310 1670 1940 1420} 2870 1390 1520 1060| 2660 1290 1360 940] 2630 1260 1320 900] 2500 1210 1230 830 
5/8 | 1070 660 760 590; 940 560 640 500) 880 520 590 460) 870 520 590 4501 830 470 560 430 
1-1/2 3/4 | 1450 890 990 780| 1270 660 850 660| 1200 590 790 590|1190 560 780 560|1140 520 740 520 

7/8 | 1890 960 1260 960| 1680 720 1090 720| 1590 630 980 630| 1570 600 940 600) 1520 550 860 550 
5-1/2 1 2410 1020 1560 1020| 2150 770 1190 770| 2050 680 1060 680| 2030 650 1010 650| 1930 600 940 600 
5/8 | 1290 880 880 780| 1170 780 780 680) 1120 700 730 630) 11104 690 720 620} 1070 650 690 580 
3/4 | 1860 1190 1240 1080| 1690 960 1090 850) 1610 870 1030 780} 1600 850 1010 750} 1540 800 970 710 
7/8 | 2540 1410 1640 1260) 2300 1160 1410 1020) 2190 1060 1260 910) 2170 1040 1220 870] 2060 980 1130 790 
1 3310 1670 1980 1470 | 2870 1390 1550 1100| 2660 1290 1390 970] 2630 1260 1340 930] 2500 1210 1250 860 
5/8 | 1070 660 760 590; 940 560 640 500) 880 520 590 4601 870 520 590 4501 830 470 560 430 
1-1/2 3/4 | 1450 890 990 780| 1270 660 850 660| 1200 590 790 590|1190 560 780 560|1140 520 740 520 

7/8 | 1890 960 1260 960| 1680 720 1090 720) 1590 630 1010 630| 1570 600 990 600) 1520 550 950 550 
7-1/2 1 2410 1020 1560 1020|2150 770 1350 770| 2050 680 1270 680) 2030 650 1240 650| 1930 600 1190 600 
5/8 | 1290 880 880 780|1170 780 780 680| 1120 700 730 630|1110 690 720 620| 1070 650 690 580 
3/4 | 1860 1190 1240 1080| 1690 960 1090 850| 1610 870 1030 780| 1600 850 1010 750| 1540 800 970 710 
7/8 | 2540 1410 1640 1260| 2300 1160 1450 1020) 2190 1060 1360 930] 2170 1040 1340 900| 2060 980 1280 850 
1 3310 1670 2090 1470} 2870 1390 1830 1210) 2660 1290 1630 1110) 2630 1260 1570 1080) 2500 1210 1470 1030 




















1-1/2 





5-1/4 | 1-3/4 





3-1/2 








3-1/2 








3-1/2 























1. Tabulated lateral design values, Z, for bolted connections shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
2. Tabulated lateral design values, Z, are for “full-body diameter” bolts (see Appendix Table L1) with bolt bending yield strength, F,,, of 45,000 psi. 
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Table 12A BOLTS: Reference Lateral Design Values, Z, for Single Shear 
(Cont.) (two member) Connections*” 























for sawn lumber or SCL with both members of identical specific gravity 











Thickness G=0.36 
> - В Eastern Softwoods 
B 5 Ф Spruce-Pine-Fir(S), 
5 Б Ф Б = Б С=0.43 С=0.42 С=0.37 Western Cedars, G=0.35 
>>|о>|ао Hem-Fir Spruce-Pine-Fir Redwood Western Woods Northern Species 
tm ts D 7) Zs, 7а Z| 24 Za 7а 2. | Zn 25. Zm 2 | Zn 2, 2, 2 | 24 25 7ті 21 


in. in. in. | Ibs. Ibs. Ibs. lbs. | Ibs. Ibs. lbs. lbs. | Ibs. 165. lbs. lbs. | Ibs. lbs. lbs. Ibs. | Ibs. lbs. lbs. Ibs. 
1/2 | 410 250 250 180| 410 240 240 170| 360 210 210 140| 350 200 200 130| 340 200 200 130 
5/8 | 520 300 300 190| 510 290 290 190| 450 250 250 160| 440 240 240 150| 420 240 240 150 
1-1/2|1-1/2| 3/4 | 620 350 350 210| 610 340 340 210| 540 290 290 170| 520 280 280 170) 500 270 270 160 
7/8 | 720 390 390 230| 710 380 380 220| 630 330 330 190| 610 320 320 180| 590 310 310 170 
1 830 440 440 250| 810 430 430 240| 720 370 370 200| 700 360 360 190| 670 350 350 190 
1/2 | 480 290 290 210| 470 280 280 200| 420 250 250 170| 410 240 240 160| 390 230 230 150 
5/8 | 600 350 350 230| 590 340 340 220| 520 290 290 190| 510 280 280 180| 490 270 270 170 
1-3/4| 1-3/4] 3/4 | 720 400 400 250| 710 390 390 240| 630 340 340 200| 610 330 330 190) 590 320 320 190 
7/8 | 850 460 460 270| 830 450 450 260| 730 390 390 220| 710 380 380 210| 690 360 360 200 
1 970 510 510 290| 950 500 500 280| 840 430 430 230| 820 420 420 230| 790 410 410 220 
1/2 | 550 320 310 2501] 540 320 300 240] 500 290 250 200} 490 280 240 190} 470 280 240 180 
5/8 | 730 420 360 270| 710 410 350 270) 630 350 300 220) 610 330 290 210] 590 320 280 210 
2-1/2] 1-1/2} 3/4 | 870 460 410 300) 850 450 400 290) 750 370 340 240) 740 360 330 230) 710 350 320 230 
7/8 | 1020 500 450 320| 1000 490 440 310; 880 410 380 260; 860 390 370 250] 830 370 350 240 
1 |1160 540 500 350) 1140 530 490 340) 1010 440 420 280) 980 420 410 270| 940 410 390 260 
1/2 | 550 320 380 290} 540 320 370 280] 500 290 320 250} 490 280 300 250| 480 280 290 240 
5/8 | 790 420 440 370] 780 410 430 360) 720 350 370 300) 710 330 350 2901 700 320 340 280 
1-1/21 3/4 |1100 460 500 400/1080 450 480 390/1010 370 410 320) 990 360 400 310} 950 350 380 300 
7/8 |1370 500 550 430| 1340 490 540 420| 1180 410 460 350| 1160 390 440 340/1110 370 420 320 
1 |1570 540 600 470) 1530 530 590 460) 1350 440 500 380) 1320 420 480 370) 1270 410 470 350 
1/2 | 590 340 400 3001] 580 330 390 290} 530 300 330 260} 520 290 320 250} 510 280 310 250 
5/8 | 840 480 460 370] 820 470 450 360| 760 400 390 310| 740 380 370 290] 730 370 360 280 
3-1/2 | 1-3/4| 3/4 | 1130 540 520 4101120 530 510 400| 1030 430 430 330)1000 420 420 320} 970 410 410 310 
7/8 | 1390 580 580 440| 1360 570 570 430| 1200 470 480 360| 1170 460 470 350/1130 430 440 320 
1 |1590 630 640 480) 1550 610 630 460) 1370 510 530 380) 1340 490 520 370) 1290 470 500 360 
1/2 | 660 440 440 390] 660 430 430 380] 620 400 400 330} 610 390 390 310) 600 380 380 310 
5/8 | 1040 600 600 450| 1020 590 590 440| 960 520 520 370| 950 500 500 350| 930 490 490 340 
3-1/2| 3/4 | 1450 740 740 500| 1420 730 730 480| 1250 650 650 400| 1220 630 630 390 1180 620 620 370 
7/8 | 1690 910 910 540| 1660 890 890 520| 1460 770 770 440| 1430 750 750 420| 1370 720 720 390 
1 |1930 1030 1030 580) 1890 1000 1000 560) 1670 870 870 470) 1630 840 840 450| 1570 810 810 430 
5/8 | 790 420 530 410| 780 410 520 400| 720 350 470 350| 710 330 460 330] 700 320 450 320 
3/4 |1100 460 690 460| 1080 450 670 450| 1010 370 560 370| 990 360 540 360] 970 350 530 350 
7/8 | 1460 500 750 500| 1440 490 730 490| 1350 410 620 410| 1330 390 600 390 1280 370 560 370 
1 |1800 540 820 540) 1760 530 800 530) 1560 440 670 440) 1520 420 650 420| 1460 410 630 410 
5/8 | 840 480 560 410| 820 470 550 410| 760 400 500 370| 740 380 480 360] 730 370 470 350 
3/4 |1130 540 700 540| 1120 530 680 530| 1040 430 570 430| 1020 420 560 420| 1000 410 540 410 
7/8 | 1490 580 770 580| 1470 570 750 570| 1370 470 640 470| 1350 460 620 460| 1320 430 580 430 
1 |1910 630 850 630) 1890 610 820 610) 1760 510 690 510) 1740 490 670 490) 1700 470 650 470 
5/8 | 1040 600 660 530| 1020 590 650 520| 960 520 610 460| 950 500 590 440| 930 490 580 430 
3/4 | 1490 740 900 640| 1480 730 880 620| 1390 650 750 520| 1370 630 730 500 1330 620 710 480 
7/8 | 1950 920 1010 690| 1920 910 990 670 1740 820 850 560| 1710 800 830 550| 1660 770 780 510 
1 |2370 1140 1130 750 | 2330 1120 1100 730| 2120 1020 940 600) 2080 980 910 580| 2030 950 880 560 
5/8 | 790 420 530 410| 780 410 520 400| 720 350 470 350| 710 330 460 330| 700 320 450 320 
1-1/2 3/4 |1100 460 700 460|1080 450 690 450| 1010 370 580 370| 990 360 570 360| 970 350 550 350 

7/8 | 1460 500 780 500| 1440 490 760 490| 1350 410 650 410| 1330 390 630 390 1280 370 590 370 
5-1/2 1 |1800 540 860 540) 1760 530 830 530]1560 440 700 440) 1520 420 680 420|1460 410 650 410 
5/8 | 1040 600 660 530| 1020 590 650 520| 960 520 610 460| 950 500 590 440| 930 490 580 430 
3/4 | 1490 740 920 650| 1480 730 900 640| 1390 650 770 530| 1370 630 750 520| 1330 620 720 500 
7/8 | 1950 920 1030 720| 1920 910 1010 700| 1740 820 870 590| 1710 800 840 570 1660 770 800 530 
1 |2370 1140 1150 780] 2330 1120 1120 1760) 2120 1020 960 630) 2080 980 930 600) 2030 950 890 580 
5/8 | 790 420 530 410| 780 410 520 400| 720 350 470 350| 710 330 460 330| 700 320 450 320 
1-1/2 3/4 |1100 460 700 460|1080 450 690 450| 1010 370 630 370| 990 360 620 360| 970 350 600 350 

ТІ8 | 1460 500 900 500| 1440 490 890 490| 1350 410 810 410| 1330 390 800 390 1280 370 770 370 
7-1/2 1 |1800 540 1130 540) 1760 530 1110 530) 1560 440 920 440) 1520 420 890 420) 1460 410 860 410 
5/8 | 1040 600 660 530| 1020 590 650 520| 960 520 610 460| 950 500 590 440| 930 490 580 430 
3/4 | 1490 740 920 650| 1480 730 910 640| 1390 650 840 560| 1370 630 820 550| 1330 620 810 540 
7/8 | 1950 920 1210 790| 1920 910 1180 780| 1740 820 1010 700| 1710 800 980 680| 1660 770 920 650 
1 |2370 1140 1340 970] 2330 1120 1300 950 | 2120 1020 1100 820| 2080 980 1070 790| 2030 950 1030 760 


1. Tabulated lateral design values, Z, for bolted connections shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
2. Tabulated lateral design values, Z, are for “full-body diameter” bolts (see Appendix Table L1) with bolt bending yield strength, F,,, of 45,000 psi. 
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DOWEL-TYPE FASTENERS 








Table 12B BOLTS: Reference Lateral Design Values, Z, for Single Shear 
(two member) Connections’? 














for sawn lumber or SCL main member with 1/4" ASTM A 36 steel side plate 











Thickness = 
= Е Ф 
o o nom 
= ы — o0 © 
5 |5'|5 of 4 4 2) x Sree 8 
51818 с | р t | ig È 2248002 
Е E | É ~ Sc = a € 5 EOZ В 
Ф © | c ~ 5 0 = 5 о 5 о 9 о 5 {= со {= N d - 9 Фаст ю = 
= =| a oo оъ 2D Lo аш x ч Ө 9% 9Е9%9656 о Ф 
5 |25 | 783 $22 98 | а | 725| $8 | TE | 98 |78288 ТБ 
з 15| а Ow о5 оа оа сат Or On от |ойФЕЗ) О2 
“ ts D 74 2, 72 |2), 24| 7) 77| 24 2 |42 2,| 2 24 Z2 7,| 2 2, | 2, 
іп іп. in. | 165. Ibs. | Ibs. Ibs. | Ibs. Ibs. | 165. Ibs. | Ibs. Ibs. | Ibs. Ibs. | Ibs. Ibs. | lbs. Ibs. | lbs. lbs. | lbs. Ibs. 
1/2 | 730 420| 620 3501] 580 3101 580 3101 550 290) 520 280] 510 270} 470 240} 460 2401 450 230 
5/8 | 910 480! 780 400) 730 3601] 720 360} 690 340| 650 320) 640 320) 590 290) 580 280. 560 270 
1-1/2 | 1/4 | 3/4 | 1090 550} 940 450| 870 420) 860 410} 820 390) 780 360] 770 360! 710 320! 690 320! 680 310 


7/8 | 1270 60011090 51011020 470/1010 450| 960 430) 910 410) 900 400} 820 370} 810 360 790 350 
1 |1460 660) 1250 550) 1170 510| 1150 500| 1100 480) 1040 450) 1030 450| 940 400} 930 400) 900 390 
1/2 | 810 460) 690 370] 640 340) 630 330) 600 310| 570 290] 560 280) 510 250) 500 250| 490 240 
5/8 |1020 5201] 870 430) 800 390} 790 380} 750 3601 710 340) 700 330} 640 300} 630 290| 610 280 
1-3/4 | 1/4| 3/4 |1220 590/ 1040 480| 960 440| 950 430] 900 410) 860 3801 840 370| 770 330| 750 3301 730 320 
7/8 | 1420 650 1210 540| 1130 490| 1110 480| 1050 450| 1000 420) 980 420} 890 380| 880 370) 850 360 
1 |1630 1710) 1380 580) 1290 540| 1270 520| 1200 500) 1140 470) 1120 460| 1020 410| 1000 410) 980 400 
1/2 | 930 600) 860 470} 830 410) 820 400, 780 380| 740 350) 720 340) 650 300| 640 290| 620 280 
5/8 |1370 670| 1150 530| 1050 470| 1040 470} 980 430 920 400) 910 390} 810 340} 800 330| 770 320 
2-1/2 | 1/4 | 3/4 | 1640 750| 1370 590| 1270 530/1250 520| 1180 49011110 450/1090 440] 980 380, 960 370} 930 360 
7/8 |1910 820) 1600 650| 1480 590 1450 570| 1370 530 1290 490| 1270 480| 1140 420| 1120 410 1080 400 
1 |2190 880) 1830 700) 1690 640| 1660 620| 1570 580) 1480 540) 1450 530| 1300 460| 1280 450| 1240 440 
1/2 | 930 620| 860 550} 830 510) 820 510| 800 480] 770 450) 770 430| 720 370| 720 360| 710 350 
5/8 | 1370 860| 1260 690| 1210 610| 1200 600 1160 550 1130 500|1120 490| 1060 420| 1050 410} 1020 400 
3-1/2 | 1/4 | 3/4 |1900 990| 1740 760|1670 680|1660 660| 1580 610 1480 560 1450 540 1290 460|1260 450|1220 440 
7/8 | 2530 1070|2170 840| 1990 740 1950 710|1840 660 1720 610|1690 590|1510 510| 1480 500 1430 470 
1 |2980 1150| 2480 890) 2270 800) 2230 770) 2100 730| 1970 660) 1930 650) 1720 560| 1690 540| 1630 530 
5/8 |1370 860) 1260 760| 1210 710| 1200 700 1160 670 1130 640| 1120 630! 1060 580| 1050 560| 1030 540 
3/4 | 1900 1140| 1740 1000| 1670 940 1660 930| 1610 860 1560 770| 1550 760! 1460 640 1450 620| 1420 600 
7/8 |2530 1460] 2320 1190) 2220 1050} 2200 1010| 2140 920) 2070 840) 2050 820| 1940 700| 1920 680 1890 640 
1 |3260 1660| 2980 1270) 2860 1130| 2840 1080| 2750 1010) 2670 920) 2640 890) 2490 750| 2450 730) 2360 710 
5/8 | 1370 860| 1260 760) 1210 710| 1200 700| 1160 670 1130 640 1120 630| 1060 580| 1050 570| 1030 560 
3/4 | 1900 1140) 1740 1000| 1670 940 1660 930| 1610 890 1560 810) 1550 790 1460 660 1450 640 1420 620 
7/8 |2530 1460] 2320 1240) 2220 1090} 2200 1050| 2140 960| 2070 880| 2050 860| 1940 730| 1920 710 1890 660 
1 |3260 1730| 2980 1320| 2860 1170| 2840 1130| 2750 1050| 2670 950) 2640 930| 2490 780| 2470 760| 2420 740 
5/8 |1370 860) 1260 760|1210 710|1200 700|1160 670|1130 640| 1120 630|1060 580| 1050 570)1030 560 
3/4 | 1900 1140| 1740 1000| 1670 940| 1660 930|1610 890 1560 850| 1550 840|1460 760|1450 750|1420 740 
7/8 | 2530 1460| 2320 1280) 2220 1210/2200 1180} 2140 1130] 2070 1080) 2050 1070/1940 960| 1920 930 1890 870 
1 |3260 1820| 2980 1590| 2860 1500| 2840 1470| 2750 1400| 2670 1270| 2640 1230| 2490 1030| 2470 1000| 2420 960 
3/4 | 1900 1140| 1740 1000| 1670 940|1660 930| 1610 890 1560 850 1550 840| 1460 760| 1450 750| 1420 740 
9-1/2 | 1/4} 7/8 | 2530 1460) 2320 1280) 2220 1210) 2200 1180] 2140 1130) 2070 1080) 2050 1070) 1940 980 1920 970 1890 930 
1 |3260 1820| 2980 1590| 2860 1500| 2840 1470| 2750 1420| 2670 1350| 2640 1330| 2490 1220| 2470 1200| 2420 1180 
11-412| 1/4 7/8 |2530 1460| 2320 1280| 2220 1210| 2200 1180| 2140 1130 2070 1080| 2050 1070 | 1940 980| 1920 970 1890 930 

1 |3260 1820| 2980 1590| 2860 1500| 2840 1470| 2750 1420| 2670 1350| 2640 1330| 2490 1220| 2470 1200| 2420 1180 
13-1/2] 1/4| 1 |3260 1820 2980 1590] 2860 1500) 2840 1470] 2750 1420] 2670 1350] 2640 1330] 2490 1220] 2470 1200] 2420 1180 














5-1/4 | 1/4 





5-1/2 | 1/4 





7-1/2 | 1/4 















































1. Tabulated lateral design values, Z, for bolted connections shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
2. Tabulated lateral design values, Z, are for “full-body diameter” bolts (see Appendix Table L1) with bolt bending yield strength, F,,, of 45,000 psi and dowel bearing 
strength, F., of 87,000 psi for ASTM A36 steel. 
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Table 12D BOLTS: Reference Lateral Design Values, Z, for Single Shear 
(two member) Connections’? 








pem] 








for structural glued laminated timber main member with 1/4" ASTM A 36 steel side plate 














Thickness pe 
с o 
б жы rn 
6 тт iL ш 5 
Es E 2 = © i $8 
о б. „= = ~ 2 Ф 
Ее E Е == : È B 
2i 3,8 о 5 88 әзі qu 38 885 
= Ф = оз og с ФЕ SE © г ope 
© D О по "o "loo "no to "noc 
z D e 0 0 oa Oar Or On оо 
tm ts D Zi 2 24 2 Zu 21 21 Zi Zu 21 21 21 
іп іп іп. Ibs. lbs Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. 
1/2 - - 830 410 780 380 740 350 720 340 640 290 
5/8 - - 1050 470 980 430 920 400 910 390 800 330 
2-1/2 | 1/4 3/4 - - 1270 530 1180 490 1110 450 1090 440 960 370 
7/8 - - 1480 590 1370 530 1290 490 1270 480 1120 410 
1 - - 1690 640 1570 580 1480 540 1450 530 1280 450 
1/2 860 540 - - - - - - - - - - 


5/8 1260 610 - - - - - - А z = - 


7/8 1880 740 - - - - - - Е Е = 5 





1 2150 790| - : : : : А : : 2 2 
1/2 = : 830 490 800 440 770 410 770 400 720 330 
5/8 5 | 1210 550] 1160 500] 1110 460| 1090 450 960 380 
3-1/8| 1/4 | 3/4 = > 1540 620! 1420 560| 1340 510] 1310 500] 1150 420 
7/8 E = 1790 680| 1660 610| 1560 560| 1530 550] 1340 470 
1 = Е 2050 740| 1900 670] 1780 610| 1750 600| 1530 510 





5/8 1260 760 - - - - - - - - а i 
3/4 1740 1000 - - - - - - - z - = 








5 1/4 
7/8 2320 1140 - - - - - - - - - - 
1 2980 1210 - - - - - - - - - - 
5/8 - - 1210 710 1160 670 1130 640 1120 630 1050 550 
5-18! 1/4 3/4 - - 1670 940 1610 840 1560 760 1550 740 1450 610 
7/8 - - 2220 1020 2140 900 2070 830 2050 810 1920 670 
1 - - 2860 1100 2750 990 2670 900 2640 880 2390 720 
5/8 1260 760 1210 710 1160 670 1130 640 1120 630 1050 570 
6-34! 14 3/4 1740 1000 1670 940 1610 890 1560 850 1550 840 1450 750 


7/8 2320 1280 2220 1210 2140 1130 2070 1060 2050 1030 1920 850 
1 2980 1590 2860 1420 2750 1270 2670 1150 2640 1120 2470 910 
3/4 1740 1000 - - - - - - - - - = 
8-1/2 | 1/4 7/8 2320 1280 - - - - - - - - - = 












































1 2980 1590 - - - - - - - - - - 
3/4 - - 1670 940 1610 890 1560 850 1550 840 1450 750 
8-3/4 | 1/4 7/8 - - 2220 1210 2140 1130 2070 1080 2050 1070 1920 970 
1 - - 2860 1500 2750 1420 2670 1350 2640 1330 2470 1150 
10-1/2| 1/4 7/8 2320 1280 - - - - - - - - - - 
1 2980 1590 - - - - - - - - - - 
10-3/4| 1/4 7/8 - - 2220 1210 2140 1130 2070 1080 2050 1070 1920 970 
1 - - 2860 1500 2750 1420 2670 1350 2640 1330 2470 1200 
42-1/4| 1/4 7/8 - - 2220 1210 2140 1130 2070 1080 2050 1070 1920 970 
- - 2860 1500 2750 1420 2670 1350 2640 1330 2470 1200 
14-1/4| 1/4 1 - - 2860 1500 2750 1420 2670 1350 2640 1330 2470 1200 


1. Tabulated lateral design values, Z, for bolted connections shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
2. Tabulated lateral design values, Z, are for “full-body diameter” bolts (see Appendix Table L1) with bolt bending yield strength, Fy, of 45,000 psi and dowel 
bearing strength, F., of 87,000 psi for ASTM A36 steel. 
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Table 12Е 


NATIONAL DESIGN SPECIFICATION FOR WOOD CONSTRUCTION 


BOLTS: Reference Lateral Design Values, Z, for Single Shear 
(two member) Connections*??^ 


for sawn lumber or SCL to concrete 






































Thickness n 
= 
5 5 
2 5 5 9 2 5 5 Ф 
с a Ф о sen ian == 
2.5) Б Е x SE a 4 шы 
И 55 82 28 2$ EE 
ESS) S 5 Tg Tea ШЕ ШЕ 785 
wad o m Or O20 Oa oa oar 
tm ts D 21 2 21 2 21 21 21 21 21 21 
іп. іп. іп. lbs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. 
1/2 770 480 680 410 650 380 640 380 620 360 
5/8 1070 660 970 580 930 530 920 520 890 470 
1-1/2 3/4 1450 890 1330 660 1270 590 1260 560 1230 520 
7/8 1890 960 1750 720 1690 630 1680 600 1640 550 
1 2410 1020 2250 770 2100 680 2060 650 1930 600 
1/2 830 510 740 430 700 400 690 390 670 370 
5/8 1160 680 1030 600 980 550 970 550 940 530 
1-3/4 3/4 1530 900 1390 770 1330 680 1310 660 1270 600 
60 7/8 1970 1120 1800 840 1730 740 1720 700 1680 640 
an d 1 2480 1190 2290 890 2210 790 2200 750 2150 700 
greater 1/2 830 590 790 520 770 470 760 460 750 440 
5/8 1290 800 1230 670 1180 610 1170 610 1120 570 
2-1/2 3/4 1840 1000 1630 850 1540 800 1520 780 1460 750 
7/8 2290 1240 2050 1080 1940 1020 1920 1000 1860 920 
1 2800 1520 2530 1280 2410 1130 2390 1080 2310 1000 
1/2 830 590 790 540 770 510 760 500 750 490 
5/8 1290 880 1230 810 1200 730 1190 720 1170 670 
3-1/2 3/4 1860 1190 1770 980 1720 900 1720 880 1680 830 
7/8 2540 1410 2410 1190 2320 1100 2290 1070 2200 1020 
1 3310 1670 2970 1420 2800 1330 2770 1300 2660 1260 = 
= 
Thickness m 
80 Ф k 
= Sree 9 - 
E 5 т 5458 8 < 
z 3 8 2 HERE Я "U 
© SOZ Ф 
Е cf Б Е = 2. Ө 2 Ree Е т 
ggg 2 2 Ж 58 55 85858 98 mn 
285 8 | = i5 РЕ 13 Tens $5 » 
58885 а Or оф ow Ounss ог o 
- 
tm ts D 21 2 21 21 21 2, 21 2 21 2 т 
іп. іп. іп. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. < 
1/2 590 340 590 340 550 310 540 290 530 290 ш) 
5/8 860 420 850 410 810 350 800 330 780 320 o 
1-1/2 3/4 1200 460 1190 450 1130 370 1120 360 1100 350 
7/8 1580 500 1540 490 1360 410 1330 390 1280 370 
1 1800 540 1760 530 1560 440 1520 420 1460 410 
1/2 640 360 630 350 580 320 580 310 560 310 
5/8 910 490 900 480 840 400 830 380 810 370 
1-3/4 3/4 1230 540 1220 530 1160 430 1140 420 1120 410 
60 7/8 1630 580 1610 570 1540 470 1520 460 1490 430 
zn d 1 2090 630 2060 610 1820 510 1770 490 1710 470 
greater 1/2 730 410 730 400 700 360 690 340 680 340 
5/8 1070 540 1060 530 980 480 960 470 940 460 
2-1/2 3/4 1400 710 1380 700 1290 620 1270 600 1240 580 
7/8 1790 830 1770 810 1660 680 1640 660 1600 610 
1 2230 900 2210 880 2080 730 2060 700 2030 680 
1/2 730 470 730 470 700 430 690 410 690 400 
5/8 1140 620 1140 610 1090 550 1080 530 1070 520 
3-1/2 3/4 1650 780 1640 770 1540 680 1510 670 1470 660 
7/8 2100 960 2070 950 1910 870 1880 850 1840 820 
1 2550 1190 2520 1180 2340 1020 2310 980 2260 950 


1. Tabulated lateral design values, Z, for bolted connections shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 









































2. Tabulated lateral design values, Z, are for “full-body diameter” bolts (see Appendix Table L1) with bolt bending yield strength, 
Fy,, of 45,000 psi. 

3. Tabulated lateral design values, Z, are based on dowel bearing strength, F., of 7,500 psi for concrete with minimum f,'=2,500 psi. 

4. Six inch anchor embedment assumed. 


Copyright © American Wood Council. Downloaded/printed pursuant to License Agreement. No reproduction or transfer authorized. 
AMERICAN WOOD COUNCIL 


DOWEL-TYPE FASTENERS 








Table 12F BOLTS: Reference Lateral Design Values, Z, for Double Shear 
(three member) Connections?” 


























for sawn lumber or SCL with all members of identical specific gravity 











Thickness 
8| 8| $ G-0.55 G-0.46 
Б Б g 5 - Е С=0.67 Mixed Maple G=0.50 G=0.49 Douglas Fir(S) 
>>|о> аа Red Oak Southern Pine Douglas Fir-Larch Douglas Fir-Larch(N) Hem-Fir(N) 
tm ts D 21 2.1 “ті 2 2.1 Zn. 21 2.1 Zn. 21 2.1 2 21 2.1 “та 
іп іп. іп Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. 


1/2 1410 960 730) 1150 800 550] 1050 730 470| 1030 720 460 970 680 420 
5/8 1760 1310 810] 1440 1130 610] 1310 1040 530] 1290 1030 520} 1210 940 470 
1-1/2} 1-1/2] 3/4 2110 1690 890] 1730 1330 660; 1580 1170 590] 1550 1130 560} 1450 1040 520 
7/8 2460 1920 960| 2020 1440 720| 1840 1260 630, 1800 1210 600| 1690 1100 550 
1 2810 2040  1020| 2310 1530 770} 2100 1350 680| 2060 1290 650| 1930 1200 600 
1/2 1640 1030 850| 1350 850 640| 1230 770 550| 1200 750 530} 1130 710 490 
5/8 2050 1370 940| 1680 1160 710| 1530 1070 610| 1500 1060 600} 1410 1000 550 
1-3/4] 1-3/4] 3/4 2460 1810 1040} 2020 1550 770] 1840 1370 680; 1800 1310 660} 1690 1210 600 
7/8 2870 2240 1120| 2350 1680 840| 2140 1470 740) 2110 1410 700| 1970 1290 640 
1 3280 2380  1190| 2690 1790 890| 2450 1580 790| 2410 1510 750| 2250 1400 700 
1/2 1530 960 1120) 1320 800 910) 1230 730 790] 1210 720 760} 1160 680 700 
5/8 2150 1310 1340] 1870 1130 1020] 1760 1040 880] 1740 1030 860| 1660 940 780 
2-1/2} 1-1/2) 3/4 2890 1770 1480] 2550 1330 1110] 2400 1170 980; 2380 1130 940] 2280 1040 860 
7/8 3780 1920 1600] 3360 1440 1200] 3060 1260 1050 3010 1210 1010) 2820 1100 920 
1 4690 2040  1700| 3840 1530 1280| 3500 1350 1130) 3440 1290 1080| 3220 1200 1000 
1/2 1530 960 1120) 1320 800 940] 1230 730 860] 1210 720 850} 1160 680 810 
5/8 2150 1310 1510] 1870 1130 1290] 1760 1040 1190 1740 1030 1170] 1660 940 1090 
1-1/2| 3/4 2890 1770 1980} 2550 1330 1550] 2400 1170 1370 2380 1130 1310| 2280 1040 1210 
7/8 3780 1920 2240] 3360 1440 1680] 3180 1260 1470 3150 1210 1410) 3030 1100 1290 
1 4820 2040 2380| 4310 1530 1790| 4090 1350 1580| 4050 1290 1510| 3860 1200 1400 
1/2 1660 1030 1180] 1430 850 1030} 1330 770 940; 1310 750 920} 1250 710 870 
5/8 2310 1370 1630] 1990 1160 1380] 1860 1070 1230 1840 1060 1200] 1760 1000 1090 
3-1/2} 1-3/4) 3/4 3060 1810 2070} 2670 1550 1550] 2510 1370 1370 2480 1310 1310) 2370 1210 1210 
7/8 3940 2240 2240| 3470 1680 1680| 3270 1470 1470 3240 1410 1410) 3110 1290 1290 
1 4960 2380 2380) 4400 1790 1790| 4170 1580 1580) 4120 1510 1510] 3970 1400 1400 
1/2 1660 1180 1180] 1500 1040 1040) 1430 970 970| 1420 960 960} 1370 920 920 
5/8 2590 1770 1770] 2340 1560 1420) 2240 1410 1230 2220 1390 1200) 2150 1290 1090 
3-1/2] 3/4 3730 2380 2070} 3380 1910 1550} 3220 1750 1370 3190 1700 1310] 3090 1610 1210 
7/8 5080 2820 2240| 4600 2330 1680 4290 2130 1470 4210 2070 1410) 3940 1960 1290 
1 6560 3340 2380) 5380 2780 1790) 4900 2580 1580) 4810 2520 1510) 4510 2410 1400 
5/8 2150 1310 1510] 1870 1130 1290] 1760 1040 1190 1740 1030 1170] 1660 940 1110 
3/4 2890 1770 1980} 2550 1330 1690] 2400 1170 1580 2380 1130 1550; 2280 1040 1480 





























1 7/8 3780 1920 2520] 3360 1440 2170] 3180 1260 2030 3150 1210 1990) 3030 1100 1900 

1 4820 2040 3120| 4310 1530 2680| 4090 1350 2360) 4050 1290 2260) 3860 1200 2100 

5/8 2310 1370 1630] 1990 1160 1380] 1860 1070 1270 1840 1060 1250] 1760 1000 1180 

5-1/4| 1-3/4 3/4 3060 1810 2110} 2670 1550 1790] 2510 1370 1660 2480 1310 1630] 2370 1210 1550 
7 7 7/8 3940 2240 2640] 3470 1680 2260] 3270 1470 2100 3240 1410 2060) 3110 1290 1930 
1 4960 2380 3240| 4400 1790 2680| 4170 1580 2360) 4120 1510 2260| 3970 1400 2100 

5/8 2590 1770 1770] 2340 1560 1560] 2240 1410 1460 2220 1390 1450| 2150 1290 1390 

3-4/2 3/4 3730 2380 2480] 3380 1910 2180] 3220 1750 2050 3190 1700 1970] 3090 1610 1810 

7/8 5080 2820 3290| 4600 2330 2530) 4390 2130 2210 4350 2070 2110) 4130 1960 1930 

1 6630 3340 3570) 5740 2780 2680) 5330 2580 2360| 5250 2520 2260) 4990 2410 2100 

5/8 2150 1310 1510] 1870 1130 1290| 1760 1040 1190 1740 1030 1170] 1660 940 1110 

1-1/2 3/4 2890 1770 1980} 2550 1330 1690] 2400 1170 1580 2380 1130 1550| 2280 1040 1480 


7/8 3780 1920 2520] 3360 1440 2170] 3180 1260 2030 3150 1210 1990) 3030 1100 1900 
5-1/2 1 4820 2040 3120| 4310 1530 2700| 4090 1350 2480) 4050 1290 2370| 3860 1200 2200 
5/8 2590 1770 1770] 2340 1560 1560] 2240 1410 1460 2220 1390 1450) 2150 1290 1390 
3/4 3730 2380 2480} 3380 1910 2180} 3220 1750 2050 3190 1700 2020; 3090 1610 1900 








Sons 7/8 5080 2820 3290| 4600 2330 2650) 4390 2130 2310 4350 2070 2210) 4130 1960 2020 
1 6630 3340 93740) 5740 2780 28101 5330 2580 2480) 5250 2520 2370) 4990 2410 2200 
5/8 2150 1310 1510] 1870 1130 1290] 1760 1040 1190 1740 1030 1170] 1660 940 1110 
1-1/2 3/4 2890 1770 1980} 2550 1330 1690] 2400 1170 1580 2380 1130 1550| 2280 1040 1480 


7/8 3780 1920 2520) 3360 1440 21701] 3180 1260 2030 3150 1210 1990) 3030 1100 1900 
7-1/2 1 4820 2040 3120| 4310 1530 2700| 4090 1350 2530) 4050 1290 2480| 3860 1200 2390 
5/8 2590 1770 1770] 2340 1560 1560] 2240 1410 1460 2220 1390 1450| 2150 1290 1390 
3/4 3730 2380 2480] 3380 1910 2180] 3220 1750 2050 3190 1700 2020] 3090 1610 1940 
7/8 5080 2820 3290] 4600 2330 2890) 4390 2130 2720 4350 2070 2670) 4130 1960 2560 
1 6630 3340 4190) 5740 2780 3680} 5330 2580 3380 5250 2520 3230| 4990 2410 3000 





3-1/2 























1. Tabulated lateral design values, Z, for bolted connections shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
2. Tabulated lateral design values, Z, are for “full-body diameter” bolts (see Appendix Table L1) with bolt bending yield strength, F,,, of 
45,000 psi. 
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Table 12F BOLTS: Reference Lateral Design Values, Z, for Double Shear 
(Cont.) (three member) Connections*? 


























for sawn lumber or SCL with all members of identical specific gravity 











Thickness G-0.36 
us = 5 Eastern Softwoods 
5 5 Ф Spruce-Pine-Fir(S) 
= Б ® Б = В G=0.43 G=0.42 G=0.37 Western Cedars G=0.35 
== фФф>=јта Hem-Fir Spruce-Pine-Fir Redwood Western Woods Northern Species 
tm ts D Zu 2-1 2 21 2.1 “ті Zu 2.1 2 21 2.1 “та Zu 2.1 [^ 
in. in. in. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. 


1/2 900 650 380| 880 640 270 780 580 210 760 560 290) 730 550 290 
5/8 | 1130 840 420] 1100 830 410 970 690 350) 950 660 330] 910 640 320 
1-1/2) 1-1/2] 3/4] 1350 920 460] 1320 900 450] 1170 740 370) 1140 720 360] 1100 700 350 
7/8 | 1580 1000 500] 1540 970 490] 1360 810 410) 1330 790 390] 1280 740 370 

1 1800 1080 540) 1760 1050 530| 1560 870 440| 1520 840 420| 1460 810 410 
1/2 | 1050 670 450] 1030 660 430] 910 590 260 890 580 340] 850 570 330 
5/8 | 1310 950 490| 1290 940 480] 1130 810 400) 1110 770 380] 1070 740 370 
1-3/4 | 1-3/4| 3/4 1580 1080 540] 1540 1050 530] 1360 870 430) 1330 840  420| 1280 810 410 
7/8 | 1840 1160 580] 1800 1130 570] 1590 950 470) 1550 920 460] 1490 860 430 

1 2100 1260 630| 2060 1230 610} 1820 1020  510| 1770 980 490] 1710 950 470 
1/2 | 1100 650 640] 1080 640 610) 990 580 510 980 560 490] 950 550 480 
5/8 | 1590 840 700) 1570 830 690] 1450 690 580) 1430 660 550] 1390 640 530 
2-1/2) 1-1/2} 3/4 | 2190 920 770) 2160 900 750| 1950 740 620) 1900 720 600] 1830 700 580 
7/8 | 2630 1000 830] 2570 970 810| 2270 810 680) 2210 790 660) 2130 740 610 

1 3000 1080 900| 2940 1050 880] 2590 870 730| 2530 840 700) 2440 810 680 
1/2 | 1100 650 760] 1080 640 740/ 990 580 670 980 560 660] 950 550 640 
5/8 | 1590 840 980) 1570 830 960] 1450 690 810) 1430 660 770) 1390 640 740 
1-1/2] 3/4 | 2190 920 1080] 2160 900 1050} 2010 740 870!) 1990 720 840] 1940 700 810 
7/8 | 2920 1000 1160} 2880 970 1130] 2690 810 950) 2660 790 920] 2560 740 860 

i 3600 1080  1260| 3530 1050  1230| 3110 870 1020 3040 840  980| 2930 810 950 
































1/2 1180 670 820| 1160 660 8001 1060 590 720| 1040 580 680| 1010 570 670 S 
5/8 1670 950 980| 1650 940 960| 1510 810 810| 1490 770 7701 1450 740 740 = 
3-1/2 | 1-3/4| 3/4 2270 1080 1080| 2240 1050 1050| 2070 870 870| 2040 840 840| 1990 810 810 m 
7/8 2980 1160 1160] 2950 1130 1130) 2740 950 950) 2700 920 920| 2640 860 860 Г" 
1 3820 1260 1260] 3770 1230 1230| 3520 1020 1020) 3480 980 980| 3410 950 950 A 
1/2 1330 880 880| 1310 870 860| 1230 800 720| 1220 780 680| 1200 760 670 x 
5/8 2070 1190 9801 2050 1170 960| 1930 1030 810| 1900 1000 7701 1870 970 740 "U 
3-1/2| 3/4 2980 1490 1080} 2950 1460 1050} 2720 1290 870| 2660 1270 8401 2560 1240 810 m 
7/8 3680 1840 1160] 3600 1810 1130] 3180 1640 950) 3100 1610 920| 2990 1550 860 п 
1 4200 2280  1260| 4110 2240 1230, 3630 2030 1020| 3540 1960 980| 3410 1890 950 i 
5/8 1590 840 1050} 1570 830 1040} 1450 690 940| 1430 660 9201 1390 640 900 = 
1-1/2 3/4 2190 920 1400} 2160 900 1380} 2010 740 1250. 1990 720 1230} 1940 700 1210 т 
7/8 2920 1000 1750) 2880 970 1700) 2690 810 1420| 2660 790 1380| 2560 740 1290 m 
1 3600 1080 18901] 3530 1050 1840) 3110 870 1520), 3040 840  1470| 2930 810 1420 "m 
5/8 1670 950 1110} 1650 940 1100] 1510 810 990| 1490 770 9701 1450 740 940 o 
5-1/4| 1-3/4 3/4 2270 1080 1460} 2240 1050 1440} 2070 870 1300 2040 840 1260] 1990 810 1220 
7/8 2980 1160 1750) 2950 1130 1700} 2740 950 1420) 2700 920  1380| 2640 860 1290 
1 3820 1260 1890) 3770 1230 1840] 3520 1020 1520 3480 980 1470) 3410 950 1420 
5/8 2070 1190 1320) 2050 1170 1310] 1930 1030 1210 1900 1000 1150) 1870 970 1120 
3-1/2 3/4 2980 1490 1610] 2950 1460 1580} 2770 1290 1300 2740 1270 1260| 2660 1240 1220 
7/8 3900 1840 1750] 3840 1810 1700] 3480 1640 1420) 3410 1610 1380| 3320 1550 1290 
1 4730 2280 1890| 4660 2240 18401 4240 2030 1520) 4170 1960 1470| 4050 1890 1420 
5/8 1590 840 1050} 1570 830 1040] 1450 690 940| 1430 660 9201 1390 640 900 
1-1/2 3/4 2190 920 1400} 2160 900 1380] 2010 740 1250; 1990 720 1230} 1940 700 1210 


7/8 2920 1000 1800) 2880 970 1780) 2690 810 1490| 2660 790 1440) 2560 740 1350 
5-1/2 1 3600 1080 1980) 3530 1050 1930) 3110 870 _ 1600 3040 840 1540, 2930 810 1490 
5/8 2070 1190 1320) 2050 1170 1310] 1930 1030 1210 1900 1000 1180} 1870 970 1160 
3/4 2980 1490 1690] 2950 1460 1650} 2770 1290 1360 2740 1270 1320} 2660 1240 1280 








iis 7/8 3900 1840 1830| 3840 1810 1780] 3480 1640 1490) 3410 1610 1440| 3320 1550 1350 
1 4730 2280 1980) 4660 2240 1930] 4240 2030 1600] 4170 1960 1540| 4050 1890 1490 
5/8 1590 840 1050} 1570 830 1040] 1450 690 940| 1430 660 9201 1390 640 900 
1-1/2 3/4 2190 920 1400} 2160 900 1380] 2010 740 1250) 1990 720 1230] 1940 700 1210 


7/8 2920 1000 1800| 2880 970 1780| 2690 810 1630| 2660 790 1600| 2560 740 1550 
7-1/2 1 3600 1080 22701] 3530 1050 2240| 3110 870 2040) 3040 840 2010, 2930 810 1970 
5/8 2070 1190 1320) 2050 1170 1310] 1930 1030 1210 1900 1000 1180} 1870 970 1160 
3/4 2980 1490 1850, 2950 1460 1820, 2770 1290 1670 2740 1270 1650} 2660 1240 1620 
7/8 3900 1840 2450| 3840 1810 2420) 3480 1640 2030 3410 1610 1970| 3320 1550 1840 

1 4730 2280 2700| 4660 2240 2630) 4240 2030 2180 4170 1960 2100| 4050 1890 2030 





3-1/2 























1. Tabulated lateral design values, Z, for bolted connections shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
2. Tabulated lateral design values, Z, are for “full-body diameter” bolts (see Appendix Table L1) with bolt bending yield strength, F 
45,000 psi. 
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Table 12G BOLTS: Reference Lateral Design Values, Z, for Double Shear 
(three member) Connections?” 














for sawn lumber or SCL main member with 1/4" ASTM A 36 steel side plates 











Thickness c c 
5 5 о 8 
s s 5 i 88, 5 
Ф гой 
Ф 5 | 6 Фе B a 9, 8 9:58 Ф 
Q о D oa E = т е £4638 oO 
Е Е Е ~ Sc ir ш. Le à © ocóz 
2 Ф © roc о ® 5 о 8 og o gF eT ч 4 ~ © ост ot 
= |= д| 50 оъ 2 95 |45 tus 44 38 52 |9St$ss| O2 
с Ф | = о о o9 o3 o3 о 5 Е о Е og б 5 25и өз 
© © 6 П Ф I.S o ПО noz loo П Ф "a П Ф т @Е ФО П б 
> om Or ON са оа <. сат OL On Or Ounss 02 
tm [^ D Zi 2 Zi 2 Zi Z, Zi Z, Zi Z, Zi Z, Zi Z, Zi Z, Zi Z, Zi Z, 


in. in. їп. | Ibs. Ibs. | Ibs. Ibs. | 165. 165. | 165. lbs. | Ibs. 165. | 165. lbs. | Ibs. Ibs. | 165. 165. | 165. lbs. | Ibs. 165. 
1/2 | 1410 730|1150 550|1050 470|1030 460| 970 420) 900 380| 880 370| 780 310| 760 290| 730 290 
5/8 | 1760 810| 1440 610| 1310 530| 1290 520|1210 470|1130 420|1100 410| 970 350| 950 330) 910 320 
1-1/2| 114| 3/4 |2110 890|1730 660| 1580 590| 1550 560| 1450 520| 1350 460| 1320 450|1170 370|1140 360)1100 350 
7/8 |2460 960| 2020 720| 1840 630 1800 600 1690 550| 1580 500 1540 490| 1360 410 1330 390 1280 370 
1 |2810 1020| 2310 770| 2100 680| 2060 650| 1930 600 1800 540| 1760 530 | 1560 440| 1520 420| 1460 410 
1/2 | 1640 850| 1350 640 | 1230 550 | 1200 530| 1130 490| 1050 450 1030 430] 910 360} 890 340| 850 330 
5/8 |2050 940| 1680 710| 1530 610| 1500 600 1410 550| 1310 490| 1290 480 1130 400| 1110 380| 1070 370 
1-3/4 | 1/4 | 3/4 | 2460 1040| 2020 770| 1840 680| 1800 660) 1690 600| 1580 540} 1540 530| 1360 430| 1330 420| 1280 410 
7/18 |2870 1120| 2350 840| 2140 740 2110 700 1970 640| 1840 580 1800 570| 1590 470 1550 460 1490 430 
1 |3280 1190| 2690 890 | 2450 790| 2410 750| 2250 700| 2100 630| 2060 610| 1820 5101770 490| 1710 470 
1/2 |1870 1210| 1720 910| 1650 790| 1640 760| 1590 700| 1500 640| 1470 610) 1300 510| 1270 490| 1220 480 
5/8 | 2740 1340| 2400 1020| 2190 880| 2150 860) 2010 780) 1880 700) 1840 690| 1620 580| 1580 550| 1520 530 
2-1/2 | 1/4| 3/4 | 3520 1480| 2880 1110| 2630 980| 2580 940| 2410 860| 2250 770| 2200 750| 1950 620| 1900 600| 1830 580 
7/8 |4100 1600| 3360 1200| 3060 1050| 3010 1010) 2820 920| 2630 830 2570 810| 2270 680 2210 6602130 610 
1 |4690 1700] 3840 1280] 3500 1130] 3440 1080| 3220 1000) 3000 900| 2940 880| 2590 730) 2530 700| 2440 680 
1/2 | 1870 1240| 1720 1100| 1650 1030| 1640 1010| 1590 970| 1540 890| 1530 860) 1450 720| 1430 680 1410 670 
5/8 | 2740 1720| 2510 1420 | 2410 1230 | 2390 1200) 2330 1090| 2260 980! 2230 960| 2110 810|2090 770| 2060 740 
3-1/2 | 1/4| 3/4 | 3800 2070| 3480 1550| 3340 1370| 3320 1310| 3220 1210) 3120 1080) 3080 1050| 2720 870) 2660 840| 2560 810 
7/8 | 5060 2240| 4630 1680| 4290 1470| 4210 1410| 3940 1290] 3680 1160| 3600 1130) 3180 950| 3100 920 2990 860 
1 |6520 2380| 5380 1790| 4900 1580| 4810 1510| 4510 1400) 4200 1260| 4110 1230| 3630 1020) 3540 980| 3410 950 
5/8 12740 1720} 2510 1510} 2410 1420} 2390 1400) 2330 1340) 2260 1280) 2230 1270) 2110 1170| 2090 1140| 2060 1120 
3/4 | 3800 2290] 3480 2000) 3340 1890) 3320 1850) 3220 1780) 3120 1610} 3090 1580} 2920 1300] 2890 1260) 2840 1220 
7/8 | 5060 2930) 4630 2530) 4440 2210] 4410 2110) 4280 1930] 4150 1750) 4110 1700] 3880 1420] 3840 1380| 3770 1290 
1 | 6520 3570) 5960 2680] 5720 2360) 5670 2260| 5510 2100| 5330 1890| 5280 1840| 4990 1520) 4930 1470] 4850 1420 
5/8 | 2740 1720] 2510 1510) 2410 1420) 2390 1400) 2330 1340) 2260 1280] 2230 1270/2110 1170] 2090 1140) 2060 1120 
3/4 | 3800 2290 | 3480 2000) 3340 1890) 3320 1850) 3220 1780) 3120 1690} 3090 1650} 2920 1360] 2890 1320] 2840 1280 
7/8 | 5060 2930} 4630 2570) 4440 2310] 4410 2210) 4280 2020] 4150 1830) 4110 1780) 3880 1490} 3840 1440) 3770 1350 
1 |6520 3640| 5960 2810| 5720 2480| 5670 2370] 5510 2200} 5330 1980) 5280 1930} 4990 1600 | 4930 1540 | 4850 1490 
5/8 | 2740 1720] 2510 1510) 2410 1420) 2390 1400) 2330 1340] 2260 1280] 2230 1270/2110 1170} 2090 1140) 2060 1120 
3/4 | 3800 2290] 3480 2000) 3340 1890) 3320 1850) 3220 1780) 3120 1690} 3090 1670/2920 1530] 2890 1500) 2840 1480 
7/8 | 5060 2930} 4630 2570) 4440 2410) 4410 2360] 4280 2260] 4150 2160/4110 2130) 3880 1960) 3840 1930} 3770 1840 
1 |6520 3640] 5960 3180/5720 3000| 5670 2940| 5510 2840| 5330 2700| 5280 2630] 4990 2180] 4930 2100] 4850 2030 
3/4 | 3800 2290 | 3480 2000) 3340 1890) 3320 1850) 3220 1780] 3120 1690} 3090 1670/2920 1530] 2890 1500) 2840 1480 
9-1/2} 1/4] 7/8 | 5060 2930 | 4630 2570| 4440 2410) 4410 2360] 4280 2260] 4150 2160/4110 2130] 3880 1960) 3840 1930) 3770 1870 
1 |06520 3640) 5960 3180| 5720 3000/5670 2940/5510 2840) 5330 2700) 5280 2660| 4990 2440] 4930 2400 | 4850 2350 
41-1/2} 1/4| 7/8 | 5060 2930) 4630 2570/4440 2410) 4410 2360) 4280 2260| 4150 2160| 4110 2130| 3880 1960 3840 1930 3770 1870 

1 |6520 3640 | 5960 3180 | 5720 3000 | 5670 2940 | 5510 2840 | 5330 2700| 5280 2660 | 4990 2440 | 4930 2400 | 4850 2350 
13-1/2| 1/4 | 1 |6520 3640 | 5960 3180 | 5720 3000 5670 2940| 5510 2840 | 5330 2700 5280 2660 | 4990 2440 4930 2400 | 4850 2350 


1. Tabulated lateral design values, Z, for bolted connections shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
2. Tabulated lateral design values, Z, are for “full-body diameter” bolts (see Appendix Table L1) with bolt bending yield strength, F,,, of 45,000 psi and dowel bearing 
strength, F., of 87,000 psi for ASTM A36 steel. 














5-14 | 1/4 





5-1/2 | 1/4 





T-1/2 | 1/4 
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Table 12H BOLTS: Reference Lateral Design Values, Z, for Double Shear 
(three member) Connections?” 


for structural glued laminated timber main member with sawn lumber side members 
of identical specific gravity 




















Thickness 
$| 9| $ G-0.50 G-0.46 G-0.36 

Б 5 2 Е Е G=0.55 Douglas Fir- Douglas Fir(S) G=0.43 G=0.42 Spruce-Pine-Fir(S) 

2202 A| Southern Pine Larch Hem-Fir(N) Hem-Fir Spruce-Pine-Fir | Western Woods 

tm ы 24 2.1 “ті 21 2.1 “ті 21 2.1 Zmı 

in. | in. | in. | Ibs. lbs. lbs. | Ibs. Ibs. 165. 5 | : : ‚| lbs. Ibs. Ibs. 
1230 730 790 560 490 
1760 1040 880 660 550 

2-1/2|1-1/2 2400 1170 980 720 600 


3060 1260 1050 790 660 
3500 1350 1130 840 1700 
1320 800 940 - - 
1870 1130 1220 - - 
3 |1-1/2 2550 1330 1330 - = 
3360 1440 1440 - - 
4310 1530 1530 Б 

















660 680 
3-1/8| 1-1/2 720 750 о 
790 800 о 
в0 80 = 
1130 1290 в ш 
1330 1690 - S A 
УМА 1440 2170 Ss 3 
1530 2550 > m 
1040 1190 660 920 J 
1170 1580 720 1230 W 
кк 1260 2030 790 1350 ні 
a 1350 2310 840 1440 Z 
1130 1290 1040 1190 660 920 D 
ee 1330 1690 1170 1580 720 1230 O 
1440 2170 1260 2030 1900| 2920 1000 1800] 2880 790 1600 
1530 2700 1350 2530 2390| 3600 1080 2270| 3530 840 1890 


1. Tabulated lateral design values, Z, for bolted connections shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
2. Tabulated lateral design values, Z, are for “full-body diameter” bolts (see Appendix Table L1) with bolt bending yield strength, F,,, of 45,000 psi. 
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Table 12I BOLTS: Reference Lateral Design Values, Z, for Double Shear 
(three member) Connections* 
for structural glued laminated timber main member with 1/4" ASTM A 36 steel 




















side plates 
Thickness 
А) £ 3 2 i ii 
Б|Е|Е E = га : a pe 
23 8| a 8$ Er 2% 55 EF 
за T3 T3 185 T5 T5 TES 
> Ф а 0 0 оа OATI OI On Ons 
tn t D 21 Z, 21 Z, 21 Z, 21 Z, 21 Z, 21 Z, 
in. in. in Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. lbs. Ibs. Ibs. Ibs. Ibs. 
1/2 - - 1650 790 1590 700 1500 640 1470 610 1270 490 
5/8 - - 2190 880 2010 780 1880 700 1840 690 1580 550 
2-1/2 | 1/4 3/4 - - 2630 980 2410 860 2250 770 2200 750 1900 600 
7/8 - - 3060 1050 2820 920 2630 830 2570 810 2210 660 
1 - - 3500 1130 3220 1000 3000 900 2940 880 2530 700 
1/2 1720 1100 - - - - - - - - - - 
5/8 2510 1220 - - - - - - - - - - 
3 1/4 3/4 3460 1330 - - - - - - - - - - 
7/8 4040 1440 - - - - - - - - - - 
1 4610 1530 - - - - - - - - - - 
1/2 - - 1650 980 1590 880 1540 800 1530 770 1430 610 
5/8 - - 2410 1090 2330 980 2260 880 2230 860 1980 680 
3-1/8 | 1/4 3/4 - - 3280 1220 3020 1080 2810 960 2750 940 2370 750 
7/8 - - 3830 1310 3520 1150 3280 1040 3210 1010 2770 820 


1 - - 4380 1410| 4020 1250] 3750 1130] _ 3670 1090] _ 3160 880 
5/8 2510 1510 - - - - = 5 = 5 = | 
3/4 3480 2000 - - - - = = = s 5 = 











3 (а 7/8 4630 2410 - - - - - - - - - - 
1 5960 2550 - - - - - - = 2 Е = 
5/8 - - 2410 1420 2330 1340 2260 1280 2230 1270 2090 1120 
5-1/8 | 1/4 3/4 - - 3340 1890 3220 1770 3120 1580 3090 1540 2890 1230 
7/8 - - 4440 2150) 4280 1880) 4150 1700| 4110 1660 3840 1350 
1 - - 5720 2310 5510 2050 5330 1850 5280 1790| 4930 1440 
5/8 2510 1510 2410 1420 2330 1340 2260 1280 2230 1270 2090 1140 
6-3/4| 1/4 3/4 3480 2000 3340 1890 3220 1780 3120 1690 3090 1670 2890 1500 


7/8 4630 2570 4440 2410 4280 2260) 4150 2160 4110 2130 3840 1770 
1 5960 3180} 5720 3000) 5510 2700 5330 2430) 5280 2360 4930 1890 

3/4 3480 2000 - - - - - - - - - - 

8-1/2 | 1/4 | 7/8 4630 2570 - - - - - - - - - - 








1 5960 3180| - = | à = j - 5 - 5 
3/4 - z 3340 1890| 3220 1780| 3120  1690| 23090 1670) 2890 1500 
8-3/4] 1/4 | 7/8 = = 4440 2410| 4280 2260| 4150 2160 4110  2130| 3840 1930 


1 - - 5720 3000 5510 2840 5330 2700 5280 2660| 4930 2400 
7/8 4630 2570 - - - - - А z = | 



































АЈА МИА 4 5960  3180| - - z | 5 = И 2 3 - 
10-34 1а | 78 5 = 4444 2410| 4280 2260| 4150  2160| 4110  2130| 3840 1930 
1 И = 5720 3000) 5510 2840] 5330 2700) 5280 2660] 4930 2400 
12-14! 44 | 78 = | 4440 2410) 4280 2260/ 4150 2160] 4110 2130. 3840 1930 
1 = = 5720 3000) 5510 2840] 5330 2700) 5280 2660) 4930 2400 
14-1/4| 1/4 | 1 - - 5720 3000| 5510 2840] 5330 2700 5280 2660 4930 2400 


1. Tabulated lateral design values, Z, for bolted connections shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
2. Tabulated lateral design values, Z, are for “full-body diameter” bolts (see Appendix Table L1) with bolt bending yield strength, Fy, of 45,000 psi and dowel 
bearing strength, F., of 87,000 psi for ASTM A36 steel. 
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Table 12J LAG SCREWS: Reference Lateral Design Values, Z, for Single Shear 
(two member) Connections *??^ 
for sawn lumber or SCL with both members of identical specific gravity 
(tabulated lateral design values are calculated based on an assumed length of 
lag screw penetration, p, into the main member equal to 8D) 
5 
E23. 
seleg G=0.55 G=0.46 
2 5 > Б С=0.67 Mixed Maple G=0.50 G=0.49 Douglas Fir(S) 
оЕ | аа Кеа Оак Southern Pine Douglas Fir-Larch Douglas Fir-Larch(N) Hem-Fir(N) 
ts D 21 2. “ті 21 21 2. “ті 2, 21 2.1 “ті 21 21 2. “ті 21 21 2. “та 2, 
іп. іп. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. 
1/2 1/4 150 110 110 110 130 90 100 90 120 90 90 80 120 90 90 80 110 80 90 80 
5/16 170 130 130 120 150 110 120 100 150 100 110 100 140 100 110 90 140 100 100 90 
3/8 180 130 130 120 160 110 110 100 150 100 110 90 150 90 110 90 140 90 100 90 
5/8 1/4 160 120 130 120 140 100 110 100 130 90 100 90 130 90 100 90 120 90 90 80 
5/16 190 140 140 130 160 110 120 110 150 110 110 100 150 100 110 100 150 100 110 90 
3/8 190 130 140 120 170 110 120 100 160 100 110 100 160 100 110 90 150 100 110 90 
3/4 1/4 180 140 140 130 150 110 120 110 140 100 110 100 140 100 110 90 130 90 100 90 
5/16 210 150 160 140 180 120 130 120 170 110 120 100 160 110 120 100 160 100 110 100 
3/8 210 140 160 130 180 120 130 110 170 110 120 100 170 110 120 100 160 100 110 90 
1 1/4 180 140 140 140 160 120 120 120 150 120 120 110 150 110 110 110 150 110 110 100 
5/16 230 170 170 160 210 140 150 130 190 130 140 120 190 120 140 120 180 120 130 110 
3/8 230 160 170 160 210 130 150 120 200 120 140 110 190 120 140 110 180 110 130 100 
1-1/4 1/4 180 140 140 140 160 120 120 120 150 120 120 110 150 110 110 110 150 110 110 100 
5/16 230 170 170 160 210 150 150 140 200 140 140 130 200 140 140 130 190 130 140 120 
3/8 230 170 170 160 210 150 150 140 200 140 140 130 200 130 140 120 190 120 140 120 
1-1/2 1/4 180 140 140 140 160 120 120 120 150 120 120 110 150 110 110 110 150 110 110 100 
5/16 230 170 170 160 210 150 150 140 200 140 140 130 200 140 140 130 190 140 140 130 
3/8 230 170 170 160 210 150 150 140 200 140 140 130 200 140 140 130 190 140 140 120 
7/16 360 260 260 240 320 220 230 200 310 200 210 180 310 190 210 180 300 180 200 160 
1/2 460 310 320 280 410 250 290 230 390 220 270 200 390 220 260 200 370 210 250 190 
5/8 700 410 500 370 600 340 420 310 560 310 380 280 550 310 380 270 530 290 360 260 
3/4 950 550 660 490 830 470 560 410 770 440 510 380 760 430 510 370 730 400 480 360 
7/8 1240 720 830 630| 1080 560 710 540} 1020 490 660 490} 1010 470 650 470 970 430 610 430 
Я 1550 800 1010 780| 1360 600 870 600| 1290 530 810 530] 1280 500 790 500| 1230 470 760 470 
1-3/4 1/4 180 140 140 140 160 120 120 120 150 120 120 110 150 110 110 110 150 110 110 100 
5/16 230 170 170 160 210 150 150 140 200 140 140 130 200 140 140 130 190 140 140 130 
3/8 230 170 170 160 210 150 150 140 200 140 140 130 200 140 140 130 190 140 140 120 
7/16 360 260 260 240 320 230 230 210 310 210 210 190 310 210 210 190 300 200 200 180 
1/2 460 320 320 290 410 270 290 250 390 240 270 220 390 240 260 220 380 220 250 200 
5/8 740 440 500 400 660 360 440 320 610 330 420 290 600 320 410 290 570 300 390 270 
3/4 1030 580 720 520 890 480 600 430 830 450 550 390 820 440 540 380 780 420 510 360 
7/8 1320 740 890 650| 1150 630 750 550| 1070 570 700 510| 1060 550 680 490| 1010 500 650 470 
1 1630 910 1070 790| 1420 700 910 670| 1340 610 850 610) 1320 590 830 590| 1270 550 790 550 
2-1/2 1/4 180 140 140 140 160 120 120 120 150 120 120 110 150 110 110 110 150 110 110 100 
5/16 230 170 170 160 210 150 150 140 200 140 140 130 200 140 140 130 190 140 140 130 
3/8 230 170 170 160 210 150 150 140 200 140 140 130 200 140 140 130 190 140 140 120 
7/16 360 260 260 240 320 230 230 210 310 210 210 190 310 210 210 190 300 200 200 180 
1/2 460 320 320 290 410 290 290 250 390 270 270 240 390 260 260 230 380 250 250 220 
5/8 740 500 500 450 670 430 440 390 640 390 420 350 630 380 410 340 610 360 390 320 
3/4 1110 680 740 610| 1010 550 650 490 960 500 610 450 950 490 600 430 920 460 580 410 
7/8 1550 830 1000 740| 1370 690 880 600) 1280 630 830 550| 1260 620 810 530} 1190 580 770 500 
1 1940 980 1270 860| 1660 830 1080 720| 1550 770 990 660| 1520 750 970 640| 1450 720 920 620 
3-1/2 1/4 180 140 140 140 160 120 120 120 150 120 120 110 150 110 110 110 150 110 110 100 
5/16 230 170 170 160 210 150 150 140 200 140 140 130 200 140 140 130 190 140 140 130 
3/8 230 170 170 160 210 150 150 140 200 140 140 130 200 140 140 130 190 140 140 120 
7/16 360 260 260 240 320 230 230 210 310 210 210 190 310 210 210 190 300 200 200 180 
1/2 460 320 320 290 410 290 290 250 390 270 270 240 390 260 260 230 380 250 250 220 
5/8 740 500 500 450 670 440 440 390 640 420 420 360 630 410 410 360 610 390 390 340 
3/4 1110 740 740 650} 1010 650 650 560 960 600 610 520 950 580 600 510 920 550 580 490 
7/8 1550 990 1000 860| 1400 800 880 710) 1340 720 830 640| 1320 700 810 620} 1280 660 780 570 
1 2020 1140 1270 1010) 1830 930 1120 810) 1740 850 1060 740| 1730 830 1040 720] 1670 790 1000 680 





Ne 














. Tabulated lateral design values, Z, shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
. Tabulated lateral design values, Z, are for “reduced body diameter” lag screws (see Appendix Table L2) inserted in side grain wi 





h screw axis perpendicular to 


wood fibers; screw penetration, p, into the main member equal to 8D; screw bending yield strengths, F,,,of 70,000 psi for D = 1/4", 60,000 psi for D = 5/16", and 
45,000 psi for D 23/8". 
3. Where the lag screw penetration, p, is less than 8D but not less than 4D, tabulated lateral design values, Z, shall be multiplied by p/8D or lateral design values 
shall be calculated using the provisions of 12.3 for the reduced penetration. 
4. The length of lag screw penetration, p, not including the length of the tapered tip, E (see Appendix Table L2), of the lag screw into the main member shall not be 
less than 4D. See 12.1.4.6 for minimum length of penetration, p,,,- 
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Table 12J LAG SCREWS: Reference Lateral Design Values (Z) for Single Shear 
(Cont.) (two member) Connections'??^ 
for sawn lumber or SCL with both members of identical specific gravity 
(tabulated lateral design values are calculated based on an assumed length of 
lag screw penetration, p, into the main member equal to 8D) 
5 G=0.36 
£2 | 2. Eastern Softwoods 
$2) 58 Spruce-Pine-Fir(S) 
Ф Ks] 2 Е С=0.43 С=0.42 С=0.37 Western Cedars G=0.35 
ae | Sa Hem-Fir Spruce-Pine-Fir Redwood Western Woods Northern Species 
ts D 21 2.1 “аа 21 Zi 2-1 “та Z, 21 2. Zn 2, Zi 2. “ті 21 Zi 2. Zn 21 
іп. іп. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. 
1/2 1/4 110 80 80 70 110 80 80 70 100 70 70 60 100 70 70 60 90 70 70 60 
5/16 130 90 100 80 130 90 90 80 120 80 90 80 120 80 90 70 120 80 80 70 
3/8 140 80 100 80 130 80 90 80 120 60 90 60 120 60 80 60 120 60 80 60 
5/8 1/4 120 80 90 80 110 80 90 70 110 70 80 70 100 70 80 60 100 70 70 60 
5/16 140 90 100 90 140 90 100 90 130 80 90 80 130 80 90 80 120 80 90 70 
3/8 140 90 100 80 140 90 100 80 130 80 90 70 130 70 90 70 120 70 90 70 
3/4 1/4 130 90 100 80 120 80 90 80 110 80 80 70 110 70 80 70 110 70 80 70 
5/16 150 100 110 90 150 100 110 90 130 90 100 80 130 90 90 80 130 80 90 80 
3/8 150 100 110 90 150 90 110 90 140 90 100 80 130 80 90 70 130 80 90 70 
1 1/4 140 100 110 90 140 100 100 90 130 90 100 80 130 80 90 80 130 80 90 70 
5/16 170 110 130 100 170 110 120 100 150 90 110 90 150 90 110 80 150 90 100 80 
3/8 170 100 120 100 170 100 120 90 150 90 110 80 150 90 110 80 150 90 100 80 
1-1/4 1/4 140 110 110 100 140 100 100 100 130 100 100 90 130 90 90 90 130 90 90 80 
5/16 180 120 130 110 180 120 130 110 170 100 120 100 170 100 120 90 160 100 110 90 
3/8 190 120 130 110 180 110 130 100 170 100 120 90 170 100 120 90 170 90 110 80 
1-1/2 1/4 140 110 110 100 140 100 100 100 130 100 100 90 130 90 90 90 130 90 90 80 
5/16 180 130 130 120 180 130 130 120 170 110 120 110 170 110 120 100 160 110 110 100 
3/8 190 130 130 120 180 130 130 110 170 110 120 100 170 110 120 100 170 100 110 90 
7/16 290 170 190 150 280 160 190 150 260 140 180 130 260 140 170 130 250 140 170 120 
1/2 350 190 240 180 350 190 240 170 310 170 210 150 310 160 210 150 300 160 200 140 
5/8 500 280 340 240 490 270 330 240 450 250 300 210 440 240 290 210 430 240 280 200 
3/4 700 360 450 330 690 350 440 330 630 290 400 290 620 280 390 280 610 270 380 270 
7/8 930 390 580 390 910 380 570 380 850 320 520 320 840 310 510 310 820 290 490 290 
1 1180 420 720 420| 1160 410 710 410| 1080 340 640 340| 1070 330 630 3301 1050 320 620 320 
1-3/4 1/4 140 110 110 100 140 100 100 100 130 100 100 90 130 90 90 90 130 90 90 80 
5/16 180 130 130 120 180 130 130 120 170 120 120 110 170 120 120 110 160 110 110 100 
3/8 190 130 130 120 180 130 130 110 170 120 120 100 170 120 120 100 170 110 110 100 
7/16 290 180 190 160 280 180 190 160 270 160 180 140 260 150 170 140 260 140 170 130 
1/2 360 210 240 190 360 200 240 180 340 180 220 160 340 170 220 150 330 170 210 150 
5/8 540 290 360 250 530 280 360 250 480 250 320 220 480 250 310 210 460 240 300 210 
3/4 740 400 480 340 730 390 470 340 670 330 420 300 660 320 420 300 640 310 410 290 
718 970 450 610 440 950 440 600 440 880 370 540 370 870 360 530 360 850 330 520 330 
J 1210 490 750 490| 1200 480 740 480| 1110 400 670 400| 1090 380 650 380| 1070 370 640 370 
2-1/2 1/4 140 110 110 100 140 100 100 100 130 100 100 90 130 90 90 90 130 90 90 80 
5/16 180 130 130 120 180 130 130 120 170 120 120 110 170 120 120 110 160 110 110 100 
3/8 190 130 130 120 180 130 130 110 170 120 120 100 170 120 120 100 170 110 110 100 
7/16 290 190 190 170 280 190 190 170 270 180 180 150 260 170 170 150 260 170 170 150 
1/2 360 240 240 210 360 240 240 210 340 220 220 190 340 210 220 190 330 200 210 180 
5/8 590 330 380 290 580 320 370 290 550 290 340 250 540 280 340 240 530 270 330 240 
3/4 890 430 550 380 880 420 540 370 800 380 500 320 780 370 490 320 760 360 480 310 
7/8 1130 550 730 470| 1110 540 710 460| 1010 490 640 420 990 480 620 410 970 470 600 390 
1 1380 680 870 580| 1360 670 850 570| 1240 570 760 510} 1220 550 750 500| 1190 530 730 490 
3-1/2 1/4 140 110 110 100 140 100 100 100 130 100 100 90 130 90 90 90 130 90 90 80 
5/16 180 130 130 120 180 130 130 120 170 120 120 110 170 120 120 110 160 110 110 100 
3/8 190 130 130 120 180 130 130 110 170 120 120 100 170 120 120 100 170 110 110 100 
7/16 290 190 190 170 280 190 190 170 270 180 180 150 260 170 170 150 260 170 170 150 
1/2 360 240 240 210 360 240 240 210 340 220 220 190 340 220 220 190 330 210 210 180 
5/8 590 380 380 320 580 370 370 320 550 340 340 290 540 330 340 280 530 320 330 280 
3/4 890 500 550 440 880 490 540 430 830 430 500 370 820 420 490 370 800 410 480 360 
7/8 1240 610 750 530| 1220 600 740 520| 1150 530 680 460| 1140 520 670 450! 1110 500 650 430 
1 1610 740 950 630| 1600 720 940 620| 1480 650 860 550| 1450 630 850 540| 1410 620 830 520 





N = 














. Tabulated lateral design values, Z, shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
. Tabulated lateral design values, Z, are for “reduced body diameter” lag screws (see Appendix Table L2) inserted in side grain with screw axis perpendicular to 





wood fibers; screw penetration, p, into the main member equal to 8D; screw bending yield strengths, F,,,of 70,000 psi for D = 1/4", 60,000 psi for D = 5/16", and 
45,000 psi for D 23/8". 
3. Where the lag screw penetration, p, is less than 8D but not less than 4D, tabulated lateral design values, Z, shall be multiplied by p/8D or lateral design values shall 
be calculated using the provisions of 12.3 for the reduced penetration. 
4. The length of lag screw penetration, p, not including the length of the tapered tip, E (see Appendix Table L2), of the lag screw into the main member shall not be 
less than 4D. See 12.1.4.6 for minimum length of penetration, p,,i,- 
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Table 12K LAG SCREWS: Reference Lateral Design Values, Z, for Single Shear 1 
(two member) Connections*??^ 
for sawn lumber or SCL with ASTM A653, Grade 33 steel side plate (for t,«1/4") or 
ASTM A 36 steel side plate (for t,=1/4") 
(tabulated lateral design values are calculated based on an assumed length of lag 
screw penetration, p, into the main member equal to 8D) 














Douglas Fir-Larch 
Douglas Fir-Larch 


(N) 
Eastern Softwoods 


Side Member 
Thickness 

Lag Screw 
Diameter 
G=0.67 

Red Oak 
G=0.55 

Mixed Maple 
Southern Pine 
G=0.5 

G=0.49 

G=0.46 

Douglas Fir(S) 
Hem-Fir(N) 
G=0.43 

Hem-Fir 
G=0.42 
Spruce-Pine-Fir 
G=0.37 
Redwood 
G=0.36 
Spruce-Pine-Fir(S) 
Western Cedars 
Western Woods 
G=0.35 
Northern Species 





21 Z, 21 Z, 21 Z, 21 2, 21 Z, 21 Z, 2 2, 21 Z, 2 2, 
іп. lbs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. 
0.075 1/4 170 130 160 120 150 110 150 110 150 100 140 100 140 100 130 90 130 90 130 90 
(14 даде) 5/16 220 160 200 140 190 130 190 130 190 130 180 120 180 120 170 110 170 110 160 100 
3/8 220 160 200 140 200 130 190 130 190 120 180 120 180 120 170 110 170 100 170 100 
0.105 1/4 180 140 170 130 160 120 160 120 160 110 150 110 150 110 140 100 140 100 140 90 
(12 даде) 5/16 230 170 210 150 200 140 200 140 190 130 190 130 190 120 180 110 170 110 170 110 
3/8 230 160 210 140 200 140 200 130 200 130 190 120 190 120 180 110 180 110 170 110 
0.120 1/4 190 150 180 130 170 120 170 120 160 120 160 110 160 110 150 100 150 100 140 100 
(11 даде) 5/16 230 170 210 150 210 140 200 140 200 140 190 130 190 130 180 120 180 120 180 110 
3/8 240 170 220 150 210 140 210 140 200 130 200 130 190 120 180 110 180 110 180 110 
0.134 1/4 200 150 180 140 180 130 170 130 170 120 160 120 160 110 150 110 150 100 150 100 
(10 даде) 5/16 240 180 220 160 210 150 210 140 200 140 200 130 200 130 190 120 180 120 180 120 
3/8 240 170 220 150 220 140 210 140 210 140 200 130 200 130 190 120 190 120 180 110 
0.179 1/4 220 170 210 150 200 150 200 140 190 140 190 130 190 130 180 120 170 120 170 120 
(7 gage)| 5/16 260 190 240 170 230 160 230 160 230 150 220 150 220 150 210 130 200 130 200 130 
3/8 270 190 250 170 240 160 240 160 230 150 220 140 220 140 210 130 210 130 200 130 
0.239 1/4 240 180 220 160 210 150 210 150 200 140 190 140 190 130 180 120 180 120 180 120 
(3 gage)| 5/16 300 220 280 190 270 180 260 180 260 170 250 160 250 160 230 150 230 150 230 140 
3/8 310 220 280 190 270 180 270 180 260 170 250 160 250 160 240 140 230 140 230 140 
7/16 420 290 390 260 380 240 370 240 360 230 350 220 350 220 330 200 330 200 320 190 
1/2 510 340 470 300 460 290 450 280 440 270 430 260 420 260 400 240 400 230 390 230 
5/8 770 490 710 430 680 400 680 400 660 380 640 370 630 360 600 330 590 330 580 320 
3/4 1110 670 1020 590 980 560 970 550 950 530 920 500 910 500 860 450 850 450 840 440 
718 1510 880 1390 780 1330 1730 1320 710 1280 690 1250 650 1230 650 1170 590 1160 590 1140 570 
1 1940 1100 | 1780 960 1710 910 1700 890 1650 860 1600 820 1590 810 1500 740 1480 730 1460 710 
1/4 1/4 240 180 220 160 210 150 210 150 200 140 200 140 190 130 180 120 180 120 180 120 
5/16 310 220 280 200 270 180 270 180 260 170 250 170 250 160 230 150 230 150 230 140 
3/8 320 220 290 190 280 180 270 180 270 170 260 160 250 160 240 150 240 140 230 140 
7/16 480 320 440 280 420 270 420 260 410 250 390 240 390 230 370 220 360 210 360 210 
1/2 580 390 540 340 520 320 510 320 500 310 480 290 480 290 460 270 450 260 440 260 
5/8 850 530 780 470 750 440 740 440 720 420 700 400 690 400 660 370 650 360 640 350 
3/4 1200 730 1100 640 1060 600 1050 590 1020 570 990 540 980 530 930 490 920 480 900 470 
718 1600 930 1470 820 1410 770 1400 750 1360 720 1320 690 1310 680 1240 630 1220 620 1200 600 
1 2040 1150 | 1870 1000 | 1800 950 1780 930 1730 900 1680 850 1660 840 1570 770 1550 760 1530 740 


„~ 
о 
N 
N 


5 





















































. Tabulated lateral design values, Z, shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 

. Tabulated lateral design values, Z, are for “reduced body diameter" lag screws (see Appendix Table L2) inserted in side grain with screw axis perpendicular to 
wood fibers; screw penetration, p, into the main member equal to 8D; dowel bearing strengths, F,, of 61,850 psi for ASTM A653, Grade 33 steel and 87,000 psi 
for ASTM A36 steel and screw bending yield strengths, F,,, of 70,000 psi for D = 1/4", 60,000 psi for D = 5/16", and 45,000 psi for D 23/8". 

3. Where the lag screw penetration, p, is less than 8D but not less than 4D, tabulated lateral design values, Z, shall be multiplied by p/8D or lateral design values 

shall be calculated using the provisions of 12.3 for the reduced penetration. 

4. The length of lag screw penetration, p, not including the length of the tapered tip, E (see Appendix Table L2), of the lag screw into the main member shall not be 

less than 4D. See 12.1.4.6 for minimum length of penetration, Pin- 


Ne 
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Table 12L WOOD SCREWS: Reference Lateral Design Values, Z, for Single Shear 
(two member) Connections*?? | 


for sawn lumber or SCL with both members of identical specific gravity 
(tabulated lateral design values are calculated based on an assumed length of 
wood screw penetration, p, into the main member equal to 10D) 
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ts D 
in. in. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs Ibs 
1/2 0.138] 6 88 67 59 57 53 49 47 41 40 38 
0.151| 7 96 74 65 63 59 54 52 45 44 42 
0.164| 8 107 82 73 71 66 61 59 51 50 48 
0.177) 9 121 94 83 81 76 70 68 59 58 56 
0.190| 10 130 101 90 87 82 75 73 64 63 60 
0.216| 12 156 123 110 107 100 93 91 79 78 Vs 
0.242, 14 168 133 120 117 110 102 99 87 86 83 
5/8 0.138| 6 94 76 66 64 59 53 52 44 43 41 
0.151| 7 104 83 72 70 64 58 56 48 47 45 
0.164| 8 120 92 80 77 72 65 63 54 53 51 
0.177) 9 136 103 91 88 81 74 72 62 61 58 
0.190| 10 146 111 97 94 88 80 78 67 65 63 
0.2161 12 173 133 117 114 106 97 95 82 80 77 
0.242, 14 184 142 126 123 115 106 103 89 87 84 
3/4 0.138| 6 94 79 72 71 65 58 57 47 46 44 о 
0.151] 7 104 87 80 77 71 64 62 52 50 48 e 
0.164| 8 120 101 88 85 78 71 69 58 56 54 = 
0.177| 9 142 114 99 96 88 80 78 66 64 61 E 
0.190} 10 153 122 107 103 95 86 83 71 69 66 1 
0.216] 12 192 144 126 122 113 103 100 86 84 80 J 
0.242| 14 203 154 135 131 122 111 108 93 91 87 "U 
1 0.138| 6 94 79 72 71 67 63 61 55 54 51 т 
0.151] 7 104 87 80 78 74 69 68 60 59 56 “п 
0.164| 8 120 101 92 90 85 80 78 67 65 62 > 
0.177| 9 142 118 108 106 100 94 90 75 73 70 = 
0.190| 10 153 128 117 114 108 101 97 81 78 75 m 
0.216| 12 193 161 147 143 131 118 114 96 93 89 = 
0.242] 14 213 178 157 152 139 126 122 102 100 95 ІШ 
1-1/4 | 0.138] 6 94 79 72 71 67 63 61 55 54 52 o 
0.151| 7 104 87 80 78 74 69 68 60 59 57 
0.164| 8 120 101 92 90 85 80 78 70 68 66 
0.177, 9 142 118 108 106 100 94 92 82 80 78 
0.190} 10 153 128 117 114 108 101 99 88 87 84 
0.216] 12 193 161 147 144 137 128 125 108 105 100 
0.242] 14 213 178 163 159 151 141 138 115 111 106 
1-1/2 | 0.138] 6 94 79 72 71 67 63 61 55 54 52 
0.151} 7 104 87 80 78 74 69 68 60 59 57 
0.164) 8 120 101 92 90 85 80 78 70 68 66 
0.177| 9 142 118 108 106 100 94 92 82 80 78 
0.190} 10 153 128 117 114 108 101 99 88 87 84 
0.216] 12 193 161 147 144 137 128 125 111 109 106 
0.242| 14 213 178 163 159 151 141 138 123 120 117 
1-3/4 | 0.138] 6 94 79 72 71 67 63 61 55 54 52 
0.151! 7 104 87 80 78 74 69 68 60 59 57 
0.164} 8 120 101 92 90 85 80 78 70 68 66 
0.177, 9 142 118 108 106 100 94 92 82 80 78 
0.190} 10 153 128 117 114 108 101 99 88 87 84 
0.216] 12 193 161 147 144 137 128 125 111 109 106 
0.242] 14 213 178 163 159 151 141 138 123 120 117 






































1. Tabulated lateral design values, Z, shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 

. Tabulated lateral design values, Z, are for rolled thread wood screws (see Appendix Table L3) inserted in side grain with screw axis perpendicular to wood fibers; 
screw penetration, p, into the main member equal to 10D; and screw bending yield strengths, F,,, of 100,000 psi for 0.099" < D < 0.142", 90,000 psi for 0.142" < 
D x 0.177", 80,000 psi for 0.177" < D x 0.236", and 70,000 psi for 0.236" < D x 0.273". 

3. Where the wood screw penetration, p, is less than 10D but not less than 6D, tabulated lateral design values, Z, shall be multiplied by p/10D or lateral design values 


shall be calculated using the provisions of 12.3 for the reduced penetration. ] . . 
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Table 12M WOOD SCREWS: Reference Lateral Design Values, Z, for Single Shear 
(two member) Connections*?* 
for sawn lumber or SCL with ASTM 653, Grade 33 steel side plate 
(tabulated lateral design values are calculated based on an assumed length of 
wood screw penetration, p, into the main member equal to 10D) 
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іп іп Ibs. Ibs. Ibs Ibs Ibs. Ibs. Ibs Ibs Ibs Ibs. 
0.036 0.138] 6 89 76 70 69 66 62 60 54 53 52 
(20 даде)| 0.151! 7 99 84 78 76 72 68 67 60 59 57 
0.164| 8 113 97 89 87 83 78 77 69 67 66 
0.048 0.138| 6 90 77 71 70 67 63 61 55 54 53 
(18 gage)| 0.151] 7 100 85 79 77 74 69 68 61 60 58 
0.164} 8 114 98 90 89 84 79 78 70 69 67 
0.060 0.138] 6 92 79 73 72 68 64 63 57 56 54 
(16 gage)} 0.151} 7 101 87 81 79 75 71 70 63 61 60 
0.164] 8 116 100 92 90 86 81 79 71 70 68 
0.177| 9 136 116 107 105 100 94 93 83 82 79 
0.190| 10 146 125 116 114 108 102 100 90 88 86 
0.075 0.138| 6 95 82 76 75 71 67 66 59 58 57 
(14 gage)! 0.151, 7 105 90 84 82 78 74 72 65 64 62 
0.164| 8 119 103 95 93 89 84 82 74 73 71 
0.177| 9 139 119 110 108 103 97 95 86 84 82 
0.190| 10 150 128 119 117 111 105 103 92 91 88 
0.216| 12 186 159 147 145 138 130 127 114 112 109 
0.242| 14 204 175 162 158 151 142 139 125 123 120 
0.105 0.138| 6 104 90 84 82 79 74 73 66 65 63 
(12 gage)} 0.151} 7 114 99 92 90 86 81 80 72 71 69 
0.164] 8 129 111 103 102 97 92 90 81 80 77 
0.177| 9 148 128 119 116 111 105 103 93 91 89 
0.190| 10 160 138 128 125 120 113 111 100 98 96 
0.216| 12 196 168 156 153 146 138 135 122 120 116 
0.242| 14 213 183 170 167 159 150 147 132 130 126 
0.120 0.138| 6 110 95 89 87 83 79 77 70 68 67 
(11 даде)| 0.151| 7 120 104 97 95 91 86 84 76 75 73 
0.164| 8 135 117 109 107 102 96 94 85 84 82 
0.177| 9 154 133 124 121 116 110 107 97 95 93 
0.190| 10 166 144 133 131 125 118 116 104 103 100 
0.216| 12 202 174 162 159 152 143 140 126 124 121 
0.242| 14 219 189 175 172 164 155 152 137 134 131 
0.134 0.138| 6 116 100 93 92 88 83 81 73 72 70 
(10 gage)| 0.151| 7 126 110 102 100 96 91 89 80 79 77 
0.164| 8 141 122 114 112 107 101 99 89 88 86 
0.177| 9 160 139 129 127 121 114 112 101 100 97 
0.190| 10 173 149 139 136 130 123 121 109 107 104 
0.216| 12 209 180 167 164 157 148 145 131 129 126 
0.242| 14 226 195 181 177 169 160 157 141 139 135 
0.179 0.138| 6 126 107 99 97 92 86 84 76 74 72 
(7 даде) | 0.151| 7 139 118 109 107 102 95 93 84 82 80 
0.164| 8 160 136 126 123 117 110 108 96 95 92 
0.177| 9 184 160 148 145 138 129 127 113 111 108 
0.190| 10 198 172 159 156 149 140 137 122 120 117 
0.216| 12 234 203 189 186 178 168 165 149 146 143 
0.242| 14 251 217 202 198 190 179 176 159 156 152 
0.239 0.138| 6 126 107 99 97 92 86 84 76 74 72 
(3 даде) | 0.151| 7 139 118 109 107 102 95 93 84 82 80 
0.164| 8 160 136 126 123 117 110 108 96 95 92 
0.177| 9 188 160 148 145 138 129 127 113 111 108 
0.190| 10 204 173 159 156 149 140 137 122 120 117 
0.216| 12 256 218 201 197 187 176 172 154 151 147 
0.242| 14 283 241 222 217 207 194 190 170 167 162 


en 


. Tabulated lateral design values, Z, shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 

2. Tabulated lateral design values, Z, are for rolled thread wood screws (see Appendix L) inserted in side grain with screw axis perpendicular to wood fibers; screw 
penetration, p, into the main member equal to 10D; dowel bearing strength, F., of 61,850 psi for ASTM A653, Grade 33 steel and screw bending yield strengths, 
F,,, of 100,000 psi for 0.099" x D x 0.142", 90,000 psi for 0.142" « D < 0.177", 80,000 psi for 0.177"< D < 0.236", 70,000 psi for 0.236" < D < 0.273". 

3. Where the wood screw penetration, p, is less than 10D but not less than 6D, tabulated lateral design values, Z, shall be multiplied by p/10D or lateral design values 

shall be calculated using the provisions of 12.3 for the reduced penetration. 
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Table 12N COMMON, BOX, or SINKER STEEL WIRE NAILS: Reference Lateral Design 
Values, Z, for Single Shear (two member) Connections? 


for sawn lumber or SCL with both members of identical specific gravity (tabulated lateral design values 
are calculated based on an assumed length of nail penetration, p, into the main member equal to 10D) 
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28 8 с ЕЕ 58 826 о 8 28 gsi qu 9% 58 |8Е%55)| 85 
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t D 
in. in. Pennyweight Ibs. 155. Ibs. Ibs. 165. Ibs. Ibs. Ibs. Ibs. Ibs. 
3/4 | 0.099 6d 7d 73 61 55 54 51 48 47 39 38 36 
0.113) ба 8d ва 94 79 72 71 65 58 57 47 46 44 
0.120 104 107 89 80 77 71 64 62 52 50 48 
0.128 10d 121 101 87 84 78 70 68 57 56 54 
0.131) 8d 127 104 90 87 80 T3 70 60 58 56 
0.135 16d 12d 135 108 94 91 84 76 74 63 61 58 
0.148| 10d 20d 16d 154 121 105 102 94 85 83 70 69 66 
0.162) 16d 40d 183 138 121 117 108 99 96 82 80 77 
0.177 20d 200 153 134 130 121 111 107 92 90 87 
0.192) 20d 30d 206 157 138 134 125 114 111 96 93 90 
0.207) 30d 40d 216 166 147 143 133 122 119 103 101 97 
0.225) 40d 229 178 158 154 144 132 129 112 110 106 
0.244) 50d 60d 234 182 162 158 147 136 132 115 113 109 
1 0.099 6d 7d 73 61 55 54 51 48 47 42 41 40 
0.113|6d^ 8d 8d 94 79 72 71 67 63 61 55 54 51 
0.120 10d 107 89 81 80 76 71 69 60 59 56 
0.128 10d 121 101 93 91 86 80 79 66 64 61 
0.131) 8d 127 106 97 95 90 84 82 68 66 63 
0.135 16d 12d 135 113 103 101 96 89 86 71 69 66 
0.148] 10d 20d 16d 154 128 118 115 109 99 96 80 77 74 
0.162) 16d 40d 184 154 141 137 125 113 109 91 89 85 
0.177 20d 213 178 155 150 138 125 121 102 99 95 
0.192| 20d 30d 222 183 159 154 142 128 124 105 102 98 o 
0.207) 30d 40d 243 192 167 162 149 135 131 111 109 104 o 
0.225| 40d 268 202 177 171 159 144 140 120 117 112 s 
0.244| 50d 60d 274 207 181 175 162 148 143 123 120 115 
1-1/4| 0.099 ба“ 7d* 73 61 55 54 51 48 47 42 41 40 ча. 
0.113|6а* ва 8d* 94 79 72 71 67 63 61 55 54 52 1 
0.120 10d 107 89 81 80 76 71 69 62 60 59 = 
0.128 10d 121 101 93 91 86 80 79 70 69 67 = 
0.131 | 8а“ 127 106 97 95 90 84 82 73 72 70 т 
0.135 16а 124 135 113 103 101 96 89 88 78 76 74 
0.148| 104 204 164 154 128 118 115 109 102 100 89 87 84 n 
0.162) 16d 40d 184 154 141 138 131 022 120 103 100 95 > 
0.177 20d 213 178 163 159 151 141 136 113 110 105 o 
0.192| 20d 30d 222 185 170 166 157 145 140 116 113 108 m 
0.207| 30d 40d 243 203 186 182 169 152 147 123 119 114 z 
0.225| 40d 268 224 200 193 177 160 155 130 127 121 m 
0.244| 50d 60d 276 230 204 197 181 163 158 133 129 124 | и | 
1-1/2| 0.099 та“ 73 61 55 54 51 48 47 42 41 40 ^ 
0.113 ва“ ва“ 94 79 72 71 67 63 61 55 54 52 
0.120 10d 107 89 81 80 76 71 69 62 60 59 
0.128 10d 121 101 93 91 86 80 79 70 69 67 
0.131| 8а“ 127 106 97 95 90 84 82 73 72 70 
0.135 16d 12d 135 113 103 101 96 89 88 78 76 74 
0.148) 10d 20d 16d 154 128 118 115 109 102 100 89 87 84 
0.162) 16d 40d 184 154 141 138 131 122 120 106 104 101 
0.177 20d 213 178 163 159 151 141 138 123 121 117 
0.192) 20d 30d 222 185 170 166 157 147 144 128 126 120 
0.207) 30d 40d 243 203 186 182 172 161 158 135 131 125 
0.225) 40d 268 224 205 201 190 178 172 143 138 132 
0.244) 50d 60d 276 230 211 206 196 181 ШІР) 146 141 135 
1-3/4| 0.113 8d* 94 79 72 71 67 63 61 55 54 52 
0.120 104“ 107 89 81 80 76 71 69 62 60 59 
0.128 100“ 121 101 93 91 86 80 79 70 69 67 
0.135 16а 12а 135 113 103 101 96 89 88 78 76 74 
0.148|10d^ 20d 16а 154 128 118 115 109 102 100 89 87 84 
0.162| 16d 40d 184 154 141 138 131 122 120 106 104 101 
0.177 20а 213 178 163 159 151 141 138 123 121 117 
0.192) 20d 30d 222 185 170 166 157 147 144 128 126 122 
0.207) 30d 40d 243 203 186 182 172 161 158 140 137 133 
0.225) 40d 268 224 205 201 190 178 174 155 151 144 
0.244 | 50а боа 276 230 211 206 196 183 179 159 154 147 
1. Tabulated lateral design values, Z, shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
2. Tabulated lateral design values, Z, are for common, box, or sinker steel wire nails (see Appendix Table L4) inserted in side grain with nail axis perpendicular to wood fibers; 


nail penetration, p, into the main member equal to 10D; and nail bending yield strengths, F,,, of 100,000 psi for 0.099" « D x 0.142", 90,000 psi for 0.142" « D € 0.177", 
80,000 psi for 0.177" « D x 0.236", and 70,000 psi for 0.236" « D x 0.273". i 
3. Where the nail or spike penetration, p, is less than 10D but not less than 6D, tabulated lateral design values, Z, shall be multiplied by p/10D or lateral design values shall be 
calculated using the provisions of 12.3 for the reduced penetration. 
4. Nail length is insufficient to provide 10D penetration. Tabulated lateral design values, Z, shall be adjusted per footnote 3. 
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Table 12P COMMON, BOX, or SINKER STEEL WIRE NAILS: Reference Lateral Design 
Values, Z, for Single Shear (two member) Connections??? 
for sawn lumber or SCL with ASTM 653, Grade 33 steel side plate 
(tabulated lateral design values are calculated based on an assumed length of nail 
penetration, p, into the main member equal to 10D) 
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t. D 
in. in. Pennyweight 165 lbs. lbs lbs lbs Ibs. Ibs lbs. 165 lbs 
0.036 0.099 ба 7а 69 59 54 53 51 48 47 42 41 40 
(20 даде)| 0.113| ба 8d ва 89 76 70 69 66 62 60 54 53 52 
0.120 104 100 86 79 77 74 69 68 61 60 58 
0.128 104 114 97 90 88 84 79 77 69 68 66 
0.131| 84 120 102 94 92 88 82 81 72 71 69 
0.135 164 124 127 108 100 98 93 87 86 77 75 7З 
0.148| 104 204 164 145 123 114 111 106 100 98 87 86 83 
0.048 0.099 ба 7а 70 60 55 54 52 49 48 43 42 41 
(18 даде)! 0.113| ва 84 84 90 77 71 70 67 63 61 55 54 53 
0.120 104 101 87 80 78 T8) 70 69 62 61 59 
0.128 10d 115 98 91 89 85 80 78 70 69 67 
0.131| 8а 120 103 95 93 89 83 82 73 72 70 
0.135 164 124 128 109 101 99 94 88 87 78 76 74 
0.148| 10d 20d 16d 145 124 115 112 107 101 99 88 87 84 
0.162| 16d 40d 174 148 137 134 128 120 118 105 104 101 
0.177 20d 201 171 158 155 147 138 136 122 119 116 
0.192} 20d 30d 209 178 164 161 453 144 141 126 124 121 
0.207 | 30d 40d 229 195 179 176 167 151 154 138 136 132 
0.060 0.099 6d 7а 72 62 57 56 54 51 50 45 44 43 
(16 даде) | 0.113] 6d 84 84 92 79 73 72 68 64 63 57 56 54 
0.120 104 103 88 82 80 76 72 71 63 62 61 
0.128 104 117 100 92 91 86 81 80 72 70 68 
0.131| 84 122 104 97 95 90 85 83 75 73 71 
0.135 164 124 129 111 102 100 96 90 88 79 78 76 
0.148] 10d 20d 16d 147 126 116 114 109 102 100 90 88 86 
0.162] 16d 40d 175 150 138 135 129 121 119 107 105 102 
0.177 20d 202 172 159 156 149 140 137 123 121 117 
0.192} 20d 30d 210 179 165 162 154 145 142 128 125 122 
0.207 | 30d 40d 229 195 180 177 168 158 155 139 137 133 
0.225| 40d 253 215 199 195 185 174 171 153 150 146 
0.244! 50d 60d 260 221 204 200 191 179 176 157 155 150 
0.075 0.099 ба 7а 75 65 60 59 56 53 52 47 46 45 
(14gage)| 0.113| 6d ва 8d 95 82 76 75 71 67 66 59 58 57 
0.120 10d 106 91 85 83 79 75 73 66 65 63 
0.128 104 120 103 95 9з 89 84 82 74 73 Al 
0.131} 8d 125 107 99 97 93 88 86 ТТ 76 74 
0.135 164 124 132 113 105 103 98 93 91 82 80 78 
0.148| 104 20d 16d 150 129 119 117 111 105 103 92 91 88 
0.162| 16а 40а 178 152 141 138 132 124 122 109 107 104 
0.177 20а 204 175 162 158 151 142 139 125 123 120 
0.192 | 20а 30d 212 182 168 165 157 148 145 130 128 124 
0.207| 304 404 231 198 183 179 171 161 15 141 139 135 
0.225 | 404 254 217 201 197 187 176 173 155 152 148 
0.244 | 50а 60а 261 223 206 202 193 181 178 159 156 152 
0.105 0.099 ба 7а 84 73 68 67 64 60 59 53 53 51 
(12 gage)| 0.113] 6d ва 8d 104 90 84 82 79 74 73 66 65 63 
0.120 10d 115 100 93 91 87 82 80 73 71 69 
0.128 10d 129 111 103 101 97 91 90 81 79 ТТ 
0.131| 8d 134 116 107 105 101 95 93 84 82 80 
0.135 16d 12d 141 122 113 111 106 100 98 88 87 84 
0.148| 104 204 16а 159 137 127 125 119 113 110 99 98 95 
0.162| 164 404 187 161 149 146 140 132 129 116 114 111 
0.177 204 213 183 169 166 159 149 147 132 130 126 
0.192| 204 30d 220 189 175 172 164 155 152 137 134 131 
0.207 | 30d 40d 238 205 190 186 177 167 164 147 145 141 
0.225| 40d 260 223 207 203 193 182 179 161 158 153 
0.244| 50d 60d 268 230 212 208 199 187 183 165 162 158 


— 


. Tabulated lateral design values, Z, shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 

2. Tabulated lateral design values, Z, are for common, box, or sinker steel wire nails (see Appendix Table L4) inserted in side grain with nail axis perpendicular to wood 
fibers; nail penetration, p, into the main member equal to 10D; dowel bearing strength, F., of 61,850 psi for ASTM A653, Grade 33 steel and nail bending yield 
strengths, F,.. of 100,000 psi for 0.099" < D x 0.142", 90,000 psi for 0.142" « D x 0.177", 80,000 psi for 0.177" « D x 0.236", 70,000 psi for 0.236" « D x 0.273". 

3. Where the nail or spike penetration, p, is less than 10D but not less than 6D, tabulated lateral design values, Z, shall be multiplied by p/10D or lateral design values 

shall be calculated using the provisions of 12.3 for the reduced penetration. 
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Table 12P COMMON, BOX, or SINKER STEEL WIRE NAILS: Reference Lateral Design 
(Cont.) Values, Z, for Single Shear (two member) Connections*2* 
for sawn lumber or SCL with ASTM 653, Grade 33 steel side plate 
(tabulated lateral design values are calculated based on an assumed length of nail 
penetration, p, into the main member equal to 10D) 





























5 с с 50 " 
2 g 2 = = sree 2 
5 |5 5 of AME: 2 5 ре 
£9 32 = з БЕ È È Èe Е з | 8685) 09 
EE S с 5 2 ы 026 3 о 9 оі oi Vo x § ФЕФЕЕ о 5 
5 а Е 2 6 оо оос о Yo Yoox Y чо өз 9200909 ^g 
352 5 55 | 58 | 525 | à8 | F385 | F385 | 55 T ІЗ (90522 15 
ФЕ 2 |о d б Or O20 oa oat Oar OI On Or Ounss 02 
t D 
in. in Pennyweight Ibs. 165 165 165 Ibs. lbs. Ibs 165 165 Ibs 
0.120 | 0.099 6d 7d 90 78 72 71 68 64 63 57 56 53 
(11gage) 0.113| 6d 8d 8d 110 95 89 87 83 79 77 70 68 66 
0.120 10d 121 105 97 96 91 86 85 76 75 73 
0.128 10d 134 116 108 106 101 96 94 85 83 81 
0.131| 8d 140 121 112 110 105 99 97 88 86 84 
0.135 16d 12d 147 127 118 116 110 104 102 92 91 88 
0.148| 10d 20d 16d 165 143 133 130 124 117 115 104 102 99 
0.162| 16d 40d 193 166 154 152 145 137 134 121 119 115 
0.177 20d 218 188 174 171 163 154 151 136 134 130 
0.192| 20d 30d 226 195 181 177 169 159 156 141 138 135 
0.207 | 30d 40d 244 210 194 191 182 172 168 151 149 145 
0.225| 40d 265 228 211 207 198 186 183 164 161 157 
0.244| 50d 60d 272 234 217 213 203 191 187 169 166 161 
0.134 | 0.099 6d 7d 95 82 76 74 71 66 65 58 56 54 
(10gage) 0.113| 6d ва ва 116 100 93 92 88 83 81 73 72 69 
0.120 10d 127 110 102 100 96 91 89 80 79 76 
0.128 10d 140 122 ШЕ 111 106 100 98 89 87 85 © 
0.131| 84 146 126 117 115 110 104 102 92 90 88 o 
0.135 16d 12d 153 132 123 121 115 109 107 96 95 92 = 
0.148| 104 20d 16d 172 148 138 135 129 122 120 108 106 104 т 
0.162| 16d 40d 199 172 160 157 150 142 139 125 123 120 г 
0.177 204 224 194 180 176 169 159 156 141 138 135 = 
0.192| 20d 30d 232 200 186 182 174 164 161 145 143 139 < 
0.207 | 30d 40d 249 215 199 196 187 176 173 156 153 149 и 
0.225| 40d 270 233 216 212 202 191 187 168 165 161 
0.244| 504 60d 277 239 221 217 207 195 192 173 170 165 > 
0.179 | 0.099 6d 7d 97 82 76 74 71 66 65 58 56 54 o 
(7 даде) | 0.113| 6d 8d 8d 126 107 99 97 92 86 84 76 74 70 = 
0.120 10d 142 121 111 109 104 97 95 85 83 79 т 
0.128 10d 161 137 126 124 118 111 108 97 94 90 2 
0.131| 8d 168 144 132 130 123 116 114 102 99 94 "U 
0.135 16d 12d 175 152 141 138 131 123 121 108 105 100 o 
0.148| 104 20d 16d 195 170 158 155 148 140 137 123 121 117 
0.162| 16d 40d 224 194 180 177 169 160 157 142 140 136 
0.177 20d 249 215 200 197 188 178 174 157 155 151 
0.192) 20d 30d 256 222 206 203 194 183 179 162 159 155 
0.207 | 30d 40d 272 236 219 215 205 194 190 172 169 164 
0.225 | 40d 292 252 234 230 220 207 203 184 180 176 
0.244| 50d 60d 299 258 240 235 225 212 208 188 185 180 
0.239 | 0.099 6d 7d 97 82 76 74 71 66 65 58 56 54 
(3gage) | 0.113| 6d 8d 8d 126 107 99 97 92 86 84 76 74 70 
0.120 10d 142 121 111 109 104 97 95 85 83 79 
0.128 10d 161 137 126 124 118 111 108 97 94 90 
0.131| 8d 169 144 132 130 123 116 114 102 99 94 
0.135 16d 12d 180 153 141 138 131 123 121 108 105 100 
0.148| 10d 20d 16d 205 174 160 157 149 140 137 123 121 117 
0.162| 16d 40d 245 209 192 188 179 168 165 147 145 140 
0.177 20d 284 241 222 218 207 195 191 170 167 162 
0.192| 20d 30d 295 251 231 227 216 202 198 177 174 169 
0.207 | 30d 40d 310 270 251 246 236 222 217 194 191 185 
0.225 | 40d 328 285 265 260 249 235 231 209 205 200 
0.244 | 50d 60d 336 291 271 266 254 240 236 213 210 204 
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. Tabulated lateral design values, Z, shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 

2. Tabulated lateral design values, Z, are for common, box, or sinker steel wire nails (see Appendix Table L4) inserted in side grain with nail axis perpendicular to wood 
fibers; nail penetration, p, into the main member equal to 10D; dowel bearing strength, F,, of 61,850 psi for ASTM A653, Grade 33 steel and nail bending yield 
strengths, F», of 100,000 psi for 0.099" < D < 0.142", 90,000 psi for 0.142" « D < 0.177", 80,000 psi for 0.177" « D x 0.236", 70,000 psi for 0.236" « D x 0.273". 

3. Where the nail or spike penetration, p, is less than 10D but not less than 6D, tabulated lateral design values, Z, shall be multiplied by p/10D or lateral design values 

shall be calculated using the provisions of 12.3 for the reduced penetration. 
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Table 12Q COMMON, BOX, SINKER, or ROOF SHEATHING RING SHANK (RSRS) STEEL WIRE NAILS: 
Reference Lateral Design Values, Z, for Single Shear (two member) Connections*?? 
for sawn lumber or SCL with wood structural panel side members with an effective G=0.50 
(tabulated lateral design values are calculated based on an assumed length of nail 
penetration, p, into the main member equal to 10D) 
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= ЈЕ © о о = o "o oo ПШ +] по > по Ф п Ф па " o tog gu o 
Nne = о a o с Or о5о Oa оа = Oat or On oc Ounss OZ 
ts D 

in. in. Pennyweight Ibs. Ibs. Ibs Ibs. 165 Ibs. Ibs. Ibs. 165 Ibs. 
3/8 0.099 ба 7а 47 45 43 43 42 40 40 38 37 37 
0.113 | ба 8d ва | 01 60 56 54 54 52 51 50 47 47 46 

0.120 10а | 02 67 62 60 60 58 56 56 52 52 51 

0.128 104 75 70 68 67 65 63 63 59 58 57 

0.131 8а 03 78 73 71 70 68 66 65 61 61 60 

0.135 16d 12d 83 78 75 74 72 70 69 65 64 63 

0.148 | 10d 20d 16d 94 88 85 84 82 79 78 73 72 71 

7/16 |0.099 ба 7а 50 47 45 45 44 43 42 40 40 39 
0.113 | ба 8d ва | 01 62 58 56 56 55 53 52 49 49 48 

0.120 10а | 02 69 65 63 62 60 59 58 55 54 53 

0.128 10d Dit 72 70 69 68 66 65 61 60 59 

0.131 8а 03 80 75 73 72 70 68 67 63 63 62 

0.135 164 124 85 80 77 76 74 72 71 67 66 65 

0.148 | 10d 20d 16d 96 90 87 86 84 81 80 76 75 73 

0.162 | 16d 40d 114 106 102 101 99 96 95 89 88 86 

15/32 |0.099 ба 7а 51 48 47 46 45 44 44 41 41 40 
0.113 | ба 8d ва | 01 64 60 58 57 56 54 54 51 50 49 

0.120 10а | 02 70 66 64 63 62 60 59 56 55 54 

0.128 10а 78 74 71 71 69 67 66 62 62 61 

0.131 8а 03 82 77 74 73 72 70 69 65 64 63 

0.135 16d 12d 86 81 78 77 76 73 72 68 67 66 

0.148 | 10d 20d 16d 97 91 88 87 85 83 82 77 76 75 

0.162 | 16d 40d 115 108 104 103 100 97 96 90 89 88 

19/32 |0.099 ба 7а 58 55 53 53 51 50 50 47 46 46 
0.113 | 6d 8d ва | 01 70 66 64 64 62 61 60 57 56 55 

0.120 10d} 02 Т. 73 70 70 68 66 66 62 61 60 

0.128 104 85 80 78 77 T5 73 72 68 68 67 

0.131 ва 03 88 83 80 80 78 76 75 71 70 69 

0.135 16а 124 93 87 84 84 82 79 79 74 73 72 

0.148 | 10d 20d 16d 104 98 95 94 92 89 88 83 82 81 

0.162 | 16а 40а 121 114 110 109 107 103 102 96 95 94 

0.177 20а 137 128 124 123 120 116 115 108 107 105 

0.192 | 20d 30d 142 133 128 127 124 120 119 112 111 109 

23/32 |0.099 6d 7d 62 58 55 55 53 51 51 47 47 46 
0.113 | ба 8d 8d] 01 78 74 72 71 69 67 66 62 61 60 

0.120 104| 02 85 80 78 77 76 73 73 69 68 67 

0.128 104 93 88 85 85 83 80 80 75 75 74 

0.131 ва 03 96 91 88 87 86 83 82 78 77 76 

0.135 16а 124 101 95 92 91 89 87 86 81 81 79 

0.148 |10d 20d 16d 113 106 103 102 100 95 96 91 90 89 

0.162 | 16а 40а 130 122 118 117 115 111 110 104 103 102 

0.177 20а 145 137 132 131 128 124 123 116 115 113 

0.192 | 20d 30d 150 141 136 135 132 128 127 120 118 116 

1 0.099° ба та 62 58 55 55 53 51 51 47 47 46 
0.1135 | 64” 8d ва | 01 81 75 72 71 69 67 66 62 61 60 

0.1205 10а | 02 92 85 81 81 78 76 75 69 69 67 

0.128 10а 104 9n 93 92 89 86 85 79 78 ТТ 

0.131 ва 03 109 101 97 96 93 90 89 83 82 80 

0.135 16а 124 116 108 103 102 99 96 94 88 87 85 

0.148 |10d 20d 16d 132 123 118 116 113 109 108 100 99 9 

0.162 |16d 40d 154 146 141 139 135 131 129 120 119 116 

0.177 20d 169 160 155 154 151 146 145 137 136 134 

0.192 |20d 30d 174 164 159 158 155 150 149 141 140 138 

1-18 10.1285 10а 104 97 93 92 89 86 85 79 78 77 
0.1315 | 8d 03 109 101 97 96 93 90 89 83 82 80 

0.1355 16d 12d 116 108 103 102 59 96 94 88 87 85 

0.148° | 10d 20d 16d 132 123 118 116 113 109 108 100 99 97 

0.162 | 16d 40d 158 147 141 139 135 131 129 120 119 116 

0.177 204 181 170 163 161 157 151 149 139 137 135 
0.192 |204 з0а 186 176 170 168 163 157 155 145 143 140 

1-1/4 |0.148 | 10d 20d 16а 132 123 118 116 113 109 108 100 99 97 
0.162 |164 40d 158 147 141 139 135 131 129 120 119 116 
0.177 20d 183 170 163 161 157 151 149 139 За 135 
0.192 | 20d 30d 191 177 170 168 163 157 155 145 143 140 
1. Tabulated lateral design values, Z, shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 


2. Tabulated lateral design values, Z, are for common, box, or sinker steel wire nails (see Appendix Table L4) and for roof sheathing ring shank nails (see Appendix Table L6) 
inserted in side grain with nail axis perpendicular to wood fibers; nail penetration, p, into the main member equal to 10D and nail bending yield strengths, F,,, of 100,000 psi for 
0.099" « D x 0.142", 90,000 psi for 0.142" « D x 0.177", 80,000 psi for 0.177" « D x 0.236", and 70,000 psi for 0.236" « D x 0.273". 

3. Where the nail or spike penetration, p, is less than 10D but not less than 6D, tabulated lateral design values, Z, shall be multiplied by p/10D or lateral design values shall be 
calculated using the provisions of 12.3 for the reduced penetration. 

4. Nail length is insufficient to provide 10D penetration. Tabulated lateral design values, Z, shall be adjusted per footnote 3. 

5. Tabulated lateral design values, Z, shall be permitted to apply for greater side member thickness when adjusted per footnote 3. 
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Table 12R COMMON, BOX, SINKER, or ROOF SHEATHING RING SHANK (RSRS) STEEL WIRE NAILS: 
Reference Lateral Design Values, Z, for Single Shear (two member) Connections*?? 
with wood structural panel side members with an effective G=0.42 
(tabulated lateral design values are calculated based on an assumed nail penetration, p, 
into the main member equal to 10D) 
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t. D 
in. in. Pennyweight Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. Ibs. 
3/8 0.099 ба та 41 39 37 37 36 35 35 33 33 32 
0.113 ба ва зга 01 52 49 48 47 46 45 45 42 42 41 
0.120 10а | 02 58 55 53 53 52 50 50 47 47 46 
0.128 10а 66 62 60 60 59 57 56 53 53 52 
0.131 ва 03 69 65 63 63 61 59 59 56 55 54 
0.135 16а 124 73 69 67 66 65 63 62 59 58 57 
0.148 | 10d 20d 16d 84 79 76 76 74 72 71 67 66 65 
7/16  |0.099 ба та 42 40 39 38 38 37 36 35 34 34 
0.113 ба ва в4 01 53 50 49 48 48 46 46 43 43 42 
0.120 10а | 02 59 56 54 54 53 51 51 48 48 47 
0.128 10а 67 63 61 61 60 58 57 54 54 53 
0.131 ва 03 70 66 64 64 62 60 60 57 56 55 
0.135 16а 124 74 70 68 67 66 64 63 60 59 58 
0.148 | 10а 20а 16а 84 80 77 76 75 73 72 68 67 66 
0.162 | 16а 40а 100 95 92 91 89 86 85 81 80 78 
15/32 |0.099 ба та 43 41 40 39 39 38 37 35 35 35 
0.113 ба ва зга | 01 54 51 50 49 48 47 47 44 44 43 
0.120 10а! 02 60 57 55 55 54 52 52 49 49 48 
0.128 10а 68 64 62 62 60 59 58 55 55 54 
0.131 ва 03 70 67 65 64 63 61 61 57 57 56 
0.135 16а 124 75 71 68 68 66 65 64 61 60 59 
0.148 | 10а 20а 16d 85 80 78 ТТ 75 73 72 69 68 67 
0.162 | 16d 40d 101 95 92 91 89 87 86 81 80 79 о 
19/32 |0.099 ба та 47 45 44 43 43 41 41 39 39 38 о 
0.113 ба ва 8а| 01 58 55 54 53 52 51 50 48 48 47 
0.120 10а! 02 64 61 59 59 58 56 56 53 52 52 > 
0.128 10а 71 68 66 65 64 62 62 59 58 57 m 
0.131 8d 03 74 70 68 68 67 65 64 61 61 60 r- 
0.135 16d 12d 78 74 72 71 70 68 68 64 64 63 A 
0.148 | 10d 20d 16d 88 84 81 81 79 7T 76 72 72 71 =< 
0.162 | 16d 40d 103 98 95 94 93 90 89 85 84 83 y 
0.177 20d 118 112 108 108 105 102 101 96 95 94 т 
0.192 |20а 30d 123 116 112 112 109 106 105 100 99 97 
23/32 |0.099 6d 7d 52 50 48 48 47 46 46 44 43 43 “п 
0.113 ба ва 8а |01 63 60 58 58 57 56 55 53 52 52 > 
0.120 10d| 02 69 66 64 64 62 61 60 58 57 56 o 
0.128 10d 76 73 71 70 69 67 67 63 63 62 - 
0.131 ва 03 79 75 73 73 71 70 69 66 65 64 m 
0.135 16d 12d 83 79 77 76 75 73 72 69 68 67 = 
0.148 | 10d 20d 16d 93 89 86 86 84 82 81 ҮЙІ T 76 m 
0.162 | 16d 40d 108 103 100 99 98 95 94 90 89 87 20 
0.177 20а 122 116 113 112 110 107 106 101 100 98 o 
0.192 | 20d 30d 127 120 117 116 114 111 110 104 103 102 
1 0.099° 6d 7d 56 53 51 50 49 48 47 44 44 43 
0.113? | ба" 8d 8d | 01 73 68 66 66 64 62 61 58 57 56 
0.1205 108 | 02 82 77 75 74 72 70 69 65 64 63 
0.128 108 91 87 85 84 82 80 79 74 73 72 
0.131 ва 03 93 89 87 87 85 83 82 ТТ. 77 75 
0.135 16а 124 97 93 91 90 89 87 86 82 81 80 
0.148 | 10d 20d 16d 109 104 101 101 99 97 96 91 91 90 
0.162 | 16d 40d 124 118 115 115 113 110 109 104 103 102 
0.177 20d 137 131 128 127 125 122 121 115 114 112 
0.192 | 20d 30d 141 135 131 131 128 125 124 118 117 116 
1-1/8 |0.128° 10d 93 88 85 84 82 80 79 74 73 72 
0.131? | 8d 03 98 92 89 88 86 83 82 77 77 75 
0.1355 16а 12а 104 98 94 94 91 88 88 82 81 80 
0.148° | 10а 20d 16d 117 111 108 107 104 101 100 94 93 91 
0.162 | 16а 40а 132 127 123 123 120 118 И 111 110 109 
0.177 20а 146 139 136 135 132 129 128 122 121 120 
0.192 | 20а зоа 150 143 139 138 136 133 132 126 125 123 
1-1/4 [0.148 | 10d 20d 16d 118 111 108 107 104 101 100 94 93 91 
0.162 | 16d 40d 141 134 129 128 125 121 120 112 111 109 
0.177 20d 155 148 144 143 141 138 136 130 129 126 
0.192 | 20d 30d 159 152 148 147 144 141 140 134 133 131 
]. Tabulated lateral design values, Z, shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
2. Tabulated lateral design values, Z, are for common, box, or sinker steel wire nails (see Appendix Table L4) and for roof sheathing ring shank nails (see Appendix Table L6) 
inserted in side grain with nail axis perpendicular to wood fibers; nail penetration, p, into the main member equal to 10D and nail bending yield strengths, F,,, of 100,000 psi for 
0.099" < D x 0.142", 90,000 psi for 0.142" « D € 0.177", 80,000 psi for 0.177" « D x 0.236", and 70,000 psi for 0.236" « D € 0.273". 
3. Where the nail or spike penetration, p, is less than 10D but not less than 6D, tabulated lateral design values, Z, shall be multiplied by p/10D or lateral design values shall be 


calculated using the provisions of 12.3 for the reduced penetration. 
4. Nail length is insufficient to provide 10D penetration. Tabulated lateral design values, Z, shall be adjusted per footnote 3. 
5. Tabulated lateral design values, Z, shall be permitted to apply for greater side member thickness when adjusted per footnote 3. 
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Table 12S POST FRAME RING SHANK NAILS: Reference Lateral Design Values, Z, for 
Single Shear (two member) Connections** | 











for sawn lumber or SCL with both members of identical specific gravity 
(tabulated lateral design values are calculated based on an assumed length of 
nail penetration, p, into the main member equal to 10D) 
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82| 5 5 55 | 525 | та | #5= | #55 | 75 | те | Т% |7%5% | 75 
ФЕ| 2 2 or | O58 од | 082 | off | of | oo or j|oüoss| OZ 
t D L 
in. in. in. Ib Ib Ib Ib Ib Ib Ib Ib Ib Ib 
1/2 | 0.135 3,3.5 115 89 79 77 72 66 65 56 55 53 
0.148 3-4.5 129 101 90 87 82 75 73 64 63 61 
0.177 3-8 167 133 119 116 109 102 99 87 86 83 
0.200 3.5-8 ИӘ 143 129 126 119 110 108 95 93 91 
0.207 4-8 185 148 134 131 123 115 112 99 97 94 
3/4 | 0.135 3, 3.5 135 108 94 91 84 76 74 63 61 58 
0.148 3-4.5 154 121 105 102 94 85 83 70 69 66 
0.177 3-8 200 153 134 130 121 111 107 92 90 87 
0.200 3.5-8 212 162 143 139 129 118 115 100 97 94 
0.207 4-8 216 166 147 143 133 122 119 103 101 97 
1| 0.135 3, 3.5 135 113 103 101 96 89 86 71 69 66 
0.148 3-4. 154 128 118 115 109 99 96 80 77 74 
0.177 3-8 213 178 155 150 138 125 121 102 99 95 
0.200 3.5-8 233 188 164 158 146 132 128 108 105 101 
0.207 4-8 243 192 167 162 149 135 131 111 109 104 
1 1/4| 0.135 3, 3.5 135 113 103 101 96 89 88 78 76 74 
0.148 3-4.5 154 128 118 115 109 102 100 89 87 84 
0.177 3-8 213 178 163 159 151 141 136 113 110 105 
0.200 3.5-8 233 195 178 174 165 149 144 120 116 111 
0.207 4-8 243 203 186 182 169 152 147 123 119 114 
1 1/2| 0.135 3, 3.5 135 113 103 101 96 89 88 78 76 74 
0.148 3-4.5 154 128 118 115 109 102 100 89 87 84 
0.177 3-8 213 178 163 159 151 141 138 123 121 117 
0.200 3.5-8 233 195 178 174 165 155 151 133 129 123 
0.207 4-8 243 203 186 182 172 161 158 135 131 125 
13/4| 0.135 3, 3.5 135 113 103 101 96 89 88 78 76 74 
0.148 3-4.5 154 128 118 115 109 102 100 89 87 84 
0.177| 3“, 3.54 - 8 213 178 163 159 151 141 138 123 121 117 
0.200] 3.5 4-8 233 195 178 174 165 155 151 135 132 128 
0.207 4-8 243 203 186 182 172 161 158 140 137 133 
2 1/2| 0.135 3.5* 135 113 103 101 96 89 88 78 76 74 
0.148) 3.5“, 4, 4.5 154 128 118 115 109 102 100 89 87 84 
0.177| 4“ 4.5, 5,6,8 213 178 163 159 151 141 138 123 121 117 
0.200| 44 4.5,5,6,8 233 195 178 174 165 155 151 135 132 128 
0.207| 44 4.54 5,6,8 243 203 186 182 172 161 158 140 137 133 
3 1/2| 0.148 4.5* 154 128 118 115 109 102 100 89 87 84 
0.177 556,8 213 178 163 159 151 141 138 123 121 117 
0.200 556,8 233 195 178 174 165 155 151 195 132 128 
0.207 546,8 243 203 186 182 172 161 158 140 137 133 
1. Tabulated lateral design values, Z, shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 
2. Tabulated lateral design values, Z, are for post frame ring shank nails (see Appendix Table L5) inserted in side grain with nail axis perpendicular to wood fibers; 


nail penetration, p, into the main member equal to 10D; and nail bending yield strengths, F,,, of 100,000 psi for 0.120"< D <0.142", 90,000 psi for 0.142"< D 
<0.192", and 80,000 psi for 0.192"< D <0.207". i 

. Where the post-frame ring shank nail penetration, p, is less than 10D but not less than 6D, tabulated lateral design values, Z, shall be multiplied by p/10D or lateral 
design values shall be calculated using the provisions of 12.3 for the reduced penetration. 

. Nail length is insufficient to provide 10D penetration. Tabulated lateral design values, Z, shall be adjusted per footnote 3. 


о 


p 
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Table 12T POST FRAME RING SHANK NAILS: Reference Lateral Design Values, Z, for 
Single Shear (two member) Connections** 
for sawn lumber or SCL with ASTM A653, Grade 33 steel side plates 
(tabulated lateral design values are calculated based on an assumed nail 
penetration, p, into the main member equal to 10D) 















































5 5 2 о 2 2 = S 5 3:53 5 
Eg | £ S 2 Se ш ш г 2 = = 5282 А 
22 S 5 no 0= 5 2 og o Si со [Е No ~ 8 Фаст о 5 
5 а J oO oc Oo че tou tt чо oz 85899 о с 
32 = 5 55 | 725 | 55 | ка= | #85 | #5 ) T8 | FS [g825$| 95 
ФЕ 2 2 Ow O58 са оа 2, сат о 2 оф Ow о#8= = oz 
t D L 
in. in. in. Ibs. Ibs Ibs Ibs. Ibs Ibs Ibs. Ibs Ibs. Ibs 
0.036 | 0.135 3, 3.5 127 108 100 98 93 87 86 77 75 73 
(20 даде)| 0.148 3-4.5 145 123 114 111 106 100 98 87 86 83 
0.177 3-8 174 171 157 154 147 138 135 121 119 115 
0.200 3.5-8 178 178 172 168 160 150 147 132 129 126 
0.207 4-8 179 179 179 175 167 157 154 137 135 131 
0.048 | 0.135 3, 3.5 128 109 101 99 94 88 87 78 76 74 
(18 gage)! 0.148 3-4.5 145 124 115 112 107 101 99 88 87 84 
0.177 3-8 201 171 158 155 147 138 136 122 119 116 
0.200 3.5-8 219 187 172 169 161 151 148 133 130 126 
0.207 4-8 229 195 179 176 167 157 154 138 136 132 
0.060 | 0.135 3, 3.5 129 111 102 100 96 90 88 79 78 76 
(16 gage)! 0.148 3-4.5 147 126 116 114 109 102 100 90 88 86 
0.177 3-8 202 172 159 156 149 140 137 123 121 117 
0.200 3.5-8 220 188 173 170 162 152 149 134 131 128 
0.207 4-8 229 195 180 177 168 158 155 139 137 133 
0.075 | 0.135 3, 3.5 132 113 105 103 98 93 91 82 80 78 S 
(14 gage)! 0.148 3-4.5 150 129 119 117 111 105 103 92 91 88 = 
0.177 3-8 204 175 162 158 151 142 139 125 123 120 = 
0.200 3.5-8 222 190 176 172 164 154 151 136 134 130 г" 
0.207 4-8 231 198 183 179 171 161 157 141 139 135 A 
0.105 | 0.135 3, 3.5 141 122 113 111 106 100 98 88 87 84 = 
(12 даде) | 0.148 3-4.5 159 137 127 125 119 113 110 99 98 95 m 
0.177 3-8 213 183 169 166 159 149 147 132 130 126 
0.200 3.5-8 230 198 183 179 171 161 158 142 140 136 = 
0.207 4-8 238 205 190 186 177 167 164 147 145 141 o 
0.120 | 0.135 3, 3.5 147 127 118 116 110 104 102 92 91 88 = 
(11 gage)! 0.148 3-4.5 165 143 133 130 124 117 115 104 102 99 т 
0.177 3-8 218 188 174 171 163 154 151 136 134 130 ті 
0.200 3.5-8 235 203 188 184 176 166 163 146 144 140 ж 
0.207 4-8 244 210 194 191 182 172 168 151 149 145 o 
0.134 | 0.135 3, 3.5 153 132 123 121 115 109 107 96 95 92 
(10 даде) | 0.148 3-4.5 172 148 138 135 129 122 120 108 106 104 
0.177 3-8 224 194 180 176 169 159 156 141 138 135 
0.200 3.5-8 241 208 193 189 181 171 167 151 148 144 
0.207 4-8 249 215 199 196 187 176 173 156 153 149 
0.179 | 0.135 3, 3.5 175 152 141 138 131 123 121 108 105 100 
(7 gage) | 0.148 3-4.5 195 170 158 155 148 140 137 123 121 117 
0.177 3-8 249 215 200 197 188 178 174 157 155 151 
0.200 3.5-8 265 229 213 209 200 189 185 167 164 160 
0.207 4-8 272 236 219 215 205 194 190 172 169 164 
0.289 | 0.135 3, 3.5 180 153 141 138 131 123 121 108 105 100 
(3 gage) | 0.148 3-45 205 174 160 157 149 140 137 123 121 117 
0.177 3-8 284 241 222 218 207 195 191 170 167 162 
0.200 3.5-8 303 264 243 238 226 213 208 186 183 178 
0.207 4-8 310 270 251 246 236 222 217 194 191 185 









































1. Tabulated lateral design values, Z, shall be multiplied by all applicable adjustment factors (see Table 11.3.1). 

2. Tabulated lateral design values, Z, are for post frame ring shank nails (see Appendix Table L5) inserted in side grain with nail axis perpendicular to wood fibers; 
nail penetration, p, into the main member equal to 10D; and nail bending yield strengths, F,,, of 100,000 psi for 0.120" D <0.142" 90,000 psi for 0.142"- D 
<0.192", and 80,000 psi for 0.192"« D <0.207". 

3. Where the post-frame ring shank nail penetration, p, is less than 10D but not less than 6D, tabulated lateral design values, Z, shall be multiplied by p/10D or lateral 
design values shall be calculated using the provisions of 12.3 for the reduced penetration. 
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13.1 General 








13.1.1 Scope 


Chapter 13 applies to the engineering design of 
connections using split ring connectors or shear plate 
connectors in sawn lumber, structural glued laminated 
timber, and structural composite lumber. Design of split 
ring and shear plate connections in cross-laminated 
timber is beyond the scope of these provisions. 


13.1.2 Terminology 


A connector unit shall be defined as one of the fol- 

lowing: 

(a) One split ring with its bolt or lag screw in sin- 
gle shear (see Figure 13A). 

(b) Two shear plates used back to back in the con- 
tact faces of a wood-to-wood connection with 
their bolt or lag screw in single shear (see Fig- 
ures 13B and 13C). 

(c) One shear plate with its bolt or lag screw in sin- 
gle shear used in conjunction with a steel strap 
or shape in a wood-to-metal connection (see 
Figures 13B and 13C). 


Figure 13A 


Split Ring Connector 





Pressed Steel Shear Plate 
Connector 


Figure 13B 





Figure 13C 


Malleable Iron Shear Plate 
Connector 





13.1.3 Quality of Split Ring and Shear Plate 
Connectors 


13.1.3.1 Design provisions and reference design 
values herein apply to split ring and shear plate con- 
nectors of the following quality: 

(a) Split rings manufactured from SAE 1010 hot 
rolled carbon steel (Reference 37). Each ring 
shall form a closed true circle with the principal 
axis of the cross section of the ring metal paral- 
lel to the geometric axis of the ring. The ring 
shall fit snugly in the precut groove. This shall 
be accomplished with a ring, the metal section 
of which is beveled from the central portion 
toward the edges to a thickness less than at 
midsection, or by any other method which will 
accomplish equivalent performance. It shall be 
cut through in one place in its circumference to 
form a tongue and slot (see Figure 13А). 

(b) Shear plate connectors: 

(1) 2-5/8" Pressed Steel Type—Pressed steel 
shear plates manufactured from SAE 1010 
(Reference 37) hot rolled carbon steel. 
Each plate shall be a true circle with a 
flange around the edge, extending at right 
angles to the face of the plate and extend- 
ing from one face only, the plate portion 
having a central bolt hole, with an integral 
hub concentric to the hole or without an in- 
tegral hub, and two small perforations on 
opposite sides of the hole and midway from 
the center and circumference (see Figure 
13B). 
4" Malleable Iron Type—Malleable iron 
shear plates manufactured according to 
Grade 32510 of ASTM Standard A47 (Ref- 
erence 11). Each casting shall consist of a 
perforated round plate with a flange around 


(2 


— 
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the edge extending at right angles to the 
face of the plate and projecting from one 
face only, the plate portion having a central 
bolt hole with an integral hub extending 
from the same face as the flange (see Fig- 
ure 13C). 
13.1.3.2 Dimensions for typical split ring and shear 
plate connectors are provided in Appendix K. Dimen- 
sional tolerances of split ring and shear plate connectors 
shall not be greater than those conforming to standard 
practices for the machine operations involved in manu- 
facturing the connectors. 
13.1.3.3 Bolts used with split ring and shear plate 
connectors shall conform to 12.1.3. The bolt shall have 
an unreduced nominal or shank (body) diameter in ac- 
cordance with ANSI/ASME Standard B18.2.1 (Refer- 
ence 7). 
13.1.3.4 Where lag screws are used in place of 
bolts, the lag screws shall conform to 12.1.3 and the 
shank of the lag screw shall have the same diameter as 
the bolt specified for the split ring or shear plate con- 
nector (see Tables 13.2A and 13.2B). The lag screw 
shall have an unreduced nominal or shank (body) diam- 
eter and threads in accordance with ANSI/ASME 
Standard B18.2.1 (see Reference 7). 


13.1.4 Fabrication and Assembly 


13.1.4.1 The grooves, daps, and bolt holes specified 
in Appendix K shall be accurately cut or bored and 
shall be oriented in contacting faces. Since split ring 
and shear plate connectors from different manufacturers 
differ slightly in shape and cross section, cutter heads 


13.2 Reference Design Values 


shall be designed to produce daps and grooves con- 
forming accurately to the dimensions and shape of the 
particular split ring or shear plate connectors used. 

13.1.4.2 Where lag screws are used in place of 
bolts, the hole for the unthreaded shank shall be the 
same diameter as the shank. The diameter of the hole 
for the threaded portion of the lag screw shall be ap- 
proximately 70% of the shank diameter, or as specified 
in 12.1.4. 

13.1.4.3 In installation of split ring or shear plate 
connectors and bolts or lag screws, a nut shall be placed 
on each bolt, and washers, not smaller than the size 
specified in Appendix K, shall be placed between the 
outside wood member and the bolt or lag screw head 
and between the outside wood member and nut. Where 
an outside member of a shear plate connection is a steel 
strap or shape, the washer is not required, except where 
a longer bolt or lag screw is used, in which case, the 
washer prevents the metal plate or shape from bearing 
on the threaded portion of the bolt or lag screw. 

13.1.4.4 Reference design values for split ring and 
shear plate connectors are based on the assumption that 
the faces of the members are brought into contact when 
the connector units are installed, and allow for seasonal 
variations after the wood has reached the moisture con- 
tent normal to the conditions of service. Where split 
ring or shear plate connectors are installed in wood 
which is not seasoned to the moisture content normal to 
the conditions of service, the connections shall be tight- 
ened by turning down the nuts periodically until mois- 
ture equilibrium is reached. 





13.2.1 Reference Design Values 


13.2.1.1 Tables 13.2A and 13.2B contain reference 
design values for a single split ring or shear plate con- 
nector unit with bolt in single shear, installed in the side 
grain of two wood members (Table 13A) with suffi- 
cient member thicknesses, edge distances, end distanc- 
es, and spacing to develop reference design values. 
Reference design values (P, Q) shall be multiplied by 
all applicable adjustment factors (see Table 11.3.1) to 
obtain adjusted design values (P', Q^. 


13.2.1.2 Adjusted design values (P', Q') for shear 
plate connectors shall not exceed the limiting reference 
design values specified in Footnote 2 of Table 13.2B. 


The limiting reference design values in Footnote 2 of 
Table 13.2B shall not be multiplied by adjustment fac- 
tors in this Specification since they are based on strength 
of metal rather than strength of wood (see 11.2.3). 





Table 13A Species Groups for Split Ring and 
Shear Plate Connectors 








Species Group Specific Gravity, G 
A G 2 0.60 
B 0.49 < G < 0.60 
C 0.42 < G < 0.49 
D G < 0.42 
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13.2.2 Thickness of Wood Members 


13.2.2.1 Reference design values shall not be used 
for split ring or shear plate connectors installed in any 
piece of wood of a net thickness less than the minimum 
specified in Tables 13.2A and 13.2B. 

13.2.2.2 Reference design values for split ring or 
shear plate connectors installed in any piece of wood of 
net thickness intermediate between the minimum thick- 
ness and that required for maximum reference design 
value, as specified in Tables 13.2A and 13.2B, shall be 
obtained by linear interpolation. 


13.2.3 Penetration Depth Factor, C, 


Where lag screws instead of bolts are used with split 
ring or shear plate connectors, reference design values 
shall be multiplied by the appropriate penetration depth 
factor, Cy, specified in Table 13.2.3. Lag screw penetra- 
tion into the member receiving the point shall not be less 
than the minimum penetration specified in Table 13.2.3. 
Where the actual lag screw penetration into the member 
receiving the point is greater than the minimum penetra- 
tion, but less than the minimum penetration for C, — 1.0, 
the penetration depth factor, Cy, shall be determined by 
linear interpolation. The penetration depth factor shall 
not exceed unity, C X 1.0. 


13.2.4 Metal Side Plate Factor, C.: 


Where metal side members are used in place of 
wood side members, the reference design values paral- 
lel to grain, P, for 4" shear plate connectors shall be 
multiplied by the appropriate metal side plate factor 
specified in Table 13.2.4. 


Table 13.2.3 
with Lag Screws 





Table 13.2.4 Metal Side Plate Factors, C:t, for 
4" Shear Plate Connectors 
Loaded Parallel to Grain 





Species Group Са 
А 1.18 
В 1.11 
С 1.05 
р 1.00 


The adjusted design values parallel to grain, P', 
shall not exceed the limiting reference design values 
given in Footnote 2 of Table 13.2B (see 13.2.1.2). 


13.2.5 Load at Angle to Grain 


13.2.5.1 Where a load acts in the plane of the wood 
surface at an angle to grain other than 0° or 90°, the 
adjusted design value, N', for a split ring or shear plate 
connector unit shall be determined as follows (see Ap- 
pendix J): 


Е РО 


Me "® 
P'sin? 0-- Q' cos? 0 


(132-1) 


where: 


0 = angle between direction of load and direction 
of grain (longitudinal axis of member), de- 
grees 


13.2.5.2 Adjusted design values at an angle to 
grain, N', for shear plate connectors shall not exceed the 
limiting reference design values specified in Footnote 2 
of Table 13.2.B (see 13.2.1.2). 


Penetration Depth Factors, Ca, for Split Ring and Shear Plate Connectors Used 























Penetration of Lag Screw into Main 
Member (number of shank diameters) Penetration 
Side Species Group (see Table 13A) Depth 
Member | Penetration | Group A | Group B | Group C | GroupD | Factor, Ca 
2-1/2" Split Ring | Wood “2” 7 8 10 П 1.0 
4" Split Ring or Mi — f 
4" Shear Plate Metal 2... 3 3-1/2 4 4-1/2 0,75 
Са- 0.75 
Ми for 4 5 7 8 10 
Са=1.0 
Wood Minimum for 
2-5/8" Shear Plate шры кы 3 3-1/2 4 4-1/2 0.75 
Са = 0.75 
Merai | “шшш 3 3-1/2 4 4-1/2 1.0 
Са-1.0 
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13.2.6 Split Ring and Shear Plate 
Connectors in End Grain 


13.2.6.1 Where split ring or shear plate connectors 
are installed in a surface that is not parallel to the general 
direction of the grain of the member, such as the end of a 
square-cut member, or the sloping surface of a member 
cut at an angle to its axis, or the surface of a structural 
glued laminated timber cut at an angle to the direction of 
the laminations, the following terminology shall apply: 

- “Side grain surface” means a surface parallel to the 
general direction of the wood fibers (a = 0°), such 
as the top, bottom, and sides of a straight beam. 

- “Sloping surface” means a surface cut at an angle, 
о, other than 0° or 90° to the general direction of 
the wood fibers. 

“Square-cut surface” means a surface perpendicular 
to the general direction of the wood fibers (a = 90°). 

“Axis of cut” defines the direction of a sloping sur- 
face relative to the general direction of the wood fi- 
bers. For a sloping cut symmetrical about one of 
the major axes of the member, as in Figures 13D, 
13G, 13H, and 131, the axis of cut is parallel to a 
major axis. For an asymmetrical sloping surface 
(i.e., one that slopes relative to both major axes of 
the member), the axis of cut is the direction of a 
line defining the intersection of the sloping surface 
with any plane that is both normal to the sloping 
surface and also is aligned with the general direc- 
tion of the wood fibers (see Figure 13E). 


a = the least angle formed between a sloping 
surface and the general direction of the wood 
fibers (i.e., the acute angle between the axis 
of cut and the general direction of the fibers. 
Sometimes called the slope of the cut. See 
Figures 13D through 131). 


@ = the angle between the direction of applied 
load and the axis of cut of a sloping surface, 
measured in the plane of the sloping surface 
(see Figure 131). 


P' = adjusted design value for a split ring or shear 
plate connector unit in a side grain surface, 
loaded parallel to grain (о = 0°, ф = 09). 


Q' = adjusted design value for a split ring or shear 
plate connector unit in a side grain surface, 
loaded perpendicular to grain (a = 0°, ọ = 
90°). 


Q'oo = adjusted design value for a split ring or shear 
plate connector unit in a square-cut surface, 
loaded in any direction in the plane of the 
surface (а - 909), 


P'a = adjusted design value for a split ring or shear 
plate connector unit in a sloping surface, 
loaded in a direction parallel to the axis of cut 
(0° < а < 90°, ф = 09). 


Q'a = adjusted design value for a split ring or shear 
plate connector unit in a sloping surface, 
loaded in a direction perpendicular to the axis 
of cut (0° < a < 90°, ф = 909). 


N', 7 adjusted design value for a split ring or shear 
plate connector unit in a sloping surface, 
where direction of load is at an angle « from 
the axis of cut. 


Figure 13D 


Axis of Cut for Symmetrical Sloping 
End Cut 









Axis 
of cut 
Imaginary plane 
normal to 
sloping surface 





Figure 13E Axis of Cut for Asymmetrical Sloping 


End Cut 


Imaginary plane 
\ normal to 


sloping surface 


sloping 
surface 
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SPLIT RING AND SHEAR PLATE CONNECTORS 





13.2.6.2 Where split ring or shear plate connectors 


(c) Sloping surface; loaded perpendicular to axis of 
are installed in square-cut end grain or sloping surfaces, 


cut (0° < а < 90°, » = 90°, see Figure 13H). 
adjusted design values shall be determined as follows = 
(зее 11.2.2): Q = 00. (13.2-4) 
(a) Square-cut surface; loaded in any direction a Q Sin aÀ жие | 
(о = 90°, see Figure 13F). Е 
Ооо’ = 0.600' 


(132-2) Figure 13H Sloping End Cut with Load 
| Perpendicular to Axis of Cut 


(о - 902) 
Figure 13F Square End Cut 


\ Axis of Cut 





(b) Sloping surface; loaded parallel to axis of cut 


(09 < а, < 909, ф = 0°, see Figure 13G). (d) Sloping surface; loaded at angle © to axis of cut 


x (0° < a < 90°, 0° < ọ < 90°, see Figure 131). 
, Р 
Р m Т Фоо - (13.2-3) ; P 'Q ! 
P sin^ a4 Q,, cos^ a N,=— = (13.2-5) 
Р, ѕіп2ф+0, cos? 
Figure 13G Sloping End Cut with Load Figure 131 Sloping End Cut with Load at an 
Parallel to Axis of Cut ( = 0°) Angle ф to Axis of Cut 
Axis of Cut < Axis of Cut 
\ \ 
\ 
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13.3 Placement of Split Ring and Shear Plate Connectors 





13.3.1 Terminology 


13.3.1.1 “Edge distance” is the distance from the 
edge of a member to the center of the nearest split ring 
or shear plate connector, measured perpendicular to 
grain. Where a member is loaded perpendicular to 
grain, the loaded edge shall be defined as the edge to- 
ward which the load is acting. The unloaded edge shall 
be defined as the edge opposite the loaded edge (see 
Figure 13J). 

13.3.1.2 “End distance” is the distance measured 
parallel to grain from the square-cut end of a member to 
the center of the nearest split ring or shear plate con- 
nector (see Figure 13J). If the end of a member is not 
cut at a right angle to its longitudinal axis, the end dis- 
tance, measured parallel to the longitudinal axis from 
any point on the center half of the transverse connector 
diameter, shall not be less than the end distance re- 
quired for a square-cut member. In no case shall the 
perpendicular distance from the center of a connector to 
the sloping end cut of a member, be less than the re- 
quired edge distance (see Figure 13K). 


Figure 13J Connection Geometry for Split 


Rings and Shear Plates 





A - End Distance 

B - Unloaded Edge Distance 
C = Loaded Edge Distance 
S = Spacing 


13.3.1.3 “Connector axis” is a line joining the cen- 
ters of any two adjacent connectors located in the same 
face of a member (see Figure 13L). 

13.3.1.4 “Spacing” is the distance between centers 
of split ring or shear plate connectors measured along 
their connector axis (see Figure 13J). 


End Distance for Members with 
Sloping End Cut 


Figure 13K 


Maintain edge distance 





A = End Distance 
D = Connector Diameter 


Figure 13L Connector Axis and Load Angle 


— Connector Axis 


P 
13.3.2 Geometry Factor, C,, for Split Ring 
and Shear Plate Connectors in Side Grain 


Reference design values are for split ring and shear 
plate connectors installed in side grain with edge dis- 
tance, end distance, and spacing greater than or equal to 
the minimum required for C4, — 1.0. Where the edge 
distance, end distance, or spacing provided is less than 
the minimum required for C4 — 1.0, reference design 
values shall be multiplied by the smallest applicable 
geometry factor, C4, determined from the edge dis- 
tance, end distance, and spacing requirements for split 
ring and shear plate connectors. The smallest geometry 
factor for any split ring or shear plate connector in a 
group shall apply to all split ring and shear plate con- 
nectors in the group. Edge distance, end distance, and 
spacing shall not be less than the minimum values spec- 
ified in 13.3.2.1 and 13.3.2.2. 
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SPLIT RING AND SHEAR PLATE CONNECTORS 


13.3.2.1 Connectors Loaded Parallel or Perpendicu- 
lar to Grain. For split ring and shear plate connectors 
loaded parallel or perpendicular to grain, minimum val- 
ues for edge distance, end distance, and spacing are 
provided in Table 13.3 with their associated geometry 
factors, C4. 

Where the actual value is greater than or equal to 
the minimum value, but less than the minimum value 
for C,= 1.0, the geometry factor, Ca, shall be deter- 
mined by linear interpolation. 

13.3.2.2. Connectors Loaded at an Angle to Grain. 
For split rings and shear plate connectors where the 
angle between the direction of load and the direction of 
grain, 9, is other than 0° or 90°, separate geometry fac- 
tors for edge distance and end distance shall be deter- 
mined for the parallel and perpendicular to grain com- 
ponents of the resistance. 

For split ring and shear plate connectors loaded at 
an angle to grain, 0, other than 0° or 90°, the minimum 
spacing for C4 — 1.0 shall be determined in accordance 
with Equation 13.3-1. 


5,5; 











The minimum spacing shall be 3.50" for 2-1/2" 
split rings and 2-5/8" shear plates and shall be 5.0" for 
4" split ring or shear plate connectors. For this mini- 
mum spacing, C, = 0.5. 

Where the actual spacing between split ring or 
shear plate connectors is greater than the minimum 
spacing but less than the minimum spacing for C4 — 
1.0, the geometry factor, C4, shall be determined by 
linear interpolation. The geometry factor calculated for 
spacing shall be applied to reference design values for 
both parallel and perpendicular-to-grain components of 
the resistance. 


13.3.3 Geometry Factor, C,, for Split Ring 
and Shear Plate Connectors in End Grain 


For split ring and shear plate connectors installed in 
end grain, a single geometry factor shall be determined 
and applied to reference design values for both parallel 
and perpendicular to grain components of the re- 
sistance. Edge distance, end distance, and spacing shall 
not be less than the minimum values specified in 
13.3.3.1 and 13.3.3 2. 

13.3.3.1 The provisions for geometry factors, Ca, 
for split ring and shear plate connectors installed in 
square-cut surfaces and sloping surfaces shall be as fol- 
lows (see 13.2.6 for definitions and terminology): 

(a) Square-cut surface, loaded in any direction (see 
Figure 13F) - provisions for perpendicular to 
grain loading for connectors installed in side 
grain shall apply except for end distance provi- 
sions. 

(b) Sloping surface loaded parallel to axis of cut 
(see Figure 13G). 

(b.1) Spacing. The minimum spacing paral- 
lel to the axis of cut for C, = 1.0 shall be 
determined in accordance with Equation 
13.3-2. 

The minimum spacing parallel to the 
axis of cut shall be 3.5" for 2-1/2" split 


























o == — (13.3-1) 
VS; sin’ B+ Sz cos? p 
where: 
Sg = minimum spacing along connector axis 
Sa = factor from Table 13.3.2.2 
Ss = factor from Table 13.3.2.2 
B = angle of connector axis to the grain 
Table 13.3.2.2 Factors for Determining 
Minimum Spacing Along 
Connector Axis for 
C,7 1.0 
Connector Angle of Load to Sa Sg 
Grain' (degrees) In. in. 
0 6.75 | 3.50 
2-1/2" split ring 15 6.00 | 3.75 
or 2-5/8" shear 30 5.13 | 3.88 
plate 45 4.25 | 413 
60-90 3.5 | 4.25 
0 9.00 | 5.00 
A" split ri 15 8.00 | 5.25 
ути 30 7.00 | 5.50 
Р 45 6.00 | 5.75 
60-90 5.00 | 6.00 














1. Interpolation shall be permitted for intermediate angles of load to grain. 


rings and 2-5/8" shear plates and shall be 
5.0" for 4" split ring or shear plate con- 
nectors. For this minimum spacing, C4 — 
0.5. 

Where the actual spacing parallel to the 
axis of cut between split ring or shear plate 
connectors is greater than the minimum 
spacing for C, = 0.5, but less than the min- 
imum spacing for C, = 1.0, the geometry 
factor, C, shall be determined by linear in- 
terpolation. 
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5,5, ЕЕ, 
Sg = (13.3-2) E SelM (13.3-3) 
JS? sin? a +S? cos? a JE; sin? a - E? cos? à 
where: where: 
S, = minimum spacing parallel to axis of cut E, = minimum loaded edge distance parallel to 


axis of cut 
Еп = factor from Table 13.3.3.1-2 
E, = factor from Table 13.3.3.1-2 
a = angle of sloped cut (see Figure 13G) 


Si = factor from Table 13.3.3.1-1 

S, - factor from Table 13.3.3.1-1 

a = angle of sloped cut (see Figure 13G) 
Table 13.3.3.1-1 Factors for Determining 


Minimum Spacing Along Axis 
of Cut of Sloping Surfaces 


Table 13.3.3.1-2 Factors for Determining 
Minimum Loaded Edge 
Distance for Connectors in 


















































Connector Geometry Si Sı : 
Factor in. in. End Grain z 

2-1/2" split ring or _ Соппесїог Geometry | E, 

2-5/8" shear plate Cu 26 Бер ee Factor in. in. 

4" split ring or _ : Сл= 1.0 5.5 2.75 

4" shear plate nud 58 аи e ‘ 
split ring = 

(6.2) Loaded Edge Distance. The minimum Ca = 0.70 3.3 15 
loaded edge distance parallel to the axis of _ w 
cut for C4 — 1.0 shall be determined in ac- 2-5/8" oe = “о E 
cordance with Equation 13.3-3. shear plate С, = 0.83 425 15 z 
For split rings, the minimum loaded z 
edge distance parallel to the axis of cut for a Сл= 1.0 7.0 3.75 : 
C4 = 0.70 shall be determined in accord- бі = 
ance with Equation 13.3-3. For shear КРАВЕ Сл = 0.70 4.2 2.5 2 
plates, the minimum loaded edge distance m 
parallel to the axis of cut for C4 — 0.83 4" Ca= 1.0 7.0 3.75 s 

shall be determined in accordance with shear plate _ 

Equation 13.3-3. Са 080 Шы 28 5 
і о 
Where the кш loaden edge Uistance (b.3) Unloaded Edge Distance. The mini- о 
parallel to the axis of cut is greater than the ‚ 2 
minimi loaded. edge distance parsllel 19 mum unloaded edge distance parallel tothe 2 
the axis of cut for C, = 0.70 for split rings axis of cut for Ca 0 shall РА Ица g 
or for C, = 0.83 for shear plates, but less EP accordance ate onan i A; д 


D : The minimum unloaded edge distance 
than the minimum loaded edge distance parallel ta the axis of өші іші Оев 


parallel to the axis of cut for C, — 1.0, the shall be determined in accordance with 
geometry factor, C,, shall be determined by Equation 13.3-4. 


linear interpolation. 





Where the actual unloaded edge dis- 
tance parallel to the axis of cut is greater 
than the minimum unloaded edge distance 
for C, = 0.63, but less than the minimum 
unloaded edge distance for Ca = 1.0, the 
geometry factor, C4, shall be determined by 
linear interpolation. 
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UU 
LF —— (13.3-4) 


JU? sin? a +U? cos? a 
where: 


Ua = minimum unloaded edge distance parallel to 
axis of cut 


Ui = factor from Table 13.3.3.1-3 
U, = factor from Table 13.3.3.1-3 


a = angle of sloped cut (see Figure 13G) 


Table 13.3.3.1-3 Factors for Determining 
Minimum Unloaded Edge 
Distance Parallel to Axis of 




















Cut 
Connector Geometry Ui U, 
Factor in. in. 
2-1/2" split ring or |_Ca= 1.0 4.0 1.75 
2-5/8" shear plate | Ca = 0.63 2: 1.5 
4" split ring or 4" CA = 1.0 5.5 2.75 
shear plate Сл = 0.63 3.25 2.5 





(5.4) Geometry factors for unloaded edge 
distance perpendicular to the axis of cut 
and for spacing perpendicular to the axis of 
cut shall be determined following the pro- 
visions for unloaded edge distance and 
perpendicular-to-grain spacing for con- 
nectors installed in side grain and loaded 
parallel to grain. 

(c) Sloping surface loaded perpendicular to axis of 
cut (see Figure 13H) - provisions for perpen- 
dicular to grain loading for connectors installed 
in end grain shall apply, except that: 

(1) The minimum end distance parallel to the 
axis of cut for C, = 1.0 shall be determined 
in accordance with Equation 13.3-5. 

(2) The minimum end distance parallel to the 
axis of cut for C4 — 0.63 shall be deter- 
mined in accordance with Equation 13.3-5. 


(3) Where the actual end distance parallel to the 
axis of cut is greater than the minimum end 
distance for C4 — 0.63, but less than the 
minimum unloaded edge distance for C4 — 
1.0, the geometry factor, C4, shall be de- 
termined by linear interpolation. 





EU 
T == (13.3-5) 


JE? sin? a +U? cos? a 
where: 
ва = minimum end distance parallel to axis of cut 
Ei 7 factor from Table 13.3.3.1-4 
U, = factor from Table 13.3.3.1-4 


a = angle of sloped cut (see Figure 13G) 


Table 13.3.3.1-4 Factors for Determining 
Minimum End Distance 
Parallel to Axis of Cut 





Connector Geometry Ej U, 
Factor in. in. 
2-1/2" split ring or | Ca= 1.0 23 175 





2-5/8" shear plate C4 = 0.63 2.75 1.5 





4" split ring or 4" Сл- 1.0 7.0 2.75 














shear plate Сл = 0.63 3.5 2.5 


(d) Sloping surface loaded at angle « to axis of cut 
(see Figure 131) - separate geometry factors, 
Ca, shall be determined for the components of 
resistance parallel and perpendicular to the axis 
of cut prior to applying Equation 13.2-5. 
13.3.3.2 Where split ring or shear plate connectors are 
installed in end grain, the members shall be designed for 
shear parallel to grain in accordance with 3.4.3.3. 


13.3.4 Multiple Split Ring or Shear Plate 
Connectors 


13.3.4.1 Where a connection contains two or more 
split ring or shear plate connector units which are in the 
same shear plane, are aligned in the direction of load, 
and on separate bolts or lag screws, the group action 
factor, C, shall be as specified in 11.3.6 and the total 
adjusted design value for the connection shall be as 
specified in 11.2.2. 

13.3.4.2 If grooves for two sizes of split rings are 
cut concentric in the same wood surface, split ring con- 
nectors shall be installed in both grooves and the refer- 
ence design value shall be taken as the reference design 
value for the larger split ring connector. 

13.3.4.3 Local stresses in connections using multi- 
ple fasteners shall be evaluated in accordance with 
principles of engineering mechanics (see 11.1.2). 
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14.1 General 








14.1.1 Scope 


Chapter 14 applies to the engineering design of tim- 
ber rivet connections with steel side plates on Douglas 
Fir-Larch or Southern Pine structural glued laminated 
timber complying with Chapter 5 and loaded in single 
shear. Design of timber rivet connections in cross- 
laminated timber is beyond the scope of these provi- 
sions. 


14.1.2 Quality of Rivets and Steel Side 
Plates 


14.1.2.1 Design provisions and reference design 
values herein apply to timber rivets that are hot-dip 
galvanized in accordance with ASTM A 153 and manu- 
factured from AISI 1035 steel to have the following 
properties tested in accordance with ASTM A 370: 


Hardness 
Rockwell C32-39 


Ultimate tensile strength, F, 
145,000 psi, minimum 








See Appendix M for rivet dimensions. 

14.1.2.2 Steel side plates shall conform to ASTM 
Standard A 36 with a minimum 1/8" thickness. See 
Appendix M for steel side plate dimensions. 

14.1.2.3 For wet service conditions, steel side 
plates shall be hot-dip galvanized in accordance with 
ASTM A 153. 


14.2 Reference Design Values 


14.1.3 Fabrication and Assembly 


14.1.3.1 Each rivet shall, in all cases, be placed 
with its major cross-sectional dimension aligned paral- 
lel to the grain. Design criteria are based on rivets driv- 
en through circular holes in the side plates until the 
conical heads are firmly seated, but rivets shall not be 
driven flush. (Timber rivets at the perimeter of the 
group shall be driven first. Successive timber rivets 
shall be driven in a spiral pattern from the outside to the 
center of the group.) 
14.1.3.2 The maximum penetration of any rivet 
shall be 70% of the thickness of the wood member. Ex- 
cept as permitted by 14.1.3.3, for joints with rivets 
driven from opposite faces of a wood member, the rivet 
length shall be such that the points do not overlap. 

14.1.3.3 For joints where rivets are driven from op- 
posite faces of a wood member such that their points 
overlap, the minimum spacing requirements of 14.3.1 
shall apply to the distance between the rivets at their 
points and the maximum penetration requirement of 
14.1.3.2 shall apply. The reference lateral design value 
of the connection shall be calculated in accordance with 
14.2 considering the connection to be a one sided tim- 
ber rivet joint, with: 

(a) the number of rivets associated with the one 
plate equalling the total number of rivets at the 
joint, and 

(b) s, and s, determined as the distances between 
the rivets at their points. 





14.2.1 Parallel to Grain Loading 


For timber rivet connections (one plate and rivets 

associated with it) where: 

(a) the load acts perpendicular to the axis of the 
timber rivets 

(b) member thicknesses, edge distances, end dis- 
tances, and spacing are sufficient to develop 
full adjusted design values (see 14.3) 

(c) timber rivets are installed in the side grain of 
wood members the reference design value per 
rivet joint parallel to grain, P, shall be calculat- 
ed as the lesser of reference rivet capacity, P, 
and reference wood capacity, Pw: 


Рг= 188 ро.з2 пе пе (14.2-1) 


Pw = reference wood capacity design values paral- 
lel to grain (Tables 14.2.1A through 14.2.1F) 
using wood member thickness for the mem- 
ber dimension in Tables 14.2.1A through 
14.2.1F for connections with steel plates on 
opposite sides; and twice the wood member 
thickness for the member dimension in Ta- 
bles 14.2.1A through 14.2.1F for connections 
having only one plate, Ibs. 
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where: 


p = depth of penetration of rivet in wood member 
(see Appendix M), in. 


= rivet length - plate thickness - 1/8" 


nr = number of rows of rivets parallel to direction 
of load 


Nc = number of rivets per row 


Reference design values, P, for timber rivet connec- 
tions parallel to grain shall be multiplied by all applica- 
ble adjustment factors (see Table 11.3.1) to obtain ad- 
justed design values, P'. 


14.2.2 Perpendicular to Grain Loading 


For timber rivet connections (one plate and rivets 

associated with it) where: 

(a) the load acts perpendicular to the axis of the 
timber rivets 

(b) member thicknesses, edge distances, end dis- 
tances, and spacing are sufficient to develop 
full adjusted design values (see 14.3) 

(c) timber rivets are installed in the side grain of 
wood members the reference design value per 
rivet joint perpendicular to grain, Q, shall be 
calculated as the lesser of reference rivet capac- 
ity, Q,, and reference wood capacity, Q,. 


Ог = 108 ро32 па пс (14.2-2) 
Ом = qw ров Сл (14.2-3) 
where: 


p = depth of penetration of rivet in wood member 
(see Appendix M), in. 


= rivet length - plate thickness - 1/8" 


nr = number of rows of rivets parallel to direction 
of load 


Nc = number of rivets per row 
qw = value determined from Table 14.2.2A, Ibs. 


C4 = geometry factor determined from Table 
14.2.28 


Reference design values, Q, for timber rivet con- 
nections perpendicular to grain shall be multiplied by 
all applicable adjustment factors (see Table 11.3.1) to 
obtain adjusted design values, Q'. 


14.2.3 Metal Side Plate Factor, C. 


The reference design value parallel to grain, P, or 
perpendicular to grain, Q, for timber rivet connections, 
when reference rivet capacity (P,, Q,) controls, shall be 
multiplied by the appropriate metal side plate factor, 
Cs, specified in Table 14.2.3: 

Table 14.2.3 Metal Side Plate Factor, Cs, 
for Timber Rivet Connections 





Metal Side Plate Thickness, t, Са 
t, 2 1/4" 1.00 
3/16" € t, « 1/4" 0.90 
1/8" € t, « 3/16" 0.80 


14.2.4 Load at Angle to Grain 


When a load acts in the plane of the wood surface 
at an angle, 0, to grain other than 0° or 90°, the adjusted 
design value, N', for a timber rivet connection shall be 
determined as follows (see Appendix J): 


; РО 


N=— 
P' sin? 0+Q' cos? 0 


(14.2-4) 


14.2.5 Timber Rivets in End Grain 


Where timber rivets are used in end grain, the fac- 
tored lateral resistance of the joint shall be 50% of that 
for perpendicular to side grain applications where the 
slope of cut is 90° to the side grain. For sloping end 
cuts, these values can be increased linearly to 100% of 
the applicable parallel or perpendicular to side grain 
value. 


14.2.6 Design of Metal Parts 


Metal parts shall be designed in accordance with 
applicable metal design procedures (see 11.2.3). 
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14.3 Placement of Timber Rivets 








14.3.1 Spacing Between Rivets 


Minimum spacing of rivets shall be 1/2" perpen- 
dicular to grain, sg, and 1" parallel to grain, sp. The 
maximum distance perpendicular to grain between 
outermost rows of rivets shall be 12". 


Table 14.3.2 


14.3.2 End and Edge Distance 


Minimum values for end distance (ap, aq and edge 
distance (€p, €q) as shown and noted in Figure 14A, are 
listed in Table 14.3.2. 


Minimum End and Edge Distances for Timber Rivet Joints 











Minimum end distance, Minimum edge distance, 
a, in. e, in. 
Number of Load Load 

rivet rows, Parallel perpendicular Unloaded Edge Loaded edge 

Np to grain, ap to grain, ag ер са 

1,2 3 2 1 2 

3108 3 3 1 2 

9,10 4 3-1/8 1 2 

11,12 5 4 1 2 

13, 14 6 4-3/4 1 2 

15,16 И 5-1/2 1 2 

17 апа greater 8 6-1/4 1 2 








Note: End and edge distance requirements are shown in Figure 14A. 


Figure 14A 


Load parallel to grain 
Sq 






ер 


Rivet rows 
(4 rows with 6 rivets per row) 


Ü 


P 


Metal 
side plates 


e 
Pi 


Sq 


eq 

uw 
а 
Metal side plates: 


Note: Orient wide face of rivets parallel 
to grain, regardless of plate orientation. 





Load at angle to grain 











End and Edge Distance Requirements for Timber Rivet Joints 


Load perpendicular to grain 





Rivet rows 
(3 rows with 6 rivets per row) 






Rivet rows 
(4 rows with 6 rivets per row) 


S3 


N 
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Table 14.2.1A Нег”егепсе Wood Capacity Design Values Parallel to Grain, P,, for Timber Rivets _ 
Rivet Length = 1-1/2" s,—1"  s,—1" 
Member | Rivets P, (Ibs.) 
Thickness| per 
in. row No. of rows per side 
2 4 6 8 10 12 


2050 4900 7650 10770 14100 17050 
3010 6460 9700 13530 17450 20840 
4040 8010 11770 16320 20870 24770 
5110 9480 13970 18840 23910 28230 
5900 10930 15880 21390 26940 32020 


1 6670 12100 17760 23980 29980 35010 
7310 13540 19400 26380 32740 38610 
7670 14960 21380 28260 35470 41670 
8520 16250 23290 30440 38010 44500 
9030 17770 24950 32300 40160 46880 
2680 5160 5980 7250 9280 10860 
3930 6610 7610 9050 11460 13390 
5280 8190 9290 10890 13770 15870 
6690 9700 10940 12740 15950 18230 
5 7720 11160 12550 14550 18120 20600 
8730 12680 14170 16240 20100 23100 
9560 14160 15720 17980 22210 25460 
10030 15610 17330 19650 24200 27680 
11150 17020 18770 21450 26110 29780 
11800 18410 20310 23000 28270 32260 
2930 4810 5550 6740 8630 10110 
4300 6170 7080 8420 10680 12490 
5780 7650 8640 10150 12840 14820 
7320 9060 10190 11880 14890 17040 
675 8440 10420 11690 13580 16920 19260 
9540 11850 13210 15150 18780 21610 
10450 13230 14650 16790 20760 23820 
10970 14590 16160 18350 22630 25910 
12190 15910 17510 20040 24420 27890 
12910 17210 18950 21490 26450 30210 = 
2930 4740 5460 6630 8500 9950 = 
4300 6080 6970 8290 10520 12300 m 
5780 7530 8510 10000 12650 14600 m 
85 7320 8920 10030 11700 14670 16790 5 
Bid 8440 10270 11520 13370 16680 18980 o 
greater 9540 11670 13010 14930 18510 21300 


10450 13040 14430 16540 20460 23480 
10970 14370 15920 18080 22310 25540 
12190 15670 17250 19750 24070 27490 
12910 16950 18670 21180 26070 29790 





Note: Member dimension is identified as “b” in Figure 14A for connections with steel side plates on op- 
posite sides. For connections having only one plate, member dimension is twice the thickness of the 
wood member. Linear interpolation for intermediate values shall be permitted. 
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Table 14.2.1B Reference Wood Capacity Design Values Parallel to Grain, P,, for Timber Rivets 
Rivet Length — 1-1/2" s,—1-1/2"7 s,—1" 
Member | Rivets P,, (Ibs.) 
Thickness| per 
in. TOW No. of rows per side 
2 4 6 8 10 12 
2320 5650 8790 12270 16000 19800 
3420 7450 11150 15420 19810 24200 
4580 9230 13530 18600 23690 28760 
5810 10920 16060 21480 27150 32780 
3 6700 12600 18250 24380 30590 37180 
7570 13940 20420 27340 34040 40650 
8290 15600 22310 30070 37180 44840 
8710 17250 24580 32220 40280 48400 
9680 18720 26770 34700 43150 51680 
10250 20480 28680 36820 45600 54450 
3040 5360 6740 8600 11930 14870 
4470 7660 9560 11970 16430 20450 
5990 9910 12180 15050 20610 25320 
7590 12000 14680 18020 24440 29760 
5 8760 14010 17090 20880 28170 34120 
9900 16080 19480 23530 31570 38650 
10850 18080 21770 26240 35120 42890 
11390 20040 24140 28830 38490 46900 
12660 21950 26250 31620 41690 50680 
13400 23810 28500 34010 45310 55090 
3320 5000 6260 8000 11110 13850 
4890 7150 8900 11150 15330 19090 
6560 9250 11340 14040 19240 23660 
8310 11210 13680 16810 22840 27840 
675 9580 13090 15930 19500 26330 31930 
10830 15020 18170 21980 29520 36180 
11860 16900 20310 24520 32860 40180 
12460 18730 22520 26950 36030 43940 
13840 20520 24500 29560 39040 47500 
14660 22270 26610 31810 42440 51650 
3320 4930 6160 7880 10930 13640 
4890 7050 8760 10990 15100 18800 
6560 9110 11170 13830 18960 23310 
8310 11040 13480 16560 22510 27440 
m 9580 12890 15690 19210 25960 31480 
and 10830 14800 17900 21660 29100 35670 
greater 


11860 16650 20000 24170 32390 39610 
12460 18450 22190 26560 35520 43330 
13840 20220 24140 29140 38490 46850 
14660 21940 26220 31360 41840 50940 
Note: Member dimension is identified as *b" in Figure 14A for connections with steel side plates on op- 


posite sides. For connections having only one plate, member dimension is twice the thickness of the 
wood member. Linear interpolation for intermediate values shall be permitted. 
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Table 14.2.10 Reference Wood Capacity Design Values Parallel to Grain, P,, for Timber Rivets 
Rivet Length = 2-1/2" s,=1" s,=1" 
Member | Rivets P,, (Ibs.) 
Thickness per У 
іп. row No. of rows per side 
2 4 6 8 10 12 


2340 5610 8750 12310 16120 19500 
3440 7390 11100 15470 19950 23830 
4620 9160 13460 18660 23860 28320 
5850 10840 15980 21550 27350 32280 
6750 12500 18160 24460 30810 36610 





3 7630 13830 20310 27420 34280 40030 
8360 15480 22190 30170 37450 44150 
8770 17110 24450 32320 40570 47660 
9750 18580 26630 34810 43460 50890 
10320 20320 28530 36940 45920 53610 
2710 6490 10130 14260 _ 18660 22570 
3980 8550 12850 17910 22580 26120 
5350 10600 15590 20390 25510 29030 
6770 12550 18500 22880 28260 31840 
Zag 7810 14480 21020 25280 30980 34680 
8830 16020 23510 27430 33360 37720 
9670 17920 256900 29640 35930 40500 
10160 19810 28310 31700 38300 43040 
11290 21510 30160 33950 40490 45390 
11950 23530 32140 35770 43070 48280 
3070 7350 10580 13060 16620 19300 
4510 9690 12400 14710 18410 21240 
6060 12000 14390 16700 20790 23640 
7670 13920 16320 18720 23050 25970 
T 8850 15730 18150 20680 25290 28330 
10010 — 17590 19970 22430 27270 30870 
10960 19360 21660 24250 29400 33190 
11510 21050 23410 25950 31370 35320 
12790 22670 24900 27810 33200 37290 
13540 24220 26510 29310 35350 39720 
3400 7730 9830 11980 15210 17650 
5000 9490 11460 13490 16860 19460 
6710 11400 13250 15310 19060 21690 
8490 13150 15020 17170 21150 23850 = 
ins 9800 14810 16700 18980 23230 26040 = 
11080 16520 18360 20600 25060 28400 ш 
12130 18140 19910 22280 27040 30560 5 
12740 19680 21520 23850 28870 32550 < 
14160 21160 22900 25570 30570 34390 d 
14990 22580 24380 26970 32570 36640 
3540 7610 9540 11590 14710 17060 
5210 9300 11100 13040 16300 18820 
6990 11140 12840 14810 18440 20990 
Би 8860 12840 14540 16620 20470 23090 
m5 10220 14440 16160 18370 22490 25230 
2 11550 16090 17770 19940 24270 27520 


12650 17650 19270 21580 26190 29620 
13290 19140 20840 23100 27970 31560 
14760 20570 22170 24770 29630 33350 
15630 21940 23600 26130 31570 35550 





Note: Member dimension is identified as b" in Figure 14A for connections with steel side plates on 
opposite sides. For connections having only one plate, member dimension is twice the thick- 
ness of the wood member. Linear interpolation for intermediate values shall be permitted. 
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Table 14.2.1D Reference Wood Capacity Design Values Parallel to Grain, P,,, for Timber Rivets 
Rivet Length = 2-1/2" $, = 1-1/2" s,=1" 
Member | Rivets P,, (Ibs.) 
Thickness per У 
in. row No. of rows per side 
2 4 6 8 10 12 


2660 6460 10050 14040 18300 22640 
3910 8520 12750 17640 22650 27670 
5240 10560 15480 21270 27090 32890 
6640 12490 18370 24560 31050 37490 
7660 14410 20870 27880 34980 42520 


5 8660 15950 23350 31260 38920 46490 
9480 17840 25510 34390 42520 51270 

9960 19720 28110 36850 46060 55340 

11070 21410 30610 39680 49350 59090 

11720 234200 32800 42110 52140 62260 

3070 7480 11640 16250 21190 26210 

4520 9860 14770 20420 26230 32040 

6070 12220 17920 24630 31370 38080 

7690 14460 21260 28440 35950 43400 

aa 8870 16690 24160 32280 40500 49230 
10030 18460 27030 36200 45060 53820 

10980 20660 29530 39820 49220 59360 

11530 22830 32550 42660 53320 64070 

12810 24790 35440 45940 57130 68420 

13560 27110 37970 48750 60370 72080 

3480 8230 11610 14990 _ 20600 25440 

5120 11170 14980 18590 25140 30870 

6880 13850 18020 21920 29500 35710 

8710 16390 20820 25060 33380 40030 

es 10050 18910 23430 28020 37080 44230 
11360 20920 25960 30640 40320 48610 

12440 23410 28300 33320 43740 52600 

13070 25860 30710 35810 46880 56250 

14520 27900 32770 38510 49810 59620 

15370 29860 34970 40700 53190 63690 

3860 7930 10760 13740 18860 23280 

5670 10740 13810 17050 23050 28310 

7610 13360 16580 20110 27080 32800 

9640 15700 19140 23010 30670 36830 

ine 11130 17870 21540 25740 34110 40740 
12580 20050 23860 28170 37130 44820 

13770 22110 26020 30660 40300 48540 

14460 24060 28240 32970 43240 51950 

16070 250920 30140 35470 45960 55110 

17020 27710 32170 37520 49120 58920 

4020 7800 10440 13290 18230 22500 

5920 10500 13370 16490 22300 27390 

7940 13040 16050 19460 26210 31770 

10060 15300 18530 22270 29710 35680 

= 11600 17390 20850 24930 33050 39490 
на 13120 19490 23110 27290 35980 43460 


14370 21480 25200 29700 39080 47090 
15080 23370 27350 31950 41930 50420 
16760 25170 29200 34380 44590 53500 
17750 26900 31170 36380 47660 57220 


Note: Member dimension is identified as “b” in Figure 14A for connections with steel side plates on 
opposite sides. For connections having only one plate, member dimension is twice the thick- 
ness of the wood member. Linear interpolation for intermediate values shall be permitted. 
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Table 14.2.1E Reference Wood Capacity Design Values Parallel to Grain, P,, for Timber Rivets _ 
Rivet Length = 3-1/2" s,=1"  s,—1" 





Member | Rivets P, (Ibs.) 
Thickness per 
in. TOW No. of rows per side 
2 4 6 8 10 12 
2 2440 5850 9130 12850 16820 20350 
4 3590 7710 11580 16150 20820 24870 
6 4820 9560 14050 19480 24910 29560 
8 6100 11310 16680 22490 28550 33700 
675 10 7040 13050 18950 25530 32160 38220 
12 7960 14440 21200 28630 35780 41780 
14 8720 16160 23160 31490 39090 46090 
16 9160 17860 25530 33740 42340 49740 
18 10170 19390 27790 36330 45370 53120 
20 10770 21210 29780 38560 47930 55960 
2 2710 6490 10130 14250 18660 22570 
4 3980 8550 12840 17910 23090 27580 
6 5350 10600 15590 21600 27620 32790 
8 6770 12550 18500 24940 31660 37370 
85 10 7810 14480 21020 28320 35670 42390 
12 8830 16020 23510 31750 39680 46340 
14 9670 17920 25690 34920 43350 51110 
16 10160 19810 28310 37420 46960 55170 
18 11280 21510 30830 40300 50310 58910 
20 11950 23520 33030 42760 53160 62060 
2 3020 7240 11300 15900 20820 25180 
4 4440 9540 14330 19980 25760 30770 
6 5960 11830 17390 24100 30820 36580 
8 7550 14000 20630 27830 35320 40570 
105 10 8720 16150 23450 31420 38000 41760 
12 9850 17870 26230 32850 39220 43470 
14 10790 19990 28660 34370 40770 45050 
16 11330 22100 31580 35730 42190 46510 
18 12590 23990 33750 37340 43510 47850 
20 13330 26240 35340 38490 45290 49850 
2 3320 7960 12420 17490 22890 27690 
4 4890 10490 15760 21970 28330 33840 
6 6560 13010 19120 25230 31370 35100 
8 8310 15390 22350 26580 32170 35480 = 
125 10 9580 17760 24250 27850 33280 36450 = 
12 10830 19650 25950 28920 34280 37940 n 
14 11870 21990 27400 30150 35610 39340 m 
16 12460 24300 28890 31290 36860 40660 < 
18 13840 26360 30040 32670 38030 41880 d 
20 14660 28020 31320 33670 39620 43680 
2 3580 8580 13390 18850 24670 29840 
4 5270 11020 16940 22830 29290 33640 
7070 13590 19540 23990 29520 32900 
8 8950 15930 21540 25060 30160 33200 
a 10 10330 18090 23150 26150 31160 34110 
greater 12 11680 20230 24620 27120 32090 35530 
14 12790 22170 25890 28250 33350 36870 
16 13430 23950 27220 29310 34540 38120 
18 14920 25580 28250 30610 35650 39300 
20 15800 27070 29430 31550 37160 41020 





Note: Member dimension is identified as “b” in Figure 14A for connections with steel side plates on 
opposite sides. For connections having only one plate, member dimension is twice the thick- 
ness of the wood member. Linear interpolation for intermediate values shall be permitted. 
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Table 14.2.1F Reference Wood Capacity Design Values Parallel to Grain, P, for Timber Rivets 
Rivet Length = 3-1/2" s,=1-1/2" s,—1" 
Member | Rivets P, (lbs.) 
Thickness per 
in. row No. of rows per side 
2 4 6 8 10 12 


2770 6740 10490 14650 19100 23630 
4080 8890 13310 18410 23640 28880 
5470 11020 16160 22200 28280 34330 
6930 13040 19170 25640 32410 39130 
8000 15040 21780 29110 36510 44380 


3 9040 16640 24370 32630 40630 48520 
9900 18630 26630 35900 44380 53520 

10390 20590 29340 38460 48080 57770 

11550 22350 31950 41420 51510 61680 

12230 24450 34230 43960 54430 64990 

3070 7480 11640 16250 21190 26210 

4520 9860 14760 20420 26220 32030 

6070 12220 17920 24630 31360 38080 

7690 14460 21260 28440 35950 43400 

455 8870 16680 24160 32280 40500 49220 
10020 18460 27030 36190 45060 53820 

10980 20660 29530 39810 49220 59360 

11530 22830 32540 42660 53320 64070 

12810 24790 35440 45940 57130 68410 

13560 27110 37970 48750 60360 72070 

3430 8340 12980 18130 23640 29240 

5040 11000 16470 22780 29250 35740 

6770 13630 19990 27470 34990 42480 

8570 16130 23720 31720 40100 48420 

2 9890 18610 26950 36010 45180 54910 
11180 20590 30150 40380 50270 60040 

12250 23040 32940 43530 54910 65690 

12860 25470 36300 45490 58120 68370 

14290 27650 39530 47750 60310 70840 

15130 30250 42360 49450 63130 74240 

3770 8940 14280 19930 25990 32150 

5550 12090 18110 25050 32170 39300 

7440 14990 21980 30210 38480 46710 

9430 17740 26080 32640 42400 49720 

T 10880 20470 29450 34550 44560 52030 
12300 22640 31480 36220 46470 54910 

13470 25340 33270 38080 48780 57570 

14140 28010 35150 39800 50920 60030 

15710 30410 36640 41810 52910 62310 

16640 33260 38300 43320 55450 65400 

4060 8940 15370 21480 28010 34650 

5980 12730 19520 26990 34670 42350 

8020 16160 23590 28890 37960 44900 

10160 19120 25880 30610 39690 46550 

Е 11720 21820 27800 32370 41740 48760 
242 13250 24280 29620 33930 43560 51520 


14520 26450 31250 35680 45760 54070 
15240 28390 32980 37310 47800 56430 
16940 30160 34370 39220 49710 58630 
17930 31770 35920 40670 52140 61590 


Note: Member dimension is identified as “b” in Figure 14A for connections with steel side plates on 
opposite sides. For connections having only one plate, member dimension is twice the thickness 
of the wood member. Linear interpolation for intermediate values shall be permitted. 
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Table 14.2.2A Values of q,, (Ibs) Perpendicular Table 14.2.2B Geometry Factor, C,, for Timber 
to Grain for Timber Rivets Rivet Connections Loaded Per- 
pendicular to Grain 





вр = 1" 
Rivets =_= — 

54 Number of rows (n. -1) S, Ca (а, -1) 5, Ca 

in. 2 4 6 5 To 0.1 5.76 32 0.79 
776 809 927 1089 1255 0.2 3.19 3.6 0.77 
768 806 910 1056 1202 03 2.36 40 0.76 
821 870 963 1098 1232 04 2.00 50 0.72 
874 923 1013 1147 1284 E 177 "y 0.70 
n ан uo па | ово ом 

l 1173 1184 1256 1391 1525 0.7 147] 8.0 поо 
1237 1277 1345 1467 1624 0.8 1.36 9.0 0.64 
1318 1397 1460 1563 1752 0.9 1.28 10.0 0.63 
1420 1486 1536 1663 1850 1.0 1.20 12.0 0.61 
1548 1597 1628 1786 1970 12 1.10 14.0 0.59 
1711 1690 1741 1882 2062 1.4 1.02 16.0 0.57 
905 921 1042 1211 1395 16 0.96 18.0 0.56 
896 918 1024 1174 1337 18 0.92 20.0 0.55 
958 990 1083 1221 1370 20 0.89 250 0.53 

m 1020 1051 1140 1276 1428 m Us xU [ЙЕ] 
1119 1146 1231 1365 1524 T С 
1223 1232 1308 1442 1597 : 
1368 1348 1413 1547 1695 


1811 1731 1772 1905 2110 
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15.1 Lateral Distribution of a Concentrated Load 





15.1.1 Lateral Distribution of a 
Concentrated Load for Moment 


When a concentrated load at the center of the beam 
span is distributed to adjacent parallel beams by a wood 
or concrete-slab floor, the load on the beam nearest the 
point of application shall be determined by multiplying 
the load by the following factors: 


Lateral Distribution Factors 
for Moment 


Table 15.1.1 





Load on Critical Beam 





Kind of Floor (for one traffic lane’) 
2" plank S/4.0! 
4" nail laminated S/4.5! 
6" nail laminated S/5.0! 
Concrete, structurally de- S/6.0! 


signed 

1. S = average spacing of beams, ft. If S exceeds the denominator of the 
factor, the load on the two adjacent beams shall be the reactions of the 
load, with the assumption that the floor slab between the beams acts as 
a simple beam. 
See Reference 48 for additional information concerning two or more 
traffic lanes. 


N 


Table 15.1.2 


15.1.2 Lateral Distribution of a 
Concentrated Load for Shear 


When the load distribution for moment at the center 
of a beam is known or assumed to correspond to specif- 
ic values in the first two columns of Table 15.1.2, the 
distribution to adjacent parallel beams when loaded at 
or near the quarter point (the approximate point of max- 
imum shear) shall be assumed to be the corresponding 
values in the last two columns of Table 15.1.2. 


Lateral Distribution in Terms of Proportion of Total Load 





Load Applied at Center of Span 


Load Applied at 1/4 Point of Span 





Center Beam Distribution to Side Beams 


Center Beam Distribution to Side Beams 





1.00 0 

0.90 0.10 
0.80 0.20 
0.70 0.30 
0.60 0.40 
0.50 0.50 
0.40 0.60 
0.33 0.67 


15.2 Spaced Columns 


1.00 0 

0.94 0.06 
0.87 0.13 
0.79 0.21 
0.69 0.31 
0.58 0.42 
0.44 0.56 
0.33 0.67 





15.2.1 General 


15.2.1.1 The design load for a spaced column shall 
be the sum of the design loads for each of its individual 
members. 

15.2.1.2 The increased load capacity of a spaced 
column due to the end-fixity developed by the split ring 
or shear plate connectors and end blocks is effective 
only in the direction perpendicular to the wide faces of 


the individual members (direction parallel to dimension 
d;, in Figure 15A). The capacity of a spaced column in 
the direction parallel to the wide faces of the individual 
members (direction parallel to dimension d» in Figure 
15A) shall be subject to the provisions for simple solid 
columns, as set forth in 15.2.3. 


Copyright € American Wood Council. Downloaded/printed pursuant to License Agreement. No reproduction or transfer authorized. 
AMERICAN WOOD COUNCIL 


NATIONAL DESIGN SPECIFICATION FOR WOOD CONSTRUCTION 


Figure 15A Spaced Column Joined by Split 


Ring or Shear Plate Connectors 


У ALA SS 


SEA 


| 


S 





225 





Typical shear plate 
Spaced column connection in end block 
of spaced column 


Condition "a": end distance x €,/20 

€, and €, — distances between points of lateral support in planes 1 and 2, 
measured from center to center of lateral supports for continuous spaced 
columns, and measured from end to end for simple spaced columns, inch- 
es. 

£; = Distance from center of spacer block to centroid of the group of split 
ring or shear plate connectors in end blocks, inches. 

d, and d, = cross-sectional dimensions of individual rectangular compres- 
sion members in planes of lateral support, inches. 

Condition "b": (,/20 « end distance x €,/10 


15.2.2 Spacer and End Block Provisions 
15.2.2.1 Spaced columns shall be classified as to 


end fixity either as condition “a” or condition “b” (see 
Figure 15A), as follows: 

(a) For condition “a”, the centroid of the split ring 
or shear plate connector, or the group of con- 
nectors, in the end block shall be within €,/20 
from the column end. 

(b) For condition “b”, the centroid of the split ring 
or shear plate connector, or the group of con- 
nectors, in the end block shall be between 61/20 
and €,/10 from the column end. 

15.2.2.2 Where a single spacer block is located 

within the middle 1/10 of the column length, 4, split 
ring or shear plate connectors shall not be required for 
this block. If there are two or more spacer blocks, split 
ring or shear plate connectors shall be required and the 
distance between two adjacent blocks shall not exceed 


> the distance between centers of split ring or shear 
plate connectors in the end blocks. 

15.2.2.3 For spaced columns used as compression 
members of a truss, a panel point which is stayed later- 
ally shall be considered as the end of the spaced col- 
umn, and the portion of the web members, between the 
individual pieces making up a spaced column, shall be 
permitted to be considered as the end blocks. 

15.2.2.4 Thickness of spacer and end blocks shall 
not be less than that of individual members of the 
spaced column nor shall thickness, width, and length of 
spacer and end blocks be less than required for split 
ring or shear plate connectors of a size and number ca- 
pable of carrying the load computed in 15.2.2.5. 

15.2.2.5 To obtain spaced column action the split 
ring or shear plate connectors in each mutually contact- 
ing surface of end block and individual member at each 
end of a spaced column shall be of a size and number to 
provide a load capacity in pounds equal to the required 
cross-sectional area in square inches of one of the indi- 
vidual members times the appropriate end spacer block 
constant, Ks, determined from the following equations: 


Species Group End Spacer Block Constant, Ks 
A К; = 9.55 (6/4, – 11) < 468 
В К; = 8.14 (61/4, – 11) < 399 
С Ks = 6.73 (€ı/dı — 11) < 330 
D Ks = 5.32 (€ı/dı— 11) < 261 


If spaced columns are a part of a truss system or 
other similar framing, the split ring or shear plate con- 
nectors required by the connection provisions in Chap- 
ter 13 of this Specification shall be checked against the 
end spacer block constants, Ks, specified above. 


15.2.3 Column Stability Factor, Cp 


15.2.3.1 The effective column length, €. for a 
spaced column shall be determined in accordance with 
principles of engineering mechanics. One method for 
determining effective column length, when end-fixity 
conditions are known, is to multiply actual column 
length by the appropriate effective length factor speci- 
fied in Appendix G, €, 7 (K ,)(€), except that the effec- 
tive column length, €e, shall not be less than the actual 
column length, €. 

15.2.3.2 For individual members of a spaced col- 
umn (see Figure 15A): 

(a) €,/d, shall not exceed 80, where €; is the dis- 


Copyright € American Wood Council. Downloaded/printed pursuant to License Agreement. No reproduction or transfer authorized. 
AMERICAN WOOD COUNCIL 





o 
v 
m 
Q 
> 
r- 
г" 
о 
> 
g 
z 
o 
о 
о 
2 
© 
а 
о 
2 
Ф 





SPECIAL LOADING CONDITIONS 


tance between lateral supports that provide re- 
straint perpendicular to the wide faces of the 
individual members. 

(b) €,/d2 shall not exceed 50, where €» is the dis- 
tance between lateral supports that provide re- 
straint in a direction parallel to the wide faces 
of the individual members. 

(с) €3/d, shall not exceed 40, where €; is the dis- 
tance between the center of the spacer block 
and the centroid of the group of split ring or 
shear plate connectors in an end block. 

15.2.3.3 The column stability factor shall be calcu- 

lated as follows: 


Ес* = reference compression design value parallel 
to grain multiplied by all applicable adjust- 
ment factors except Cp (See 2.3) 


1+(Е„/Е; 
2c 


1+(F,, /F. 
%= “fel | 





! Б/Е (152-1) 
с 


where: 


_ 0,822К Ел 


(6,79) 
Kx = 2.5 for fixity condition “a” 


cE 


15.3 Built-Up Columns 





= 3.0 for fixity condition “b” 
c = 0.8 for sawn lumber 


= 0.9 for structural glued laminated timber or 
structural composite lumber 


15.2.3.4 Where individual members of a spaced 
column are of different species, grades, or thicknesses, 
the lesser adjusted compression parallel to grain design 
value, F,', for the weaker member shall apply to both 
members. 

15.2.3.5 The adjusted compression parallel to grain 
design value, F,', for a spaced column shall not exceed 
the adjusted compression parallel to grain design value, 
F,', for the individual members evaluated as solid col- 
umns without regard to fixity in accordance with 3.7 
using the column slenderness ratio €2/d) (see Figure 
15А). 

15.2.3.6 For especially severe service conditions 
and/or extraordinary hazard, use of lower adjusted de- 
sign values may be necessary. See Appendix H for 
background information concerning column stability 
calculations and Appendix F for information concern- 
ing coefficient of variation in modulus of elasticity 
(СОМ;). 

15.2.3.7 The equations in 3.9 for combined flexure 
and axial loading apply to spaced columns only for uni- 
axial bending in a direction parallel to the wide face of 
the individual member (dimension d; in Figure 15A). 





15.3.1 General 


The following provisions apply to nailed or bolted 
built-up columns with 2 to 5 laminations in which: 

(a) each lamination has a rectangular cross section 

and is at least 1-1/2" thick, t 2 1-1/2". 
(b) all laminations have the same depth (face 
width), d. 

(c) faces of adjacent laminations are in contact. 

(d) all laminations are full column length. 

(e) the connection requirements in 15.3.3 or 15.3.4 

are met. 

Nailed or bolted built-up columns not meeting the 
preceding limitations shall have individual laminations 
designed in accordance with 3.6.3 and 3.7. Where indi- 
vidual laminations are of different species, grades, or 
thicknesses, the lesser adjusted compression parallel to 
grain design value, F,’, and modulus of elasticity for 


beam and column stability, Emin', for the weakest lami- 
nation shall apply. 


15.3.2 Column Stability Factor, Cp 


15.3.2.1 The effective column length, €. for a 
built-up column shall be determined in accordance with 
principles of engineering mechanics. One method for 
determining effective column length, when end-fixity 
conditions are known, is to multiply actual column 
length by the appropriate effective length factor speci- 
fied in Appendix G, €l. = (К.)(0). 

15.3.2.2 Тһе slenderness ratios €.1/dı and €.2/dz (see 
Figure 15B) where each ratio has been adjusted by the 
appropriate buckling length coefficient, K., from Ap- 
pendix G, shall be determined. Each ratio shall be used 
to calculate a column stability factor, Cp, per section 
15.3.2.4 and the smaller Cp shall be used in determining 
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the adjusted compression design value parallel to grain, 
F.', for the column. F,' for built-up columns need not be 
less than F;' for the individual laminations designed as 
individual solid columns per section 3.7. 

15.3.2.3 The slenderness ratio, €,/d, for built-up 
columns shall not exceed 50, except that during con- 
struction €./d shall not exceed 75. 

15.3.2.4 The column stability factor shall be calcu- 
lated as follows: 


+(F../F; ) 
2c 
Fc* = reference compression design value parallel 
to grain multiplied by all applicable modifica- 
tion factors except Cp (See 2.3) 


0.822E,. 
(6.79) 


= 0.6 for built-up columns where €¢2/d2 is used 
to calculate Fce and the built-up columns are 
nailed in accordance with 15.3.3 


1» (F../F:) 


2c 





C, - K, 





2 
| F/F | (15.3-1) 
с 


where: 
Ке = 


= 0.75 for built-up columns where €¢2/d2 is 
used to calculate Fce and the built-up col- 
umns are bolted in accordance with 15.3.4 


Ке = 1.0 for built-up columns where €¢1/d:1 is used 
to calculate Fce and the built-up columns are 
either nailed or bolted in accordance with 
15.3.3 or 15.3.4, respectively 


c = 0.8 for sawn lumber 


c = 0.9 for structural glued laminated timber or 
structural composite lumber 


15.3.2.5 For especially severe service conditions 
and/or extraordinary hazard, use of lower adjusted de- 
sign values may be necessary. See Appendix H for 
background information concerning column stability 
calculations and Appendix F for information concern- 
ing coefficient of variation in modulus of elasticity 
(СОМ;). 


Figure 15B Mechanically Laminated Built- 
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15.3.3 Nailed Built-Up Columns 


15.3.3.1 The provisions in 15.3.1 and 15.3.2 apply 
to nailed built-up columns (see Figure 15C) in which: 
(a) adjacent nails are driven from opposite sides of 
the column 
(b) all nails penetrate all laminations and at least 
3/4 of the thickness of the outermost lamination 
(c) 15D < end distance < 18D 
(d) 20D <spacing between adjacent nails in a 
row < бі 
(е) 10D < spacing between rows of nails < 20D 
(f) 5D < edge distance < 20D 
(g) 2 or more longitudinal rows of nails are provid- 
ed where d » 3t, 
where: 


D 


nail diameter 


d = depth (face width) of individual lamination 


tmin = thickness of thinnest lamination 


Where only one longitudinal row of nails is re- 
quired, adjacent nails shall be staggered (see Figure 
15C). Where three or more longitudinal rows of nails 
are used, nails in adjacent rows shall be staggered. 
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SPECIAL LOADING CONDITIONS 





Figure 15C Typical Nailing Schedules for Built-Up Columns 
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Two 2"x 4" laminations with one row of A 
staggered 10d common wire nails 

(D = 0.148", L = 3") . 2, . 
Three 2"x 6" laminations with 
two rows of 30d common wire 


Three 2"x 4" laminations with one 
row of staggered 30d common wire ] : ы 
nails (D = 0.207", L = 4-1/2") nails (D = 0,207", L = 4-1/2") 


15.3.4 Bolted Built-Up Columns 15.3.4.2 Figure 15D provides an example of a bolt- 
ing schedule which meets the preceding connection 
15.3.4.1 The provisions in 15.3.1 and 15.3.2 apply requirements. 
to bolted built-up columns in which: 


(a) a metal plate or washer is provided between the Figure 15D Typical Bolting Schedules for 
wood and the bolt head, and between the wood Built-Up Columns 
and the nut 


(b) nuts are tightened to insure that faces of adja- 
cent laminations are in contact 

(c) for softwoods: 7D < end distance < 8.4D 
for hardwoods: 5D < end distance < 6D 

(d) 4D < spacing between adjacent bolts in a 
том < бі 

(e) 1.5D < spacing between rows of bolts < 10D 

(f) 1.5D < edge distance < 10D 

(g) 2 or more longitudinal rows of bolts are pro- 
vided where d > 3tmin 

where: 


D = bolt diameter 





d = depth (face width) of individual lamination Four 2" x 8" laminations (softwoods) 
with two rows of !^" diameter bolts. 


tmin = thickness of thinnest lamination 
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15.4 Wood Columns with Side Loads and Eccentricity 





15.4.1 General Equations 


One design method that allows calculation of the 
direct compression load that an eccentrically loaded 
column, or one with a side load, is capable of sustain- 
ing is as follows: 

(a) Members subjected to a combination of bend- 
ing from eccentricity and/or side loads about 
one or both principal axes, and axial compres- 
sion, shall be proportioned so that: 


(15.4-1) 





| f, | fei * f (6e, / 41: +0.234( Бе] , 
' Fa [1- (f ТЕ) 


bE 


2 
fio + f,(6e, /ay|s402006 (Faa) 0.284 i HB 80 | 
- <1.0 
ы | ШИР | 





Бє 
апа 
2 
| аба БЕР (15.4-2) 
Foro Foe 


(b) Members subjected to a combination of bend- 
ing and compression from an eccentric axial 
load about one or both principal axes, shall be 
proportioned so that: 


(15.4-3) 





E | | f(66, /d,)[10.234(f, /F..)] . 
| E, 1-6, jF] 


bE 


| <1. 
' f 
E; freto [nra] | 
bE 


2 


f f € 
$.4|-——————— | «1.0 


2 
f. (6e, ja +0.234(f, ува "оаза | Ме: 79 | 
<10 





апа 


(15.4-4) 





F, Foe 


cE2 


where: 


fo < Fort = 0:822 Erin for either uniaxial edgewise 
(€, /d,) bending or biaxial bending 


and 
0.822Е 


fe < Foee2 = тп. 


5 for uniaxial flatwise bending or 
(lo /9,) 


biaxial bending 


and 


120 Ein for biaxial bending 


B 


fba < Foe = 


fe = compression stress parallel to grain due to 
axial load 


fo1 7» edgewise bending stress due to side loads 
on narrow face only 


fe2 = flatwise bending stress due to side loads on 
wide face only 


F’ = adjusted compression design value parallel 
to grain that would be permitted if axial 
compressive stress only existed, determined 
in accordance with 2.3 and 3.7 


F»1' = adjusted edgewise bending design value 
that would be permitted if edgewise bending 
stress only existed, determined in accord- 
ance with 2.3 and 3.3.3 


Рь2' 


adjusted flatwise bending design value that 
would be permitted if flatwise bending stress 
only existed, determined in accordance with 
2.3 and 3.3.3 


Rs = slenderness ratio of bending member (see 
3.3.3) 


d1 = wide face dimension 
d2 = narrow face dimension 


e1 = eccentricity, measured parallel to wide face 
from centerline of column to centerline of 
axial load 


e2 = eccentricity, measured parallel to narrow 
face from centerline of column to centerline 
of axial load 


Effective column lengths, €e and €,., shall be de- 
termined in accordance with 3.7.1.2. Fog; and Fog shall 
be determined in accordance with 3.7. Fyg shall be de- 
termined in accordance with 3.3.3. 
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SPECIAL LOADING CONDITIONS 


15.4.2 Columns with Side Brackets 


15.4.2.1 The formulas in 15.4.1 assume that the 
eccentric load is applied at the end of the column. One 
design method that allows calculation of the actual 
bending stress, f,, if the eccentric load is applied by a 
bracket within the upper quarter of the length of the 
column is as follows. 

15.4.2.2 Assume that a bracket load, P, at a dis- 
tance, a, from the center of the column (Figure 15E), is 
replaced by the same load, P, centrally applied at the 
top of the column, plus a side load, P,, applied at mid- 
height. Calculate P, from the following formula: 


3P 
P, = T (15.4-5) 
where: 


P = actual load on bracket, Ibs. 


Ps = assumed horizontal side load placed at 
center of height of column, Ibs. 


a = horizontal distance from load on bracket to 
center of column, in. 


€ = total length of column, in. 


€. 7 distance measured vertically from point of 
application of load on bracket to farther end 
of column, in. 


The assumed centrally applied load, P, shall be 
added to other concentric column loads, and the calcu- 
lated side load, P,, shall be used to determine the actu- 
al bending stress, fp}, for use in the formula for concen- 
tric end and side loading. 














Figure 15E Eccentrically Loaded Column 
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16.1 General 








Chapter 16 establishes general fire design provi- 
sions that apply to all wood structural members and 
connections covered under this Specification, unless 
otherwise noted. Each wood member or connection 
shall be of sufficient size and capacity to carry the ap- 
plied loads without exceeding the design provisions 


specified herein. Reference design values and specific 
design provisions applicable to particular wood prod- 
ucts or connections to be used with the provisions of 
this Chapter are given in other Chapters of this Specifi- 
cation. 


16.2 Design Procedures for Exposed Wood Members 





The induced stress shall not exceed the resisting 
strength which has been adjusted for fire exposure. 
Wood member design provisions herein are limited to 
fire resistance calculations not exceeding 2 hours. 


16.2.1 Char Rate 


16.2.1.1 The non-linear char rate to be used in this 
procedure can be estimated from published nominal 1- 
hour char rate data using the following equation: 


B, =B, at one hour (16.2-1) 


where: 


Bt = non-linear char rate (in./hr.°-813), adjusted for ex- 
posure time, t 


n = nominal char rate (in./hr.), linear char rate based 
on 1-hour exposure 


t = exposure time (hr.) 


A nominal char rate, Bn, of 1.5 in./hr. is commonly 
assumed for sawn lumber, structural glued laminated 
softwood timber, laminated veneer lumber, parallel 
strand lumber, laminated strand lumber, and cross- 
laminated timber. 

16.2.1.2 For sawn lumber, structural glued laminat- 
ed softwood timber, laminated veneer lumber, parallel 
strand lumber, and laminated strand lumber, the char 
depth, ac, for each exposed surface shall be calculated 
as: 


Bu pro (16.2-2) 


16.2.1.3 For cross-laminated timber manufactured 
with laminations of equal thickness, the char depth, 
Achar, Shall be calculated as follows: 


Achar = Пат Dias F В, (t – (Пат ty y (16.2-3) 


h 1.23 
f e| 
В. 


where: 
tei = time for char front to reach glued interface (hr.) 
Пат = lamination thickness (in.) 


and 
t 
Nan = — 


lam 
gi 


Пат = number of laminations charred (rounded to lowest 
integer) 


t = exposure time (hr.) 


16.2.1.4 For structural calculations, section proper- 
ties shall be calculated using standard equations for ar- 
ea, section modulus, and moment of inertia using the 
reduced cross-sectional dimensions. The dimensions are 
reduced by the effective char depth, aef, for each sur- 
face exposed to fire, where: 


a,, —1.2a (16.2-4) 


char 


For sawn lumber, structural glued laminated soft- 
wood timber, laminated veneer lumber, parallel strand 
lumber, and laminated strand lumber, assuming a nomi- 
nal char rate, 8, = 1.5 in/hr., the char depth, a44,, and 
effective char depth, a.g are shown in Table 16.2.1A. 
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Table 16.2.1A Char Depth and Effective Char 
Depth (for Bn = 1.5 in./hr.) 











Char Effective Char 
Required Fire Depth, Depth, 
Resistance Achar Aeff 
(hr.) (іп.) (іп.) 
1-Hour 1.5 1.8 
1%-Hour 2.1 2.5 
2-Hour 2.6 3.2 





For cross-laminated timber manufactured with lam- 
inations of equal thickness and assuming a nominal char 
rate, B,, of 1.5 in./hr., the effective char depth, a.m for 
each exposed surface is shown in Table 16.2.1B. 


Table 16.2.1B Effective Char Depths (for CLT 
with 6, = 1.5in./hr.) 


Required Effective Char Depths, а, 
Fire (in.) 





Resistance lamination thicknesses, hiam (in.) 





(hr.) 
5/8 | 3/A | 7/8 | 1 | 1-1/4] 1-3/8 | 1-1/2] 1-3/4) 2 





1-Hour 2.2 |22| 21 |2.0 | 2.0 1.9 1.8 | 1.8 1.8 
1%-Ноиг 34 |32| 31 |30| 29 | 28 | 28 | 28 | 2.6 
2-Hour 44 |43| 41 [4.0 | 3.9 | 3.8 3.6 | 3.6 | 3.6 





























16.2.1.5 For cross-laminated timber, reduced sec- 
tion properties shall be calculated using equations pro- 
vided by the cross-laminated timber manufacturer 
based on the actual layup used in the manufacturing 
process. 


16.2.2 Member Strength 


For sawn lumber, structural glued laminated soft- 
wood timber, laminated veneer lumber, parallel strand 
lumber, laminated strand lumber, and cross-laminated 
timber, the average member strength can be approxi- 
mated by multiplying reference design values (Fy, F, 
F., Fog, Fo) by the adjustment factors specified in Table 
16.2.2. 


The E, F, F, Fyg and F,; values and cross- 
sectional properties shall be adjusted prior to use of 
Equations 3.3-6, 3.7-1, 3.9-1, 3.9-2, 3.9-3, 3.9-4, 15.2- 
1, 15.3-1, 15.4-1, 15.4-2, 15.4-3, or 15.4-4. 


16.2.3 Design of Members 


The induced stress calculated using reduced section 
properties determined in 16.2.1 shall not exceed the 
member strength determined in 16.2.2. 


16.2.4 Special Provisions for Structural 
Glued Laminated Softwood Timber Beams 


For structural glued laminated softwood timber 
bending members given in Table 5A and rated for 1- 
hour fire resistance, an outer tension lamination shall be 
substituted for a core lamination on the tension side for 
unbalanced beams and on both sides for balanced 
beams. For structural glued laminated softwood timber 
bending members given in Table 5A and rated for 1⁄2- 
or 2-hour fire resistance, 2 outer tension laminations 
shall be substituted for 2 core laminations on the ten- 
sion side for unbalanced beams and on both sides for 
balanced beams. 


16.2.5 Provisions for Timber Decks 


Timber decks consist of planks that are at least 2" 
(actual) thick. The planks shall span the distance be- 
tween supporting beams. Single and double tongue- 
and-groove (T&G) decking shall be designed as an as- 
sembly of wood beams fully exposed on one face. Butt- 
jointed decking shall be designed as an assembly of 
wood beams partially exposed on the sides and fully 
exposed on one face. To compute the effects of partial 
exposure of the decking on its sides, the char rate for 
this limited exposure shall be reduced to 33% of the 
effective char rate. These calculation procedures do not 
address thermal separation. 
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FIRE DESIGN OF WOOD MEMBERS 





Table 16.2.2 Adjustment Factors for Fire Design: 





























ASD 
| | | 

$B.| B 8 8 57 | 87 

zas 5 | 5 | € | 25] 58 

Bie g E 5 == | Ба 

Е В 2 5 5 5 = 

az > p m © 
Bending Strength Fy x 2.85 Cr Cy Са Ср - 
Beam Buckling Strength For X 2.03 - - 5 5 z 
Tensile Strength F, x 2.85 Cr - = = E 
Compressive Strength F, х 2.58 Ср - - - Ср 
Column Buckling Strength Еск x 2.03 - - = = 2 


1. See 4.3, 5.3, 8.3, and 10.3 for applicability of adjustment factors for specific products. 
2. Factor shall be based on initial cross-section dimensions. 
3. Factor shall be based on reduced cross-section dimensions. 


16.3 Wood Connections 





Wood connections, including connectors, fasteners, 
and portions of wood members included in the connec- 
tion design, shall be protected from fire exposure for 
the required fire resistance time. Protection shall be 
provided by wood, fire-rated gypsum board, other ap- 
proved materials, or a combination thereof. 
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Appendix A 





(Non-mandatory) Construction and Design Practices 





A.1 Care of Material 


Lumber shall be so handled and covered as to pre- 
vent marring and moisture absorption from snow or 
rain. 


A.2 Foundations 


A.2.1 Foundations shall be adequate to support the 
building or structure and any required loads, without 
excessive or unequal settlement or uplift. 

A.2.2 Good construction practices generally elimi- 
nate decay or termite damage. Such practices are de- 
signed to prevent conditions which would be conducive 
to decay and insect attack. The building site shall be 
graded to provide drainage away from the structure. All 
roots and scraps of lumber shall be removed from the 
immediate vicinity of the building before backfilling. 


A.3 Structural Design 


Consideration shall be given in design to the possi- 
ble effect of cross-grain dimensional changes which may 
occur in lumber fabricated or erected in a green condi- 
tion (i.e., provisions shall be made in the design so that if 
dimensional changes caused by seasoning to moisture 
equilibrium occur, the structure will move as a whole, 
and the differential movement of similar parts and mem- 
bers meeting at connections will be a minimum). 


A.4 Drainage 


In exterior structures, the design shall be such as to 
minimize pockets in which moisture can accumulate, or 
adequate caps, drainage, and drips shall be provided. 


A.5 Camber 


Adequate camber in trusses to give proper appear- 
ance and to counteract any deflection from loading 
should be provided. For timber connector construction, 
such camber shall be permitted to be estimated from the 
formula: 

3 2 
Kes 1А (А-1) 


where: 


A = camber at center of truss, in. 


L = truss span, ft 

H = truss height at center, ft 
Ка = 0.000032 for any type of truss 
K2 = 0.0028 for flat and pitched trusses 


K2 = 0.00063 for bowstring trusses (i.e., trusses 
without splices in upper chord) 


A.6 Erection 


A.6.1 Provision shall be made to prevent the over- 
stressing of members or connections during erection. 

A.6.2 Bolted connections shall be snugly tightened, 
but not to the extent of crushing wood under washers. 

A.6.3 Adequate bracing shall be provided until 
permanent bracing and/or diaphragms are installed. 


A.7 Inspection 


Provision should be made for competent inspection 
of materials and workmanship. 


A.8 Maintenance 


There shall be competent inspection and tightening 
of bolts in connections of trusses and structural frames. 


A.9 Wood Column Bracing 


In buildings, for forces acting in a direction parallel 
to the truss or beam, column bracing shall be permitted 
to be provided by knee braces or, in the case of trusses, 
by extending the column to the top chord of the truss 
where the bottom and top chords are separated suffi- 
ciently to provide adequate bracing action. In a direc- 
tion perpendicular to the truss or beam, bracing shall be 
permitted to be provided by wall construction, knee 
braces, or bracing between columns. Such bracing be- 
tween columns should be installed preferably in the 
same bays as the bracing between trusses. 


A.10 Truss Bracing 


In buildings, truss bracing to resist lateral forces 

shall be permitted as follows: 
(a) Diagonal lateral bracing between top chords of 
trusses shall be permitted to be omitted when 
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the provisions of Appendix A.11 are followed 
or when the roof joists rest on and are securely 
fastened to the top chords of the trusses and are 
covered with wood sheathing. Where sheathing 
other than wood is applied, top chord diagonal 
lateral bracing should be installed. 

(b) In all cases, vertical sway bracing should be in- 
stalled in each third or fourth bay at intervals of 
approximately 35 feet measured parallel to 
trusses. Also, bottom chord lateral bracing 
should be installed in the same bays as the ver- 
tical sway bracing, where practical, and should 
extend from side wall to side wall. In addition, 
struts should be installed between bottom 
chords at the same truss panels as vertical sway 
bracing and should extend continuously from 
end wall to end wall. If the roof construction 
does not provide proper top chord strut action, 
separate additional members should be provid- 
ed. 


A.11 Lateral Support of Arches, 
Compression Chords of Trusses and Studs 


A.11.1 When roof joists or purlins are used be- 
tween arches or compression chords, or when roof 
joists or purlins are placed on top of an arch or com- 
pression chord, and are securely fastened to the arch or 
compression chord, the largest value of €,/d, calculated 
using the depth of the arch or compression chord or 
calculated using the breadth (least dimension) of the 
arch or compression chord between points of intermit- 
tent lateral support, shall be used. The roof joists or 
purlins should be placed to account for shrinkage (for 
example by placing the upper edges of unseasoned 
joists approximately 5% of the joist depth above the 
tops of the arch or chord), but also placed low enough 
to provide adequate lateral support. 


A.11.2 When planks are placed on top of an arch or 
compression chord, and securely fastened to the arch or 
compression chord, or when sheathing is nailed proper- 
ly to the top chord of trussed rafters, the depth rather 
than the breadth of the arch, compression chord, or 
trussed rafter shall be permitted to be used as the least 
dimension in determining €,/d. 

A.11.3 When stud walls in light frame construction 
are adequately sheathed on at least one side, the depth, 
rather than breadth of the stud, shall be permitted to be 
taken as the least dimension in calculating the ¢,/d ra- 
tio. The sheathing shall be shown by experience to pro- 
vide lateral support and shall be adequately fastened. 
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(Non-mandatory) Load Duration (ASD Only) 





B.1 Adjustment of Reference Design Values 
for Load Duration 


B.1.1 Normal Load Duration. The reference design 
values in this Specification are for normal load dura- 
tion. Normal load duration contemplates fully stressing 
a member to its allowable design value by the applica- 
tion of the full design load for a cumulative duration of 
approximately 10 years and/or the application of 90% 
of the full design load continuously throughout the re- 
mainder of the life of the structure, without encroaching 
on the factor of safety. 

B.1.2 Other Load Durations. Since tests have 
shown that wood has the property of carrying substan- 
tially greater maximum loads for short durations than 
for long durations of loading, reference design values 
for normal load duration shall be multiplied by load 
duration factors, Cp, for other durations of load (see 
Figure B1). Load duration factors do not apply to refer- 
ence modulus of elasticity design values, E, nor to ref- 
erence compression design values perpendicular to 
grain, F,,, based on a deformation limit. 

(a) When the member is fully stressed to the ad- 
justed design value by application of the full 
design load permanently, or for a cumulative 
total of more than 10 years, reference design 
values for normal load duration (except E and 
F., based on a deformation limit) shall be mul- 
tiplied by the load duration factor, Cp = 0.90. 

(b) Likewise, when the duration of the full design 
load does not exceed the following durations, 
reference design values for normal load dura- 
tion (except E and F., based on a deformation 
limit) shall be multiplied by the following load 
duration factors: 





Ср Load Duration 
1.15 two months duration 
1.25 seven days duration 
1.6 ten minutes duration 
2.0 impact 


(c) The 2 month load duration factor, Cp = 1.15, is 
applicable to design snow loads based on 
ASCE 7. Other load duration factors shall be 
permitted to be used where such adjustments 
are referenced to the duration of the design 
snow load in the specific location being con- 
sidered. 

(d) The 10 minutes load duration factor, Cp = 1.6, 


is applicable to design earthquake loads and 
design wind loads based on ASCE 7. 

(е) Load duration factors greater than 1.6 shall not 
apply to structural members pressure-treated 
with water-borne preservatives (see Reference 
30), or fire retardant chemicals. The impact 
load duration factor shall not apply to connec- 
tions. 


B.2 Combinations of Loads of Different 
Durations 


When loads of different durations are applied sim- 
ultaneously to members which have full lateral support 
to prevent buckling, the design of structural members 
and connections shall be based on the critical load 
combination determined from the following proce- 
dures: 

(a) Determine the magnitude of each load that will 
occur on a structural member and accumulate 
subtotals of combinations of these loads. De- 
sign loads established by applicable building 
codes and standards may include load combina- 
tion factors to adjust for probability of simulta- 
neous occurrence of various loads (see Appen- 
dix B.4). Such load combination factors should 
be included in the load combination subtotals. 

(b) Divide each subtotal by the load duration fac- 
tor, Cp, for the shortest duration load in the 
combination of loads under consideration. 


Shortest Load Duration in Load Duration 





the Combination of Loads Factor, Cp 
Permanent 0.9 
Normal 1.0 
Two Months 1.15 
Seven Days 1.25 
Ten Minutes 1.6 
Impact 2.0 


(c) The largest value thus obtained indicates the 
critical load combination to be used in design- 
ing the structural member or connection. 

EXAMPLE: Determine the critical load combina- 

tion for a structural member subjected to the following 
loads established by applicable building code or stand- 
ard: 

D - deadload 

L = live load 
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S = snow load 

W = wind load 
The actual stress due to any combination of the above 
loads shall be less than or equal to the adjusted design 
value modified by the load duration factor, Cp, for the 
shortest duration load in that combination of loads: 


Actual stress due to (Cp) x (Design value) 
D <(0.9) x (design value) 
D+L <(1.0) x (design value) 
D+W < (1.6) x (design value) 
D+L+S < (1.15) x (design value) 


D+L+W <(1.6) x (design value) 
D+S+W <(1.6) x (design value) 
D+L+S+W <(1.6) — x (design value) 


The equations above may be specified by the applicable 
building code and shall be checked as required. Load 
combination factors specified by the applicable build- 


Figure B1 
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ing code or standard should be included in the above 
equations, as specified in B.2(a). 


B.3 Mechanical Connections 


Load duration factors, Cp < 1.6, apply to reference 
design values for connections, except when connection 
capacity is based on design of metal parts (see 11.2.3). 


B.4 Load Combination Reduction Factors 


Reductions in total design load for certain combina- 
tions of loads account for the reduced probability of 
simultaneous occurrence of the various design loads. 
Load duration factors, Cp, account for the relationship 
between wood strength and time under load. Load dura- 
tion factors, Cp, are independent of load combination 
reduction factors, and both may be used in design cal- 
culations (see 1.4.4). 


Load Duration Factors, C», for Various Load Durations 





PERMANENT 


Duration of Maximum Load 
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Appendix C 





(Non-mandatory) Temperature Effects 





C.1 


As wood is cooled below normal temperatures, its 
strength increases. When heated, its strength decreases. 
This temperature effect is immediate and its magnitude 
varies depending on the moisture content of the wood. 
Up to 150?F, the immediate effect is reversible. The 
member will recover essentially all its strength when 
the temperature is reduced to normal. Prolonged heat- 
ing to temperatures above 150?F can cause a permanent 
loss of strength. 


с.2 


In some regions, structural members are periodical- 
ly exposed to fairly elevated temperatures. However, 
the normal accompanying relative humidity generally is 
very low and, as a result, wood moisture contents also 
are low. The immediate effect of the periodic exposure 
to the elevated temperatures is less pronounced because 
of this dryness. Also, independently of temperature 
changes, wood strength properties generally increase 
with a decrease in moisture content. In recognition of 
these offsetting factors, it is traditional practice to use 
the reference design values from this Specification for 
ordinary temperature fluctuations and occasional short- 
term heating to temperatures up to 150°F. 


с.з 


When wood structural members are heated to tem- 
peratures up to 150°F for extended periods of time, ad- 
justment of the reference design values in this Specifi- 
cation may be necessary (see 2.3.3 and 11.3.4). See 
Reference 53 for additional information concerning the 
effect of temperature on wood strength. 
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Appendix D 


(Non-mandatory) Lateral Stability of Beams 





D.1 


Slenderness ratios and related equations for adjust- 
ing reference bending design values for lateral buckling 
in 3.3.3 are based on theoretical analyses and beam ver- 
ification tests. 


D.2 


Treatment of lateral buckling in beams parallels 
that for columns given in 3.7.1 and Appendix H. Beam 
stability calculations are based on slenderness ratio, Rg, 
defined as: 


са 


R; = p? 





(D-1) 
with €. as specified in 3.3.3. 
D.3 

For beams with rectangular cross section where Rg 


does not exceed 50, adjusted bending design values are 
obtained by the equation (where C; x Cy): 





ж Ж 2 Ж 
к 1+(Fe/Fe)  ft+(Fe/Fe) | Re; | рә) 
NUM 1.9 1.9 0.95 
where: , 
Bi 1.20 E к (р-3) 
R 2 
B 


Fp* = reference bending design value multiplied by 
all applicable adjustment factors except Cru, 
Cv (when Cv < 1.0), апа Ci (See 2.3) 


D.4 


Reference modulus of elasticity for beam and col- 
umn stability, Emin, in Equation D-3 is based on the fol- 
lowing equation: 


Emin = E [1 — 1.645 COV;](1.03)/1.66 


where: 


(D-4) 


E = reference modulus of elasticity 


1.03 = adjustment factor to convert E values to a 
pure bending basis except that the factor is 
1.05 for structural glued laminated timber 


1.66 = factor of safety 


СОМЕ = coefficient of variation in modulus of 
elasticity (see Appendix F) 


Emin represents an approximate 5% lower exclusion 
value on pure bending modulus of elasticity, plus a 1.66 
factor of safety. 


D.5 


For products with less E variability than visually 
graded sawn lumber, higher critical buckling design 
values (Fg) may be calculated. For a product having a 
lower coefficient of variation in modulus of elasticity, 
use of Equations D-3 and D-4 will provide a 1.66 factor 
of safety at the 5% lower exclusion value. 
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APPENDIX 


Appendix E 





(Non-mandatory) Local Stresses in Fastener Groups 





E.1 General 


Where a fastener group is composed of closely 
spaced fasteners loaded parallel to grain, the capacity of 
the fastener group may be limited by wood failure at 
the net section or tear-out around the fasteners caused 
by local stresses. One method to evaluate member 
strength for local stresses around fastener groups is out- 
lined in the following procedures. 

E.1.1 Reference design values for timber rivet con- 
nections in Chapter 14 account for local stress effects 
and do not require further modification by procedures 
outlined in this Appendix. 

E.1.2 The capacity of connections with closely 
spaced, large diameter bolts has been shown to be lim- 
ited by the capacity of the wood surrounding the connec- 
tion. Connections with groups of smaller diameter fas- 
teners, such as typical nailed connections in wood-frame 
construction, may not be limited by wood capacity. 


E.2 Net Section Tension Capacity 


The adjusted tension capacity is calculated in ac- 
cordance with provisions of 3.1.2 and 3.8.1 as follows: 


, , 
Zur ДЕ F, Anet (Е.2-1) 
where: 


Znt’ = adjusted tension capacity of net section area 


F:’ = adjusted tension design value parallel to 
grain 


Anet = net section area per 3.1.2 
E.3 Row Tear-Out Capacity 


The adjusted tear-out capacity of a row of fasteners 
can be estimated as follows: 


‚ FA 
Bm -n V A (E.3-1) 
where: 


Znii' » adjusted row tear out capacity of row i 


Fy’ = adjusted shear design value parallel to grain 


Acritical = Minimum shear area of any fastener in row i 


ni = number of fasteners in row i 


E3.1 Assuming one shear line on each side of bolts 
in a row (observed in tests of bolted connections), 
Equation E.3-1 becomes: 


‚ЕХ 


2 = [панка |(2 shear lines) (E.3-2) 


, 
= nF, tS critical 
where: 


батса, = Minimum spacing in row i taken as the lesser 
of the end distance or the spacing between 
fasteners in row i 


t = thickness of member 


The total adjusted row tear-out capacity of multiple 
rows of fasteners can be estimated as: 


! Drow ! 
“ат = > Zari 
i-i 


where: 


(E.3-3) 


Znr' 7 adjusted row tear out capacity of multiple 
rows 


Nrow = number of rows 


E.3.2 In Equation E.3-1, it is assumed that the in- 
duced shear stress varies from a maximum value of f, = 
Е/ to a minimum value of f, = 0 along each shear line 
between fasteners in a row and that the change in shear 
stress/strain is linear along each shear line. The result- 
ing triangular stress distribution on each shear line be- 
tween fasteners in a row establishes an apparent shear 
stress equal to half of the adjusted design shear stress, 
F,'/2, as shown in Equation E.3-1. This assumption is 
combined with the critical area concept for evaluating 
stresses in fastener groups and provides good agree- 
ment with results from tests of bolted connections. 

E3.3 Use of the minimum shear area of any fasten- 
er in a row for calculation of row tear-out capacity is 
based on the assumption that the smallest shear area 
between fasteners in a row will limit the capacity of the 
row of fasteners. Limited verification of this approach 
is provided from tests of bolted connections. 
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E.4 Group Tear-Out Capacity 


The adjusted tear-out capacity of a group of “n” 
rows of fasteners can be estimated as: 


, , 


A Z , 
— TRT-1 RT-n 
Za = 2 T 2 T Е, ое ла 


(Е.4-1) 


where: 
Zar - adjusted group tear-out capacity 


Znr4' 7 adjusted row tear-out capacity of row 1 of 
fasteners bounding the critical group area 


Znr» 7 adjusted row tear-out capacity of row n of 
fasteners bounding the critical group area 


Agroup-net = Critical group net section area between row 1 
and rown 


E.4.1 For groups of fasteners with non-uniform 
spacing between rows of fasteners various definitions 


E.6 Sample Solution of Staggered Bolts 


of critical group area should be checked for group tear- 
out in combination with row tear-out to determine the 
adjusted capacity of the critical section. 


E.5 Effects of Fastener Placement 


E.5.1 Modification of fastener placement within a 
fastener group can be used to increase row tear-out and 
group tear-out capacity limited by local stresses around 
the fastener group. Increased spacing between fasteners 
in a row is one way to increase row tear-out capacity. 
Increased spacing between rows of fasteners is one way 
to increase group tear-out capacity. 

E.5.2 Section 12.5.1.3 limits the spacing between 
outer rows of fasteners paralleling the member on a 
single splice plate to 5 inches. This requirement is im- 
posed to limit local stresses resulting from shrinkage of 
wood members. Where special detailing is used to ad- 
dress shrinkage, such as the use of slotted holes, the 5- 
inch limit can be adjusted. 





Calculate the net section area tension, row tear-out, 
and group tear-out ASD adjusted design capacities for 
the double-shear bolted connection in Figure E1. 


Main Member: 

Combination 2 Douglas fir 3-1/8 x 12 glued laminated 
timber member. See NDS Supplement Table 5B — 
Members stressed primarily in axial tension or com- 
pression for reference design values. Adjustment fac- 
tors Cp, Cy, and Cy are assumed to equal 1.0 and C,, = 
0.72 (see NDS 5.3.10) is used in this example for calcu- 
lation of adjusted design values. 


Ғ/ = 1250 psi 
Fy’ = 265 psi (Cw) = 265 (0.72) = 191 psi 


Main member thickness, t4: 3.125 in. 
Main member width, w: 12 in. 


Side Member: 
A36 steel plates on each side 
Side plate thickness, t,: 0.25 in. 


Connection Details: 

Bolt diameter, D: 1 inch 

Bolt hole diameter, D,: 1.0625 in. 

Adjusted ASD bolt design value, Z,': 4380 lbs (see Ta- 
ble 121. For this trial design, the group action factor, C,, 
is taken as 1.0). 

Spacing between rows: S;ow = 2.5D 


Adjusted ASD Connection Capacity, nZ,’: 
nZ\|' = (8 bolts)(4,380 105) = 35,040 Ibs 


Figure E1 Staggered Rows of Bolts 
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Adjusted ASD Net Section Area Tension Capacity, 
ыт: 


LA = Ft [w ш Nown | 


2м’ = (1,250 рѕі)(3.125")[12" – 3(1.0625")] 
= 34,424 lbs 


Adjusted ASD Row Tear-Out Capacity, “ат: 


Za = nF, ts 


critical 

2вт1' = 3(191 psi)(3.125")(4") = 7,163 lbs 
2ят2! - 2(191 psi)(3.125")(4") = 4,775 lbs 
2втз' = 3(191 psi)(3.125")(4") = 7,163 lbs 


Drow 


Ze = > Zo 


i-1 


= 7,163 + 4,775 * 7,163 - 19,101 Ibs 


E.7 Sample Solution of Row of Bolts 





Adjusted ASD Group Tear-Out Capacity, “ат: 


Zor P == + ба + Ft | (n. = Он Е D, )] 


(7,163 lbs)/2 + (7,163 lbs)/2 + 


Zar 
(1,250 psi) (3.125")[(3 - 1)(2.5" - 1.0625")] 


18,393 lbs 


In this sample calculation, the adjusted ASD connec- 
tion capacity is limited to 18,393 pounds by group tear- 
out, Zor. 





Calculate the net section area tension and row tear- 
out adjusted ASD design capacities for the single-shear 
single-row bolted connection represented in Figure E2. 


Main and Side Members: 

#2 grade Hem-Fir 2x4 lumber. See NDS Supplement 
Table 4A — Visually Graded Dimension Lumber for 
reference design values. Adjustment factors Cp, Cr, Cu, 
and C; are assumed to equal 1.0 in this example for cal- 
culation of adjusted design values. 


Fi’ = 525 psi (Cr) = 525(1.5) = 788 psi 
v 7 150 psi 
Connection Details: 
Bolt diameter, D: 1/2 in. 
Bolt hole diameter, D,: 0.5625 in. 
Adjusted ASD bolt design value, Z)': 550 Ibs (See NDS 


Table 12A. For this trial design, the group action factor, 
C,, is taken as 1.0). 


Adjusted ASD Connection Capacity, nZ)’: 
nZ = (3 бон 5)(550 105) = 1,650 165 


Adjusted ASD Net Section Area Tension Capacity, 
Уыт: 


Z4 -Ft[w-n,D,] 


row 


Zw' = (788 р5)(1.5")[3.5" – 1(0.5625")] = 3,470 Ibs 


Figure E2 Single Row of Bolts 




















Adjusted ASD Row Tear-Out Capacity, “ет: 


Zo = nF, ts 


critical 


2вт1'' = 3(150 psi)(1.5")(2") = 1,350 lbs 


In this sample calculation, the adjusted ASD con- 
nection capacity is limited to 1,350 pounds by row tear- 
out, Тат. 
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E.8 Sample Solution of Row of Split Rings 








Calculate the net section area tension and row tear-out 
adjusted ASD design capacities for the single-shear single- 
row split ring connection represented in Figure E3. 


Main and Side Members: 

#2 grade Southern Pine 2x4 lumber. See NDS Supple- 
ment Table 4B — Visually Graded Southern Pine Di- 
mension Lumber for reference design values. Adjust- 
ment factors Cp, Cr, Cy, and C; are assumed to equal 
1.0 in this example for calculation of adjusted design 
values. 


Fr’ = 825 psi 
Fy’ = 175 psi 
Main member thickness, tm: 1.5 in. 


Side member thickness, t,: 1.5 in. 
Main and side member width, w: 3.5 in. 


Connection Details: 

Split ring diameter, D: 2.5 in. (see Appendix K for con- 
nector dimensions) 

Adjusted ASD split ring design value, P’: 2,730 Ibs (see 
Table 13.2A. For this trial design, the group action fac- 
тог, Су, is taken as 1.0). 


Adjusted ASD Connection Capacity, nP": 

nP’ = (2 split rings)(2,730 Ibs) = 5,460 Ibs 
Adjusted ASD Net Section Area Tension Capacity, 
Уыт: 


Zw = F, Aret 











“мг = Fi’ [A2x4 = Aboit-hole = Asplit ring projected area] 
2м’ = (825 psi)[5.25 in.2 - 1.5" (0.5625") – 1.1 іп.2] 
= 2,728 lbs 
Figure E3 Single Row of Split Ring 
Connectors 
[ge in—-+—_6.75 in 4 











cv f 
AE 





Adjusted ASD Row Tear-Out Capacity, ет: 


, 

к БОДЫ > 
Zo =", у 2 M 
m 
= 
Zar! = [(2 соппестог5)(175 psi)/2](21.735 in.?) S 

= 3,804 Ibs 

where: 


Acritical = 21.735 in.2 (See Figures E4 and E5) 


In this sample calculation, the adjusted ASD con- 
nection capacity is limited to 2,728 pounds by net sec- 
tion area tension capacity, Zr’. 


Figure E4 Acritical for Split Ring Connection 
(based on distance from end of 
member) 

Hole diameter = 9/16” 

ы 

q 0.18" 


Loa 


Aedge plane 7 (2 shear lines) (groove depth )(Scriticai) 
= (2 shear lines) (0.375")(5.5") = 4.125 in.? 


Abottom plane net = (Abottom plane) = (Aspiit ring groove) E 


(Арон поје) 


= [(5.5")(2.92") + (1)(2.92")2/8] – 
(n/4)[(2.92")2 - (2.92" - 0.18" - 0.18")?] - 
(л/4)(0.5625")2 


= 17.61 іп.2 


Acriticial = Aedge plane + Abottom plane net 


= 21.735 іп.2 
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Figure Е5 Acritical for Split Ring Connection Е | А 
(based on distance between first Aedge plane = (2 Shear lines) (groove depth)(Scritical) 


and second split ring) = (2 shear lines) (0.375")(6.75") = 5.063 in.2 


Hole diameter = 9/16” Abottom plane net = (Abottom plane) - (Aspiit ring groove) E 


(Aboit hole) 


= (6.75")(2.92") – (л/4)[(2.92")2–(2.92" – 
0.18" – 0.18")2] – (л/4)(0.5625")2 


0.18" = 17.91 іп.2 


Acriticial = Aedge plane + Abottom plane net 


= 5.063 + 17.91 іп.2= 22.973 in.? 
Therefore Aii; 1s governed by the case shown in 
6.75" 


Figure E4 and is equal to 21.735 in.” 
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Appendix F (Non-mandatory) Design for Creep and Critical 
Deflection Applications 
F.1 Creep mates of the level of modulus of elasticity exceeded by 


F.1.1 Reference modulus of elasticity design val- 
ues, E, in this Specification are intended for the calcula- 
tion of immediate deformation under load. Under sus- 
tained loading, wood members exhibit additional time 
dependent deformation (creep) which usually develops 
at a slow but persistent rate over long periods of time. 
Creep rates are greater for members drying under load 
or exposed to varying temperature and relative humidi- 
ty conditions than for members in a stable environment 
and at constant moisture content. 

F.1.2 In certain bending applications, it may be 
necessary to limit deflection under long-term loading to 
specified levels. This can be done by applying an in- 
crease factor to the deflection due to long-term load. 
Total deflection is thus calculated as the immediate de- 
flection due to the long-term component of the design 
load times the appropriate increase factor, plus the de- 
flection due to the short-term or normal component of 
the design load. 


F.2 Variation in Modulus of Elasticity 


F.2.1 The reference modulus of elasticity design 
values, E, listed in Tables 4A, 4B, 4C, 4D, 4E, 4F, 5A, 
5B, 5C, and 5D (published in the Supplement to this 
Specification) are average values and individual pieces 
having values both higher and lower than the averages 
will occur in all grades. The use of average modulus of 
elasticity values is customary practice for the design of 
normal wood structural members and assemblies. Field 
experience and tests have demonstrated that average 
values provide an adequate measure of the immediate 
deflection or deformation of these wood elements. 

F.2.2 In certain applications where deflection may 
be critical, such as may occur in closely engineered, 
innovative structural components or systems, use of a 
reduced modulus of elasticity value may be deemed 
appropriate by the designer. The coefficient of variation 
in Table F1 shall be permitted to be used as a basis for 
modifying reference modulus of elasticity values listed 
in Tables 4A, 4B, 4C, 4D, 4E, 4F, 5A, 5B, 5C, and 5D 
to meet particular end use conditions. 

F.2.3 Reducing reference average modulus of elas- 
ticity design values in this Specification by the product 
of the average value and 1.0 and 1.65 times the appli- 
cable coefficients of variation in Table F1 gives esti- 


84% апа 95%, respectively, of the individual pieces, as 
specified in the following formulas: 


Епл -E(1-1.0 COV.) (F-1) 
E595 =E(1—1.645 COV, ) (F-2) 
Table Ғ1 Coefficients of Variation in 


Modulus of Elasticity (COVE) for 
Lumber and Structural Glued 
Laminated Timber 








СОМЕ 

Visually graded sawn lumber 0.25 
(Tables 4A, 4B, 4D, 4E, and 4F) 

Machine Evaluated Lumber (MEL) 0.15 
(Table 4C) 

Machine Stress Rated (MSR) lumber 0.11 
(Table 4C) 

Structural glued laminated timber 0.10 


(Tables 5A, 5B, 5C, and 5D) 


F.3 Shear Deflection 


F.3.1 Reference modulus of elasticity design val- 
ues, E, listed in Tables 4A, 4B, 4C, 4D, 4E, 4F, 5A, 5B, 
5C, and 5D are apparent modulus of elasticity values 
and include a shear deflection component. For sawn 
lumber, the ratio of shear-free E to reference E is 1.03. 
For structural glued laminated timber, the ratio of 
shear-free E to reference E is 1.05. 

F.3.2 In certain applications use of an adjusted 
modulus of elasticity to more accurately account for the 
shear component of the total deflection may be deemed 
appropriate by the designer. Standard methods for ad- 
justing modulus of elasticity to other load and span- 
depth conditions are available (see Reference 54). 
When reference modulus of elasticity values have not 
been adjusted to include the effects of shear defor- 
mation, such as for prefabricated wood I-joists, consid- 
eration for the shear component of the total deflection 
is required. 

F.3.3 The shear component of the total deflection 
of a beam is a function of beam geometry, modulus of 
elasticity, shear modulus, applied load and support 
conditions. The ratio of shear-free E to apparent E is 
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1.03 for the condition of a simply supported rectangular 
beam with uniform load, a span to depth ratio of 21:1, 
and elastic modulus to shear modulus ratio of 16:1. The 
ratio of shear-free E to apparent E is 1.05 for a similar 
beam with a span to depth ratio of 17:1. See Reference 
53 for information concerning calculation of beam de- 
flection for other span-depth and load conditions. 
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Appendix G (Non-mandatory) Effective Column Length 





G.1 


The effective column length of a compression 
member is the distance between two points along its 
length at which the member is assumed to buckle in the 
shape of a sine wave. 


G.2 


The effective column length is dependent on the 
values of end fixity and lateral translation (deflection) 
associated with the ends of columns and points of lat- 
eral support between the ends of column. It is recom- 
mended that the effective length of columns be deter- 
mined in accordance with good engineering practice. 
Lower values of effective length will be associated with 
more end fixity and less lateral translation while higher 
values will be associated with less end fixity and more 
lateral translation. 


Table G1 Buckling Length Coefficients, K, 


Buckling modes 


Theoretical Қ, value 


Recommended design K, 
when ideal conditions 
approximated 


End condition code 





G.3 


In lieu of calculating the effective column length 
from available engineering experience and methodolo- 
gy, the buckling length coefficients, Ks, given in Table 
G1 shall be permitted to be multiplied by the actual 
column length, €, or by the length of column between 
lateral supports to calculate the effective column length, 


(Б; 
G.4 


Where the bending stiffness of the frame itself pro- 
vides support against buckling, the buckling length co- 
efficient, K., for an unbraced length of column, €, is 
dependent upon the amount of bending stiffness pro- 
vided by the other in-plane members entering the con- 
nection at each end of the unbraced segment. If the 
combined stiffness from these members is sufficiently 
small relative to that of the unbraced column segments, 
K, could exceed the values given in Table G1. 


Rotation fixed, translation fixed 
Rotation free, translation fixed 
Rotation fixed, translation free 


Rotation free, translation free 
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APPENDIX 


Appendix H 





(Non-mandatory) Lateral Stability of Columns 





H.1 


Solid wood columns can be classified into three 
length classes, characterized by mode of failure at ultimate 
load. For short, rectangular columns with a small ratio of 
length to least cross-sectional dimension, €Jd, failure is 
by crushing. When there is an intermediate ¢,/d ratio, 
failure is generally a combination of crushing and buck- 
ling. At large €./d ratios, long wood columns behave 
essentially as Euler columns and fail by lateral deflec- 
tion or buckling. Design of these three length classes 
are represented by the single column Equation H-1. 


H.2 


For solid columns of rectangular cross section 
where the slenderness ratio, €,/d, does not exceed 50, 
adjusted compression design values parallel to grain are 
obtained by the equation: 








Ж ж 2 ж 
Е; =F," 1-(ғ./Е) E EE, (H-1) 
2c 2c C 
where: , 
ка = 0:822 Enn (на) 
(6,74) 


Fc* 7 reference compression design value parallel 
to grain multiplied by all applicable 
adjustment factors except Cp (see 2.3) 


c = 0.8 for sawn lumber 
c = 0.85 for round timber poles and piles 


c = 0.9 for structural glued laminated timber, 
cross-laminated timber, or structural 
composite lumber 


Equation H-2 is derived from the standard Euler 
equation, with radius of gyration, r, converted to the 
more convenient least cross-sectional dimension, d, ofa 
rectangular column. 


H.3 


The equation for adjusted compression design val- 
ue, F,’, in this Specification is for columns having rec- 
tangular cross sections. It may be used for other column 


shapes by substituting r412 for d in the equations, 
where r is the applicable radius of gyration of the col- 
umn cross section. 


H.4 


The 0.822 factor in Equation H-2 represents the Eu- 
ler buckling coefficient for rectangular columns calcu- 
lated as 1/12. Modulus of elasticity for beam and col- 
umn stability, Emin in Equation H-2 represents an ap- 
proximate 5% lower exclusion value on pure bending 
modulus of elasticity, plus a 1.66 factor of safety (see 
Appendix D.4). 


H.5 


Adjusted design values based on Equations H-1 and 
H-2 are customarily used for most sawn lumber column 
designs. Where unusual hazard exists, a larger reduc- 
tion factor may be appropriate. Alternatively, in less 
critical end use, the designer may elect to use a smaller 
factor of safety. 


H.6 


For products with less E variability than visually 
graded sawn lumber, higher critical buckling design 
values may be calculated. For a product having a lower 
coefficient of variation (COVg), use of Equation H-2 
will provide a 1.66 factor of safety at the 5% lower ex- 
clusion value. 
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Appendix I 
Connections 


(Non-mandatory) Yield Limit Equations for 





1.1 Yield Modes 


The yield limit equations specified in 12.3.1 for 
dowel-type fasteners such as bolts, lag screws, wood 
screws, nails, and spikes represent four primary con- 
nection yield modes (see Figure I1). Modes I,, and I, 
represent bearing-dominated yield of the wood fibers in 
contact with the fastener in either the main or side 
member(s), respectively. Mode II represents pivoting of 
the fastener at the shear plane of a single shear connec- 
tion with localized crushing of wood fibers near the 
faces of the wood member(s). Modes Mn and MI, rep- 
resent fastener yield in bending at one plastic hinge 
point per shear plane, and bearing-dominated yield of 
wood fibers in contact with the fastener in either the 
main or side member(s), respectively. Mode IV repre- 
sents fastener yield in bending at two plastic hinge 
points per shear plane, with limited localized crushing 
of wood fibers near the shear plane(s). 


I.2 Dowel Bearing Strength for Steel 
Members 


Dowel bearing strength, F., for steel members shall 
be based on accepted steel design practices (see Refer- 
ences 39, 40 and 41). Design values in Tables 12B, 
12D, 12G, 12], 12K, 12M, 12P, and 12T are for 1/4" 
ASTM A 36 steel plate or 3 gage and thinner ASTM A 
653, Grade 33 steel plate with dowel bearing strength 
proportional to ultimate tensile strength. Bearing 
strengths used to calculate connection yield load repre- 
sent nominal bearing strengths of 2.4 F, and 2.2 F,, re- 
spectively (based on design provisions in References 
39, 40, and 41 for bearing strength of steel members at 
connections). To allow proper application of the load 
duration factor for these connections, the bearing 
strengths have been divided by 1.6. 


I.3 Dowel Bearing Strength for Wood 
Members 


Dowel bearing strength, Fe, for wood members may 
be determined in accordance with ASTM D 5764. 


I.4 Fastener Bending Yield Strength, Fy, 


In the absence of published standards which specify 
fastener strength properties, the designer should contact 
fastener manufacturers to determine fastener bending 
yield strength for connection design. ASTM F 1575 
provides a standard method for testing bending yield 
strength of nails. 

Fastener bending yield strength (F,,) shall be de- 
termined by the 5% diameter (0.05D) offset method of 
analyzing load-displacement curves developed from 
fastener bending tests. However, for short, large diame- 
ter fasteners for which direct bending tests are imprac- 
tical, test data from tension tests such as those specified 
in ASTM F 606 shall be evaluated to estimate Fy». 

Research indicates that Fy, for bolts is approximate- 
ly equivalent to the average of bolt tensile yield 
strength and bolt tensile ultimate strength, Fy, = F,/2 + 
F,/2. Based on this approximation, 48,000 psi € Fy < 
140,000 psi for various grades of SAE J429 bolts. Thus, 
the aforementioned research indicates that Fy, = 45,000 
psi is reasonable for many commonly available bolts. 
Tests of limited samples of lag screws indicate that Fy, 
= 45,000 psi is also reasonable for many commonly 
available lag screws with D 2 3/8". 

Tests of a limited sample of box nails and common 
wire nails from twelve U.S. nail manufacturers indicate 
that Fy, increases with decreasing nail diameter, and 
may exceed 100,000 psi for very small diameter nails. 
These tests indicate that the Fy, values used in Tables 
12N through 12R are reasonable for many commonly 
available box nails and small diameter common wire 
nails (D « 0.2"). Design values for large diameter 
common wire nails (D > 0.2") are based оп extrapolat- 
ed estimates of Fy, from the aforementioned limited 
study. For hardened-steel nails, Fy, is assumed to be 
approximately 30% higher than for the same diameter 
common wire nails. Design values in Tables 12J 
through 12M for wood screws and small diameter lag 
screws (D < 3/8") are based on estimates of Fy, for 
common wire nails of the same diameter. Table I1 pro- 
vides values of Fy, based on fastener type and diameter. 
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Figure I1 (Non-mandatory) Connection Yield Modes 


Single Shear Connections Double Shear Connections 


ќа 
E -- b» Mode I, 





Mode I, 

Mode II (not applicable) 
Mode III, (not applicable) 
Mode III, 

Mode IV 
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I.5 Threaded Fasteners 


The reduced moment resistance in the threaded por- 
tion of dowel-type fasteners can be accounted for by 
use of root diameter, D,, in calculation of reference lat- 
eral design values. Use of diameter, D, is permitted 
when the threaded portion of the fastener is sufficiently 
far away from the connection shear plane(s). For exam- 
ple, diameter, D, may be used when the length of thread 
bearing in the main member of a two member connec- 
tion does not exceed 1/4 of the total bearing length in 
the main member (member holding the threads). For a 
connection with three or more members, diameter, D, 
may be used when the length of thread bearing in the 
outermost member does not exceed 1/4 of the total 
bearing length in the outermost member (member hold- 
ing the threads). 

Reference lateral design values for reduced body 
diameter lag screw and rolled thread wood screw con- 


nections are based on root diameter, D, to account for 
the reduced diameter of these fasteners. These values 
may also be applicable for full-body diameter lag 
screws and cut thread wood screws since the length of 
threads for these fasteners is generally not known 
and/or the thread bearing length based on typical di- 
mensions exceeds 1/4 the total bearing length in the 
member holding the threads. For bolted connections, 
reference tabulated lateral design values are based on 
diameter, D. 

One alternate method of accounting for the moment 
and bearing resistance of the threaded portion of the 
fastener and moment acting along the length of the fas- 
tener is provided in AWC’s Technical Report 12 - Gen- 
eral Dowel Equations for Calculating Lateral Connec- 
tion Values (see Reference 51). A general set of equa- 
tions permits use of different fastener diameters for 
bearing resistance and moment resistance in each 
member. 

















Table I1 Fastener Bending Yield Strengths, Fyp 

Fastener Type Fy (psi) 

Bolt, lag screw (with D > 3/8"), drift pin (SAE J429 Grade 1 - F, = 36,000 psi 

and F, = 60,000 psi) 45,000 

Common, box, or sinker nail, spike, lag screw, wood 

screw (low to medium carbon steel) 
0.099" < D < 0.142" 100,000 
0.142" < D < 0.177" 90,000 
0.177" < D < 0.236" 80,000 
0.236" < D < 0.273" 70,000 
0.273" < D < 0.344" 60,000 
0.344" < D < 0.375" 45,000 

Hardened steel nail (medium carbon steel) including post-frame ring shank nails 
0.120" < D < 0.142" 130,000 
0.142" < D < 0.192" 115,000 
0.192" < D < 0.207" 100,000 
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Appendix J 





(Non-mandatory) Solution of Hankinson Formula 





„1 


When members are loaded in bearing at an angle to 
grain between 0° and 90°, or when split ring or shear 
plate connectors, bolts, or lag screws are loaded at an 
angle to grain between 0° and 90°, design values at an 
angle to grain shall be determined using the Hankinson 
formula. 


J.2 


The Hankinson formula is for the condition where 
the loaded surface is perpendicular to the direction of 
the applied load. 


J.3 


When the resultant force is not perpendicular to the 
surface under consideration, the angle O is the angle 
between the direction of grain and the direction of the 
force component which is perpendicular to the surface. 


J.4 


The bearing surface for a split ring or shear plate 
connector, bolt or lag screw is assumed perpendicular 
to the applied lateral load. 


J.5 


The bearing strength of wood depends upon the di- 
rection of grain with respect to the direction of the ap- 
plied load. Wood is stronger in compression parallel to 
grain than in compression perpendicular to grain. The 
variation in strength at various angles to grain between 
0° and 90° shall be determined by the Hankinson for- 
mula as follows: 


, ЕРЕ, 
= (1-1) 
F` sin? 0+F , cos? 0 
where: 


Fc* - adjusted compression design value parallel 
to grain multiplied by all applicable 
adjustment factors except the column 
stability factor 


Fe,’ = adjusted compression design value 
perpendicular to grain 


Fy’ = adjusted bearing design value at an angle to 
grain 


0 = angle between direction of load and direction 
of grain (longitudinal axis of member) 


When determining dowel bearing design values at 
an angle to grain for bolt or lag screw connections, the 
Hankinson formula takes the following form: 

FF 


el eL (7-2) 


Б. = ее 
e sin? 0+F,, cos? 6 


where: 
Fey = dowel bearing strength parallel to grain 
Fe, = dowel bearing strength perpendicular to grain 
Fe = dowel bearing strength at an angle to grain 


When determining adjusted design values for bolt 
or lag screw wood-to-metal connections or wood-to- 
wood connections with the main or side member(s) 
loaded parallel to grain, the following form of the 
Hankinson formula provides an alternate solution: 


| 2, 2, 


Zo =. . 2 ' 2 
2, біп” 8-2, сов 0 


(7-3) 


For wood-to-wood connections with side mem- 
ber(s) loaded parallel to grain, 


Z, = adjusted lateral design value for a single bolt 
or lag screw connection with the main and 
side wood members loaded parallel to grain, 
21 


Z,' - adjusted lateral design value for a single bolt 
or lag screw connection with the side 
member(s) loaded parallel to grain and main 
member loaded perpendicular to grain, “ті 
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For wood-to-wood connections with the main member When determining adjusted design values for split 
loaded parallel to grain, ring or shear plate connectors or timber rivets, the 
; . . | Hankinson formula takes the following form: 
Zy = adjusted lateral design value for a single bolt кү 
ог lag screw connection with the main and N = PQ (J-4) 
side wood members loaded parallel to grain, P’ sin?0+Q cos? 6 
Zi 


where: 
Z,' - adjusted lateral design value for a single bolt 


or lag screw connection with the main 
member loaded parallel to grain and side 
member(s) loaded perpendicular to grain, Zs, 


> 
> 
= 
m 
2 
Jg 
> 


Р’ = adjusted lateral design value parallel to grain 
for a single split ring connector unit or shear 
plate connector unit 


0” = adjusted lateral design value perpendicular 


to grain for a single split ring connector unit 
Z, - adjusted lateral design value for a single bolt or shear plate connector unit 


or lag screw connection with the wood 
member loaded parallel to grain, Z) 


For wood-to-metal connections, 


N' - adjusted lateral design value at an angle to 


grain for a single split ring connector unit or 
Z,' - adjusted lateral design value for a single bolt shear plate connector unit 


or lag screw connection with the wood 


member loaded perpendicularto grain, Z: The nomographs presented in Figure J1 provide a 


graphical solution of the Hankinson formula. 
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Figure J1 Solution of Hankinson Formula 
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DESIGN VALUES IN UNITS OF 1000 








DESIGN VALUES IN UNITS OF 100 





Figure J2 Connection Loaded at an Angle Sample Solution for Split Ring or Shear Plate Con- 
nection: 

Assume that P' = 5,030 Ibs, Q' = 2,620 lbs, and 8 = 35? 
in Figure J2. On line A-B in Figure J1, locate 5,030 Ibs 
at point n. On the same line A-B, locate 2,620 Ibs and 
project to point m on line A-C. Where line m-n inter- 
sects the radial line for 35°, project to line A-B and 
read the ASD adjusted design value, N' = 3,870 lbs. 


to Grain 
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Appendix K (Non-mandatory) Typical Dimensions for Split Ring 
and Shear Plate Connectors 




















SPLIT RINGS' 2-1/2" 4" 
LL > 
Split Ring 22 
Inside diameter at center when closed 2.500" 4.000" т 
Thickness of metal at center 0.163" 0.193" о 
Depth of metal (width of ring) 0.750" 1.000" ж 
Groove 
Inside diameter 2.56" 4.08" 
Width 0.18" 0.21" 
Depth 0.375" 0.50" 
Bolt hole diameter in timber members 9/16" 13/16" 
Washers, standard 
Round, cast or malleable iron, diameter 2-1/8" 3" 
Round, wrought iron (minimum) 
Diameter 1-3/8" 2" 
Thickness 3/32" 5/32" 
Square plate 
Length of side 2" 3" 
Thickness 1/8" 3/16" 
Projected area: portion of one split ring within 1.10 in2 224 in2 
member 








1. Courtesy of Cleveland Steel Specialty Co. 














SHEAR PLATES 2-5/8" 2-5/8" 4" 4" 
Shear plate! Pressed Malleable | Malleable | Malleable 
Material steel cast iron cast iron cast iron 
Plate diameter 2.62" 2.62" 4.02" 4.02" 
Bolt hole diameter 0.81" 0.81" 0.81" 0.93" 
Plate thickness 0.172" 0.172" 0.20" 0.20" 
Plate depth 0.42" 0.42" 0.62" 0.62" 
Bolt hole diameter in timber members and metal side plates? 13/16" 13/16" 13/16" 15/16" 
Washers, standard 
Round, cast or malleable iron, diameter 3 3" 3" 3-1/2" 
Round, wrought iron (minimum) 
Diameter 2" 2" 2" 2-1/4" 
Thickness 5/32" 5/32" 5/32" 11/64" 
Square plate 
Length of side 3" 3" 3" 3" 
Thickness 1/4" 1/4" 1/4" 1/4" 
Projected area: portion of one shear plate within member 1.18 in? 1.00 in? 2.58 in? 2.58 in? 














1. ASTM D 5933. 
2. Steel straps or shapes used as metal side plates shall be designed in accordance with accepted metal practices (see 11.2.3). 
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Appendix L (Non-mandatory) Typical Dimensions for Dowel-Type 
Fasteners and Washers* 
Table L1 Standard Hex Bolts: 


D = diameter, in. 

D, = root diameter, in. 

T = thread length, in. 

L = bolt length, in. 

| F = width of head across flats, in. 
H = height of head, in. 


ПЕ 
y 
са 


p 


| \ 























Full-Body 
Diameter 
Diameter, D 
1/4 5/16 3/8 1/2 5/8 3/4 7/8 1 

D, 0.189 0.245 0.298 0.406 0.514 0.627 0.739 0.847 
F 7/16 1/2 9/16 3/4 15/16 1-1/8 1-5/16 1-1/2 
H 11/64 7/32 1/4 11/32 277/64 1/2 37/64 43/64 
L«6 3/4 7/8 1 1-1/4 1-1/2 1-3/4 2 2-1/4 
А L>6 1 1-1/8 1-1/4 1-1/2 1-3/4 2 2-1/4 2-1/2 


























1. Tolerances are specified in ANSI/ASME B18.2.1. Full-body diameter bolt is shown. Root diameter based on UNC thread series (see ANSI/ASME B1.1). 
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Table L2 Standard Hex Lag Screws! 





ff нон E = length of tapered tip, in. 

D = diameter, in. L = lag screw length, in. 

D, = root diameter, in. o al |___ђ СОРУ N = number of threads/inch 
S = unthreaded body length, in. | == F = width of head across flats, in. 































































































> 
T = minimum thread length’, in. ba NM T-E L H = height of head, in. 3 
Reduced Full-Body 5 
Body Diameter Diameter > 
Length, Diameter, D 
L 1/4 5/16 3/8 7/16 1/2 5/8 3/4 7/8 1 1-1/8 1-1/4 
D. 0.173 0.227 0.265 0.328 0.371 0.471 0.579 0.683 0.780 0.887 1.012 
E 5/32 3/16 7/32 9/32 5/16 13/32 1/2 19/32 11/16 25/32 7/8 
H 11/64 7/32 1/4 19/64 11/32 27/64 1/2 37/64 43/64 3/4 27/32 
Е 7/16 1/2 9/16 5/8 3/4 15/16 1-1/8 1-5/16 1-1/2 1-11/16 1-7/8 
М 10 9 7 7 6 5 4-1/2 4 3-1/2 3-1/4 3-1/4 
5 1/4 1/4 1/4 1/4 1/4 
1 Т 3/4 3/4 3/4 3/4 3/4 
Т-Е 19/32 9/16 17/32 15/32 7/16 
5 1/4 1/4 1/4 1/4 1/4 
1-1/2 Т 1-1/4 1-1/4 1-1/4 1-1/4 1-1/4 
Т-Е 1-3/32 1-1/16 1-1/32 31/32 15/16 
5 1/2 1/2 1/2 1/2 1/2 1/2 
2 Т 1-1/2 1-1/2 1-1/2 1-1/2 1-1/2 1-1/2 
Т-Е 1-11/32 1-5/16 1-9/32 1-7/32 1-3/16 1-3/32 
5 3/4 3/4 3/4 3/4 3/4 3/4 
2-1/2 Т 1-3/4 1-3/4 1-3/4 1-3/4 1-3/4 1-3/4 
Т-Е 1-19/32 1-9/16 1-17/32 1-15/32 1-7/16 1-11/32 
5 1 1 1 1 1 1 1 1 1 
3 Т 2 2 2 2 2 2 2. 2 2 
Т-Е 1-27/32 1-13/16 1-25/32 1-23/32 1-11/16 1-19/32 1-1/2 1-13/32 1-5/16 
5 1-1/2 1-1/2 1-1/2 1-1/2 1-1/2 1-1/2 1-1/2 1-1/2 1-1/2 1-1/2 1-1/2 
4 Т 2-1/2 2-1/2 2-1/2 2-1/2 2-1/2 2-1/2 2-1/2 2-1/2 2-1/2 2-1/2 2-1/2 
Т-Е 2-11/32 2-5/16 2-9/32 2-7/32 2-3/16 2-3/32 2 1-29/32 1-13/16 1-23/32 1-5/8 
5 2 2 2 2 2 2 2 2 2 2 2 
5 Т 3 3 3 3 3 3 3 3 3 3 3 
T-E 2-27/32 2-13/16 2-25/32 2-23/32 2-11/16 2-19/32 2-1/2 2-13/32 2-5/16 2-7/32 2-1/8 
5 2-1/2 2-1/2 2-1/2 2-1/2 2-1/2 2-1/2 2-1/2 2-1/2 2-1/2 2-1/2 2-1/2 
6 Т 3-1/2 3-1/2 3-1/2 3-1/2 3-1/2 3-1/2 3-1/2 3-1/2 3-1/2 3-1/2 3-1/2 
Т-Е 3-11/32 3-5/16 3-9/32 3-7/32 3-3/16 3-3/32 3 2-29/32 2-13/16 2-23/32 2-5/8 
5 3 3 3 3 3 3 3 3 3 3 3 
7 Т 4 4 4 4 4 4 4 4 4 4 4 
Т-Е 3-27/32 3-13/16 3-25/32 3-23/32 3-11/16 3-19/32 3-1/2 3-13/32 3-5/16 3-7/32 3-1/8 
5 3-1/2 3-1/2 3-1/2 3-1/2 3-1/2 3-1/2 3-1/2 3-1/2 3-1/2 3-1/2 3-1/2 
8 Т 4-1/2 4-1/2 4-1/2 4-1/2 4-1/2 4-1/2 4-1/2 4-1/2 4-1/2 4-1/2 4-1/2 
Т-Е 4-11/32 4-5/16 4-9/32 4-7/32 4-3/16 4-3/32 4 3-29/32 3-13/16 3-23/32 3-5/8 
5 4 4 4 4 4 4 4 4 4 4 4 
9 Т 5 5 5 5 5 5 5 5 5 5 5 
T-E 4-27/32 4-13/16 4-25/32 4-23/32 4-11/16 4-19/32 4-1/2 4-13/32 4-5/16 4-7/32 4-1/8 
5 4-1/2 4-1/2 4-1/2 4-1/2 4-1/2 4-1/2 4-1/2 4-1/2 4-1/2 4-1/2 4-1/2 
10 Т 5-1/2 5-1/2 5-1/2 5-1/2 5-1/2 5-1/2 5-1/2 5-1/2 5-1/2 5-1/2 5-1/2 
Т-Е 5-11/32 5-5/16 5-9/32 5-7/32 5-3/16 5-3/32 5 4-29/32 4-13/16 4-23/32 4-5/8 
5 5 5 5 5 5 5 5 5 5 5 5 
11 Т 6 6 6 6 6 6 6 6 6 6 6 
Т-Е 5-27/32 5-13/16 5-25/32 5-23/32. 5-11/16 5-19/32 5-1/2 5-13/32 5-5/16 5-7/32 5-1/8 
5 6 6 6 6 6 6 6 6 6 6 6 
12 Т 6 6 6 6 6 6 6 6 6 6 6 
Т-Е 5-27/32 5-13/16 5-25/32 5-23/32 5-11/16 5-19/32 5-1/2 5-13/32 5-5/16 5-7/32 5-1/8 
1. Tolerances are specified in ANSI/ASME B18.2.1. Full-body diameter and reduced body diameter lag screws are shown. For reduced body diameter lag screws, 


the unthreaded body diameter may be reduced to approximately the root diameter, D,. 
2. Minimum thread length (T) for lag screw lengths (L) is 6 or 1/2 the lag screw length plus 0.5, whichever is less. Thread lengths may exceed these minimums 
up to the full lag screw length (L). 
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Table L3 Standard Wood Screws?6 


D = diameter, in. 
Dy = head diameter”, in. 


D, = root diameter, in. 





L = screw length, in. 














Cut Thread? Rolled Thread? T = thread length, in. 
Wood Screw Number 
6 7 8 9 10 12 14 16 18 20 24 
D 0.138 | 0.151 | 0.164 | 0.177 0.19 0.216 | 0.242 | 0.268 | 0.294 0.32 0.372 
Dí 0.113 | 0.122 | 0.131 | 0.142 | 0.152 | 0.171 | 0.196 | 0.209 | 0.232 | 0.255 | 0.298 
D 0.262 | 0.287 | 0.312 | 0.337 | 0.363 | 0.414 | 0.480 | 0.515 | 0.602 | 0.616 | 0.724 
































Tolerances specified in ANSI/ASME B18.6.1. 

Thread length on cut thread wood screws is approximately 2/3 of the wood screw length, L. 

Single lead thread shown. Thread length is at least four times the screw diameter or 2/3 of the wood screw length, whichever is greater. Wood screws which 
are too short to accommodate the minimum thread length, have threads extending as close to the underside of the head as practicable. 

Taken as the average of the specified maximum and minimum limits for body diameter of rolled thread wood screws. 

Taken as the average of the specified maximum and minimum limits for head diameter. 

It is permitted to assume the length of the tapered tip is 2D. 


ele 


оу 


Table L4 Standard Common, Box, and Sinker Steel Wire Nailst? 





























F о ! HEN EN i ! D = diameter, in. 
= г 











1 L = length, in. 
D D H = head diameter, in. 
Common or Box Sinker 
Pennyweight 
Type 6d 7d 8d 10d 12d 16d 20d 30d 40d 50d 60d 
L 2 2-1/4 | 2-1/2 3 3-1/4 | 3-1/2 4 4-1/2 5 5-1/2 6 
Common D 0.113 | 0.113 | 0.131 | 0.148 | 0148 | 0162 | 0.192 | 0.207 | 0.225 | 0.244 | 0.263 
Н 0.266 | 0.266 | 0.281 | 0.312 | 0.312 | 0.344 | 0.406 | 0.438 | 0.469 0.5 0.531 
L 2 2-1/4 | 2-1/2 3 3-1/4 | 3-1/2 4 4-1/2 5 
Box D 0.099 | 0.099 | 0.113 | 0.128 | 0.128 | 0.135 | 0.148 | 0.148 | 0.162 
Н 0.266 | 0.266 | 0.297 | 0.312 | 0.312 | 0.344 | 0.375 | 0.375 | 0.406 
L 1-7/8 | 2-1/8 | 2-3/8 | 2-7/8 | 3-1/8 | 3-1/4 | 3-3/4 | 4-1/4 | 4-3/4 5-3/4 
Sinker D 0.092 | 0.099 | 0.113 0.12 0.135 | 0.148 | 0.177 | 0.192 | 0.207 0.244 
Н 0.234 | 0.250 | 0.266 | 0.281 | 0.312 | 0.344 | 0.375 | 0.406 | 0.438 0.5 






































1. Tolerances are specified in ASTM F1667. Typical shape of common, box, and sinker steel wire nails shown. See ASTM F 1667 for other nail types. 
2. It is permitted to assume the length of the tapered tip is 2D. 
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Table L5 Post-Frame Ring Shank Nails: 
D = diameter, in. 
L L  - length, in. 5 
ті. H = head diameter, in. m 
D T1 TL - minimum length of threaded shank, in. = 
н]. Tl = crest diameter, in. g 
[ D + 0.005 in. < T1 < D + 0.010 in. as 


| а — P P = pitch or spacing of threads, in. 


0.05 in. < P < 0.077 in. 





























D L TL H Root Diameter’, D, 
0.135 3, 3.5 2.25 5/16 0.128 
0.148 = 2 : 22 5/16 0.140 
0.177 тоо 228 3/8 0.169 
0.200 x 22 5 5 222 15/32 0.193 
0.207 15. s 6,8 25 15/32 0.199 














1. Tolerances are specified in ASTM F1667. 
2. Root diameter is a calculated value and is not specified as a dimension to be measured. 


Table 16 Roof Sheathing Ring Shank Nails: 





= diameter, in. 

















L L = length, in. 
TL Н = headdiameter, in. 
D T1 ВЕ | 
H| | TL = minimum length of threaded shank, in. 
Tl =~ crest diameter, in. 
| | =P D + 0.005 in. < T1 < D + 0.012 in. 
Р = pitch or spacing of threads, in. 


0.05 in. <P < 0.077 in. 




















Dash D L TL H 
No. 
01 0.113 2-3/8 1-1/2 0.281 
02 0.120 2-1/2 1-1/2 0.281 
03 0.131 2-1/2 1-1/2 0.281 
04 0.120 3 1-1/2 0.281 
05 0.131 3 1-1/2 0.281 

















1. Tolerances are specified in ASTM F1667. 
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Table L7 Standard Cut Washers: 


m— B — 
| 


— À | 























2 | A = inside diameter, in. 
AU dii. dE 
S = B = outside diameter, in. 
г С C = thickness, in. 
| 
А В С 
Nominal Inside Diameter Outside Diameter Thickness 
Washer Size Basic Basic Basic 
3/8 0.438 1.000 0.083 
1/2 0.562 1.375 0.109 
5/8 0.688 1.750 0.134 
3/4 0.812 2.000 0.148 
7/8 0.938 2.250 0.165 
1 1.062 2.500 0.165 











1. Tolerances are provided in ANSI/ASME B18.22.1. For other standard cut washers, see ANSI/ASME B18.22.1. 
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Appendix M (Non-mandatory) Manufacturing Tolerances for Rivets 
and Steel Side Plates for Timber Rivet Connections 





Rivet dimensions are taken from ASTM F 1667. > 

2 

Rivet Dimensions т 
п о 

Minimum > 


e 






0.220" -/- 0.01" 





4-0.125" 





0.125" + /— 0.005"! H- [em */- 0.03" 


0.25" «/- 0.01" t < с: I 


0.345" +/- 0.01" 


















© 








ү ент = р 0.25" 
Rivet Length = L ————# 
Steel Side Plate Dimensions 

e, - 1/2" 

p Minimum, зр = 1" Minimum = 

















= T A 
06—59 


а. 
wD 























<> 


Grain 
Notes: 
1. Hole diameter: 17/64 minimum to 18/64 maximum. 
2. Tolerances in location of holes: 1/8 maximum in any direction. 
3. All dimensions are prior to galvanizing in inches. 
4. 5, and s, are defined in 14.3. 
5. e, is the end and edge distance as defined by the steel. 
6. Orient wide face of rivets parallel to grain, regardless of plate orientation. 


Copyright © American Wood Council. Downloaded/printed pursuant to License Agreement. No reproduction or transfer authorized. 
AMERICAN WOOD COUNCIL 


APPENDIX 


Appendix N 
(LRFD) 





(Mandatory) Load and Resistance Factor Design 





N.1 General 





N.1.1 Application 


LRFD designs shall be made in accordance with 
Appendix N and all applicable provisions of this Speci- 
fication. Applicable loads and load combinations, and 
adjustment of design values unique to LRFD are speci- 
fied herein. 


N.2 Design Values 


N.1.2 Loads and Load Combinations 


Nominal loads and load combinations shall be 
those required by the applicable building code. In the 
absence of a governing building code, the nominal 
loads and associated load combinations shall be those 
specified in ASCE 7. 





N.2.1 Design Values 


Adjusted LRFD design values for members and 
connections shall be determined in accordance with 
ASTM Specification D 5457 and design provisions in 
this Specification or in accordance with N.2.2 and 
N.2.3. Where LRFD design values are determined by 
the reliability normalization factor method in ASTM 
D 5457, the format conversion factor shall not apply 
(see N.3.1). 


N.2.2 Member Design Values 


Reference member design values in this Specifica- 
tion shall be adjusted in accordance with 4.3, 5.3, 6.3, 


7.3, 8.3, 9.3, and 10.3 for sawn lumber, structural glued 
laminated timber, poles and piles, prefabricated wood I- 
joists, structural composite lumber, panel products, and 
cross-laminated timber, respectively, to determine the 
adjusted LRFD design value. 


N.2.3 Connection Design Values 
Reference connection design values in this Specifi- 


cation shall be adjusted in accordance with Table 11.3.1 
to determine the adjusted LRFD design value. 


N.3 Adjustment of Reference Design Values 





N.3.1 Format Conversion Factor, Kr (LRFD 
Only) 


Reference design values shall be multiplied by the 
format conversion factor, Ky, as specified in Table NI. 
Format conversion factors in Table N1 adjust reference 
ASD design values (based on normal duration) to the 


LRFD reference resistances (see Reference 55). Format 
conversion factors shall not apply where LRFD refer- 
ence resistances are determined in accordance with 
the reliability normalization factor method in ASTM 
D 5457. 


Copyright € American Wood Council. Downloaded/printed pursuant to License Agreement. No reproduction or transfer authorized. 
AMERICAN WOOD COUNCIL 


NATIONAL DESIGN SPECIFICATION FOR WOOD CONSTRUCTION 


Table N1 Format Conversion Factor, Kr (LRFD Only) 











Application Property Kr 
Member F, 2.54 
F, 2.70 
Fy, Fn Fs 2.88 
F,, 2.40 
E 1 ‚67 
Emin 1.76 
All Connections (all design values) 3.32 


N.3.2 Resistance Factor, ¢ (LRFD Only) 


Reference design values shall be multiplied by the 
resistance factor, $, as specified in Table N2 (see Ref- 
erence 55). 


Table N2 Resistance Factor, $ (LRFD Only) 











Application Property Symbol Value 

Member F, фь 0.85 
Е, + 0.80 
Fy, Fr, Fy " 0.75 
Fo, Fer фе 0.90 
Бек ф, 0.85 

All Connections (all design values) ф, 0.65 


N.3.3 Time Effect Factor, ) (LRFD Only) 


Reference design values shall be multiplied by the 
time effect factor, 1, as specified in Table N3. 


Table N3 Time Effect Factor, ) (LRFD Only) 








Load Combination” À 

1.4D 0.6 

1.2D + 1.6L + 0.5(L, or S or R) 0.7 when L is from storage 

0.8 when L is from occupancy 

1.25 when L is from impact! 

1.2D + 1.6(L, or S or R) + (L or 0.5W) 0.8 

1.2D + 1.0W + L + 0.5(L, or S or R) 1.0 

1.2D + 1.0E + L + 0.2S 1.0 

0.9D + 1.0W 1.0 

0.9D + 1.0E 1.0 





- 


. Time effect factors, A, greater than 1.0 shall not apply to connections or to structural members pressure- 
treated with water-borne preservatives (see Reference 30) or fire retardant chemicals. 
Load combinations and load factors consistent with ASCE 7-16 are listed for ease of reference. Nominal 
loads shall be in accordance with N.1.2. D = dead load; L = live load; L, = roof live load; S = snow load; R = 
rain load; W = wind load; and E = earthquake load. 


N 
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